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Preface to the Third Edition 


Durinc the period of a score of years that hus passed since the 
first and second editions of this book were written much progress has 
been made in the determination of the structures of molecules and 
crystals and in the development of the theory of the chemical bond. 
It is no longer possible to discuss in a short book all of the present body 
of knowledge about the structures of molecules and crystals. I have 
contented myself in this third edition with the presentation of general 
- principles and the discussion of a rather small number of substances 
as examples. In some cases the old examples have been retained, and 
in others they have been replaced by new ones. 

The principal innovations that have been made in the discussion of 
the theory of the chemical bond in this edition are the wide application 
of the electroneutrality principle and the use of an empirical equation 
(Sec. 7-10) for the evaluation of the bond numbers of fractional bonds 
from the observed bond lengths. A new theory of the structure of 
electron-deficient substances, the’ resonating-valence-bond theory, is 
described and used in the discussion of the boranes, ferrocene, and 
other substances. A detailed discussion of the valence-bond theory 
of the electronic structure of metals and intermetallic compounds is 
also presented. 

Recognition has been made of some rather strongly worded criticism, 
from various sides, of the treatment of resonance of molecules among 
alternative valence-bond structures, as presented in earlier editions of — 
this book, on the basis of its idealistic and arbitrary character, by the 
introduction of a section (Sec. 6-5) in which it is pointed out that the 
theory of resonance involves only the same amounts of ideulization and 
arbitrariness as the classical valence-bond theory. 

It is my opinion that the student of chenustry may well benefit from 
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the study of modern structural chemistry early in his career; for exam- 
ple, as an undergraduate. I have thought it wise to change the char- 
acter of this book somewhat in order to increase its value to such a stu- 
dent. The principal change is the introduction, in Chapter 2 and Ap- 
pendix IV, of a moderately detailed treatment of the electronic struc- 
ture of atoms, atomic energy levels, electron spin, Russell-Saunders 
coupling, the Pauli exclusion principle, and the magnetic moments of 
atoms. Some other aspects of the theory of atomic and molecular 
structure and of experimental methods of structure determination are 
presented in other appendices. 

The theory of the chemical bond, as presented in this book, is still 
far from perfect. Most of the principles that have been developed are 
crude, and only rarely can they be used in making an accurate quantita- 
tive prediction. However, they are the best that we have, as yet, and 
I agree with Poincaré that “it is far better to foresee even without 
certainty than not to foresee at all.’’ 

I am grateful to many friends for advice and assistance in the prepa- 
ration of the revised edition of this book—especially to my colleagues 
in the California Institute of Technology. I thank also Mrs. Beatrice 
Wulf, Mrs. Joan Harris, Mrs. Ruth Hughes, and Mr. Crellin Pauling 
for their help. 
Linus PAULING 
Deer Flat Ranch 
San Simeon, Caltfornia 
April 6, 1969 


Preface to the Second Edition 


THE progress made in the field of modern structural chemistry during 
the past year has consisted in the main in the determination of the 
structures of a number of especially interesting molecules and crystals. 
I have been glad to have the opportunity provided by the exhaustion 
of the first edition of this book to revise it by the inclusion of references 
to these researches and of discussion of the new structures. A few 
corrections have been made, and the argument in some places has been 
expanded in an effort to improve the clarity of its presentation. Two 
new sections have been added, dealing with restricted rotation about 
single bonds (Sec. 14d) and the conditions for equivalence or non- 
equivalence of bonds (Sec. 22a). 

I have again to thank many friends for their advice and assistance; 
I am grateful especially for their aid to Dr. E. W. Hughes, Research 
Fellow in Chemistry in the California Institute of Technology, and to 
Mr. W. S. Schaefer of the Cornell University Press. 
: Linus PAULING 
Pasadena, California 
February 28, 1940 


Preface to the First Edition 


For a long time I have been planning to write a book on the structure 
of molecules and crystals and the nature of the chemical bond. With 
the development of the theory of quantum mechanics and its applica- 
tion to chemical problems it became evident that a decision would have 
to be made regarding the extent to which the mathematical methods of 
the theory would be incorporated in this book. I formed the opinion 
that, even though much of the recent progress in structural chemistry 
has been due to quantum mechanics, it should be possible to describe 
the new developments in a thorough-going and satisfactory manner 
without the use of advanced mathematics. A small part only of the 
body of contributions of quantum mechanics to chemistry has been 
purely quantum-mechanical in character; only in a few cases, for exam- 
ple, have results of direct chemical interest been obtained by the ac- 
curate solution of the Schrédinger wave equation. The advances 
which have been made have been in the main the result of essentially 
chemical arguments—the assumption of a simple postulate, which is 
then tested by empirical comparison with available chemical informa- 
tion, and used in the prediction of new phenomena. The principal con- 
tribution of quahtum mechanics to chemistry has been the suggestion 
of new ideas, such as the resonance of molecules among several elec- 
tronic structures with an accompanying increase in stability. 

The ideas involved in modern structural chemistry are no more difh- 
cult and require for their understanding no more, or little more, mathe- 
matical preparation than the familiar concepts of chemistry. Some 
of them may seem strange at first, but with practice there can be de- 
veloped an extended chemical intuition which permits the new concepts 
to be used just as confidently as the older ones of the valence bond, the 
tetrahedral carbon atom, ete., which form the basis of classical struc- 
tural chemistry. 
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The foundation of the modern theory of valence was laid by G. N. 
Lewis in his 1916 paper.! The theory was extended in his book Valence 
and the Structure of Atoms and Molecules (Chemical Catalog Co., New 
York, 1923), in N. V. Sidgwick’s volumes The Electronic Theory of Va- 
lency (Clarendon Press, Oxford, 1927) and The Covalent Link in Chem- 
istry (Cornell University Press, 1933), and in numerous publications 
by Irving Langmuir, W. M. Latimer, W. H. Rodebush, M. L. Huggins, 
W. A. Noyes, A. Lapworth, Robert Robinson, C. K. Ingold, and many 
other investigators. The detailed discussion in the following chapters 
is based to a large extent on seven papers with the general title ‘““The 
Nature of the Chemical Bond,” published between 1931 and 1933 in 
the Journal of the American Chemical Society and the Journal of Chem- 
ical Physics, and on other papers by my collaborators and myself. 

I have felt that in writing on this complex subject my primary duty 
should be to present the theory of the chemical bond (from my point of 
view) in as straightforward a way as possible, relegating the historical 
development of the subject to a secondary place: Many references are 
included to early work in this field; the papers on the electronic theory 
of valence published during the last twenty years are so numerous, 
however, and often represent such small differences of opinion as to 
make the discussion of all of them unnecessary and even undesirable. 

The opportunity and incentive to prepare this work for publication 
have been provided by my tenure of the George Fisher Baker Non- 
resident Professorship of Chemistry at Cornell University during the 
Fall Semester of. 1937-38. I wish to express my sincere thanks to 
Professor Papish and his colleagues in the Department of Chemistry 
of the University for their kindness in extending to me the invitation 
to present the Baker Lectures and in making available the facilities of 
the Baker Laboratory of Chemistry during my period of residence in 
Ithaca. I am grateful for advice and assistance in the preparation of 
the manuscript to many friends, including Dr. E. W. Hughes, Dr. 
C. D. Coryell, Dr. H. D. Springali, Dr. G. Schwarzenbach, Dr. J. H. 
Sturdivant, Dr. G. C. Hampson, Mr. P. A. Shaffer, Jr., Dr. E. R. 
Buchman, Dr. S. Weinbaum, Dr. Fred Stitt, Dr. J. Sherman, and Dr. 
F. J. Ewing. My wife joins me in expressing our appreciation to the 
young men of the Telluride House at Cornell University, who were our 
hosts during our stay in Ithaca. 

Linus PAvuLinG 
Gates and Crellin Laboratories of Chemistry 
California Institute of Technology, Pasadena, California 
June 19388 


1G. N. Lewis, J.A.C.S. 38, 762 (1916). 
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THE NATURE OF 
THE CHEMICAL BOND 


CHAPTER 1 


Resonance and the Chemical Bond 


Most of the general principles of molecular structure and the nature 
of the chemical bond were formulated long ago by chemists by induc- 
tion from the great body of chemical facts. During recent decades 
these principles have been made more precise and ravre useful through 
the application of the powerful experimental methods and theories of 
modern physics, and some new principles of structural chemistry have 
also been discovered. As a result structural chemistry has now be- 
come significant not only to the various branches of chemistry but also 
to biology and medicine. 

The amount of knowledge of molecular structure and the nature of 
the chemical bond is now very great. In this book I shall attempt, to 
present only an introduction te the subject, with emphasis on the most 
important general principles. 


1-1. THE DEVELOPMENT OF THE THEORY OF VALENCE 


The study of the structure of molecules was originally carried on by 
chemists using methods of investigation that were essentially chemical 
in nature, relating to the chemical composition of substances, the ex- 
istence of isomers, the nature of the chemical reactions in which a sub- 
stance takes part, and so on. From the consideration of facts of this 
kind Frankland, Kekulé, Couper, and Butlerov! were led a century ago 
to formulate the theory of valence and to write the first structural 


2H. Frankland, Phil. Trans. Roy. Soc. Londen 142, 417 (1852), proposed the 
concept of valence in 1852, stating that each element forms compounds by unit- 
ing with a definite number of what we now call equivalents of other elements. 
F. A. Kekulé, Ann. Chem. 104, 129 (1857), and A. W. H. Kolbe, tbed. 101, 257 
(1857), then extended the concept of valence to carbon und ‘said that carban 
usually lias the valence 4. In the following year Kekulé, zbid. 106, 129 (1858), 
suggested that carbon atoms can unite with an indefinite number of other carbon 
atoms into long chains. A. S. Couper, a Scottish chemist, independently dis- 
cussed the quadrivalence of carbon and the ability of carbon atoms to form chains 
(Compt. rend. 46, $157 [1858]; Ann. chim. phys. 53, 469 [1858]). Couper’s 
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formulas for molecules, van’t Hoff and le Bel* were led to bring classical 
organic stereochemistry into its final form by their brilliant postulate 
of the tetrahedral orientation of the four valence bonds of the carbon 
atom, and Werner* was led to his development of the theory of the 
stereochemistry of complex inorganic substances. 

Modern structural chemistry differs from classical structural chem- 
istry with respect to the detailed picture of molecules and crystals that 
it presents. By various physical methods, including the study of the 
structure of erystais by the diffraction of x-rays and of gas molecules 
by the diffraction of electron waves, the measurement of electric and 
magnetic dipole moments, the interpretation of band spectra, Raman 
spectra, microwave spectra, and nuclear magnetic resonance spectra, 
and the determination of entropy values, a great amount of information. 
has been obtained about the atomic configurations of molecules and 
crystals and even their electronic structures; a discussion of valence 
and the chemical bond now must take into account this information 
as well as the facts of chemistry. 

In the nineteenth century the valence bond was represented by a 
line drawn between the symbols of two chemical elements, which ex- 
pressed in a concise way many chemical facts, but which had only 
qualitative significance with regard to molecular structure. The nature 
of the bond was completely unknown. After the discovery of the elec- 
tron numerous attempts were made to develop an electronic theory of 
the chemical bond. These culminated in the work of Lewis, who in 


as toes 





chemical formulas were much like the modern ones; he was the first chemist to 
use @ line between symbols to represent the valence bond. 

In 1861 the Russian chemist A. M. Butlerov, 2. Chem. Pharm. 4, 549 (1861), 
used the term “chemical structure” for the first time and stated that it is essential 
to expreas the structure by 2 single formula. witich should show how each atom 
is linked to other atoms in the molecule of the substance. He stated clearly 
that all properties of a compound are determined by the molecular structure of 
the substance and suggested that it should be possible to find the correct struc- 
tural formula of a substance by studying the ways in which it can be synthe- 
sized, 

None of these chemists stated that the chemical formulas were to be interpreted 
as showing the way in which the atoms are bonded together in space; the formu- 
las were used to indicate something about the ways in which the substances take 
part in chemical reactions. The next step, that of assigning structures in three- 
dimensional space to the molecules, was then taken by van’t Hoff and le Bel. 
Excerpts from some of the papers mentioned above are to be found in H. M. . 
Leicester and H. S. Klickstein, A Source Book in‘Chemisiry, McGraw-Hill Book 
Co., New York, 1952. 

2 J. H. van’t Hoff, Arch. neerland. sci. 9, 445 (1874); J. A. le Bel, Bull, soc. 
chim. France 22, 337 (1874). 

+ A. Werner, Z. anorg. Chem. 3, 267 (1893). 


1-2 Types of Chemical Bonds 5 


his 1916 paper,‘ which forms the basis of the modern electronic theory 
of valence, discussed not only the formation of ions by the completion 
of stable shells of electrons® but also the formation of a chemical bond, 
now called the covalent bond, by the sharing of two electrons between 
two atoms.® Lewis further emphasized the importance of the phenoin- 
ena of the pairing of unshared as well as of shared electrons and of the 
stability of the group of eight electrons (shared or unshared) about the 
lighter atoms. These ideas were then further developed by many in- 
vestigators; the work of Langmuir’ was especially valuable in showing 
the great extent to which the facts of chemistry could be coordinated 
and clarified by the application of the new ideas. Many of the features 
of the detailed theory that is discussed in this book were suggested in 
the papers of Langmuir and others written in the decade following 
1916, or in the book Valence and the Structure of Atoms and Molecules 
written by Lewis in 1923. 

AMl of these early studies, however, contained, in addition to sugges- 
tions that have since been incorporated into the present theory, many 
others that have been discarded. ‘The refinement of the electronic 
theory of valence into its present form has been due almost entirely to 
the development of the theory of quantum mechanics, which has not 
only provided a method for the calculation of the properties of simple 
molecules, Jeading te the complete elucidation of the phenomena in- 
volved in the formation of a covalent bond between two atoms and 
dispersing the veil of mystery that had shrouded the bond during the 
decades since its existence was first assumed, but has also introduced 
into chemical theory a new concept, that of resonance, which, if not 
entirely unanticipated in its applications te chemistry, nevertheless had 
not before been clearly recognized and understood. 

In the following sections of this chapter there are given, after an 
introductory survey of the types of chemical bonds, discussions of the 
concept of resonance and cf the nature of the one-electron bend and 
the electron-pair bond. | 


1-2. TYPES OF CHEMICAL BONDS 


It is convenient to consider three general extreme types of chemical 
bonds: electrostatic bonds, covalent bonds, and metallic bonds. This clas- 
sification is not a rigorous one; for, although the bonds of each extreme 


4G. N. Lewis, “The Atom and the Molecule,” J.A.C.S. 38, 762 (1916). 

5 This was treated independently at about the same time by W. Kossel, Ann. 
Physik 49, 229 (1916). 

¢ Rarlier attempts to develop a theory of valence involving the sharing of elec- 
trons by atoms were made by W. Ramsay, J. J. Thomson, J. Stark, A. L. Parson, 
and others. 

77. Langmuir, J.A.C.S. 41, 868, 1543 (1919). 
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type have well-defined properties, the transition from one extreme type 
to another may be gradual, permitting the existence of bonds of inter- 
mediate type (see Chap. 3 and later chapters). 

The Chemical Bond Defined.—We shall say that there is a chemical 
bond between two atoms or groups of atoms in case that the forces acting be- 
tween them are such as to lead to the formation of an aggregate with suffi- 
cient stability to make 1¢ convenient for the chemist to consider tt as an 
independent molecular spectes. 

With this definition we accept in the category of chemical bonds not 
only the directed valence bond of the organic chemist but also, for 
example, the bonds between sodium cations and chloride anions in the 
sodium chloride crystal, those between the aluminum ion and the six 
surrounding water molecules in the hydrated aluminum ion in solution 
or in crystals, and even the weak bond that,holds together the two 
O. molecules in Oy. In general we do not consider the weak van der 
Waals forces between molecules as leading to chemical-bond formation ;- 
but in exceptional cases, such as that of the O. molecule mentioned 
above, it may happen that these forces are strong enough to make it 
convenient to describe the corresponding intermolecular interaction 
as bond formation. 

The Yonic Bond and Other Electrostatic Bonds.—-In case that there 
can be assigned to each of two atoms or groups of atoms a definite 
electronic structure essentially independent of the presence of the other 
atom or group and such that electrostatic interactions are set up that 
lead tu strong attraction and.the formation of a chemical bond, we say 
that the bond 1s an electrostatic bond. 

The most important electrostatic bond is the tonic bond, resulting 
from the Coulomb attraction of the excess electric charges of oppo- 
sitely charged jons. ‘The atoms of metallic elements lose their outer 
electrons easiiy, whereas those of nonmetallic elements tend to add 
additional electrons; in this way stable cations and anions may be 
formed, which ms.y essentially retain their electronic structures as they 
approach cone another to form a stable molecule or crystal. In ihe 
sodium chloride crystal, with the atomic arrangement shown in Figure 
1-1, there exist no discrete NaCi molecules. The crystal is instead 
composed of sodium cations, Nat. and chloride anions, Cl-, each of 
which is strongly attracted to and held by the six onpositely charged 
ions that surround it octahedrally. We describe the interactions in 
this erystal by saying that each ion forms ionic bonds with its six 
neighbors, these bonds combining all of the ions in the crystal into one 
giant ruolecule. A detailed treatment of ionic erystals is given in 
Chapter 13. 

In [Fe(H.0).]+++, [NiCH20).]++, and many other complexes the 
bonds between the central ion and the surrounding molecules result im 
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Frq. 1-1.---The atomic arrangement in the sodium 
chloride crystal. (This figure is froin the paper by 
W. Barlow, Z. Krist. 29, 163 (1898), referred to in 
See. 11-5.) 


considerable part from the electrostatic atiraction of the excess charge 
of the central ion for the permanent electric dipoles of the molecules.® 
Electrostatic bonds of this type may be called ion-dipole bonds. Elec- 
trostatic bonds might also result from the attraction of an ion for the 
induced dipole of a polarizable molecule or from the mutual interaction 
of the permanent electric dipoles of two molecules. 

The Covalent Bond.’—-Following Lewis, we interpret the ordinary 


H 

| 
valence bond, as in the formulas H—H, Cl--Cl, H--Cl, ak 

H 


8 J, Langmuir, loc. cit. (7), 868, especially pp. 930-931. 

° The convenient name covalent bond, which we shail often use in this book . 
in place of the more cumbersome expressions shared-electron-pair bend or elec- 
tron-pair bond, was introduced by Langmuir (loc. cit. [7], 868). Lewis pre- 
ferred to include under the name chemical bond a more restrieted class of inter- 
atomic interactions than that given by eur definition (“the chemical bond is at 
all times and in all molecules mereiy a pair cf cleetrars beld jointly by tuyv atoms’ 
-- Lewis, ep. ett. o. 78). 
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etc., as involving the sharing of a pair of electrons by the two bonded 
atoms, and we write corresponding electronic structures, such as 


H 
H:H, :ChCl:, H:Ch:, H:C :H, ete. In these Lewis electronic for- 
H ; 


mulas the symbol of the element represents the kernel of the atom, 
consisting of the nucleus and the inner electrons, but not those in the 
valence shell, which are shown by dots. A pair of electrons held jointly 
by two atoms is considered for some purposes to do double duty, and 
to be effective in completing a stable electronic configuration for each 
atom. It is seen that in methane the carbon atom, with its two inner 
electrons and its outer shell of eight shared electrons, has assumed the 
stable ten-electron configuration of neon, and that each of the other 
atoms in the structures shown has achieved # noble-gas configuration. 

A double bond and a triple bond between two atoms can be repre- 
sented respectively by four and six shared electrons, as in the following 
examples: 


Ne i H H 
C==C "CC! 
Hl \ H: “H 
H H 
H—C=2=C—H H:C:::C:H 


Nz=N cNStiN: 


In order that the nitrogen atom in trimethylamine oxide, (CH;),NO, 
might be assigned the neon structure with a completed octet of valence 


R 
electrons, Lewis wrote for it the electronic structure R:N:0: (with 


R 


R = CH,), in which the nitrogen atom forms four single covalent bonds 
and the oxygen atom one. If it is assumed that the electrons of a 
shared pair are divided between the two atoms which they connect, it 
is found on counting electrons for this formula that the nitrogen atom 
has the electric charge +1 (in units equal in magnitude to the elec- 
tronic charge, with changed sign) and the oxygen atom the charge —1. 
We shail call these charges, calculated with use of an electronic struc- 
ture by dividing shared electrons equally between the bonded atoms, 
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the formal charges of the atoms for the corresponding structure,” and 
we shall often represent them by signs near the symbols of the atoms, 
as in the following examples: 


i 
Trimethylamine oxide, R—N—O: 

R 

(0: | 

cee peer -— 

Sulfate ion, ae es 

20; 

H t 

P 
Ammonium ion, H—N--H 

H 


These formal charges are, as indicated by their name, to be considered 
as conventional in significance; they do net show in general the actual 
distribution of electric charges among the atoms in a molecule or com- 
plex ion. Thus in the ammonium ion the unit positive charge of the 
complex is not to be considered as residing exclusively on the nitrogen 
atom; as @ consequence of the partial ionic character of the N—-H 
bonds, discussed in Chapter 3, part of the excess positive charge can 
be considered to be transferred to each of the hydrogen atoms. 

We see from the electronic formula that we have just written that 
the bond between nitrogen and oxygen in trimethylamine oxide may 
be considered as a sort of double bond, consisting of one single covalent 
bond and one ionic bond of unit strength. A bond of this type has 
sometimes been called" a semipolar double bond. The name coordi- 
nate link has also been used,!? together with a special symbol, —, to 
indicate the transfer of electric charge from one atom to another. 
Electronic formulas have also been used in which the presumable origi- 
nal attachment of electrons to one atom or another is indicated by the 
use of different symbols (dots and crosses) for different electrons. We 


10 The formal charge (which he called the residual atomic charge) was first 
discussed by I. Langmuir, Science 54, 59 (1921). 

uT. M. Lowry, Trans. Faraday Soc. 18, 285 (1923); J. Chem. Soc. 123, 822 
(1923). 

12 N. V. Sidgwick, The Electronic Theory of Valency, Clarendon Press, Oxford, 
1927. 
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shall not find it convenient to make use of these names or of these 
symbols. 

In a few molecules there occur covalent bonds involving one electron 
or three electrons, instead of a shared pair. These one-electron and 
three-electron bonds are discussed in Section 1-4 and Chapter 10. 

The Metallic Bond; Fractional Bonds.—-The most striking charac- 
teristic of the bond that holds atoms together in a metallic aggregate 
is the:‘mobility of the bonding electrons, which gives rise to the high 
electric and thermai conductivity of metals. A discussion of the me- 
tallic bond and its relation to the covalent bond is given in Chapter 11. 
The bonds in metals may be deseribed as fractional bonds. A discus- 
sion of other substances involving fractional bonds, called electron- 
deficient compounds, is given in Chapter 10. 


1-3. THE CONCEPT OF RESONANCE! 


There is ove fundamental princivle of quantum mechanics that finds 
expression in most of the chemical applications of the theory to prob- 
lems dgaling with the normal states of molecules. This is the principle 
that underlies the concept of resonance. 

A structure for a system is represented in quantum mechanics by a 
wave function, usually called y, a function of the coordinates that in 
classical theory would be used (with their conjugate momenta) in de- 
scribing the system. The methods for finding the wave function for a 
system in a particular state are described in treatises on quantum 
taechanics. In our discussion of the nature of the chemical bond we 
shall restrict our interest in the main to the normal states of molecules. 
The stationary quantum states of a molecule or other system are states 
that are characterized by definite values of the total energy of the 
system. ‘These states are designated by a quantum number, repre- 


Jn preparing this discussion of a phenomenon that is essentially quantum- 
mechanical in nature I have introduced concepts and principles that are based 
on the theory of quantum mechanics whenever they are necessary for the argu- 
ment, without attempting to place the discussion on a postulatory basis or to 
make the development of the argument logically complete. 

‘The discussion in this book may be complemented by that in Linus Pauling, 
i. Bright Wilson, Jr., and Martin Karplus, fntroduction to Quantum Mechanics 
with Applications to Chemisiry, 2nd ed., McGraw-Hill Book Co., New York and 
London, 1960, to which later reference will be made under the title Introduction 
to Quantum Mechanics. 

A thorough and penetrating discussion of the theory of resonance is given in 
the book by George Willard Wheland, Resonance in Organic Chemistry, John 
Wiley and Sons, New York, 1955. Other valuable reference books are Y. K. 
Syrkin and M. EB. Dvatkina, Structure of Molecules and the Chemical Bond, 
Interscience Publishers, New York, 1950, and C. A. Coulson, Valence, Clarendon 
Press, Oxford, 1952. 


1-3 The Concept of Resonance 11 


sented by the letter n, say, or by a set of two or more quantum num- 
bers, each of which can assume any one of certain integral values. ‘The 
system in the nth stationary quantum state has the definite energy 
value W, and is represented by the wave function yn». Predictions 
can be made about the behavior of the system known to be in the nth 
quantum state by use of the wave function. These predictions, which 
relate to the expected results of experiments to be carried out on the 
system, are in general not unique, but instead statistical in nature. 
For example, it is not possible to make a definite prediction of the 
position of the electron relative to the nucleus in a normal hydrogen 
atom; instead, a corresponding probability distribution function can 
be found. 7 

The stationary quantum state that has the lowest value of the total 
energy of the system, corresponding to maximum stability, is called 
the normal state. The quantum numbers are usually assigned values 
1 or O for this state. 

Let Wo be the correct wave function for the normal state of the system 
under discussion. The fundamental principle of quantum mechanics 
in which we are interested states that the energy value Wo calculated by 
the equations of quantum mechanics with use of the correct wave function 
Wo for the normal state of the system 713 less than that calculated unth any 
other wave function y that might be proposed; in consequence, the actual 
structure of the normal state of a system 1s that one, of all conceivable 
structures, that gives the system the maximum stability. 

Now let us consider two structures, I and II], that might reasonably 
or conceivably represent the normal state of the system under con- 
sideration. The methods of the theory are such that the more general 
‘ function 


Y = ay: + byo (1-1) 


formed by multiplying ¥ and yr by arbitrary numerical coefficients 
and adding is also a possible wave function for the system. Only the 
ratio b/a is significant, the nature of the function not being changed 
by multiplication by a constant. By calculatmg the energy corre- 
sponding to ¥ as a function of the ratio 6/a, the value of b/a that gives 
the energy its minimum value can be found. The corresponding wave 
function is then the best approximation to the correct wave function 
for the normal state of the system that can be ecnstructed in this way. 
If the best value of b/a turns out to be very small, then the best wave 
function ~ will be essentially equal to y; and the normal state will be 
represented more closely by structure I than by any other structure of 


4 For a detailed discussion of this principle see Introduction to Quantum 
Mechanics. , 
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those considered. It may well happen, however, that the best value 
of b/a is neither very small nor very large (in the latter case the best y 
would differ little from yr), but is of the order of magnitude of unity. 
In this case the best wave function y¥ would be formed in part from yy 
and in part from yr and the normal state of the system would be de- 
scribed correspondingly as involving both structure I and structure II. 
It has become conventional to speak of such a system as resonating 
between structures I and IT, or as being a resonance hybrid of structures 
I and II. : 

The structure of such a system is not, however, exactly intermediate 
in character between structures I and II, because as a consequence of 
the resonance it is stabilized by a certain amount of energy, the reso- 
nance energy. The best value of b/ais that which gives the total energy 
of the system its minimum value, this value lying below that for either 
vr or Wry by an amount that depends on the magnitude of the inter- 
action between structures I and II and on their energy difference (see 
Sec. 1-4). It is this extra stability of the system, relative to structure I 
or structure II (whichever is the more stable), that is called the reso- 
nance energy.® 

The structures considered in the discussion of the normal state of a 
system need not be restricted in number to two. In general a wave 
function 


y= ay + bhi + ohn + dy ++: | (1-2) 


may be formed by linear combination of the wave functions yr, Yn, Yin, 
viv, - °°: corresponding to the structures I, I], Il], IV, --- that sug- 
gest themselves for consideration. In this wave function the best rela- 
tive values of the numerical coefficients a, b, c,d, -- - are to be found 
by minimizing the energy. 

The concept of resonance was introduced into quantum mechanics 
by Heisenberg" in connection with the discussion of the quantum states 
of the helium atom. He pointed out that a quantum-mechanical 
treatment somewhat analogous to the classical treatment of a system 
of resonating coupled harmonic oscillators can be applied to many sys- 
tems. The resonance phenomenon of classical mechanics is observed, 
for example, for a system of two tuning forks with the same character- 
istic frequency of oscillation and attached to a common base, which 


16 Because the resonating system does not have a structure intermediate be- 
tween those involved in the resonance, but instead a structure that is further 
changed by the resonance stabilization, I prefer not to use the word mesomerism, 
suggested by Ingold in 1933 for the resonance phenomenon (C. K. Ingold, J. 
Chem. Soc., 1933, 1120). 

it W. Heisenberg, Z. Physik 39, 499 (1926). 
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provides an interaction between them. When one fork is struck, it 
gradually ceases to oscillate, transferring its energy to the other, which 
begins its oscillation; the process is then reversed, and the energy 
resonates back and forth between the two forks until it is dissipated by 
frictional and other losses. The same phenomenon is shown by two 
similar pendulums connected by a weak spring. The qualitative anal- 
ogy between this classical resonance phenomenon and the quantum- 
mechanical resonance phenomenon described in the first part of this 
section is obvious; the analogy does not, however, provide a simple 
nonmathematical explanation of a most important feature of quantum- 
mechanical resonance in its chemical applications, that of stabilization 
of the system by the resonance energy, and we shall accordingly not 
pursue it further. The student of chemistry will, I believe, be able to 
develop a reliable and useful intuitive understanding of the concept of 
resonance by the study of its applications to various problems as de- 
scribed throughout this book. 

It must be pointed out that there is an element of arbitrariness in the 
use of the concept of resonance, introduced by the choice of the initial 
structures I, II, III, IV, etc. as the basis for discussion of the normal 
state of asystem. It is found, however, that for many systems certain 
structures suggest themselves strongly as most appropriate for this 
purpose and that great progress can be made in the discussion of com- 
plex systems such as molecules by using the structures of related sim- 
pler systems as a starting point. A striking example of this is given 
by the most important chemical application of resonance that has been 
discovered, the resonance of a molecule among several valence-bond 
structures: it is found that there are many substances whose properties 
cannot be accounted for by means of a single electronic structure of 
the valence-bond type, but which can be fitted into the scheme of 
classical valence theory by the consideration of resonance among two 
or more such structures. 

The convenience and value of the concept of resonance in discussing 
the problems of chemistry are so great as to make the disadvantage of 
the element of arbitrariness of little significance. This element eccurs 
in the classical resonance phenomenon also—it is arbitrary to discuss 
the behavior of a system of pendulums with connecting springs in 
terms of the motion of independent pendulums, since the motion can 
be described in a way that is mathematically simpler by use of the 
normal coordinates of the system—but the convenience and usefulmess . 
of the concept have nevertheless caused it to be widely applied. 

oreover, it must not be forgotten that the element of arbitrariness — 
occurs in essentially the same way in the simple structure theory of 
organic chemistry as in the theory of resonance: there is the same use 
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of idealized, hypothetical structural elements. For example, the pro- 
pane molecule, C;Hs, has its own structure, which cannot be described 
precisely in terms of structural elements from other molecules; it is not 
possible to isolate a portion of the propane molecule, involving parts 
of two carbon atoms and perhaps two electrons between them, and to 
say that this portion of the prepane molecule is the carbon-carbon: 
single bond, identical with a portion of the ethane molecule. The de- 
scription of the propane molecule as involving carbon-carbon single 
bonds and carbon-hydrogen single bonds is arbitrary; the concepts 
themselves are idealizations. Chemists have, however, found that the 
simple structure theory of organic chemistry and also the resonance 
theory are valuable, despite their use of idealizations and their arbi- 
trary character.” 


1-4. THE HYDROGEN MOLECULE-ION AND THE 
ONE-ELECTRON BOND 


In this section we make the first chemical application of the idea of 
resonance, in connection with the structure of the simplest of all mole- 
cules, the hydrogen molecule-ion, Hj, and the simplest of all chemical 
bonds, the one-electron bond, which involves one electron shared by 
two atoms. 

The Normal Hydrogen Atom.—According to the Bohr theory,'* the 
electron in the normal hydrogen atom moved about the nucleus in a 
circular orbit with radius a9 = 0.530 A and the constant speed v 
= 2.182 & 108 cm/sec. The quantum-mechanical picture is similar 
but less definite. The wave function ¥1, that represents the orbital 
motion of the electron in this atom, shown in Figure 1-2, is large in 
magnitude only within a region close to the nucleus; beyond 1 or 2 A it 
falls off rapidly toward zero. The square of y represents the probabil- 
ay distribution function for the position of the electron, such that y’dV 
is the probability that the electron be in the volume element dV, and 
4nr*y’dr is the probability that it be between_the distances 7 and 
r + dr from the nucleus. It is seen from the figure that this last func- 
tion has its maximum value at r = a. The most probable distance of 
the electron from the nucleus is thus just the Bohr radius ay; the elec- 
tron 1s, however, not restricted to this one distance. The speed of the 
sicctron also is not eonstant, but can be represented by a distribution 
function, such that the root-mean-square speed has just the Bohr 
value vp. We can accordingly describe the normal hydrogen atom by 
saying that the electron moves in and out about the nucleus, remaining 


1 See the more detailed discussion of these points in Sec. 6-5. 
18 A more detailed account of the Bohr theory of the hydrogen atom is gwen 
in Chap. 2 and Apps. II and III. 
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usually within a distance of about 0.5 A, with a speed that is variable 
but is of the order of magnitude of vo. Over a period of time long 
enough to permit many cycles of motion of the electron the atom can 
be described as consisting of the nucleus surrounded by a spherically 
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Fig. 1-2.—The wave function y,, its square, 
and the radial probability distribution func- 
tion 4r7r%f7, for the normal hydrogen atom. 


symmetrical ball of negative electricity (the electron blurred by a time- 
exposure of its rapid motion), as indicated in Figure 1-3. 

The Hydrogen Molecule-Ion.—-The structure of the hydrogen mole- 
cule-ion, H}, as of any molecule, is discussed theoretically by first con- 
sidering the motion of the electron (or of all the electrons in case that. 
there are several) in the field of the atomic nuclei considered to be fixed 
in & definite configuration.!® The electronic energy of the molecule 


19 M. Born and J. R. Oppenheimer, Ann. Physik 84, 457 (1927). 
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is thus obtained as a function of the nuclear configuration. The con- 
figuration for the normal state of the molecule is that corresponding to 
the minimum value of this energy functicn, and thus giving the mole- 
cule the maximum stability. 

For the hydrogen molecule-ion our problem is to evaluate the energy 
as a function of the distance rag between the two nuclei A and B. For 





Fig. 1-3.—A drawing illustrating the decrease in electron density 
with increasing distance from the nucleus in the normal hydrogen 
atom. ; 


large values of rag the system in its normal state consists of a normal 
hydrogen atom (the electron and nucleus A, say} and a hydrogen ion 
(nucleus B), which interact with one another only weakly.. If we as- 
sume the same structure H -+ H+ to hold as the nuclei approach one 
another, we find on calculation that the interaction energy has the 
form.shown vy the dashed curve in Figure 1-4, with no minimum. 
From this calculation we would say that a hydrogen atom and a hy- 
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drogen ion repel one another, rather than attract one another to form 
a stable molecule-ion. 

However, the structure assumed is too simple to represent the’ sys- 
tem satisfactorily. We have assumed that the electron forms a nor- 
mal hydrogen atom with nucleus A: 


Structure I Ha . He 


Energy — 





0 1 2 3 4 5 6 
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Fie. 1-4.—Curves showing the energy of interaction of a hy- 
drogen atom and a proton. The lower curve corresponds to the 
formation of a hydrogen molecule-ion in its stable normal state. 
The scale for the internuclear distance rag is based on the unit 
ag = 0.530 A 


The structure in which the electron forms a normal hydrogen atom with 
nucleas B, which then interacts with nucleus A, is just as stable a struc- . 
ture as the first: 


+ 


Structure iT Ha -Hep 


and we must consider the possibility of resonance between these two © 
structures. These structures are equivalent, and correspond sepa- 
rately to exactly the same energy; the principles of quantum mechanics 
require that in such a case the two structures make equal contributions to 
the normal state of the system. :On repetition of the calculation of the. 
energy curve with use of the corresponding wave function, formed by 
adding the wave functions for structures I and II, the lower full curve 
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shown in Figure 1-4 is obtained.2° This curve has a pronounced mini- 
mum at about ras = 1.06 A, showing that as a result of the resonance of 
the electron between the two nuclei a stable one-electron bond ¢s formed, 
the energy of the bond being about 50 kcal/mole. The way in which 
this extra stability and the consequent formation of a bond result from 
the combination of structures I and IT cannot be simply explained; 
it is the result of the quantum-méchanical resonance phenomenon. 
The bond can be described as owing its stability to the resonance of 
the electron back and forth between the two nuclei, with a resonance 
frequency equal to the resonance energy, 50 kcal/mole, divided by 
Planck’s constant h. This frequency for the normal molecule-ion is 
7 X 10“ sec, which is about one-fifth as great as the frequency of 
orbital motion about the nucleus of the electron in the normal hydrogen 
atom. 

~ (The upper full curve in Figure 1-4 represents another way in which 
a normal hydrogen atom and a hydrogen ton can interact. The struc- 
tures I and II contribute equally to this curve also, the resonance 
energy in this case making the system less stable rather than more 
stable. The chances are equal that a hydrogen atom and a hydrogen 
ion on approach repel one another as indicated by this curve or that 
they attract one another to form the normal molecule-ion.) 

In this discussion another type of interaction between the hydrogen 
atom and ion has been neglected; to wit, the deformation (polarization) 
of the atom in the electric field of the ion. This has been considered by 
Dickinson,*! who has shown that it contributes an additional 10 kcal 
/mole to the energy of the bond. We may accordingly say that of the 
total energy of the one-electron bond in Hf (61 kcal/mole) about 80 
percent (50 kcal/mole) is due to the resonance of the electron between 
the two nuclei, and the remainder is due to deformation. 

Very accurate calculations?? have led to the value 


Do(He) = 60.95 + 0.10 kcal/mole 


for the energy of formation of the normal hydrogen molecule-ion from 
a hydrogen atom and a hydrogen ion. This is in agreement with the 
experimental value, which is less accurately known. The calculated 
values of the equilibrium internuclear distance, 1.06 A, and the vibra- 
. tional frequency, 2250 cm, also agree with the experimental yalues to 


20 J, Pauling, Chem. Revs. 5, 173 (1928); B. N. Finkelstein and G. E. Horo- 
wits, Z. Phystk 48, 118 (1928). y 

i B. N. Diekinson, J. Chem. Phys. 1, 317 (1933). 

*# 9, Burrau, Kgl. Danske Videnskab. Selskab. 7, 1 (1927); Ek. A. HyNeraas, 
Z. Phystk 71, 739 (1931); G. Jaffé, ibid. 87, 535 (1934), and later investigators. 


1-4 The Hydrogen Molecule-Ion 19 


within the accuracy of their calculation and experimental determina- 
tion,” 

The electron distribution function for the molecule-ion is shown in 
Figure 1-5. It is seen that the electron remains for most of the time 
in the small region just between the nuclei, only rarely getting on the 
far side of one of them; and we may feel that the presence of the elec- 
tron between the two nuclei, where it can draw them together, pro- 
vides some explanation of the stability of the bond. The electron dis- 





Fie. 1-5.—The electron distribution function for 
the hydrogen molecule-ion. The upper curve shows 
the value of the function along the line through the 
two nuclei, and the lower figure shows contour lines, 
increasing from 0.1 for the outermost to 1 at the 
nuciei. 


tribution function is concentrated relative to that for the hydrogen 
atom, the volume within the outermost contour surface shown (with 
one-tenth the maximum value) being only 31 percent as great as for’ 
the atom. * 

For convenience we may represent the onc-electran bond by a dot 
midway between the symbeis of the bonded atoms, the hydrogen mole- 
cule-ion then having the structural formula (H-H)*. 

The Virial Theorem.——There is another way of discussing the hydro- 
gen molecule-ion that throws added light on the question of the nature 
of the one-electron bond. This discussion involves use of the virial 
theorem. The virial theorem, which is valid for quantum mechanics 
as well as for classical mechanics, states that in any system built up of 
atomic nuclei and electrons-—any atom, molecule, crystal—that is in a 
steady state (the normal state or one of the excited states) the average 
kinetic energy is equal to minus one-half of the average potential 
energy; and, inasmuch as the total energy is the sum of the kinetic 


#3 For further discussion of wave functions for the hydrogen molecule-ion see 
Introduction to Quantum Mechanics. 
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energy and the potential energy, the average kinetic energy is equal to 
the total energy with changed sign, and the average potential energy 
is equal to twice the total energy: 


Va 9oxK 
W=-RK 
V=2W 


In these equations K is the average kinetic energy (always positive), 
Y is the average potential energy, and W is the total energy, which is a 
constant. 

For example, the total energy of the normal hydrogen atom relative 
to a proton and an electron infinitely separated from one another is 
—13.60 ev, which is —313.6 kcal/mole. Hence the average kinetic 
energy of the system must be -+313.6 kcal/mole; this is just the value 
that corresponds to the root-mean-square speed vp mentioned in a pre- 
ceding paragraph. The average potential energy of the electron and 
the nucleus in the normal hydrogen atom is —627.2 kcal/mole, which 
corresponds to the Coulomb energy expression —e?/r, with r = 0.530 A, 
the Bohr radius. For the hydrogen molecule-ion in its normal state 
the energy (relative to two protons and one electron) is —313.6 
—60.9 = —374.5 kcal/mole. According]: the average kinetic energy 
of the electron in this molecule-ion is about 374.5 kcal/mole (the two 
nuclei are nearly stationary; hence most of the kinetic energy of the 
system is the kinetic energy of the electron); the electron in this mole- 
cule-ion is moving faster than in the normal hydrogen atom. 

The average potential energy of the hydrogen molecule-ion has the 
value —749 kcal/mole. This average potential energy consists of 
three terms: the average potential energy of the two-protons, the aver- 
age potential energy of the electron and the first proton, and the 
average potential energy of the electron and the second proton, the last 
two being equal to one afother. Wes may obtain the sum of these two 
by correcting the total average potential energy by the known potential 
energy of interaction of two protons, at distance 1.06 A from one 
another, the equilibrium internuclear distance for the molecule-ion. 
The value of the proton-proton potential energy, which is positive 
because the Coulomb interaction is repulsion, is e?/r, with r = 1.06 A; 
this value is 314 keal/mole. Accordingly the average potential en- 
ergy of the electron with respect to the two protons is --749 —314 
= — 1063, and the average potential energy of interaction of the elec- 
tron with each of the protons is one-half of this quantity, being equal 
to —532 kcal/mole, as compared with —627.2 for the hydrogen 
atom. 
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We may say that the stability of the hydrogen molecule-ion relative 
to a hydrogen atom plus a hydrogen ion is the result of the great con- 
centration of the electron distribution function into the region between 
the two protons. This concentration is such as to permit the stabiliz- 
ing Coulomb interaction (—e?/r) of the electron with each of the two 
protons to be nearly as great as it is with the single proton in the normal 
hydrogen atom. The stability of the one-electron bond in the hydro- 
gen molecule-ion may be attributed to the concentration of the electron 
into this region. A study of the wave function for the hydrogen mole- 
cule-ion shows that the concentration of the distribution function into 
the region between the two nuclei can be explained in large part as re- 
sulting from the addition of the two’ wave functions, corresponding 
respectively to the structures I, [{- H+, and I], H+ -H. Accordingly 
we may say that the resonance phenomenon causes the electron to be 
concentrated in the region where it can interact most strongly with 
both of the nuclei and in this way give rise to.the bond energy. 

The Helimann-Feynman Theorem.—-An interesting quantum-me- 
chanical theorem was discovered independently by Hellmann* and 
Feynman.” This theorem states that the force acting on each nucleus 
in a molecule is exactly that calculated by the principles of classical 
electrostatic theory from the charges and positions of the other nuclei 
and of the electrons; the electrons are taken to have the spatial dis- 
tribution given by the square of the electronic wave function. At the 
equilibrium configuration of a molecule the resultant force acting on 
each nucleus ‘Vanishes; hence for this configuration the repulsion of a 
nucleus by the other nuclei is just balanced ” its attraction by the 
electrons. 

For example, in the hydrogen molecule-ion in its equilibrium con- 
figuration we may say that the electron is distributed in a way equiva- 
lent.to having 3/7 of the electron spherically distributed about each 
nucleus and 1/7 at the midpoint between the two nuclei, giving a force 
of attraction by the electron for each nucleus that balances the force 
of repulsion by the other nucleus. 

The Conditions for the Formation of a One-Electron Bond.—The 
magnitude of the resonance energy of the one-electron bond in the 
hydrogen molecule-ion is determined by the amount of interaction of 
the two structures I and II (H- H+ and H+ -H), as calculated by the 
methods of quantum mechanics. Because the two structures corre- 
spond to the same energy, the interaction energy is completely mani- 
fested as resonance energy; there is complete resonance. If, however, 

*H., Hellmann, Linfuihrung in die Quantenchemie, Franz Deuticke, Leipsig, 


1937, p. 285. 
%*R. P. Feynman, Phys. Rev. 56, 340 (1939). 
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the two muctei A and B were uulike, so that the two structures 

I A: Bt 
and Wd At -B 
corresponded to different energy values, the conditions for complete 
resonance would uot be satisfied. The more stahle of the two struc- 
tures (structure i, say) would contribute more to the normal state of 


the system than the other, and the system would be stabilized (relative 
to structure I) by an amount of resonance energy less than the inter- 
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Fig. 1-6.—Curve showing the, amount of energy stabilizing the 
normal state of a system with two resonating structures, relative to 
the more stable of the two resonating structures, as a function of the 
energy difference of the two structures. The unit of energy used in 
the graph is the interaction energy of the two structures (the reso- 
nance integral). 


action energy. <A curve showing the effect of difference in energy of 
two resonating structures in inhibiting resonance is shown in Figure 
1-6. The way in which this curve is calculated is deseribed in Ap- 
pendix V. As structure I becomes more and more stabie relative to 
structure IT it makes up a larger and larger part of the normal state of 
the system, and resonance with structure If stabilizes the system by a 
smaller and smaller amount. For this reason we expect the one- 
electron bond to be formed only between like atoms or oceasionally 
between unlike atoms which happen to be of such a nature (similarity 
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in electiunegativity) as to make structures I and II approximately 
equal in energy. 


1-5. THE HYDROGEN MOLECULE AND THE 
ELECTRON-PAIR BOND 


Before 1927 there was no satisfactory theory of the covalent bond. 
The chemist bad postulated the existence of the valence bond between 
atoms and had built up a body of empirical information about it, but 
his inquiries into its structure had been futile. The step taken by 
Lewis of associating two electrons with a bend can hardly be called the 
development. cf a theory, since it left unanswered the fundamental 
questions as to the nature of the interactions involved and the source 
of the energy of the bond. Only in 1927 was the development of the 
theory of the covalent bond initiated by the work of Condon” and of 
Heitler and London?’ on the hydrogen molecule, described in the fol- 
lowing paragraphs. | 

Condon’s Treatment of the Hydrogen Molecule.- -Condon gave a 
discussion of the hydrogen molecule based upon Burrau’s treatment 
of the hydrogen molecule-ion. He introduced two ciectrons into the 
normal-state orbital deseribed by Burrau for the one electron of Hf. 
The total energy of the He molecule for this structure consists of four 
parts: the energy of repulsion of the two nuclei, the energy of the first 
electron moving in the field of the two nuclei (as evaluated by Burrau), 
the equal energy of the second electron, and the energy of mutual 
electrostatic repulsion of the two electrons. Condon did not attempt 
to evaluate the last of these terms by integration, but instead assumed 
it to be the same fraction of the interaction energy of the two electrons 
and the nuclei as for the normal helium atom, which corresponds to the 
limiting case of the hydrogen molecule when the two protons are fused 
into a single nucleus. 

In this way he obtained an energy curve for Hz with its minimum at 
tag = 0.73 4A and with bond energy 100 kcal/mole, in excellent agree- 
ment with experiment. This agreement could not be assigned great 
significance, however, because of uncertainty as to the accuracy of the 
‘ estimate of the electron repulsion energy. 

Condon’s treatment is the prototype of the molecular-orbital method 
of discussing the electronic structure of molecules. In this method a 
wave function is formulated that involves the introduction of a pair of 
electrons in an electron orbital that extends about two or more atomic 
nuclei. 


26}. U. Condon, Proc. Nat. Acad. ci. U/. 8. 13, 466 (1927). 
27 W. Heitler and F, London, Z. Physik 44, 455 (1927). A mathematical 
improvement of this work was made by Y. Sugiura, tbid. 45, 484 (1927). 
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The second method of discussing the electronic structure of mole- 
cules, usually called the valence-bond method, involves the use of a wave 
function of such a nature that the two electrons of the electron-pair 
bond beiivsen two atoms tend to remain on the two different atoms. 
The prototype of this method is the Heitler-London treatment of the 
hydrogen molecule, which we shall now discuss. 

The Heitler-London Treatment of the Hydrogen Molecule.—The 
' hydrogen molecule consists of two nuclei, which may be designated A 
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Fra. 1-7.—Curves showing the energy of interaction of two 
normal hydrogen atoms. The scale for the internuclear dis- 
tance raz is based on the unit ap = 0.530 A. 


and B, and two electrons, 1 and 2. As in the treatment of the hydro- 
gen molecule-ion, we calculate the interaction energy for various values 
of the internuclear distance r4s. When the nuclei are far apart the 
normal state of the system involves two normal hydrogen atoms. Let 
us assume that one of the electrons, electron 1, say, is associated with 
nucleus A, and the other, electron 2, with nucleus B. On calculating 
the interaction energy as a function of the internuclear distance, we 
find that at large distances there is a weak attraction, which soon turns 
into strong repulsion as rag is further diminished (dashed curve of 
Figure 1-7). According to this calculation the two atoms would not 


combine to form a atahle moleriuie. 
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Here again, however, we have neglected the resonance phencmenon; 
for the structure with electron 2 attached to nucleus A and electron 1 
to nucleus B is just as stable as the equivalent structure assumed 
above, and in accordance with quantum-mechanical principles we 
must consider as a representation of the normal state of the system 
neither one structure nor the other, but rather a combination to which 
the two contribuie equally: that is, we must make the calculation in. 
such & way as to tuke into consideration the possibility of the exchange 
of places of the two electrons: | 


Structure I Hal 2-Hp 
Structure Ii H,°2 t- Hey 


In this way there is obtained an interaction-energy curve (the lower 
full curve in Figure 1-7) that shows a pronounced minimum, corre- 
sponding to the formation of a stable molecule. The energy of forma- 
tion of the molecule from separated atoms as calculated by Heitier, 
London, and Sugiura is about 67 percent of the experimental value of 
102.6 kcal/mole, and the calculated equilibrium distance between the 
nuclei is 0.05 A larger than the observed value 0.74 A. 

Moreover, the Heitler-London wave function does not correspond 
to the virial theorem (it does not make the average value of the po- 
tential energy. equal to minus twice the average value of the kinetic 
energy), and it is accordingly a poor approximation to the correct wave 
function for the molecule. 
_ A simple improvement in the wave function was then made by 
Wang.** ,in place of the normal 1s hydrogen-atom wave functions 
about nucleus A and nucleus B, with the radial dependence correspond- 
ing to unit nuclear charge, he used similar 1s functions with an effective 
nuclear charge Z’ that was allowed to vary in such a way as to minimize 
the energy. This treatment gives agreement with the virial theorem. 
The calculated equilibrium internuciear distance with this wave func- 
tion is 0.75 A, in agreement with experiment, and the calculated bond 
energy is 80 percent of the correct value. The effective nuclear charge 
Z’ is 1.17, which corresponds to a significant shrinkage of the electron 
distribution function into the region close to the two nuelei. 

Hence we see that a very simple treatment of the system of two 
hydrogen atoms leads to an explanation of the formation of a stable 
molecule, the energy of the electron-patr bond being in the main the reso- 
nance energy corresponding to the interchange of the two electrons between 
the two atomic orbitals. , 

Partial Ionic Character and Deformation.—We have so far con- 
sidered only structures for the hydrogen molecule in which the two 


#8. C. Wang, Phys. Rev. 31, 579 (1928). 
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electrons remain near different nuclei. The two ionic structures III 
and IV 


Structure III Ha: Hp 
Structure IV Hi :-He 


in which both electrons are attached to the same nucleus must also be 
considered. These structures involve a positive hydrogen ion H+ and 
a negative hydrogen ion H:~ with the helium structure (K shell com- 
pleted). 

One of the most important rules about resonance is that resonance 
can occur only among structures with the same number of unpatred elec- 
trons. Since the electrons in the negative hydrogen. ion, occupying the 
same orbital, are paired and the electrons involved in a bond formed 
by structures I and II are paired, this condition is satisfied, and we 
expect structures III and IV as well as I and II to be of significance for 
the normal hydrogen molecule. 

At large internuclear distances the ionic structures JII and IV are 
not of importance. The energy of the reaction 


H+ H—- Ht + H- 


is — 295.6 kcal/mole, the difference between the electron affinity of 
hydrogen 
H +- e- > H- + 16.4 kcal/mole 


and the ionization energy of hydrogen 
Ht + e—-— H + 312.0 kcal/mole 


and this makes the structures III and IV so unstable relative to I and 
II that they make no contribution. As rz is decreased, however, the 
Coulomb attraction of H+ and H- stabilizes structures III and IV; at 
the equilibrium distance raz = 0.74 A each of these two ionic eee 
tures makes a contribution of about 2 percent to the normal state of the 
molecule. The corresponding extra ionic resonance energy is about 
5.5 kcal/mole, or 5 percent of the total bond energy.*® 

The remaining 15 percent of the observed bond energy may be at- 
tributed to deformation, this term being used to cover all the compli- 
cated interactions neglected in the foregoing simple treatments. As 
the culmination of several attacks on the problem, a thoroughly satis- 
factory and accurate theoretical treatment of the normal hydrogen 
molecule was made by James and Coolidge.*® Their careful and labo- 


2° 8. Weinbaum, J. Chem. Phys. 1, 593 (1933). 

30 HT. M. James and A. 8S. Coolidge, J. Chem. Phys. 1, 825 (1933). Highly 
accurate calculations for the ground states of two-electron atoms from H~ to 
Ne** have been made by C. L. Pekeris, Phys. Rev. 112, 1649 (1958). 
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rious investigation led to a value for the bond energy of the molecule 
D2) = 102.62 kcal/mole 


in complete agreement with experiment, with similar agreement for 
the equilibrium internuclear distance and the vibrational frequency. 
Theoretical calculations of other properties of the normal hydrogen 
molecule—the diamagnetic susceptibility, the electric polarizability, 
the anisotropy of the latter quantity, van der Waals forces, and so on— 
have also been made, with satisfactory results, so that the structure of 
this simple covalent molecule is now well understood. | 

As a summary of the results reported above, the bond in the hydro- 
gen molecule may be described as resulting in the main from the reso- 
nance of the two electrons between the two nuclei, this phenomenon 
contributing 80 percent of the total bond energy. An additional 5 per- 
cent is contributed by the ionic structures H~H+ and H+H-, which are 
of equal importance. The remaining 15 percent of the energy of the 
bond can be ascribed to complex interactions included under the term 
deformation.*! | 

The Conditions for the Formation of an Electron-Pair Bond.—In 
Section 1-4 it was pointed out that the resonance that leads to the 
formation of a stable one-electron bond between two atoms is in general 
largely inhibited in case that the two atoms are unlike, and that in con- 
sequence such a bond occurs only rarely. We see that for the electron- 
pair bond no such restriction exists; the two structures I and II that 
differ only in interchange of the two electrons 1 and 2 by two atoms 
A and B are equivalent even though the two atoms involved are 
unlike, and accordingly complete resonance occurs for unlike atoms as 
well as for like atoms, the resonance energy of the bond being equal to 
the interaction energy of the two structures. Thus there is no special 
condition as to the nature of the atoms that must be satisfied in order 
for an electron-pair bond to be formed, and we need not be surprised 
by the widespread occurrence and great importance of this bond. 

Resonance with the ionic structures A+B- and A-B* also occurs for 
unlike atoms as well as for like atoms, and is, indeed, of great im- 
portance in case that the atoms A and 8B differ greatly in electro- 
negativity, the contribution of the favored ionic structure then being 
large. This aspect of the covalent bond is treated in Chapter 3. 

A detailed discussion of the electronic structure of atoms is given in 
the following chapter, preliminary to the statement of the formal rules 
for covalent-bond formation: at the end of the chapter. 


% For further discussion of wave functions fer the hydrogen molecule see 
Introduction to Quantum Mechanics and the paper by H. Shull, .7..4.C_S8., in press. 


CHAPTER 2 


The Electronic Structure of Atoms and 
the Formal Rules for the Formation 


of Covalent Bonds 


AN understanding of the electronic structure of atoms is necessary 
for the study of the electronic structure of molecules and the nature of 
the chemical bond. Our knowledge of the electronic structure of 
atoms has been obtained almost entirely from the analysis of the spec- 
tra of gases. In this chapter we shall discuss the nature of spectra and 
the information about the electronic structure of atoms that has been 
derived from this information, in preparation for the later chapters of 
the book. The chapter ends with the statement of the formal rules 
for the formation of covalent bonds. 


2-1. THE INTERPRETATION OF LINE SPECTRA 


When the radiation emitted from a source of light is resolved into a 
spectrum by use of a prism or a grating it is found that the distribution 
of intensity with wavelength depends on the nature. of the source. 
The intensity of light from a glowing solid body varies gradually from 
place to place in the spectrum and is 9 function principally of the tem- 
perature of the body. A’ hot gas or a gas excited to the emission of 
light by an electric discharge ur in some other way may emit an emis- 
sion spectrum that consists of sharp lines, each line having a well- 
defined wavelength. Such aspectrum is called a line spectrum. Some- 
times many lines occur close together and separated by approximately 
equal intervals; they are then said to compose a band, and the spectrum 
is called a band spectrum. Lines and bands are also observed to be 
absorbed when continuous radiation is passed through a gas. Such a 
spectrum of dark lines or bands on a light background is called an 
absorption spectrum. 


28 
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Band spectra are produced in emission or absorption by molecules 
containing two or more atoms, and line spectra by single atoms or 
monatomic ions. The structure of bands is related to the vibration of 
the nuclei of the atoms within the molecule and to the rotation of the 
molecule. 

The intensities and wavelengths of spectral lines are characteristic 
of the emitting atoms or molecules. A representative spectrum is 
shown in Figure 2-1; this is the emission spectrum of atomic hydrogen, 
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Fiqa. 2-1.—The Balmer series of spectral lines of atomic 
hydrogen. The line at the right, with the longest wave- 
length, is He. It corresponds to the transition fram the 
state with n = 3 to the state n = 2. The other Hues 
correspond to the transitions from the states with n = 4, 
5, 6,° +: to the state with n = 2, 


obtained by passing an electric spark through « tube containing bydro- 
gen. A diagram representing the positions of the spectral lines is given 
below the spectral photograph. The position of a line in the spectrum 
is indicated by giving either its wavelength A, usually mensured in 
Angstrom units, its frequency v = c/a (with c the velecity of light), 
measured in sec™?, or its wave number or reciprocal wavelength 
y = 1/, measured in cm—!. (Note that the symbol v is often used 
both for frequency and wave number, its significance being evident 
from the context; sometimes » is used for frequency and w for wave 
number.) The visible region of the spectrum extends from about 
= 7700 A (red) to about A = 3800 A (violet). It is customary to 
write for a line at, say, A = 2536 A the symbol A2536. 

A characteristic feature of simple line spectra is that the lines can be 
grouped in sertes. The separation between succeeding lines in a series 
decreases gradually toward the violet} (Fig. 2-1), the sequence of wave- 
lengths being such that a series limit can be found by extrapolation. 


1 The expression “toward the violet” is often used to mean toward higher fre- 
quency (shorter wavelength) of the light and “toward the red’’ to mean toward 
lower frequency. 
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The concept of the atom as a system of one nucleus and one or more 
electrons was developed to explain the experiments of Lenard and of 
Rutherford on the passage of anode rays (rapidly moving positive 
ions) and of alpha particles (helium nuclei emitted by radioactive ma- 
terials) through matter. The electrons and the nuclei are very small 
in comparison with atoras—their diameters are between 10-" and 10-!” 
cm, that is, between 10-° and 10~ A, whereas atoms have diameters of 
the order of 2 to 5 A. The magnitude of the charge of a nucleus is 
always an integral multiple of that of the electron, with positive sign; 
it is expressed as Ze, Z being the atomic number of the element. An 
electrically neutral atom has Z electrons about the nucleus. 

According to the laws of classical mechanics the system of electrons 
and nucleus comprising an atom would reach final equilibrium only 
when the electrons had fallen into the nucleus. The electrons would 
be expected, according to classical mechanics, to describe orbits about 
the nucleus, and the acceleration of the charged particles, the electrons, 
in the orbits would give rise to the emission of energy as radiation. 
The frequencies involved in the motion of the electrons would then 
gradually change during the emission of light. This sort of structure 
for the ator is incompatible with the observed sharply defined fre- 
quencies of spectral lines. Moreover, the spectral lines do not show 
the overtones, with frequencies double, triple, and so forth that of the 
fundamental frequency, that would be expected classically. The ex- 
istence of nonradiating normal states of atoms in which the electrons 
have certainly not fallen into the nucleus is a further point of disagree- 
ment with classical theory, indicating the necessity for the develop- 
ment of a new atomic mechanics, differing from the classical mechanics 
of macroscopic systems. This new atomic mechanics is called quan- 
tum mechanics. 

Two postulates that are fundamental to the interpretation of spectra 
are the existence of stationary states and the Bohr frequency rule. They 
were enunciated by Bohr in 1913 in the famous paper’ that led in a few 
years to the complete elucidation of spectral phenomena. Planck* had 
previously announced (in 1900) that the amount of energy dW in unit 
volume (1 cm) and contained between the frequencies » and » + dy in 
empty space in equilibrium with matter at temperature 7’, as measured 
experimentally, could be represented by the equation 


Srhr* 


dw = ——_—___- dp 
c8(eW kT — 1) 


(2-1) 


in which » is the frequency of the light, k is Boltzmann’s constant, T 


2 N. Bohr, Phil. Mag. 26, 1, 476, 857 (1913). 
? M. Planck, Ann. Physik 4, 553 (1901). 
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is the absolute temperature, and h is a constant of nature that has been 
given the name Planck’s constant. This equation is not the one that 
would be obtained from classical statistical mechanics; Planck showed 
that it could be derived if the assumption were made that radiant 
energy (light) is not emitted continuously by atoms or molecules, but 
only in discrete portions, each portion carrying the quantity of energy 
hv. Einstein‘ suggested that one of these energy quantities is not 
emitted uniformly in all directions by a radiating atom, but instead in 
one direction, like a particle. These portions of radiant energy are 
called photons or light quanta. 

The next phenomenon explained in terms of quanta was the photc- 
electric effect, which was interpreted by Einstein in 1908. When light 
falls on a metal plate electrons are emitted from the surface of the 
plate, but not with velocities related to the intensity of the light, as 
would be expected from classical theory. Instead, the maximum ve- 
locity of the ejected electrons (the photoelectrons) depends on the fre- 
quency of the light: it corresponds to the conversion of just the energy 
hy of one light quantum into the energy of removal of the electron from 
the meta] plate plus the kinetic energy of the liberated electron. Ein- 
stein also announced at the same time his law of photochemical equiva- 
lence, according to which the absorption of one light quantum of 
energy hv may activate one molecule to chemical reaction. In all of 
these cases the system (atom, molecule, or crystal) emitting or absorb- 
ing radiation in quanta changes discontinuously from a state with a 
given amount of energy to one with energy Av less or greater. 


2-2. STATIONARY STATES; THE BOHR FREQUENCY PRINCIPLE 


These facts and some observations about the frequencies of spectral 
lines were the inspiration for Bohr’s two postulates, which may be 
expressed in the following way: 

I. The existence of stationary states. An atomic system can exist in 
certain stationary states, each one corresponding to a definite value of the 
energy W of the system, and transition from one state to another is ac- 
companied by the emission or absorption as radiation, or the transfer to or 
from another system of atoms or molecules, of an amount of energy equal 
to the energy difference of the two states. 

Il. The Bohr frequency rule. The frequency of the radiation absorbed 
by a system and associated with the transition from an initial state with 
energy W, toa final state with energy W2 is 

pos - ue (2-2) 


(negative values of v correspond to emission). 


‘ A. Hinstein, Ann. Physik 22, 180 (1907). 
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The two postulates are compatible with the observation that the 
frequencies of the spectral lines emitted by an atom can be represented 
as the differences between pairs of a set vi frequency values, called the 
term values or spectral terms of the atom. These term values are now 
seen to be the values of the energy of the stationary states divided by h 
(to give frequency, in sec~!), or by he (to give wave number, in em~}, 
ar is customarily given in tables of term values). 

It is pointed out in the following section that Balmer discovered in 
1885 that the frequencies of some lines of the hydrogen spectrum could 
be represented as the differences of term values. Rydberg, a Swedish 
spectroscopist, gave a similar representation® of lines of sodium in 1889, 
and the concept of spectral term values was generalized in 1908 by 
W. Ritz. In 1901 the American investigator C. P. Snyder published 
an analysis of a complex spectrum, that of rhodium, which accounted 
for 476 spectral lines by a set of term values. During the following 
25 years, and especially after Bohr’s formulation of his postulates, 
rapid progress was made in the analysis of spectra and the associated 
development of the modern theory of atomic structure. 


2-3. STATIONARY STATES OF THE HYDROGEN ATOM 


An energy-level diagram for the hydrogen atom is given in Figure 2-2. 
The reference state, with zero energy, is that of a proton and an elec- 
tron infinitely separated from one another, that is, the ionized hydro- 
gen atom. The stationary states of the hydrogen atom have negative 
energy values with reference to the ionized state. The values of the 
energy for the various stationary states are given by the Bohr equation 


Ruhe 


n* 





In this equation Hu is called the Rydberg constant for hydrogen; the 
value for the Rydberg constant for hydrogen is 109,677.76 cm-!. The 
letter & is Planck’s constant, and c the velocity of light. The letter n 
is the total quantum number ; it may have integral values 1, 2,3, 4,---. 

The frequencies of the spectral lines emitted by a hydrogen atom 
when it undergoes transition from one stationary state to a lower sta- 
tionary state can be calculated by the Bohr frequency rule, with use of 
this expression for the energy values of the stationary state. It is 
seen, for example, that the frequencies for the lines corresponding to 
the transitions indicated by arrows in Figure 2-2, corresponding to 
transitions from states with n = 3,4,5,---+ tothe state with n = 2, 


‘J. R. Rydberg, K. Svenska Akad. Handl. 1889, 23. 
*C. P. Snyder, Astrophys. J. 14, 179 (1901), This paper is Snyder’s only 
publication. 
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are given by the equation 


Re (= = ~) (2-4) 


2? n? 


This equation was discovered by Balmer in 1885.7 These spectral 
lines constitute the Balmer series. Other series of lines for hydrogen 
correspond to transitions from upper states to the state with n = 1 
(the Lyman series), to the state with » = 3 (vhe Paschen series), and 
SO on. 


Fie. 2-2.—Energy levels for the 
hydrogen atom. The arrows indicate 
the transitions that give the first four 
lines of the Balmer series in emission 





The value of the Rydberg constant Rg, as determined from the 
measured wavelength of the lines of the Lyman series and the other 
series for atomic hydrogen, is such pe ba energy of the normal state 
of the hydrogen atom, with n = 1, -- 313.6 kcal/mole (= 13.60 
keal/mole). ‘The amount of energy ke to ionize the normal hy- 
drogen atom is accordingly 313.6 keal/mole; this is called the ioniza- 
_ tion energy of hydrogen. Spectroscopic studies have provided values 
for the ionization energy of atoms of mcst cf the elements. 

In his 1913 papers Bohr developed a thwory of the stationary states 
of the hydrogen atom. According to his theory the electron was to be 
considered as moving in a circular orbit about the proton. The amount 
of angular momentum for a stationary ;tate was assumed by Bohr to be 
equal to nh/2r, with n = 1, 2,3,+--+. Ja Appendix II there is given 
the derivation of the energy values fo: the Bohr circular orbits. For 


TJ. J. Balmer, Wied. Ann. 25, 80 (1885). 
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an electron moving about a nucleus with charge Ze (a hydrogen atom 

for Z = 1, helium ion Het for Z = 2, etc.), the Bohr theory leads to 

the following expression for the energy of the stationary states: 
2x7 moZ *e4 

7 nh? 


W = (2-5) 


Bobr showed that the known values of the mass of the electron, mo, 
the electronic charge, e, and Planck’s constant, h, led to a value of 
2n?mye*/ch*? equal to the experimental value for the Rydberg constant 
for hydroger, and his theory was immediately accepted by other 
physicists. | 

According to the Bohr theory the electron in a circular orbit in 
a normal hydrogen atom moves with the speed up = 2xe?/h, which 
is 2.18 & 108 cm/sec. The speed changes in proportion to 1/n for 
the excited states, and in the hydrogenlike ions, Het, and so forth, 
it 1s proportional to Z. The radius of the normal Bohr orbit is 
Qo = h?/4xr?moe?, which is equal to 0.530 A. The Bohr radius for 
excited states is proportional to n?; that is, it is four times as great for 
n = 2, nine times as great for n = 3, and so on. For hydrogenlike 
ions the radius is proportional to 1/Z. 

Some changes in this picture of the atom have been made as a result 
of the discovery of quantum mechanics. The motion of the electron 
in the hydrogen atom according to quantum mechanics is described by 
means of a wave function y, as mentioned in Chapter 1. Expressions 
for the wave function y for the normal state of the hydrogen atom and 
various excited states are givenin Appendix III. These wave functions 
are designated by three quantum numbers: the total quantum number 


n, with values 1, 2, - - - ; the azimuthal quantum number J, with values 
0,1,2,---+,2 — 1; and the magnetic quantum number m,, with values 
—l, —-t-+1,---,0,---, +2 For the hydrogen atom and hydro- 


genlike ions the energy depends only on the total quantum number n 
(exeept for very small changes in energy determined by the other 
quantum numbers). The normal state of the hydrogen atom, with 
n = 1, is represented by a single set of quantum numbers: n = 1, 
1 = 0, and m; = 0.' 

The azimuthal quantum number / is a measure of the angular mo- 
mentum of the electron in its orbit. The orbital angular momentum 
is equal to VI(l + 1)h/2nr. The electron in the hydrogen atom in its 
normal state (with 1 = 0) does not have any angular momentum, and 
the picture that we must form of the normal hydrogen atom is ac- 
cordingly somewhat different from that assumed by Bohr. On the 
left in Figure 2-3 there is shown the Bohr circular orbit for hydrogen, 
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with the electron moving in a circular orbit with radius ao. This 
picture is unsatisfactory because it gives orbital angular momentum 
to’ the atom, and it has been found by experiment that the normal 
hydrogen atom does not have any orbital angular momentum. On the 
right of Figure 2-3 there is shown the extreme case of an elliptical orbit 
with zero minor axis, that is, the orbit corresponding to zero angular 
momentum. This picture represents a type of classical motion of a 
particle about an attracting center. It corresponds to describing the 
electron as moving out from the nucleus to the distance 2a, and then 





Fig. 2-3.—At the left is represented the circular orbit of the Bohr 
atom. At the right is shown the very eccentric orbit (line orbit), with 
no angular momentum, that corresponds somewhat more closely to the 
deseription of the hydrogen atom in its normal state given by quantum 
mechanics. 


returning to the nucleus. Comparison with Figure 1-4, representing 
the electron distribution in the normal hydrogen atom, shows that the 
electron is to be considered as moving in and out from the nucleus in 
all directions in space, so as to give spherical symmetry to the atom; 
moreover, the distance of the electron from the nucleus is not limited 
rigorously to values less than 2a). The Heisenberg uncertainty prin- 
ciple of quantum mechanics, according to which the position and the 
momentum of a particle cannot be exactly measured simultaneously, 
shows that we cannot hope to describe the motion of the electron in the 
normal hydrogen atom in terms of a definite orbit, such as that shown 
in Figure 2-3; nevertheless, there is some value in discussing the type 
of classical motion that corresponds reasonably closely to the quantum- 
mechanical description of the normal hydrogen atom. | 

In Figure 2-4 there are shown drawings of the Bohr orbits for hydro- 
gen in the excited states with n = 2,n = 3,andz = 4, with the angu- 
lar momentum taken equal to V/l(l + 1)h/2z, as required by quantum 
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mechanics. An electron with | = 0 is said to be an s electron, one 
with 1 = 1 9 p electron, and go on through the sequence d, f, g, h, - - - 
An s electron does not have any angular momentum, whereas p, d, 
f, +++ electrons have angular momentum, with increasing magnitude 
in this sequence. 

The electrons with a given value of the total quantum number n 
constitute an electron shell. The shells have been given the designa- 


3p 
3d 


n=e3 


Fia, 2-4.—Bobr orbits for 
the hydrogen atom, total 
quantum number 2, 3, and 4. 
These orbits are represented 
as having the values of angu- 
lar momentum given by 
quantum mechanics. 





tions A, L, M, N, O,---, corresponding ton = 1, 2,3, 4,5,---. 
Another classification of electron shells that is especially useful in 
chemistry (the helium sheil, neon shell, argon shell, etc.) is described in 
Section 2-7. 

There is only one s orbital in each shell (see App. ITI); it corresponds 
to the values / = 0, m; = 0 for these quantum numbers. There are 
three p orbitals (with 7 = 1) in each shell (beginning with the L shell) 
corresponding to the values —1, 0, and +1 for the magnetic quantum 
number m;. Similarly, there are five d orbitals per shell from the M 
shell on (m, = —2, —1, 0, +1, +2), and seven f orbitals from the N 
shell on (m, = —3, —2, —1, 0, +1, +2, +3). The orbitals with 
given values of both n and J are called subsheils. 

The different values of the magnetic quantum number m; correspond 
to different orientations in space of the angular momentum vector for 
the electron. It is customary to represent the angular momentum of a 
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system by a vector; for example, the angular momentum vector for a 
circular Bohr orbit would extend in a direction perpendicular to the 
plane of the orbit and would have magnitude proportional to the mag- 
nitude of the angular momentum. The magnetic quantum number 
mi represents the component of angular momentum along a designated 
direction in space, in particular the direction of a magnetic field. The 
diagrams in Figure 2-5 show the angles between the angular momentum 
vector and the field direction for the p orbitals, the d orbitals, and the 
f orbitals. The value m, = 0, in each case, corresponds to zero com- 





Fra. 2-5,--Orientation of orbital angular momen- 
tum vectors for vaiues 1, 2, and 3 of the angular mo- 
meni quantum snmber L, 


ponent of angular momencum ia the field direction, the value m, = +1 
to the component. hy2ir, im: = -+ 2 to 2h/2n, and so on. 

The clectron distribution funetion y? as given by quantum mechanics 
for the nurma] hydroges atom has been discussed briefly in Chapter 1. 
‘Ths corresgonding electrua ditribution functions for other orbitals 
will be discussed in the following chapter. 


2-4. THE ELECTRONIC STRUCTURE OF ALKALI ATOMS 


The normal lithium atom has two electrons in the K shell, with 
n = 1, and one electron in the 2s orbital of the L shell. The electronic 
eonfimirations of all of the alkali atoms are given in Table 2-1; in each 
case there is a single electron in the outermost shell. 


38 Electronic Structure of Atoms 


TABLE 2-]1.—ELECTRON CONFIGURATIONS OF ALKALI ATOMS 

















Atom Z Configuration 
hi 3 1s?2s 
Na 11 18?2s?2p*3s 
K 19 18728?2-p'3s73 p*48 
Rb 37 1 s?2872 p°3323 p83d)°4s*4p°5s 
Cs 55 18*2s?2p°3 873 p°3d!94824 p4d'°5s25 p56s 
Fr 87 1s72.s?2°3s*3 p83.d!94.874 9544194 (45575 p65! Gs?6 p*7s 
cm't 
E = Q) Fe eae 


—4s 

-10,000 
-—3p —3d —n=3 

-20,000 

98 = —n=2 
30,000 P 
40,000 

—2s 


Fig. 2-6.—Energy levels for the lthium atom. 
The symbols 2s and so forth give the quantum num- 
ber for one electron; the other two electrons are in the 
1s orbital. The levels at the right are those for hy- 
drogen. 


Some of the energy levels for the lithium atom, as found by the 
analysis of the line spectrum of lithium, are shown in Figure 2-6. It 
is seen that there is a significant difference from the energy-level dia- 
gram for hydrogen: for hydrogen the levels 2s and 2y have the same 
energy value, as have also 3s, 3p, and 3d, and so on, whereas for lithium 
the levels are split—the energy depends on the azimuthal quantum 
number J as well as on the total quantum number. 

The energy values 4f, 5f, and 6f lie very close to those for hydrogen, 
which are represented at the right side of the diagram. Those for 
3d, 4d,-+-- lie somewhat below the hydrogen values, those for the 
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_ p states still lower, and those for the s states much lower. An explana- 
tion of this behavior was suggested by Schrédinger in 1921, before the 
development of quantum mechanics.* This explanation is indicated 
by the drawings in Figures 2-7 and 2-8. Schrédinger suggested that 
the inner electron shell of lithium might be replaced by an equivalent 
charge of electricity distributed uniformly over the surface of a sphere 
of suitable radius, which for lithium would be about 0.28 A. The 
valence electron, outside this shell, would be moving in an electric field 
due to the nucleus, with charge +3e, plus the two K electrons, with 





ia. 2-7.—A nonpenetrating orbit in an alkalilike 
atom. The inner electrons are represented by the 
shaded region about the nucleus. 


charge —2e, that is, in a field due to a charge +e, the same’as the 
charge of the proton. Sc long as the electron stayed outside the K 
shell, it could be expected tc behave in a way corresponding to a 
hydrogenlike electron. An orbit of this sort, shown in Figure 2-7, is 
called a nonpeneirating orbit. Reference to Figure 2-5 indicates that 
ao f electron or ad electron in an excited lithium atom would be essen- 
tially nonpenetrating, but that surely an s electron, in an orbit that 
extends to the nucleus, would penetrate the K shell, and probably a p 
electron would also penetrate the K shell to some extent. An electron 
in a penetrating orbit (Fig. 2-8) would move into the field of attraction 
of the nucleus with charge +3¢e only partially shielded by the K elec- 
trons and would accordingly be stabilized by a large amount. 

During recent years many detailed quantum-mechanical calculations 
have been made of the energy levels of the lithium atom and other 


§, Schrodinger, Z. Physik 4, 347 (1921). 
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atoms, giving results in good agreement with experiment. There is no 
doubt that the Schridinguer wave equation provides a satisfactory 
theory of the electronic structure of atoms and molecules. The amount 
of calculation necessary to obtain a reliable energy value for an atom 
or molecule containing severai electrons is, however, so great that most 
of the information that we have about electronic structure of atoms and 
molecules has been obtaine: from experiment, rather than by theoreti- 
cal calculation. 

The Selection Rule for 1.— The energy-level diagram for lithium as. 
shown in Figure 2-6 has been obtaired by analysis of the spectrum of 
the lithium atom. Lines are cbserved in the spectrum of lithium cor- 
responding to the transition from one of the states indicated in the dia- 
gram to another state. The lines that are observed in the spectrum 
do not represent all combinations of the energy levels, however, but 





Fig. 2-8.---Penevrating orbit in an alkalilike atom. 


only those combinations in which the quantum number | changes by +-1 or 
—1. This rule is called the selection rule for 1. For example, an atom 
in a p orbital can undergo transition to 2 lower-lying state with the 
eleetron in an s orbital or a d orbital, with the emission of the corre- 
sponding spectral line, but not to an f orbital. 

If light is passed through lithi:zm vapor containing lithium atoms in 
the normal state, with the valence electron in the 2s orbital, the only 
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transitions that occur with absorption of radiant energy are those to 
the levels 2p, 3p, 49, and so on. ‘These transitions are indicated in 
Figure 2-6; they constitute the lines of the ubsorption spectrum of 
lithium. 

The frequencies of the lines in such a spectral series can be extrapo- 
lated to give the value corresponding to ionization. In this way values 
of ionization energies for atoms and ions have been determined from 
spectroscopic information. ‘The ionization energies of the alxali metals 
are given in Table 2-2. 


2-5. THE SPINNING ELECTRON AND THE FINE STRUCTURE 
OF SPECTRAL LINES 


The atomic modei that has been discussed in the preceding para- 
graphs gives a good representation of simple spectra, but not a com- 
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Kia. 2-9,—Energy levels for 
the lithium atom, showing the 
separation of the doublet levels 
and the transitions accompany- 
a 2p ing absorption and emission of 
radiant energy. 
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plete one. For example, the transition from the state 2p to the state 
2s for lithium, indicated in Figure 2-6 to be a single line (wavelength 
6707.8 A), is in fact a doublet, consisting of two components with 
wavelengths differing by 0.15 A. Similarly, the transition from 3p to 
3s for sodium is also a doublet, consisting of two components with 
wavelengths 5889.95 A and 5895.92 A ; these are the well-known yellow 
doublet lines of sodium, seen in sodium vapor lamps. 

The splitting of these lines and of other lines that show fine structure 
can be accounted for by means of the energy-level diagram for lithium 
shown in Figure 2-9, In this diagram each of the levels 2p, 3p, 3d, 
and so forth issshown as two levels, only slightly separated from one 
another, whereas the levels 2s, 3s, 4s, and so forth are not split. 

The explanation of this complexity of the energy levels is that the 
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individual electrons have rotatory motion, a spin.® Each electron has 
ber, always 4. The electron has a magnetic moment associated with 
this rotation. The experiments that have been carried out on the 


nroperties of the electron show that the magnetic moment of the 
electron is 


e VW3h 
. 2moc 2 Wr 
The electron accordingly has the following properties: 
charge —e = — 4.803 X 107? statcoulombs 
mass 7m = 0.911 * 10°% ¢ 
J/3h 
angular momentum ae = 0.913 & 10-* erg seconds 
T 
V3 h e 


-—-- = 1.608 * 10°?" erg gauss™} 


magnetic moment ——-— 
2 2 Moc 


It is especially interesting that the factor 2e/2moc relating the mag- 
netic moment of the spinning electron and its angular momentum is 
twice as greut as the factor e/2moc that relates the orbital magnetic 
moment (the magnetic moment of an electron moving in an orbit) to 
the corresponding angular momentum. 

The energy levels shown in Figure 2-9 are represented by certain 
symbols, called Russell-Saunders symbols. For example, the normal 
state of the lithium atom is represented by the symbol 2s #8; The 
symbol 2s means that the valence electron is occupying a 2s orbital. 
The remaining symbol, 2S;, describes the various angular momenta sn 
the atom. A Russell-Saunders symbol, such as 2S;, gives the values of 
three quantum numbers for the atom: the quantum number S, which. 
is the quantum number that represents the resultant spin of all of the 
electrons in the atom; the quantum number L, which is the quantum 
number that represents the resultant orbital angular momentum of all 
ot the electrons in the atom; and the quantum number J, which is the 
quantum number that represents the total angular momentum of the 
atom, due to both spin and orbital motion of the electrons, and is the 
resultant of S and L.” S, the spin quantum number for the atom, 
has the value 4 when there is only one valence electron in the atom. 
The superscript on the left side of the term symbol is equal to 28 -+, 1 
(which is equal to 2, for S = 4); it represents the mu/irplicity of the 

9G. K. Whienbeck and S$. Goudsmit, Naiurwissenschafigg 13, 952 (1925); 
Nature 117, 264 (1926). 


19 Note tliat the capital lerter S is used in two different ways; in general no 
confusion results from this usage. 
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energy level and corresponds to the number of ways in which the 
quantum number S can be oriented in space. ‘The capital letter in the 
symbol gives the value of the quantum number for the resultant angu- 
lar momentum; the letters S, P, D, F, G, - + - correspond respectively 
to L = 0,1,2,3,4,---. For an atom with a single valence electron, 
as for the states represented in Figure 2-9, the capital letter is identical 
with the small letter representing the orbital of the valence electron. 
The subscript gives the value of the resultant quantum nuriber ©. sere 
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Fig. 2-10—The interaction of spin 
angular momentum and orbital angu- L 
lar momentum to form the total angular 
momentum for the states ?Dy and 72,4. 
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sponding to the resultant of the spin angular momentum and the orbital 
angular momentum. 

Yor a single valence electron S is equal to 4, and there are only two 
possible values for J, namely, L + 4 and L — 4. Vector diagrams 
showing the composition of the spin angular momentum and the orbital 
angular momentum for the two states 7D, and *D, are shown in Fig- 
ure 2-19. 

It has been found by observation that J can change during a quan- 
tum Jump with emission or absorption of light only by +1, 0, or —1. 
This is a statement of the selection rulefor J. The transitions allowed 
by the selection rules for / and J are shown in Figure 2-9. It is seen 
that only lines due to transitions involving an S state have two com- 
ponents; all others have three. The name doublets refers not to the 
number of components of the spectral line but to the multiplicity of 
the energy levels. The superscript 2 on the left of the term symbols 
shown in Figure 2-10 is usually read as “‘doublet.’? The normal state 
is thus described as a doublet state, even though it is not split into two 
levels. 
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It is seen from the term diagram that the energy of interaction of the 
spin of the electron and its orbital motion is not very great. This 
energy of interaction increases rapidly with increase in the atomic 
number of the element and becomes large for the heavy atoms. 


2-6. THE ELECTRONIC STRUCTURE OF ATOMS WITH TWO OR 
MORE VALENCE ELECTRONS 


The energy of an atom containing two or more electrons depends 
upon many kinds of interaction of the electrons and the nucleus. First 
of all, there are the interactions of each electron with the nucleus, 
which in a simple theory give rise to energy terms similar to those de- 
scribed for s, single electron in Section 2-4; in general all of the electrons 
may be described as occupying penetrating orbitals. Other interac- 
tions can be correlated with the spin of the electrons and with their 
orbital angular momenta. The spectroscopists have developed a vec- 
tor model of the atom that provides a simple way of describing the sta- 
tionary states of the atom. In the following paragraphs we shall dis- 
cuss the Russell-Saunders vector model,* in which, as mentioned in 
the preceding section, the vectors ccaueontine the spin of the indi- 
vidual electrons combine to forra a resultant spin vector, represented 
by the quantum number S, the vectors representing the orbital angular 
momenta combine to form an orbital angular momentum vector, repre- 
sented by the quantum number EL, and these two resultant vectors 
combine to form a total angular momentum vector for the atom, repre- 
sented by the quantum number J. This description of the atom has 
been found to be a good one for light atoms, with smal] atomic number; 
the electreuic structure of the heavier atoms is usually more compli- 
cated, and, although the Russell-Saunders symbols are commonly used 
in the deseription of the stationary states of the heavier atoms, the 
rules corresponding to the symbols do not in general apply well to the 
heavier elements. 

Let us consider an atom with two s electrons, with different total 
quantum numbers; for example, a beryllium atom with one valence 
electron in a 2s orbital and the other in a 3s orbital, in addition to the 
two electrons in the K shell. ‘The orbital angular momenta of the two 
valence electrons are zero (I, = 0, 2 = 0), and accordingly the result- 
ant angular momentum is zero (L = 0). Each of the two electrons has 
spin quantum number 3 (s: = 4, s2 = $), and each spin angular mo- 


mentum vector accordingly has the magnitude acs - These 
T 


The Russell-Saunders coupling was discovered by H. N. Russell and F. A. 
Saunders, Astrophys. J. 61, 38 (1925). 
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two vectors can combine to form a resultant vector corresponding to 
the values 0 and 1 for the total spin quantum number S, as shown in 
Figure 2-11. The state S = 1 is usually desoribed by saying that the 
two vectors are parallel (the figure shows that they are not exactly 
parallel, but are as close to parallel as is allowed by nature) and the 
state S = 0 by saying that they are antiparallel. Inasmuch as L is 
equal to 0, the total angular momentum quantum number J for the 
atoms is equal to 0 when S equals 0 and is equal to 1 when S equals 1. 

Experience shows that these two states differ greatly inenergy. The 
interaction energy of the magnetic moment of the two electron spins is 
very small, and the cbserved energy difference is not due to a direct 
spin-spin magnetic interaction. It was shown by Heisenberg! that 


Fig. 2-11.—The interaction of the S2 
spin angular momentum vectors of two 
electrons to form a resultant total spin S 
angular momentum vector, correspond- S S 
ing to the value of the total spin quan- 2 5) 


tum number 8 = OorS = 1, 
S=0O S={ 


the difference between the state with S = 0 (which is called a singlet 
state) and the state with S = 1 (which is called a triplet state) is due 
to the resonance phenomenon, which has been discussed briefly in 
Chapter 1. 

The way in which the resonance energy contributes to the energy of 
an atom is.correlated with the relative orientation of the electron spins. 
The resonance energy is in fact a result of the electrostatic repulsion 
of the electrons and not of a direct spin-spin interaction, but it is corre- 
lated with the relative orientation of the spins in such a way that it can 
be discussed as though it were a spin-spin interaction. 

Now let us consider the states of the atom of beryllium in which one 
of the valence electrons occupies a 2p orbital and the other occupies a 
3p orbital. The two electron: spins can combine, as shown in Figure 


12 W. Heisenberg, Z. Physik 38, 411 (1926); 39, 499 (1926); 41, 239 (1927). 
The resonance phenomenon was discovered independently by P. A. M. Dirac, 
Proc. Roy. Soc. London A112, 661 (1926). For a detailed discussion of the 
phenomenon, see books on quantum mechanics, such as Introduction to Quantum 
Mechanics, or G. W. Wheland, The Theory of Resonance and Its Application to 
Organic Chemistry, John Wiley and Sons, New York, 10955. 
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Fig. 2-12.—The interaction of the orbital angular momentum vectors 
for two p electrons (1, = 1, lz = 1) to form the resultant total angular mo- 
mentum vector, with values corresponding to 0, 1, and 2 for the total angu- 
lar momentum quantum number LD. 


2-11, to form the resultant S = 0 or S = 1. The two orbital mo- 
ments, corresponding to 7, + 1 and = 1, can combine in three ways, 
as shown in Figure 2-12, to give the resultant Z = 0 (an S state), 
L = 1 (a P state), or LZ = 2 (a D state). The vectors S arid LD can 
then combine in various ways to give the states *D,, *De, *Ds, *Po, *Pi, 
8P., 781, We, 1P1, and 1S» (right to left in Fig. 2-14). 
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Fig. 2-14.—Energy-level dia~ 
gram for the neutrel beryllium 
atom. 


The energy values of all these states can be seen in Figure 2-14, 
which is the energy-level diagram for beryllium as determined by analy- 
sis of the spectrum. In addition, other energy levels are shown, corre- 
sponding to other pairs of orbitals for the two valence electrons. A 
discussion of these energy levels is given in the following section, which 
deals with the Pauli exclusion principle. 
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2-7. THE PAULI EXCLUSION PRINCIPLE AND THE PERIODIC 
SYSTEM OF THE ELEMENTS 


A principle of extreme importance to spectroscopy as well as to other 
phases of physics and chemistry is the exclusion principle discovered 
by Pauli in 1925," 

Let us consider an atom in an external magnetic field so strong that 
the couplings among the various electrons are brcken and the electrons 
orient themselves independently with respect to the field. The state 
of each electron is then given by fixing the values of a set of quantum 
nurobers: for each electron we may give the values of the total quan- 
tum number 7 of the orbit, the azimuthal quantum number J, the 
orbital magnetic quantum number m; (stating the component of orbital 
angular momentum in the field direction), the spin quantum number s 
(which has the value 3 for every electron), and the spin magnetic 
quantum number m, (which can be equal to either +4, corresponding 
to the spin oriented roughly in the direction of the field, or —4, corre- 
sponding to the spin oriented roughly in the opposite direction). The 
Pauli exclusion principle can be expressed in the following way: there 
‘cannot exist an atom in such a quantum state that two electrons uithin it 
have the same set of quantum numbers. 

The Pauli exclusion principle provides an iinmediate explanation of 
the principal features of the periodic system of the elements, and also 
of the energy-level diagrams, such as that for beryllium shown in 
Figure 2-14. 

Let us first discuss the helium atom. The most stable orbital in*the 
helium atom is the 1s orbital, with n = 1,1 = 0,m; = 0. There are 
two electrons in the neutral helium atom, which we place in the 1s orbi- 
tal. In the discussion above of the beryllium atom, it was pointed out 
that two s electrons give rise to the Russell-Saunders states 4S; and 4So. 
The discussion concerned, however, a 2s electron and a 3s electron; 
the two electrons differ in the value of the total quantum number l. 
For the helium atom with two electrons in the 1s orbital, the Pauli ex- 
clusion principle requires that the two electrons differ in the value of 
one quantum number. Their values of x, l, and m, are the same; 
moreover, they have the same spin quantum number, s = 3. Ac- 
cordingly they must differ in the value of m,, which can have the value 
+-1 for one electron and —4 for the other. The resultant spin for the 
two electrons must accordingly be 0, and only the singlet state 1S» can 
exist for two electrons in the 1s orbital. The normal state of the 
helium atom is accordingly 1g? 4S , and there is no other state based 
upon the electron configuration 1s?. 

An atom of lithium, with three electrons, can have only two electrons 


iW. Pauli, Z. Phystk 31, 765 (1925). 
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in the 1s orbital, and these two electrons must have their spins opposed. 
Two electrons constitute a completed K shell in any atom. A third 
electron must occupy an outer orbital. The next most stable orbital 
is the 2s orbital, which penetrates deeply into the inner electron shell 
and is hence more stable than 2p, so that lithium in the normal state 
will have the configuration 1872s 2S}. 

In general two electrons, with opposed spins, may occupy each 
atomic orbital. There is one s orbital in each electron shell, with a 
given value of the total quantum number n; three p orbitals, corre- 
sponding to m, = —1, 0, and +1, in each shell beginning with the L 
shell; five d orbitals in each shell beginning with the M shell, and so on. 
The numbers of electrons in completed subshells and shells of an atom 
are shown in Table 2-3. Note that there are alternative ways of nam- 
ing the shells. 


TABLE 2-3.—NAMES OF ELECTRON SHELLS 











rear 


Spectroscopists’ names Chemists’ names 





K 1s8* Helium 1s* 

L 2s?2p* Neon 2s*2p 

M 3833p%3d"° Argon 3s*3p° 

N 43349%4q)04f™4 Krypton 3d'°48*4p! 


Xenon 4d!°§s*5p* 
Radon 4f145d!°6s6 p® 


Eka-radon 5f'8d°7s?7p® 
entre <leee nee 


The nature of the normal states of all atoms can be discussed in 
terms of the principles that have been mentioned in the preceding para- 
graphs and sections. The normal state of an atom is the state with 
lowest energy. The terms that make the principal contribution to the 
energy of the atom are the energy values of the individual electrons, 
which depend upon the orbitals assigned to them. The 1s orbital, of 
the K shell, is the most stable orbital in all atoms. Next come the 2s 
orbital and then the three 2p orbitals, of the LZ shell. The following 
shells overlap one another, in a way determined by the atomic number 
of the atom and its degree of ionization. The 3s orbital is the next 
most stable, followed by the three 3p orbitals; but for the lighter 
elements, such as potassium, the 4s orbital, of the N shell, is more 
stable than the five 3d orbitals of the M shell. The sequence of 
stabilities of the orbitals is represented to good approximation in Fig- 
ure 2-15. This representation is only approximate; for example, for 
copper, with atomic number 29, the configuration of the normal state 
18 182282283523 p'3p'"4s; there are ten 3d electrons and one 4s electron, 
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rather than nine 3d electrsus and two 4s electrons as indicated in 
Figure 2-15. 

The electronic configuration and the Russell~saunders term symbols 
for the elements as determined spectroscopically or as predicted are 
given in Table 2-4. It must be emphasized that these electroni¢ con- 
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Fig. 2-15.—The approximate sequence of energy values for atomic orbi-~ 
tals, the lowest circle representing the most stable orbital (1s). Each circle 
represents one atomic orbital, which can be occupied either by one electron 
or by two electrons with opposed spins. 


figurations do not have great chemical significance, because for many 
of the atoms there are excited states differing only by a small amount 
of energy from the normal state of the atom, and the electronic struc- 
ture of the atom in a molecule may be more closely represented by one 
of the excited states than by the normal state, or, as is in fact usually 
the case, the electronic structure in a molecule or crystal is in general 
to be described as corresponding to a resonance hybrid of many of the 
low-lying states of the isolated atom. For copper, for example, the 
state 1s?2s?2p°3s?3p'3d°4s? 2D, lies only 11,202 cm— (31.9 kcal/mole) 
above the normal state. 


eee 





TABLE 2-4— ELEcTRUN CONFIGURATION OF ATOMS IN THEIR 
NoRMAL STATES 
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| Ete Neon | Argen! Krypton | Xenon | Radon Eka-radon T bol 
1s | 2e 2p! fe 3p| 3d 4s 4p| 4d Ss Sn] Af Bd 68 6p| Bf 6d 72 Tp| ~™eym 
ersten amen mes cian enente | eemnneens | eeneranrne serene | eee | or a ICCC aint a aaa! aa aeanaie ck pom ae (rae ome 
H 1/41 | | 2Siy2 
He 2 | 2 | | | Se 
li 3 2/1 | | 21/2 
Be 4 [2/2 | 1So 
B 58 {;2/2 i | | Pry: 
Cc ef2}2 2 | 2Po 
N 7 | 9/2 3 | | ‘Sen 
oO 6 121% 4 | | SPs 
F 9 | 212 $ | 2P’sis 
xe wo [2 6 | | iSo 
eet Reet oe { Gey a oe 
Na 11 | | i | : | 2319 
Mg 12 | 2 1So 
Al 33 | ;2 1 | ‘Pia 
sioua | oe | | IP 
P 23; Neon entre 2 8 ‘Se/2 
S i6 2 4 | | 3Pe 
Ch 17 2 6 2P yy 
Ar ra ee aig 8 | 186 
Boni Water ted er esate 
K 19 | | 1 | | 28i/2 
mR 20 | 2 | 1Se 
Be 21 | | (2 | | Days 
Ti 22 ! 2 2 | ti, 
VQ | 3 2 ‘Fs)2 
Cr 24 | F } | 1S: 
Mn 25 5 2 5Ss/a 
Fe 26 6 2 8D, 
Ca 27 oo coca ‘a ‘Fors 
Ni 28 Owe ree 8 2 IF, 
Cui 29 10 (3 28h /2 
Zn 30 10 2 180 
Ga 3h jie 24 $Prja 
Ge 32 WwW 2 2 tPy 
Aa 33 10 2 3} 4Sue 
Se 34 10 2 4| IP, 
<r 35 | 10 2 6| IP as 
{ 

Kr 36 | 2; 2 6/2 6/10 2 6| 1S¢ 
Rb 37 1 28i/s 
Sr 38 2 iSo 
Y 39 1 2 *Dap 
Zr 40 2.2 ifs 
Nb 41 4 i Diss 
Mo 42 5 2 78a 
Te 43 5B 2 6Sers 
Ru 44 7 1 iF, 
Rh 48 oe 8 1 Po 3 
Pd 46 Krypton core 10 135 
Ag 47 10 1 2Sus 
Ca 48 10 2 186 
In 49 10 21 1Py/3 
Sn 60 10 2 2 3Po 
Sb 61 10-2 3 4Ss;s 
Te 52 10 2 4 &P; 
I 683 10 2 8 *Pie 
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TABLE 2-4.—(continued) 


He} Neon | Argon! Krypton | Xenon Radon Eka-radon 














le | 2s 2p| 3s 3p| 3d 4s 4p| 4d Se Bp| 4f 6d 6s 6p| bf Gd 72 Tp} 2oT™ S¥™bO! 
Xe 54 212 6/2 6/10 2 6/]10 2 6 LS 
Cs 565 1 2Sij2 
Ba 56 2 185 
La 57 1-2 2Daje 
Ce 58 11 2 Hs 
Pr 59 21 2 ‘Kurs 
Nd 60 3 1 2 8Zng 
Pm 61 41 2 629/23 
8m 62 6 1 2 Ka 
Eu 63 6 1 2 87 3/2 
Gd 64 7 1 2 DP: 
Tb 85 8 1 2 8A its 
Dy 66 9 1 2 7 Kio 
Ho 67 10 1 2 6K igys 
Er 68 11 1 2 3Iin0 
Tm 69 54 12 1 2 4Kirs 
Yb 70 13 1 2 tHe 
Lu 71 Panonictre 14 1 2 Days 
Hf 72 14 2 2 oF a 
Ta 73 143 2 {Fajz 
W 74 14 4 2 5Do 
Re 75 44 5 2 6Ss72 
Os 76 146 2 bP, 
Ir 77 147 2 ‘Fos 
Pt 78 14 9 #1 SDs 
Au 79 1410 1 Sis 
Hg 80 1410 2 1S9 
Tl 82 1410 2 1 ' 2P is 
Pb 82 1410 2 2 Po 
Bi 83 1410 2 3 4Sajs 
Po 84 14410 2 4 IPs 
At 85 1410 2 65 IP sts 

Se ae eee ee ne eee reese Bais 
Rn 86 2|2 6 | 2 6 [10 2 6 |10 2 6 li4t0 2 6 185 
Fr 87 1 23/2 
Ka 88 2 150 
Ac 89 86 1 2 Dass 
Th 90 Radon core 2 2 3Fs 
Pa 91 3 2 ‘Fay, 
U_ 92 42 | 5Do 


Eke-Rn 118| 2 | 2 6| 2 eho 2 6 lio 2 6|ai0 2 6 i110 2 6 186 


It has been pointed out above that two electrons in the ls orbital 
must have their spins opposed, and hence give rise to the singlet state 
189, with no spin or orbital angular momentum, and hence with no 
magnetic moment. Similarly it is found that a completed subshell of 
electrons, such as six electrons occupying the three 2p orbitals, must 
have S = 0 and L = 0, corresponding to the Russell-Saunders term 
symbol 4S; such a completed subshell has spherical symmetry and 
zero Magnetic moment. The application of the Pauli exclusion prin- 
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ciple to electron configurations in which there are several electrons in 
the same subshell is discussed in Appendix IV. 

The stability of the various Russell-Saunders states resulting from 
the same electron configuration (the same distribution of electrons 
among orbitals) can be described by means of a set of rules usually 
called Hund’s rules.'4 These rules are the following: 

1. Of the Russell-Saunders states arising from a given electron configura- 
tion those with the largest value of S lie lowest, those with the next largest 
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Fig. 2-16.—Energy-level diagram for the neutral carbon atom. 


next, and so on; in other words, the states with the largest multcplicity are 
the most stable. ; 

2. Of the group of terms with a given value of S, that with the largest 
value of L les lowest. 

3. Of the states with given values of S and L in a configuration consisting 
of less than half the electrons in a completed subgroup, the state with the 
smallest value of J is usually the most stable, and for a configuration con- 
sisting of more than half the electrons in a subgroup the state with largest J 
is the most stable. The multiplets of the first sort, smallest J most 
stable, are called normal multiplets, and those of the second sort are 
called inverted multiplets. 


“ F, Hund, Z. Physik 33, 346 (1925). 
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Fig. 2-17.—Energy-level diagram for the neutral oxygen atom. 


The application of these rules may be illustrated by the example of 
the carbon atom and the oxygen atom, for which the most stable spec- 
troseopic states are indicated in the diagrams of Figures 2-16 and 2-17. 
The stable electron configuration for carbon is is*2s*2p?, which gives 
rise to the Russell-Saunders states 1S, 2D, and *P. For oxygen the 
stable configuration is 1s72s?2p*, which gives rise to the same set of 
Russell-Saunders states. (Note that the same set of Russell-Saunders 
states results from 2 electrons missing from a completed subshell as 
from zx electrons present in the subshell.) As seen from Figure 2-16, 
the states *P are the most stable for each atom, with 1D next, and 1S 
least stable, in accordance with the first two Hund rules. Carbon, 
with two electrons in the 2p subshell (which can hold six electrons) is 
predicted by the third rule to give a normal multiplet, with the smallest 
value of J lowest, whereas oxygen, with four 2p electrons, should give 
rise to inverted multiplets. It is seen from the term diagram that the 
rule corresponds to the spectroscopic observations. 
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Fig. 2-18,—The periodic system of the elements. 





2-7 The Pauli Excluston Princinvle 55 


The correlation between the discussion of the electronic structure of 
molecules and the periodic system of the elements can be seen by com- 
paring the energy-level diagram of Figure 2-15 with the periodic table, 
shown as Figure 2-18. It is seen that each of the noble gases has eight 
electrons in its outer shell, two s electrons and six p electrons. This 
electron configuration corresponds to a special stability. The first long 
period and the second long period result from the introduction of ten 
electrons into the five 3d orbitals and the five 4d orbitals, respectively, 
as well as the addition of the eight electrons that constitute the outer 
shell of the corresponding noblie-gas atoms. The first very long period 
involves the introduction of 14 electrons into the seven 4f orbitals, in 
addition to the 18 in the 5d, 6s, and 6p orbitals. The heaviest elements 
that have been discovered or made are in the second very long period, 
which involves oceupancy of the 5f orbitals as well as the 6d, 7s, and 
7p orbitals. . 

The extent to which the periodic system of the elements can be repre- 
sented as having its basis in the Schrédinger wave equation can be 
indicated by the consideration of the values of electron energies ob- 
tained by approximate solution of the wave equation by the Thomas- 
Fermi-Dirac method." The best method of approximate solution of 
the wave equation for a rany-electron atom at the present time is the 
Hartree-Fock method of the self-consistent field.“6 This method is, 
however, so complex as to have permitted application to only a few 
atoms as yet, not enough to provide the basis for a discussion of all 
elements. The Thomas-Fermi-Dirac method of the statistic atomic 
potential!? can be applied in a systematic way to give the curves’® 
shown in Figure 2-19. Each curve represents the energy of an electron 
in a spherical-field orbital (1s, 2s, 2p, etc.) as a function of the atomic 
number of the neutral atom from 1 to 100. 

The major features of the periodic system and of the sequence of 
electron distributions of Table 2-4 are accounted for by the curves. 
For elements with atomic numbers less than 27 a 3d electron is shown 
in the figure as being less stable than a 4p or 4s electron; the 3d curve 
crosses the 4p curve at Z = 28. In fact, the crossover of 3d and 4p 
should oceur about 'Z = 21. Similarly the crossover of the curves for 


i. Latter, Phys. Rev. 99, 510 (1955). 

18D. R. Hartree, Proc. Cambridge Phil. Soc. 24, 89 (1928); V. Fock, Z. Phystk 
61, 126 (1930). 

17 L. H. Thomas, Proc. Cambridge Phil. Soc. 23, 542 (1927); E. Fermi, Adi 
accad. nazl. Lincet 6, 602 (1927); 7, 342, 726 (1928); P. A. M. Dirac, Prec. 
Cambridge Phil. Soc. 26, 376 (1930). 

18 Latter, loc. cit. (15). 
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Fia. 2-19.—Curves representing values of electron energies, 
as a function of atomic number. These curves were obtained by 
approximate solution of the wave equation by the Thomas-Fermi- 
Dirac method. 


4d and 5p at Z = 45 should occur at 39 or 40, the beginning of the 
second sequence of transition metals, and that of the curves for 4f and 
6p, at 67, should occur at 57, the beginning of the sequence of rare- 
earth metals. ‘The shapes of the curves of Figure 2-19 are apparently 
essentially correct, but the atomic numbers at which the rapid in- 
crease in stability of the d and f electrons occurs as given by the ap- 
proximate solution of the wave equation are too large (by about 6 units 
for the d orbitals and 10 units for 4f; probably also for 5f, which should 
show the increase in stability at about Z = 93). 

Values of the first and second ionization energies of the elements, as 
determined spectroscopically, are given in Table 2-5. 
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TABLE 2-5.—FirsT AND SECOND IONIZATION ENERGIES 
OF THE ELEMENTS? 














Z qy I, Z I if 
1 H 313 .4¢ 39 y 147 282 

2 He 566.7 1254.2 40 Zr 158 303 
3 Li 124.3 1743.2 44 Nb 159 330 
4 Be 214.9 419.7 42 Mo 164 372 
5 B 191.2 579.8 43 Te 168 352 

6 C 259 .5 561.9 44 Ru 169.8 386.4 
7 N 335 682 .2 45 Rh 172 417 

8 6) 313.8 809 .3 46 Pd 192 448 
9 F 401.5 806 47 Sg 174.6 495 
10 Ne 497 .0 947 48 Cd 207 .3 389 .7 
11 Na 418.4 1090 49 In 1338.4 434.8 
12 Mg 176.2 346 .5 50 Sn 169.3 ea7 .2 
13 Al 137 9 433 .9 51 Sk 199.2 380.4 
14 Si 187.9 377 52 Te 208 429 
15 r 241 7 455 53 | 241.0 440.0 
16 S 238 8 839 54 xe 279.6 488 .7 
i7 Cl 30) 543.7 55 Cs 89.7 578 .6 
18 z 363 .2 636.7 568 Ba 120.1 230.6 
15 KR 100.6 Tad 3 57 La 129 263 
yar Oa 140.9 273.6 
zi So 181 295 72 Hf 160 343 
22 Ti 157 313 73 Ta 182 373 
23 f 155 338 74 Ww 184 408 
24 Cr 1BA.9 = 380.1 75 Re 181 383 
25 Mn 171.38 360.5 76 Oa 200 390 
26 Fe 18i 373 77 Ir 210 
27 Co 18i 393 78 Pt 2i0 427 .9 
28 Ni 176.¢C 418.4 79 Au 213 47 

29 ou 173.1 467 .7 80 He 240 432.3 
ag oy 216.5 444,% 8 i 140.8 470.7 
ol C73, 138 473 82 Ph 170.9 846 .4 
32 Ge 182 307 83 Bi 168.0 384.5 
33 ' Ag 226 420 84 Po 194 — 
34 we 225 493.6 85 At —— oo 
36. Br 272.9 497 .G &6 Rn 247 .7 — 
36 Kr 322.6 566 .2 87 Fr —~ —— 
a7 Rh 96.3 634.0 88 Ra 121.7 233 .8 
38 oT 131.2 254.2 89 Ae 160 280 
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* Values in keal/mole. The values are obtained from the ionization potentials 
in Charlotte @. Moore, Atomic Energy Levels as Derived from the Analyses of Op- 
tical Spectra (Circular of the National Bureau of Standards 467, Government 
Printing Office, Washington, D. C., 1949-1958, vol. III), by multiplying by the 
conversion fxctor from electron volts to kcal/mole, 23.053. 
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2-8. THE ZEEMAN EFFECT AND THE MAGNETIC PROPERTIES 
OF ATOMS AND MONATOMIC IONS 


In 1896 the Dutch physicist P. Zeeman found that spectral lines in 
general are split into a number of components by the application of an 
external magnetic field to the emitting atoms. In some «uses this 
splitting 1s of a simple type shown by H. A. Lorentz to be exvlicable on 
the basis of classical theory; the phenomenon is then called the normal 
Zeeman effect. In general, however, the splitting is more complicated : 
there occurs the anomalous Zeeman effect. The anomalous Zeeman 
effect results from the presence in the atom of two kinds of angular 
momenta, with their associated mugnetic moments. These twe kinds 
are the angular iiomentum ccrresponding to the orhital motion of the 
electrons about the nucleus, on the one ‘hand, and the angular momen- 
tlm corresponding to the spin of the electrons. The normal Zeeman 
effect occurs only when the spin makes no contritvution to the angular 
momentum and the magnetic moment of the ator. 

The effect of applying a magnetic field to an atom, neglecting powers 
of the magnetic field H higher than the first, is to impose an additional 
rotation about the field direction, in accordance with Larmor’s theorem 
of classical mechanics. This rotation is called the Larmor precession. 
The angular velocity w of this precession is equal to the product of the 
field strength H and the ratio of the magnetit, moment to the angular 
momentum: 


= Hge/2moc 


In this equation there has been introduced the symbol g, which is called 
the g-factor, or sometimes the Landé g-factor, after A. Landé, who 
introduced it. For orbital motion of an electron the g-factor has the 
value 1, the ratio of magnetic moment to angular momentum being 
e/2moc. For the spin of an electron, however, the g-factor has the 
value 2. This value of the g-factor cannot be explained in any simple 
way; it has to be accepted as part of the nature of the electron. 

When the angular momentum of an atom is due entirely to the orbital 
motion of the electrons the value of the g-factor is 1, and when it is due 
entirely to the spin of the electrons the value of the g-factor is 2. For 
' example, the normal state of the nitrogen atom is 4S,; hence the g-factor 
for the normal] nitrogen atom is 2. 

In general the value of the g-factor is neither 1 nor 2, but has some 
other value. In case that the electronic state of the atom is such as to 
approximate closely to Russell-Saunders coupling :the value of the 
g-factor can be,calculated in a simple way. The total angular momen- 
tum vector of the atom is the resultant of the vector corresponding to 
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the orbital angular momentum of all of the electrons in the atom and 
the vector corresponding to the spin angular momentum of all the 
electrons. The magnitudes of these three vectors are W/J(J + 1), 
/LiL + 1), and V8(8 + 5, respectively. When the cosines of the 
angles between the orbital and spin angular momentum vectors and the 
resultant total angular momentum vector are evaluated by the use of 
these vector magnitudes, and the total magnetic moment is calculated 
as the sum of the resultants of the magnetic moments of the orbital 
motion, with g = 1, and the spin, with g = 2, along the direction of 
the total angular momentun,, it is found that the value of g is given by 
the equation 





cal De Ser De tee 


hi 2 (J + 1) 
Values of g are given in app. Table IV-3. 

The modern unit of magnetic moment is he/4amoc. This unit is 
called the Bohr magneton. Its value is 0.9273 xX 10-?¢ erg gauss—!. 
The magnetic moment of an atom with total angular momentum 
quantum number J is equal, in Bohr magnetons, to g/J (J + 1). 
When the atom is in a magnetic field its angular momentum vector is 
oriented with respect to the field in such a way that the component of 
angular momentum along the field direction is given by the quantum 
number M, and has the value Mh/2x. The component of magnetic 
moment in the direction of the field, in Bohr magnetons, is then equal 
to Mg, and the field energy of the atom is the product of this com- 
ponent by the strength of the field. Accordingly the energy level is 
split by the magnetic field into 2/7 -{- 1 equally spaced levels, corre- 
sponding to the 2 -+ 1 values that can be assumed by M. By analy- 
sis of the observed Zeeman splitting of spectral lines it is possible to 
evaluate y both for the upper stute and the lower state of each spectral 
line. 

For exampts, the g-factor for the normal state of the neutral silver 
atom, assigned the symbol 44s 3iS;, is observed to be 1.998, and the 
g-factors for the first two excited states 8, 4d!°5p *p; and my, are ob- 
served to be 0.666 and 1.300, respectively; the theoretical values for 
thexe three states are 2.000, 0.667, and 1.533, so that the agreement is 
excellent, and one may conclude that the states are correotly assigned. 

Hybrid Atomic States.—F or many atomic states the observed prop- 
erties are not those corresponding closely to a single Russell-Saunders 
structure. For example, the four mast stable states of the neutral tin 
atom are the following: 
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; Energy Observed Calculated 
Configuration Symbol J value g g 
5s*5p? +P 0 0.0 a = 
1 1691.8 1.502 1.500 
2 3427 .7 1.452 1.500 
5st5p? 1D 2 ‘8613.0 1.052 1.000 


It is seep that there is good agreement between the observed g and 
the calculated g for the state *P:, but poor agreement for the two states 
*P, and ‘Ds. This poor agreement in the g-factors means that these 
states are not closely similar to the structures described by the Russell- 
Saunders symbols. Thus a *P state, in which the orbital angular 
momentum vector and the spin angular momentum vector have the 
same magnitude, must have the g-factor equal to 1.500, the average of 
the orbital value and the spin value. The fact that the observed 
g-factor is somewhat smailer can be explained in a simple way. The 
quantum number J is a rigorous quantum number for the atom, but 
the quantum numbers S and L are not rigorous quantum numbers; in- 
stead, they correspond to a certain type of interaction, with the electron 
orbital angular momenta combining to form a resultant and the spins 
combining to form a resultant, which represents only one extreme of 
the many alternative ways of interaction of the electrons in the atom. 
We may, however, continue to use the Russell-Saunders structures in 
describing the two states with J = 2. The state withg = 1.452 may 
be said to be a hybrid of the structures *P, and 4D;, with the first of 
these structures making a large contribution and the second only a 
small contribution; perhaps, as an approximation indicated by the 
value of the g-factor, we can say that the state is a hybrid with about 
90 percent *P, character and 10 percent ‘D2 character. Similarly, the 
second state with J = 2, which has an observed g-facior equal to 
1.052, can be described as having a structure that is about 90 percent 
1D, and 10 percent Ps. 

This description of these two states, as resonance hybrids of the two 
states *F, and Daz, is arbitrary, but it is useful, inasmuch as the Russell- 
Saunders structures correspond closely to the actual properties for 
many atomic states, and it is convenient to continue to use these struc- 
tures in the description of states for which no single Russell-Saunders 
structure provides a completely satisfactory representation of the ob- 
served properties. 

Even the electron configuration represents an idealization, which for 
some atomic states is not satisfactory. For example, the neutral 
osmium atom is conventionally described as having 5d*6s* as its most 
stable electron configuration. The lowest states to which this con- 
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figuration is assigned are given the Russell-Saunders symbol ®D, with 
J = 4,3,2,1, and 0. For the first four of these states the observed 
values of the g-factor lie between 1.44 and 1.47, representing a definite 
deviation from the theoretical value 1.500. However, the rather stable 
states with the same values of J with which these states might be 
hybridized are those corresponding to the configuration 5d’6s. We 
conclude that the most stable states of the neutral osmium atom are 
to be described as having a hybrid configuration, to which the con- 
figuration 5d%6s* makes a large contribution and the configuration 
5d76s makes a small contribution. 

Hybrid states of this sort are to be furmed from structures with the 
same value of J, and also with the same parity. The parity of a con- 
figuration is even in case that it involves an even number of electrons 
in orbitals with odd value of | (p, f, etc.) and odd in case that it involves 
an odd number of electrons in orbitals with odd i. In tables of spectral 
terms the parity is often indicated by use of a superscript ° on the sym- 
bols of states with odd parity. In the above example of neutral 
osmium the two configurations considered have even parity. 


2-9. THE FORMAL RULES FOR THE FORMATION 
OF COVALENT BONDS 


The formal results of the quantum-mechanical treatment of valence, 
developed by Heitler, London, Born, Wey], Slater, and other investiga- 
tors, can be given the following simple statement: an atom can form an 
clectron-pair bond for each stable orbital, the bond being of the type de- 
scribed for the hydrogen molecule and owing its stability to the same 
resonance phenomenon. In other words, for the formation of an elec-' 
tron-pair bond two electrons with opposed spins and a stable orbital of 
each of the two bonded atoms are needed. 

The hydrogen atom, with only one stable orbital (1s), is thus limited 
to the formation of one covalent bond; the structures originally drawn 
for the hydrogen bond (Chap. 12), with bicovalent hydrogen, cannot 
be accepted. ?® 

The carbon atom, nitrogen atom, and other first-row atoms are 
limited to four covalent bonds using the four orbitals of the Z shell. 
This restriction forms much of the justification of the importance of 
the octet postulated by Lewis and Langmuir. 

The quantum-mechanical treatment also leads to the conclusion that 
in general each additional electron-pair bond formed within a molecule 
stabilizes the molecule further, so that the most stable electronic struc- 
tures of a molecule are those in which all of the stable orbitals of each 


19 L. Pauling, Proc. Nat. Acad. Sci. U. S. 14, 359 (1928). 
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atom are used either in bond formation or for occupancy by an un- 
shared pair of electrons. Stable electronic structures for a molecule 
containing first-row atoms would accordingly in general involve use of 
all four orbitals of the L shell; the sharing of electron pairs occurs to as 
great an extent as Is permitted by the number of electrons present.” 
Electronic structures such as :N:N:, in which each nitrogen atom has 
only a sextet of electrons in the outer shell, occupying only three L 
orbitals of each atom, are less stable than structures such as :N:::N:, 
in which use is made of all the Z orbitals.?! 

For second-row atoms too the octet retains some significance, since 
the 3s and 3p orbitals are more stable than the 3d orbitals. Ina mole- 
cule such as phosphine, with the structure 


H 
PH, 
H 


three of the 44 orbitals of phosphorus are used for bond formation and 
one for an unshared pair, and in the phosphonium ion 


H | 
H:P:H 
a 
four M orbitals are used for bond formation, the five 3d orbitals in the 


M shell not being called on for bond formation. In phosphorus 
pentachloride, on the other hand, for which the structure 


2¢ Simple algebraic equations for calculating the number of shared electrons 
for structures with completed octets and other completed electron shells were 
given by I. Langmuir (J.A.C.S. 41, 868 [1919]). These equations usually need 
not be called upon, since electronic formulas of the sort desired can be written 
easily with a little practice. ; 

21 The difference in stability of structures : :N:N: and :N:::N: is the differ- 
ence in energy of a single and a triple bond, which is about 146 kcal/mole in 
favor of the triple bond. The chemical properties of unsaturated substances 
might suggest the double bond and triple bond to be weaker than the single 
bond; however, these properties involve comparison of the energy of the dou- 
ble bond with that of two single bonds, and similarly of the energy of the triple 
pond with that of three single bonds, whereas in the discussion above the com- 
parison is with only one single bond. 
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can be written, one of the 3d orbitals (or the 4s orbital) as well as the 
35 and three 3p orbitals must be called on, and in order to form six 
covalent bonds in the hexafluophosphate ion 


id KF i> 
Se 
F—P. —-F 
ra 
F F 


two additional orbitals would be needed. 

A maximum of nine covalent bonds can be formed by use of the 
orbitals of the AL shell. This limitation is, however, pot of great sig- 
nificance, inasrnuch as other factors, discussed later in the book, pro- 
vide a more serious limitation with respect to the number of atoms 
which can be bonded to a central atom.” 

The octet rule similarly retains some significance for third-row atoms 
and still heavier atoms, aside from those of the transition elements. 
Thus we can, for example, assign to arsine and stibine structures 
analogous to those for phosphine, using the four s snd p orbitals uf the 
valence shel! of the central atom. 

For the transition elements use us often made in sovegent Home for 
mation of some of the d orbitals of the shell jusi uisiae the valence 
shell, as well as of the s and p orbitals of the valence shell. We write 
for the hexachloropalladate ion, for exaraple, the structure 


co} ot tale 
5 ee 

Cl—Pd—Cl 
a. 

Cl Cl 


with six covalent bonds from the palladium atom to the six surrounding 
chlorine atoms. There are in the palladium atom, in addition to the 
six bonding electron pairs, 42 electrons. These, in pairs, occupy the 
1s, 2s, three 2p, 3s, three 3p, five 3d, 4s, three 4p, and three of the 4d 
orbitals. The six bonds are formed by use of the remaining two 4d 
orbitals, the 5s orbital, and the three 5p orbitals. A detailed discussion 
of the selection and use of atomic orbitals in bond formation is given in 
later chapters. 


2 A sharp distinction is to be made between the number of atoms bonded to a 
central atom (the ligancy or coordination number of the central atom) and the 
number of covalent bonds formed by the central atom (its covalence). These 
pumbers may, and often do, differ as a result of the attachment of some of the 
surrounding atoms by bonds of types other than single covalent bonds, such as 
double bonds or electrostatic bonds. 


CHAPTER 3 


The Partial Tenie Character of Covalent 
Bonds and the Relative Electro- 


negativity of Atoms 


THE chemical structure theory that has been developed during the 
past century is neither simple nor precise. It is customary to describe 
molecules net only in terms of single bonds, each involving a pair of 
electrons heid jointly by two atoms, but also in terms of double bonds 
and triple bonds (no one has as yet found evidence justifying the as- 
signment to any molecule of a structure involving a quadruple bond 
between 4 pair of atoms). Moreover, for some molecules and erystals 
there is no one valence-bond structure, with single bonds, double bonds, 
and triple bonds assigned to positions between pairs of atoms, that 
provides a satisfactory representation of the properties of the sub- 
stance; and, as we shali see later, it is convenient to introduce new 
ideas, such as the resonance of molecules among two or more valence- 
bond structures or the assignment of fractional bonds, in order to ex- 
tend chemical structure theory to include these substances. 

in the present and the following chapter we shali concentrate our 
attention on the single bond and on substances for which one valence- 
bond structure invelving ovly single bonds provides a satisfactory rep- 
resentation of the molecule. 

The discussion begins with the consideration of diatomic molecules 
formed by univalent elements—molecules in which there are two atoms 
held to one another by a single bond. The hydrogen molecule is the 
only molecule of this kind for which an accurate solution of the 
Schrdédinger wave equation has been obtained. The approximate 
- quantum-mechanical treatment of more complex molecules has pro- 
vided interesting information about their electronic structure, but work 
along these lines has not been sufficiently extensive to permit the 
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formulation of precise generalizations about the nature of the single 
bond from theory alone. 

It has, however, been possible to induce from the properties of sub- 
stances a number of general principles about the nature of the singles 
bond in its dependence on the nature of the two atoms connected Ly it. 
These principies are in general qualitative or only roughly quantittive. 
For example, in the following puragraphs we shall talk about the partial 
ionic character of single bonds and shall suggest a methed of estimating 
the partial ionic character of the bond between the atoms of two ele- 
ments, but the estimated value is not held to be aceurate. This dis- 
cussion of the partial ionic character of bonds permits the prediction 
of values of the heat of formation cf substances containing only single 
bonds, but these predicted heats of formation are only rough values, 
reliable to a few kca!//mole—there is no chemical thecry that permits 
the prediction of values accurate to 0.01 or 0.001 keai/rmoie, the ac- 
curacy of some experimental determinations of heats cf formation. 
Nevertheless, despite their approximate nature, the principles de- 
scribed in this chapter and the following ones have been found useful 
in helping the student to correlate the facis of descriptive chemistry 
into a system and to make predictions about the properties of sub- 
stances that have not yet been synthesized. 


3-1. THE TRANSITION FROM ONE EXTREME BOND TYPE 
TO ANOTHER 


After the development some decades ago of the modern ideas of the 
ionic bond and the covalent bond the following question was formu- 
lated and vigorqusly discussed: If it were possible to vary continu- 
ously one or more of the parameters determining the nature of a mole- 
cule or a crystal, such as the effective nuclear charges of the atoms, 
then would the transition from one extreme bond type to another take 
place continuously, or would it show discontinuities? With the exten- 
sion of our understanding of the nature of the chemical bond we may 
now answer this question: the pertinent argument, given in the follow- 
ing paragraph, leads to the conclusion that in some cases the transition 
would take place continuously, whereas in others an effective disconti- 
nuity would appear.! 


1 Lewis in 1916 and iater years supported the idea that the transition would 
be continuous and that the shared electron pair is in general attracted more 
strongly by one than by the other of two unlike bonded atoms, the bond having 
& corresponding amount of ionic or “polar” character. N. V. Sidgwick (Some 
Physical Properties of the Covalent Link in Chemistry, Cornell University Press, 
1933, pp. 42 ff.) and F’. London (Naturwitssenschafien 17, 525 [1929]) expressed the 
opinion that, although the transition between two extreme bond types might 
occur without discontinuity, there is an essential difference hetween the two 
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Continuous Change in Bond Type.—Let us first consider the case of 
a molecule involving a single bond between two atoms A and B, which 
for certain values of the structural parameters for the molecule is a 
normal covalent bond of the type formed by like atoms and discussed in 
Sections 1-5 and 2-10 and for other values is an ionic bond AtB-, the 
more electronegative of the two atoms holding both of the electrons as 
an unshared pair occupying one of the orbitals of its outer shell. For 
intermediate values of the structural parameters of the molecule the 
wave function awa:s + bYats~, formed by the linear combination of 
the wave functions corrésponding to the normal covalent structure 
A:B and the ionic structure A+B~, with numerical coefficients a and b, 
can be used to represent the structure of the molecule, the value of the 
ratio of the coefficients, b/a, for each set of values of the structural 
parameters being such as to make the bond energy a maximum.? As 
the parameters of the molecule (in particular, the relative electronega- 
tivity of A and B) were changed, the ratio b/a would change from zero 
to infinity, the bond changing in type without discontinuity from the 
covalent extreme to the ionic extreme by passing through all inter- 
mediate stages. In the case under discussion the two extreme struc- 
tures are of such a nature (each involving only paired electrons and 
essentially the same configuration of the atomic nuclei) as to permit 
resonance, and hence the transition from one extreme type of bond to 
the other would be continuous. 

For an intermediate value of the relative electronegativity of A and B 
such that the coefficients a and 6 in the wave function ap~a:n + bats 
are about equal in magnitude, the bond might be described as resonat- 
ing between the covalent extreme and the tonic extreme, the contributions 
of the two being given? by the values of a?-and 6. If the extreme 
covalent structure A:B and the extreme ionic structure AtB~ corre- 
spond separately to the same bond-energy value, then the two struc- 
tures will contribute equally to the actual state of the molecule, and the 
actual bond energy will be greater than the bond energy for either 
structure alone by an amount equal to the interaction energy of the 
two structures; thst is, resonance between the two structures will stabi- 
lize the molecule. If one of the two extreme structures corresponds to 
a greater bond energy than the other, the more stable structure will 
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types of bonds and that only rarely does there occur a molecule containing a bond 
of intermediate type. The latter opinion is contrary to the one that we shall 
form as a result of the discussion given in this chapter. 

2 That is, to minimize the energy of the system (Sec. 1-3). 

’ The squares of the coefficients of terms in a composite wave function are 
interpreted as representing the magnitudes of the contributions of the correspand- 
ing structures. 
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contribute more to the actual state of the molecule than the less stable 
one, and the actual bond energy will be increased somewhat by reso- 
nance over that for the more stable structure. The relation between 
the extra resonance energy stabilizing the bond, the interaction energy 
of the two structures, and the bond-energy values of the two struc- 
tures 1s the same as that described in an analogous case in Section 1-4. 

For a molecule such as hydrogen chloride we write the two reasonable 


electronic structures H:Cl: and H+ Clin, (The third structure that 


suggests itself, H:~ Cl:*, is not given much importance because hydro- 


gen is recognized as less electronegative than chlorine; a discussion of 
the extent to which such a structure contributes to the normal state 
of a molecule is given in Sec. 3-3.) In accordance with the foregoing 
argument the actual state of the molecule can be described as corre-. 
sponding to resonance between these two structures. The extent to 
which each structure contributes its character to the bond is discussed 
in detail for hydrogen chloride and other molecules in the following sec-. 
ticns of this chapter. 

Instead of using this description of the bond as involving resonance 


between an extreme covalent bond H:Cl: and an extreme ionic bond 
H*tCl-, we may describe the bond as a covalent bond with partial tonic 


characier, and make use of the valence line, writing H-—Ci (or H—C1:) 


in place of {H:Cl:, H+Cl-} or some similar complex symbol showing 


resonance between the two extremes. This alternative description is to 
be recognized as equivalent to the first; whenever a question arises as 
to the properties expected for a covalent bond with partial ionic char- 
acter, it is to be answered by consideration. of the corresponding reso- 
nating structures. 

The amount of ionic character of a bond in a molecule must not be 
confused with the tendency of the molecule to ionize in a suitable 
solvent. The ionic character of the bond is determined by the impor- 
tance of the ionic structure (A+tB~) when the nuclei are at their equt- 
librium distance (1.275 A for HCl, for example), whereas the tendency 
to ionize in solution is determined by the relative stability of the actual 
molecules in the solution and the separated ions in the solution. It is 
reasonable, however, for the tendency toward ionization in solution to 
accompany large ionic character of bonds in general, since both result 
from great difference in electronegativity of the bonded atoms.‘ 


‘A discussion of the ionization of the hydrohalogenic acids in aqueouer solu- 
tion is given in App. XI. 


68 Partial Ionic Charucier of Covalent Bonds 


Transitions between other extreme types of bonds (covalent to me- 
tallic, covalent to ion-dipole, etc.) can also occur without discontinuity, 
and the bonds of intermediate character can be discussed in terms of 
resonance between structures of extreme type in the same way as for 
covalent-ionic bonds. 

Discontinuous Change in Bond Type.'—In molecules and complex 
ions of certain types continuous transition from one extreme bond type 
to another is not possible. In order for continuous transition to be 
possible between two extreme bond types the conditions for resonance 
between the corresponding structures must be satisfied. The most im- 
portant of these conditions is that the two structures must involve the 
. game numbers of unpaired electrons. If the two structures under con- 
sideration involve different numbers of unpaired electrons, then the tran- 
sition between the two must be discontinuous, the discontinuity being assoct- 
ated with the pairing or unpairing of electrons.® 

The most important molecules and complex ions for which this phe- 
nomenon occurs are those containing a transition-group atom. Let 
us discuss as an example the octahedral complexes FeX, of ferric iron. 
In some of these complexes ({FeF;]~-~, [Fe(H20).]*+** the bonds are 
of such a nature that the electronic structure about the iron nucleus is 
the same as for the Fett ion; of the 23 electrons of this ion, 18 occupy 
the 1s, 2s, three 2p, 3s, and three 3p orbitals in pairs and the remaining 
five occupy the five 3d orbitals without pairing, as described in Section 
2-7. If, however, covalent Fe—X bonds are formed with use of two 
of the 3d orbitals (as well as some of the other orbitals—see Chap. 5), 
as in the ferricyanide ion, [(Fe(CN).s|*, then the five unshared 3d elec- 
trons of the iron atom must crowd into the remaining three 3d orbitals, 
with formation of two pairs. This complex contains only one unpaired 
electron, whereas the complexes of the first kind contain five unpaired 
electrons. ‘Transition between these structures cannot be continuons. 

Resonance is possible, of course, between an ionic ex. structure, 
with ionic bonds between the Fe+++ ion and surrounding anions, and a 
covalent structure in which only the outer orbitals 4s, 4p, 4d, and so 
on are used in bond formation. This covalent structure with five un- 
paired electrons would be different in character from that using two 
3d orbitals, however, and continuous transition to the latter could not 
occur. 

The nature of the discontinuity under discussion is shown in Figure 
3-1. Two states of a complex FeX, are represented, one with five un- 
paired electrons and the other with one. For certain atoms or groups 


‘LL. Pauling, J.A.C.S. 53, 1367 (1931); 54, 988 (1932). 
¢ This statement is rigorously true in case that spin-orbit and spin-spin inter- 
actions are negligible (as for all light atoms), and is practically true in general. 
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X one of the states is the more stable, and represents the nermal com- 
plex, and for others the other state is the stable one. At the discon- 
tinuity in the nature of the normal state of tne complex the energy 
curves of the two states cross. An actual system would contain com- 
plexes in both states, with concentrations determined by the energy dif- 
ference of the two; an appreciable number of complexes in the less 
stable state would be present, however, only for the region near the 
intersection of the two curves. 
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Fig. 3-1.-—Energy curves for three states of an iron(II) complex FeX.. 
The sextet curve represents a stable structure for extreme ionic bonds and 
an excited structure for extreme covalent bonds; it has five electrons with 
unpaired spins. The doublet curve represents an excited structure for 
extreme ionic bonds and a stable structure for extreme covalent bonds; it 
bas one unpaired electron. The dashed curve represents a quartet state, 
with three electrons with unpaired spins. The parameter representing the 
ordinate determines the nature of the bonds. 


These complexes and others of similar character are discussed further 
in Chapter 5, in which a magnetic criterion for bond type applicable 
to complexes of the transition elements is described. 


3-2. BOND TYPE AND ATOMIC ARRANGEMENT 


The properties of a substance depend in part upon the type of bonds, 
between the atoms of the substance and in part upon the atomic ar- 
rangement and the distribution of the bonds. ‘The atomic arrange- 
ment is itself determined to a great extent by the nature of’the bonds: 
the directed character of covalent bonds (as in the tetrahedral carbon 
atom) plays an especially important part in determining the configura~ 
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tions of molecules and crystals; an important part is also played by 
the interatomic repulsive forces that give “size” to atoms and ions 
(Chaps. 7, 13). 

Since 1913 a great amount of information about the atomic ar- 
rangement in molecules and crystals has been collected.*? This infor- 
mation can often be interpreted in terms of the nature and distribution 
of bonds; a detailed discussion of the dependence of interatomic dis- 
tances and bond angles on bond type will be given in later chapters. 


7A great amount of information about the structure of crystals has been 
obtained by use of the x-ray diffraction method. The diffraction of x-rays by 
crystals was discovered by Max von Laue in 1912. Shortly thereafter W. L. 
Bragg discovered the Bragg equation, and in 1913 he and his father, W. H. 
Bragg, published the first structure determinations of crystals. 

Thousands of crystals have been subjected to x-ray investigation. The 
results of the studies have been published in many journals; at present Acta 
Crystallographica is the leading journal in this field. The principal reference 
books for crystal structurea are Strukturbericht (vols. I to VII, covering the 
period 1913 to 1939) and Structure Reports (vol. 8 on, covering the later period). 
Another useful reference book is R. W. G. Wyckoff, Crystal Structures, Inter- 
science Publishers, New York, vol. I, 1948; vol. Hf, 1951; vol. III, 1953 (with 
later additions). 

Neutron diffraction by crystals has been found valuable for locating hydrogen 
atoms (especially deuterium atoms, which scatter neutrons strongly), for study- 
ing the arrangement of magnetic moments, and for other special purposes. A 
summary is given by G. E. Bacon, Neuiron Diffraction, Clarendon Press, Oxford, 
1955. 

Information about the structure of gas molecules has been obtained by several 
methods. Spectroscopic studies in the infrared, visible, and ultraviolet regions 
have provided much information about the simplest molecules, especially dia- 
tomic molecules, and a few polyatomic molecules. Microwave spectroscopy 
and molecular-beam studies have yielded very accurate interatomic distances 
and other structural information about many molecules, including some of 
moderate complexity. Molecular properties determined by spectroscopic meth- 
ods are given in the two books by G. Herzberg, Spectra of Diatemic Molecules, 
1950, and /njrared and Raman Spectra, 1945, Van Nostrand Co., New York. 
‘The information obtained about molecules by microwave spectroscopy is sum- 
marized by C. H. Townes and A. L. Schawlow intheir book Microwave Spectros- 
copy of Gases, McGraw-Hill Book Co., New York, 1955. 

Most of the structural information about complex gas molecules has been ob- 
tained by the electron-diffraction method. Values of interatomic distances and 
bond angles determined by this method before 1950 are summarized in a review 
article by P. W. Allen and L. E. Sutton, Acta Cryst. 3, 46 (1950). Values of 
interatomic distances and bond angles for organic molecules determined by both 
x-ray diffraction of crystals and electron diffraction of gas molecules are sum- 
marized in a 90-page table in G. W. Wheland’s book Resonance in Organic Chemis- 
try, John Wiley and Sons, New York, 1955, and by L. E. Sutton in Tables of 
Interalomic Distances and Conjigurations in Molecules and Ions, Chemical Society, 
London, 1958. (Later references to the latter book will be to Sutton, Inter- 
atomic Distances.) 
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Fig. 3-2.—The atomic arrangement of tic tetragonal crystal rutile, TiOs. 
Large circles represent oxygen atoms, small circles titanium atoms. Each 
titanium atom is surrounded by oxygen atoms at the corners of an octa- 
hedron. Each octahedron shares two opposite edges with adjacent octa- 
hedra, to form long strings of octahedra that extend along the c axis of the 
crystal (vertically, in the drawing). 


An abrupt change in properties in a series of compounds, such as in 
the melting points or boiling points of metal halogenides, has sometimes 
been considered to indicate an abrupt change in bond type. Thus of 
the fluorides of the second-row elements, 


NaF MgF,  AIF;? iF, PF, SE's 
Melting point 995° 1263° 1257° —-90° ~— 94° ~ 51°C 


those of high melting points have been described as salts, and the others 
as covalent compounds; and the great change in melting points from 
aluminum fluoride to silicon fluoride has been interpreted as showing 
that the bonds change sharply from the extreme ionic type to the 
extreme covalent type.* I consider the bonds in aluminum fluoride to 
be only slightly different in character from those in silicon fluoride, and 
I attribute the abrupt change in properties to a change in the nature 


8 Sublimes. 
° N. V. Sidgwick, The Electronic Theory of Valency, Clarendon Press, Oxford, 
1927, p. 88; The Covalent Link in Chemistry, p. 52. 
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of the atomic arrangement.!? In NaF, MgFs, and AIF; the relative 
sizes of the metal and nonmetal atoms are such as to make the stable 
ligancy (coordination number) of the metal six; each of the metal atoms 
is surrounded by an octahedron of fluorine atoms, and the stoichio- 
metric relations then require that each fluorine atom be held jointly 
by six sodium atoms in NaF (which has the sodium chloride structure, 





Fig. 3-3.—The atomic arrangement in the cubic erystal SiF,. The atoms 
form tetrahedral molecules, with four fluorine atoms surrounding a silicon 
atom. ‘T’he molecules are arranged at the points of a body-centered cubic 
lattice. 


Fig. 1-1), by three magnesium atoms in MgF; (with the rutile struc- 
ture, Fig. 3-2), or by two aluminum atoms in AIF;. In each of these 
crystals the molecules are thus combined into giant polymers, and the 
processes of fusion and vaporization can take place only by breaking 
the strong chemical bonds between metal and nonmetal atoms; in con- 
sequence the substances have high melting points and boiling points. 
The stable ligancy of silicon relative to fluorine is, on the other hand, 
four, so that the SiF, molecule has little tendency to form polymers." 
The crystal of silicon fluoride consists of SiF, molecules piled together 
as shown in Figure 3-3, and held together only by weak van der Waals 
forces. Fusion and vaporization of this substance involve no great 
change in the molecule; the strong Si—F bonds are not broken, but 
only the weak intermolecular bonds, and hence the melting point and 


1° L, Pauling, J.A.C.S. 54, 988 (1932). 
1 Silicon also assumes the ligancy six with fluorine in the fluorosilicate ion. 
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boiling point are low. In phosphorus pentafluoride and sulfur hexa- 
fluoride too there is no tendency for the ligancies of the central atoms 
to be increased by polymerization, and the physical properties of these 
substances are accordingly similar to those of silicon fluoride. It was 
mentioned many years ago by Kossel that ease of fusion and volatili- 
zation would be expected for ionic molecules in which a central cation 
is surrounded by several anions, and is not good evidence for the pres- 
ence of covalent bonds.” Volatility and many other properties such 
as hardness and cleavability depend mainly not so much on bond type 
as on the atomic arrangement and the distribution of bonds, 

There is, to be sure, some correlation between bond type and type of 
atomic arrangement. Ionic crystals often possess a coordinated struc- 
ture such that ionic bonds extend throughout the crystal, leading to 
low volatility. Another structural feature that leads to high melting 
points and striking hardness of crystals is the hydrogen bond between 
molecules (Chap. 12). 


3-3. THE NATURE OF THE BONDS IN DIATOMIC 
HALOGENIDE MOLECULES 


In the hydrogen molecule a quantum-mechanical treatment has 
shown that the two ionic structures H+*H- and H-H* enter into reso- 
nance with the extreme covalent structure H:H to only a small extent, 
each ionic structure contributing only about 2 percent to the normal 
state of the molecule (Sec. 1-5). The reason for this small contribution 
by the ionic structures is that these structures are unstable relative to 
the covalent structure, the large amount of energy (295 kcal/mole) 
required to transfer an electron from one nucleus to the other and form 
& positive and a negative ion not being completely counterbalanced by 
the mutual Coulomb energy of the ions. There is not much evidence 
as to the amount of ionic character of other single bonds between like 
atoms, as in the chlorine molecule, Cl. Consideration of energy values 
makes it probable,” however, that in this molecule the ionic structures 
CI+Cl- and CI-Cl* make a still smaller contribution to the normal 


12 W. Kossel, Z. Physth 1, 395 (1920). 

18 The ionization energy of chlorine is 299 kcal/mole and its electron affinity is 
86 kcal/mole, making separated ions Cl+ and Cl~ unstable relative to atoms by 
213 kcal/mole (see Chap. 13). The Coulomb energy —e*/R of two ions at the 
Cl—Cl equilibrium distance R=1.988 A is —166 kcal/mole, and the extreme 
covalent bond energy is about 55 kcal/mole. Hence in the equilibrium configu- 
ration the ionic structures Cl+ Cl~ and Cl~- Cl* are unstable relative to the co- 
valent structure by at least 102 kcal/mole. (The characteristic repulsion of the 
two ions is neglected.) This energy difference is so great as to permit the ionic 
structures to enter into resonance with the covalent structure to a small extent 
only. 
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state than the corresponding 
structures do for the hydro- 
gen molecule. In general we 
shall use the symbol Cl—Cl or 


:CI—Cl: to represent a single 


covalent bond of the sort ex- 
istent between the two like 
atoms, including the small equal 
contributions of the two ionic 
structures. ? 

Now let us consider the bond 
between two unlike atoms that 
do not differ greatly in electro- 
negativity, such as chlorine and 
bromine. The energy required 
to form the ions Brt+ and Cl- 
from the atoms Br and Cl is 
only 186 kcal/mole, whereas 
that required to form the ions 
Br- and Cl+ is 218 kcal/mole; 
accordingly the ionic structure 
Br-Cl+ makes only a very small 
resonance contribution to the 
normal state of the BrCl mole- 
cule (smaller than that made by 
the ionic structures in Bre and 
Cl.), and the ionic structure 
BrtCl- makes a somewhat 
larger contribution than that 


Fia. 3-4.—Calculated energy 


curves for the hydrogen halogenide 
molecules. The two dashed curves 
for each molecule represent ex- 
treme ionic and extreme covalent 
structures, and the two full curves 
represent the actual structures re- 
sulting from resonance between 
these extreme structures. The 
dashed curves for HI lie very close 
to the full curves. 


3-3 Bonds in Diatomic Halogenide Molecules 75 


made by the ionic structures in the symmetric molecules. 

In hydrogen chloride the energy of formation of the ions H+ and Cl- 
from atoms is 226 kcal/mole, and that of the ions H- and Cl* is 
283 kcal/mole. The ionic structure H-Cl* is accordingly very much 
less important than the structure H+Cl-. A qualitative eStimate of 
the extent to which the ionic structures H+X~ and the extreme co- 


valent structures H:X: contribute to the normal states of the four 


hydrogen halides can be made by the consideration of energy curves. 
In Figure 3-4 calculated energy curves are shown for the structures 


H*X~ and H:X: for each of the molecules HF, HCl, HBr, and HI. 


It is seen that in the neighborhood of the equilibrium internuclear dis- 
tances (at the minima of the curves) the covalent curves for HCl, 
HBr, and HI lie below the ionic curves, the separation increasing frem 
HCl to HI. This shows that the bonds in these molecules are essen- 
tially covalent, with, however, a small amount cf H+X-~ ionic character, 
which is presumably greatest in HCl (of the three) and least in HI. 
(The reasonable assumption is here made that the interaction-energy 
integral of the two struetures H+X~ and HX is about the same in the 
three molecules, and that the manifestation of this interaction as reso- 
nance energy 1s decreased by increase in the energy difference of the 
resonating structures, as discussed in Sec. 1-4.) The effect of reso- 
nance on the energy is shown by the full lines in the figure, represent- 
ing actual states (normal and excited) of the molecules. 

In hydrogen fluoride the situation is different. For this molecule 
the ionic curve and the covalent curve are nearly coincident in the 
jneighborhood of the equilibrium internuclear distance. In conse- 


quence of this the tonic structure H*+¥F- and the covalent structure H:F: 


make nearly equal contributions to the normal state of the molecule; the 
hydrogen-fluorine bond has about 50 percent ionic character.“ Be- 
cause the two energy curves lie close together, resonance is nearly 
complete, and almost the entire teraction energy between the two 
structures 1s effective as resonance energy. 


4 This conclusion follows from the general theorem that two structures with 
the same energy in resonance make equal contributions to the normal state of 
the system. 

16 The discussion of hydrogen fluoride in this paragraph is a little different 
from that in the first two editions of this book. In the first two editions the 
calculated energy curve for the extreme ionic structure was shown as falling 
below that for the normal covalent structure, and the conclusion was reached 
that the bond between the hydrogen atom and the fluorine atom in the molecule 
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The curves of Figure 3-4 have been drawn in the following way. 
The extreme covalent curves are Morse curves with equilibrium dis- 
tances given by the sums of the single-bond covalent radii (Sec. 7-1), 
curvatures calculated by Badger’s rule (Sec. 7-4), and bond energies 
calculated by the method of the arithmetic mean (Sec. 3-4). The 
curves for the ionic structures H+X~ represent the interaction of a pro- 
ton with negative ions with electron distribution functions calculated 
by the use of hydrogenlike wave functions with suitable screening con- 
stants, polarization being neglected.'? The curves representing the 
normal states are Morse curves drawn with the experimentally deter- 
mined values of the parameters. : 

The alkali halogenide gas molecules MX present a still more ex- 
treme ease, the bonds being essentially ionic with only a small amount 
of covalent character. Tor cesium chloride, involving the most elec- 
tropositive of the metals and one of the most electronegative of the 
nonmetals, the electron affinity of the nonmetal (86 kcal/mole) is about 
as great as the ionization potential of the metal (89 kcal/mole), so that 
at large internuclear distances the ionic structure CstCl- is about as 


stable as the covalent structure Cs:Cl:. With decreasing internuclear 


distance the Coulomb energy of the ions causes the ionic structure to 
be favored relative to the covalent structure, until at the equilibrium 
distance the energy difference amounts to 100 kcal/mole. This mole- 
cule contains a bond that is nearly completely ionic in character, the 
covalent contribution being very small—only a few percent. 

The other alkali halogenide molecules are also largely ionic. The 
energy curves for a representative molecule, sodium chloride, are shown 
in Figure 3-5. At very large internuclear distances the covalent struc- 
ture is more stable than the ionic structure; but at about 10.5 A the 





has a little more than 50 percent ionic character. Small changes in the curves 
and in the discussion have been made because of the discovery that the value of 
the dissociation energy of the F; molecule is 27 kcal/mole lees than the value that 
had been previously accepted. This change leads to a change one half as great 
in the electron affinity of fluorine and causes a corresponding shift in the ionic 
curve relative to the covalent curve. The uncertainties of the calculation are 
such that either curve may lie as much as 10 kcal/mole below the other, and the 
amount of ionic character may differ considerably (perhaps by as much as 10 
percent) from the value 50 percent given above. 

16 See App. VII. 

7 L. Pauling, Proc. Roy. Soc. London A114, 181 (1927); loc. cié. (10); L. Paul- 
ing and J. Sherman, Z. Krist. 81, 1 (1932); see also F. T. Wall, J.A.C.S. 61, 
1051 (1939). A similar discussion of carbon-hydrogen and carbon-halogen 
bonds has been published by E. C. Baughan, M. G. Evans, and M. Polanyi, 
Trans. Faraday Soc. 37, 377 (1941). 
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Coulomb attraction causes the curves to cross, and the ionic structure 
remains the more stable one at smaller internuclear distances. The 
bonds in all these molecules are essentially ionic, with only a small 
amount of covalent character. 

The covalent curve of Figure 3-5 has been drawn in the same way as 
for the HX curves. The ionic curve represents a Coulomb attractive 
potential and a repulsive potential b/R*, in which the constant b is 
given values which lead (with use of the Madelung constant and corre- 
sponding constant in the repulsive potential) to the correct interatomic 
distance in the corresponding crystai (Chap. 13). Polarization is neg- 
lected. 

In all of the moiecules discussed above the bond is intermediate be- 


tween the covalent extreme M:X: and the ionic extreme MtX-, vary- 


ing from an essentially covalent bond with only a small amount of 
ionic character (hydrogen iodide), through a bond with about equal 
amounts of covalent and ionic character (hydrogen fluoride), to an 
essentially ionic bond with only a small amount of covalent character 
(cesium chloride). 

We may attempt to make a rough quantitative statement sbeuk the 
bond type in these molecules by the use of the values of their electric 
dipole moments. For the hydrogen halogenides only very small elec- 
tric dipole moments would be expected in case that the bonds were 
purely covalent. For the ionic structure H+X~-, on the other hand, 
moments approximating the product of the electronic charge and the 
internuclear separations would be expected. (Some reduction would 
result from polarization of the anion by the cation; this we neglect.) 
In Table 3-1 are given values of the equilibrium internuclear distances 
ro, the electric moments ero calculated for the ionic structure H+X-, 
the observed values of the electric moments yu, and the ratios of these 
to the values of ero.4® These ratios may be interpreted in a simple 


TABLE 3-1.—Euectrric DirpoteE Moments AND Jonic CHARACTER OF 
Hyprogren Hatoasnipse MoLecu.ss 





vo eT o rt u/ero 
HF 0.92 A 4.42 De 1.98 D 0.45 
HCl 1.28 6.07 1.03 7 
HBr 1.43 6.82 0.79 12 
HI 1.62 7.74 38 .05 


ee 


¢ The unit 1 D (one debye) is equal te 1X 10-* statcoulomb centimeters. 


28 For a discussion of electric dipole moments of molecules see App. IX. The 
value for HF in Table 3-1 involves a special treatment: R. A. Oriani and C. P. 
Smyth, J. Chem. Phys. 16, 1167 (1948). 
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way a8 representing approximately the magnitudes of the contributions 
of the ionic ‘structures to the normal states of the molecules; that is, 
the amounts of ionic character of the bonds. It is seen that on this 
basis the bond in hydrogen fluoride is 45 percent ionic, that in hydrogen 
chloride 17 percent ionic, that in hydrogen bromide 12 percent ionic, 
and that in hydrogen iodide 5 percent ionic. 

The values of the electric dipole moments of the alkali halogenide 
gas molecules are found to be about 80 percent of ero; for example, 
for KCl the value of ro is 2.671 A and that of u is 10.48 D, which is 
82 percent of ero. The deviation of u from ero is about the magnitude 
expected to result from the polarization of each ion in the electric 
field of the other, and because of the uncertainty in the theoretical 
calculation of the polarization correction it is not possible to say more 
than that the observed moments agree roughly with those expected 
for completely ionic structures. 

The discussion of the amount of partial ionic character of simple 
bonds will be continued in Section 3-9. 

It must be mentioned that the attempt to discuss bond type in this 
roughly quantitative way without giving a complete quantum-mechan- 
ical treatment of the molecules cannot be rigorously justified. We 
have adopted the procedure of discussing the structure of molecules 
and the nature of chemical bonds as completely as possible with use of 
only the most stable of the atomic orbitals; following this procedure, 
we are led to base our discussion on the simple structures M:X, MtX-, 
and M-X*+. It is possible,’® on the other hand, to develop (at least in 
principle) a complete discussion of the structure of a molecule from 
either the purely ionic point of view (with extreme polarization or 
deformation of the ions) or the covalent point of view, provided that 
all the unstable atomic orbitals are used in the discussion. No treat- 
ment of either of these types has been carried out for molecules of 
any complexity, nowever, whereas the reasonable procedure that forms 
the basis of our argument has found extensive application to the prob- 
lems of structural chemisiry. 


3-4. BOND ENERGIES OF HALOGENIDE MOLECULES; THE 
ENERGIES OF NORMAL COVALENT BONDS* 


Lhe wave function representing the single bond in a symmetric 
molecule A—A can be written in the form 


OWa:a + Op~atam + bWa-at (3-1) 
and a similar expression can be written for another molecule B—B. 


'@ J, C. Slater, Phys. Rev. 41, 255 (1932). 
70 4. Pauling and D. M. Yost, Proc. Nat. Acad. Sci. U. S. 18, 414 (1932); L. 
Pauling, J.A.C.S. 54, 3570 (1932). 
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The ratio b/ a, determining the contributions of the ionic structures, is 
small, and probably about the same for all bonds between like atoms. 

Now let us consider a molecule A—-B, involving a single bond be- 
tween two unlike atoms. If the atoms were closely similar in charac- 
ter, the bond in this moiecule could be represented by a wave function 
such as 3-1, an average of those for the symmetric molecules A—A 
and B—B. Let us describe such a bond as a normal covalent bond. 

If, now, we consider a molecule A--B in which the atoms A and B 
are dissimilar, one being more electronegative than the other, we must 
use a more general wave function, 


aQWa:p + chata~ + daze (3-2) 


to represent the bond, the best values of c/a and d/a being those that 
make the bond energy a maximum (minimize the total energy of the 
molecule). These values will in general be different from b/a of Equa- 
tion 3-1, one being smalier and one larger. Since they make the bond 
energy a inaximum, we see that the energy of an actual bond between 
unlike atoms is greater than (or equal ta) the energy of a normal covalent 
bond between these atoms. This additional bond energy is due to the 
additional tonic character of the bond; thai. is, it is the additional ionic 
resonance energy that the bond has as compared with a band between 
like atoms. In referring tc these quantities later we shall omit the 
word “additional” and say “ionic character of the bond” and “ionic 
resonance energy.” 

To test this conclusion we need values of the energies of normal 
covalent bonds between unlike atoms. These vaiues might be calcu- 
lated by quantum-mechanical methods; it is simpler, however, to make 
a postulate and test it empiricaily. Since a normal covalent bond 
A-—B is similar in character to the honds A-—-A and i---B, we expect 
the value of the bond energy to be mtermediate between the values 
for A--A and B--B. his result follows from the postulate of the 
adidlitivity of normal cvvatent bonds. ‘That is, we assure that the arith- 
metic mean of the two bond-energy values D(A—-A) and D({K-—B) is 
the energy of the normal covalent bond between the uulike atoms A 
and EB. 

if this postulate were true, actua} bond energies D(.A-—B) between 
unlike atoms would always be greater than or equal to the arithmetic 
means of the corresponding symmetrical bond energies; the difference 
A defined as 


A = D(A--B) — 4{D(A—A) + D(B—B)} (3-3) 


would never be negative. In Table 3-2 values of bond energies and 
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of A for the hydragen halogenides and halogen halogenides are given.*! 
It is seen that for each of the eight molecules & is positine. Moreover, 
the magnitudes of the A values, which measure the resonance energy 
due to ionic character of the unsymmetrical bonds, are in agreement 
with our previously formed conceptions as to the nature of the bonds 
in these molecules. In the series HI, HBr, HCi, HF we have esti- 
mated the amounts of ionic character of the bonds to be 5, 12, 17, 
and 45 percent, respectively. The corresponding values of A, 1.2, 12.3, 
22.1, and 64.2 kcal/mole, increase in the same general way and show 


TABLE 3-2.— Bonp ENERGIES ror HyprRoGEN HALOGENIDE AND HALOGEN 
HALOGENIDE MoLEcuLEs (KcaL/Moue) 
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Bond energy 304.2 36.6 58 .0 46.1 36.1 
H—-F H--Cl H--Br H—TI 

Bond energy 134.6 103 .2 87.5 71.4 
3{D(H—H) + D(X-—xX)} 70.4 St. 75.2 70.8 
A $4.2 22.1 12.3 Le 

CI—F Br--Cl I-—Cl] I-—Br 

Bond energy ’ 60.6 §2.3 50.3 42.5 
${D(X—X) + D(X’—X’)} 47.3 62.4 47d Atul 
A 13.3 0.2 3.2 1.4 
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the expected large change from HCl to HF. (The only unexpected 
feature is the very small value of A for HI.) The molecule BrCl ap- 
proaches the normal covalent type still more closely, with A equal to 
only 0.2 keal/mole. This is the expected result for a bond between 
two atoms that resemble one another as closely as chlorine and bromine. 
The values of A for IBr and ICI are also small, but that for CIF is 
about as large as that for HBr, showing that chlorine fluoride is about 
as ionic in character as hydrogen bromide. Chlorine, bromine, and 
iodine do not differ greatly in electronegativity, chlorine and bromine 
being more nearly alike in this respect, as in other respects, than bro- 
mine and iodine. But fluorine is very much more electronegative than 


41 In Tables 3-2, 3-3, 3-4, and 3-5 the enthalpies at 25°C are used as the basis 
for the calculation of bond energies, which accordingly include not only the 
energies of dissociation Dy of the molecules but, also small terms corresponding 
to the rotational, oscillational, and translational energy of the molecules and 
& pressure-volume term. These small terms are not significant for our argu- 
ments. Enthalpies rather than energy values are used to give uniformity with 
Sec. 3-5. 
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the other halogens; it deserves to be classed by itself as a superhalogen. 
It is seen that the quantity A is just the heat liberated in the reaction 


zAc(g) + 2Bn(g) > ABG) (3-4) 


and our requirement that A be greater than or equal to zero is equiva- 
lent to the requireinent that a reaction of this type not be endothermic. 

It will be shown in the following section that the postulate of addi- 
tivity is valid for a large number of single bonds and that the values of 
A can be used as the basis for the formulation of an extensive scale of 
electronegativities of the elements. Ina few cases, however, the postu- 
late of additivity is found not to hold. The following section is de- 
voted to a discussion of these cases. 


TABLE 3-3.—BoNbD-ENERGY VALUES FOR ALKALI Hyprips MoLEcULES 
(Keat/MouE) 
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Bond energy 104.2 26.5 18.0 13.2 12.4 10.7 
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Li—-H Na—H K--H Rb—H Cs—H 


Bond energy 58.5 48 .2 43 .6 AOD. 44.9 
4{D(M—-M) + D(H—H)})} 65 .4 Gi. 68.7 68.8 57 .6 
A — 6.9 —12.9 -15.1 —18 —15.6 

{ D(M--M) D(H-—H) } +2 52.6 48 4 37 36 .0 83.4 
A’ 5.9 4.8 6.5 4 8.5 
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The Postulate of the Geometric Mean.—-The alkali metals form 
double molecules, Mz, which are present in small concentrations in 
their vapors. The bonds in these molecules are covalent bonds formed 
by the valence electrons of the atoms; for example, the 2s electron of 
each lithium atom is used in bond formation in the molecule [1: Li. 
Because of the large spatial extension of the orbitals and the small 
binding energy of the valence electrons, the bonds in the alkali meta! 
molecules are weak, with bond energies between 26.5 kcal/mole (in Liz) 
and 10.7 (in Cs:). The alkali mctals also form hydride molecules, 
MH. In erystals of the alkali hydrides, which have the sodium chlo- 
ride arrangement, hydrogen forms the anions, H~, and the alkalis the 
cations. We might accordingly expect the bonds in the alkali hydride 
gas molecules to have some ionic character M*+H-, leading to ionic 
resonance energy and positive values of A. I1t is seen from Table 3-3, 
however, that the values of A are negative. 

This result shows that the postulate of the additivity of the energies 
of normal covalent bonds is not valid for these molecules. A quantum- 
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mechanical treatment of one-electron bonds has been carried out”? that 
leads to the conclusion that the postulate of additivity should be re- 
placed by a similar postulate involving the gearetric mean of the bond 
energies D(A—A) and D(B—B) (that is, the square root of their prod- 
uct) in place of the arithmetic mean. This postulate of the geometric 
mean states that the energy of a normal covalent bond between atoms 
A and B is equal to { D(A-—A)D(B—B) bas, and that in consequence 
the quantity A’, defined as 


4’ = D(A—B) — {D(A—A)D(B—B)}1/2, (3-5) 


should always be greater than or equal to zero. With the new postu- 
late A’ replaces A as the ionic resonance energy of ihe unsymmetrical 
bond. : 

If the bond energies D(A—A) and D(B—B) do not differ greatly in 
value there is only a small difference between their geometric and arith-- 
metic means (which for 30 and 40, for example, are 34.6 and 35.0, re- 
spectively); and for this reason the arguments based on the earlier 
postulate are in general valid for the new one. For the alkali hydrides, 
however, the new postulate leads to results much different from those 
given by the earlier one, since the bond energy of the hydrogen molecule 
is very much greater than those of the alkali molecules, and the geo- 
metric and arithmetic means are correspondingly different. The val- 
ues of A’ given in Table 3-3 are seen to be positive, as required by the 
fundamental resonance theorem in case that the postulate of the geo- 
metric mean is valid. - 

It is probable that in general the postulate of the geometric mean 
leads to somewhat more satisfactory values for the energy of normal 
covalent bonds between unlike atoms than does the postulate of ad- 
ditivity. The postulate of the geometric mean is more difficult to 
apply than the postulate of additivity, however, since values of A can 
be obtained directly from heats of reaction, whereas knowledge of indi- 
vidual bond energies is needed for the calculation of values of A’, and in 
the following sections of this chapter we shal} sometimes use the postu- 
late of additivity. 
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Empirical values of bond energies in diatomic molecules are given 
directly by the energies of dissociation into atoms, which may be de- 
termined by thermochemical or spectroscopic methods. In the case of 
a polyatomic molecule thermuchemical data provide a value for the 
total energy of dissociation into atoms, that is, for the sum of the bond 


2 J. Pauling and J. Sherman, J.A.C.S. 59, 1450 (1937). 
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energies in the molecule, but not for the individual bond energies. 
Thus from the enthalpy of formation of gaseous water from the ele- 
ments (57.80 kcal/mole) and the enthalpies of dissociation of hydrogen 
and oxygen (104.18 and 118.32 kcal/mole, respectively), we find that 
the enthalpy of the reaction 


20 + O > BL0{9) 


is 221.14 keal/mole. This is the sum of the amounts of energy required 
to remove first one hydrogen atom from the water molecule, breaking 
one Q—-H bond, aud then the second hydrogen atom, breaking the 
other O--- A bond. These two energy quantities are not equal, al- 
though they are not much different in value. It is convenient for us 
to define their average, 110.6 kcal/mole, as the energy of the O-—H 
bond in the water molecule. In a similar way values can be obtained 
for bond energies in polyatomic molecules in which all the bonds are 
alike. Tt is to be emphasized that each of these bond-energy values 
represents not the smeunt of energy required to break one bond in the 
molecule, but instead the average amount required to break all the 
bonds. 8 

Values for single-bond energies, defined in this way, for many bonds 
can be found by this process—for the S—S bond from the Ss molecule 
(an eight-membered ring containing cight S—S bonds), for N—H, 
p—H, S—H, and so forth from NHs, PHs, H.S, and so forth. These 
values are given in ‘Table 3-4. 

There is no allotropic form of oxygen in which the atoms are con- 
nected by single O--O bonds. The value of the O—O bond energy 
given in the table has been obtained from the heat of formation of hy- 
drogen peroxide, with use of the assumption that the H—O bond en- 
ergy in HzO: is the same as in H.O. The calculation, typical of those 
used in evaluating bond energies from thermochemical information, is 
made in the following way: The enthalpy of formation of H:O2(g) 
from the elements in the standard state is 31.83 kcal/mole. By adding 
104.2 and 118.3, for H, and Os, we obtain 254.3 kcal/mole as the heat 
of formation of H2,0:(y) from the atoms 2H and 20. Subtraction of 
221.1 for two O—H bonds leaves 33.2 kcal/mole as the energy of the 
O—O bond; this is the value given in the table. 

The methods used in obtaining the remaining values in the table are 
described in the following paragraphs. 

The thermochemical values used in this work have been taken for the 
most part from the compilation Selected Values of Chemical Thermo- 


2% A discussion of bond dissociation energy, the energy required to break one 
bond in a molecule, is given in App. XII. 
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TABLE 3-4.—ENERGY VALUES FOR SINGLE Bonpbs (Kcau/Mous? 
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Bond Bond Bond Bond Bond Bond 
energy energy euergy 
H—H 104.2 P—H 76.4 Si—cCl 85.7 
C—C 83.1 As—-H 58.6 Si-—Br o9.1 
Si—Si 42.2 O—H 110.6 Si-—I 50.9 
Ge-—Ge 37.6 S—H 81.1 Ge-—Cl 97.5 
Sn—fSn 34.2 Se—-H 66.1 N—F 64.5 
N—N 33.4 ‘te—H 57.5 N—Cl 47.7 
p—P 51.3 h--F 134.6 P-—Cl 79.1 
As—As 32.1 Hl 103.2 P—Br 65.4 
Sb—-Sb 36.2 H—Br 87.5 Pp-—-I 51.4 
Bi—Bi 25 H—1 71.4 Ag—F 111.3 
O--O 33.2 C—Si 69.3 Ag—-C] 68.9 
S—S8 50.9 C—N 69.7 As---Br 56.5 
Se—Se 44.0 C—O 84.0 As—lI 41.6 
Te—Te 33 C—S8 62.0 V—-7r 44.2 
F—F 36.6 C—F 105.4 O----Cl 48.5 
Ci—Cl 58.0 C—Cl 78.5 S—Cl 59.7 
Br—Br 46.1 C-—Br 65.9 S—Br 50.7 
{—I 36.1 C—I 57.4 Cl—-F 60 .6 
C—H 98.8 Si—O 88 .2 Br—Cl 52.3 
SiH 70.4 Si—S 54.2 I—Cl 50.3 
N-—-H 93.4 Si--F 129.3 }—Br 42.5 











en ee 


* Bond-energy values for diatomic molecules of alkali metais and for alkali- 
metal hydrides are given in Table 3-3. 


dynamic Properties, by F. D. Rossini, D. D. Wagman, W. H. Evans, 
S. Levine, and I. Jaffe (Circular of the National Bureau of Standards 
506, Government Printing Office, Washington, D. C., 1952). The 
bond-energy values are so chosen that their sums represent the en- 
thalpy changes (— AH) at 25°C accompanying the formation of mole- 
cules from atoms, all in the gas phase. There is no significance in the 
inclusion of the vibrational, rotational, and translational energy of the 
molecules and atoms in the bond energies; it is more convenient to do 
this than to correct the thermochemical values to 0°K, the information 
required for this correction being often not available, and, there are no 
appreciable disadvantages involved in this procedure. 

The values given in Table 3-5 were used for the enthalpies of the 
gases of atoms in their normal states (the reference states for the bond 
energies) relative to the standard states of the elements, to which the 
enthalpies of formation given in the Bureau of Standards compilation 
refer. Most of the values in Table 3-5 are taken from the Bureau of 
Standards compilation; an important exception is the value for nitro- 
gen, which has been shown by recent spectroscopic and thermochemical 
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TABLE 3-5.—ENTHALPY (IN KoaL/Mouse) or Monaromic GASES OF 
ELEMENTS RELATIVE TO THEIR STANDARD STATES 
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iH 52.09 

Li 37.07 C 171.70 N 113.0 O 59.16 F 18.3 
Na 265.98 Si 88.04 P 75.18 S , 
K 21.51 Ge 78.44 As 60.64 Se 48.37 Br 26.7 
Rb 20.51 Sn 72 Sb 60.8 Te 47.6 I 25.48 
Cs 18.83 Pb 46.34 Bi 49.7 ' 
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studies to be the high value given in the table rather than the lower 
value given in the compilation. | 

In the discussion of heats of combustion the following values of the 
enthalpy of reaction at 25°C are useful: 


H2(g) + $02(g) — H2O(g) — AH® = 57.7979 keal/mole (3-6) 
H2(g) + 402(g) — H.O(U) —- AH®° = 68.3174 keal,/mole (3-7) 
C (graphite) + O2(g) — COe(g) — AHS = 94.0518 kcal/mole (3-8) 
C (graphite) + $O2(g) — CO(g) — AH®° = 26.4157 keal/mole (3-9) 


The bond-energy value given for each of the bonds H--H, F---F, 
Cl—-Cl, Br—-Br, I—I, H—-F, H—-Cl, H—Br, H-—I, Cl—F, Br --Ci, 
I—C], and I-—Br is the thermochemically or spectroscopically deter- 
mined value of the enthalpy of dissociation of the corresponding dia- 
tomic molecule. ‘he values for the bonds Si—Si and Ge—Ge are half 
the enthalpies of sublimation of the crystals, which have the diamond 
structure. 

The original set of carbon bond-energy values** was referred to 
gaseous carbon atoms with enthalpy assumed to be 176 xeal/mole 
greater than that of graphite. In the first edition of this bock a change 
was mace to the value 124.3 keal/mole, which seemed at that time to 
be the correct value.” Since then it has become clear® that the cor- 
rect value of the heat of sublimation of graphite is close to 171.70 
kcal/mole, and T have now revised the carbon bond-energy values ac- 
cordingly; the new values differ only slightly from the original ones. 

A fundamensal assumption adopted in the formulation and use of the 
boud-energy values of Table 3-4 is that the energy of a molecule to 


2 Pauling. lec. cit. (20). 

2 (. Heraberg, Chem. Revs. 20, 145 (1937). 

26 i. White, J. Chem. Phys. 8, 459 (1940); E. C. Baughan, Nature 147, 542 
(19413: «, J Kynch aud W. G. Penney, Proc. Roy. Soc. London A179, 214 
(i941); L. Brewer, P. W. Gilles, and F. A. Jenkins, /. Chem. Phys. 16, 797 
(1948): G. B. Kistiakowsky, H. T. Knight, and M. E. Malin, zbid., 20, 876 
(1952): J M. Hendrie, <b7d. 22, 1503 (1954); R. I. Reed and W. Snedden, Trans. 
Faraday Soc. 54, 301 (1958); and others. 
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which a single valence-bond structure can be confidently assigned can 
be approximated closely by the sum of constant terms corresponding to 
the bonds. This assumption is found to be justified empirically to a 
considerable extent, the enthalpies of formation é¢alculated by summing 
the bond energies agreeing with the experimental values to within a 
few keal/mole for nearly all molecules. As an example selected at 
random, the enthalpy of formation of CH»aFCH.OH(y) from elements 
in their standard states is 95.7 keal,’mole; this leads to 777.0 kcal/mole 
on addition of the suitable terms from Table 3-5 for the enthalpy of 
formation from monatomic gases. The sum of the bond energies for 
four C-—-H bonds, one C--F' bond, one C—-C bond, one C—O bond, 
and one O-—-H bond from Table 3-4 is 778.3 kcal/mole, the agreement 
in this case thus being excellent. 

The bond-energy valnes are devised for use only with molecules con- 
taining atoms that show their normal covalences (four for carbon, three 
for nitrogen, etc.). An ammonium salt or a substance such as tri- 
methylamine oxide cannot be treated in this way. The bond energies 
are also not expected to be valid for a molecule such as phosphorus 
pentachloride. It is interesting to point out that the enthalpy of the 
reaction PCh(g) + 2Cli(g) -> PCl,(g), 80.2 kcal/mole, corresponds to 
the formation of two new P—Cl bonds with apparent bond energy 
40.1 keal/mole, which is much less than the normal P-—Cl bond energy, 
79.1 keal/mole. 

Bond energies can be used in the discussion of the structure of mole- 
cules. For example, in 1933 it was pointed out?’ that the enthalpy 
of formation expected fur ozone from molecular oxygen would be 
--77.9 keal/mole (or less if a correction were made for strain in the 


7 


three-membered ring), if the molecule had the structure 
:O 





QO: 


the observed value —34.0 kcal/mole differs from this by so great an 
amount as to permit this structure for ozone to be eliminated. <A 
similar discrepancy between the value.-- 103.8 calculated for the struc- 


ee 


| i and the observed eathalpy of formation 0.16 kcal/mole 
>O—O: 


of the molecule O, eliminates this structure. Evidence is now available 
from spectroscopic, electron diffraction, and x-ray diffraction studies 


27 Pauling, loc. czt. (20). 
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also showing that these single-bonded structures are not correct for 
Os; and O, 

The use of bond energies in the discussion of molecules containing 
multiple bonds and of molecules that cannot be represented satisfac- 
torily by one valence-bond structure will be presented in Chapters 6 
and 8. 

Values of the single-bond energies of elements (C—C, N—N, etc.) 
are represented graphically in Figure 3-6. The sequences Li, Na, K, 
Rb, Cs, and C, Si, Ge, Sn, show a reasonable decrease in bond-enerry 
value with inerease in aioe number. We might well expect that for 
similar bonds, as in these sequences of congeners, the bond energy 
would be greatest for the smallest atom and would decrease witli in- 
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Fria. 3-6.—The values of single-bond energies of elements. 


crease In atomic size. The values for N, O, and F show a large devia- 
tion by comparison with the values for their congeners. An explana- 
tion of this peculiarity, proposed by Pitzer, will be discussed in the 
following chapter (Sec. 4-10). 


3-6. THE ELECTRONEGATIVITY SCALE OF THE ELEMENTS 


The Formulation of the Electronegativity Scale.—In Section 3-4 it 
was pointed out that the values of the difference between the energy 
D(A—B) of the bond between two atoms A and B and the energy ex- 
pected for a normal covalent bond, assumed to be the arithmetic mean 
or the geometric mean of the bond energies D(A—-A) and D(B—B), 
increase as the two atoms A and B become more and more unlike with 
respect to the qualitative property that the chemist calls electronega- 
tinty, the power of an atom in a molecule to attract electrons to itself. 
Thus both A, the deviation from the arithmetic mean, and A’, the devi- 
ation from the geometric mean, increase rapidly in the sequence HI, 
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HBr, HCl, HF, in which the halogen changes trom iodine, which is 
recognized by its general chemical properties to be only a little more 
electronegative than hydrogen, to fluorine, the most electronegative of 
all the elements. 

The property of the electronegativity of an atom in a molecule is 
different from the electrode potential of the element, which depends on 
the difference in free energy of the element.in its standard state and in 
ionic solution, and it is different from the ionization potential of the 
atom, and from its electron affinity; although it is related to these 
properties in a general way. 

It has been found possible to formulaté an electronegativity scale of 
the elements by the analysis of the values of A or A’ given by the 
single-bond energies. In Table 3-6 values of A’ are listed for the bonds 
between nonmetallic atoms whose energies are given in Table 3-9. 
These are obtained in the same way as those in Table 3-3. It is seen 
on inspection that the values of A’ do not satisfy an additivity relation; 
they cannot be represented as differences of terns characteristic of the 
two atoms inthe bond. However, the square roots of the A’ values do 
satisfy approximately a relation of this sort. in the table values of 
0.184/A’ are given. These are the square roots of the A’ values ex- 
pressed in units equal to 30 kcal/mole, that is, ,/ 41/30. In the origi- 
nai formulation of the electronegativity scale?* the electron volt, 23 
kcal/mole, was used as the unit of energy, and the arithmetic mean was 
used. This procedure, which was followed also in the first and second 
editions of this book, leads to a convenient range of electronegativity 
values. The same values are obtained with the postulate of the geo- 
metric mean and the unit 30 kcal/mole. 

The electronegativity values selected for the elements occurring In 
Table 3-6 are given in Table 3-7. Their differences are determined by 
the values of 0.18./A’ in Table 3-6. An additive constant has been so 
chosen as to give the first-row elements C to F the values 2.5 to 4.0. 

In constructing Table 3-7 all of the available data were considered 
and the « value (x = electronegativity) that led to the best general 
agreement for each atom was selected. These values are given only to 
one decimal place on the scale; it is my opinion that this is the limit of 
their reliability. 

The original table contained the electronegativity values given below 
immediately after the symbols of the corresponding elements: 


H 0.00: 2.05 2.1 Br i075 2.800 2.8 
P 10 2.15 2.1 Cl 94 2.99 3.0 
I 40 2.45 2.5 N 95 3.00 3.0 
S 43 2.48 2.5 O 1.40 3.45 3.5 
Cc 55 2.60 8902.5 F 2.00 4.05 4.0 


28 Pauling, loc. cit. (20). 
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TaBLE 3-6.—-Ex7ra Ionic Engereay or Bonps anp ELECTRONEGATIVITY 


DIFFERENCES OF THE BonpEenr ATOMS 


Bond ah O18 YA’ 
C! --H 5.8 0.4 
Si A 4.9 4& 
N- -H 30.3 1.9 
p-—H Bye 0.3 
As--H 0.8 e 
QO-—H 4) .8 kee 
S -id B.8 6.5 
Se- Tf -~ 1.6 -_— 
Te-—H -~ 1.9 — 
}-—-F T2309 aes: 
H--C} 25.4 0.0 
Wi - Br Is.v 8 
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(y- -O) 5 ee 1.0 
C$ — 2.4 oo 
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C-- I 2.8 3 
Si-- -G 50.7 kee 
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TABLE 3-7.—ELECTRONEGATIVIEY VALUES oR SOME ELEMENTS 
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Ttis seen that the new values are within 0.65 of the old 
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The differences in electronegativity of atoms for the bonds in Table 
3-6 are given in the columns headed zw, — zg. If the extra ionic energy 
A (A--B) were given accurately by the equation 


A’(A-—-B) = 30(2a — 2p)?, (3-10) 
and the bond energy (in keal/mole) by the equation 
D(A—B) = {| D(A— A)-D(B—-B)}*/? + 30(v4 — ap)2, (8-11) 


the values in the two columns headed 0.18/A/ and xa -- xp would be 
equal. Itis seen that this is approximately true, the average deviation 
between the two being 0.1 for 42 pairs. 

Only three of the 45 bonds give negative valies of A‘: Sa---Ti, 
Te—H, and C--S. These negative values may be attributed im pact 
to real deviations from our nostulates, which are expeeted to have only 
approximate validity, and perhans in part to smali errors in the vabies 
of the bond energy. 

The relation of the electronegativity values of Tabie 3-7 to the 
periodic system is the expected one. Fluorine and oxygen are by fur 
the most electronegative of the atoms, with fluorime much more electro- 
negative than oxygen. It is interesting that nitrogen and chlorine 
have the same electronegativity, as have also carbon, sulfur, and iodine. 
Vhe contours of equal electronegativity cut diagonally across the 
pericdic table, from the upper left- to the lower right-hand region. 


3-7. HEATS OF FORMATION OF COMPOUNDS IN THEIR STANDARD 
STATES; THE COMPLETE ELECTRONEGATIVITY SCALE 


The method just deseribed for formulating the electronegativity scale 
cannot be used for the remaining elements in general because of lack of 
knowledge of enthalpies of formation of their compounds as gases and 
of the values of single-bond energies for the elements themselves. The 
following extension of the method can, however, be used. 

Iixcept for nitrogen and oxygen, which are discussed below, the eie- 
ments in their standard states do not differ very much in energy from 
states involving normal single covalent bonds between the atoms. It 
is known that the standard states of bromine, iodine, sulfur, carbon 
(diamond), and many other nonmetallic elements are those in which the 
atoms are attached to adjacent atoms by single bonds. Moreover, 
the standard states of the metals too are prebably not much different 
from states involving single bonds; there is 4 close resemblance 1n 
properties of the metallic bond and the covalent bond (Chap. 11). 

Many elements in their standard states are, however, liquids or crys- 
tals, ratner than gases, and many compounds in which we are interested 
are liquids or crystals. The energy of a liquid or a ervstal may be de- 
scribed as involving not only the bond energies but also the energy of 
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the van der Waals interaction of adjacent nonbonded atoms, As an 
approximation we may assume that the energy of the van der Waals 
stabilization of a substance in its standard state Js approximately equal 
to the van der Waals stabilization of the elements from which the sub- 
stance is formed, in their standard states, and that accordingly the 
enthalpy of formation referred to standard states is approximately 
equal to the enthalpy of formation of the gaseous compound from 
gaseous elements. Moreover, except with first-row atoms, the forma- 
tion of stable double bonds and triple bonds is unusual, and we may 
assume with reasonable confidence that a substance of unknown bond 
type does not contain multiple bonds of sufficiently greater energy than 
the corresponding number of single bonds to introduce very great error 
in the electronegativity calculations. 

In the absence of knowledge of the bond energies of the elements the 
method of the geometric mean cannot be applied. However, for most 
bonds there is not much difference between the geometric mean and 
the arithmetic mean—only in substances such as the alkali hydrides, 
where the bond energies H—H and M—M are very different, do these 
two mean values differ greatly. We shall accordingly use the arith- 
metic mean, and assume that the bond energy D(A—-B) is given by the 
equation 


D(A—B) = ${D(A—A) + D(B—B)} + 23(¢, — xp)? (8-12) 


The contribution of this bond to the heat of formation of the sub- 
stance is accordingly equal to 23(z, — x»)?; and, except for the correc- 
tions for nitrogen and oxygen that we shall now discuss, the heat of 
formation would be obtained by summing this expression over all the 
bonds in the molecule. 

The standard state N2(g) for nitrogen is far more stable than it would 
be if the molecule involved single N—N bonds. From the bor.d-energy 
value 38.4 kcal/mole for N—N and the value 2N — Ne + 226.0 kcal 
/mole, we see that this extra stability of the standard state amounts to 
110.8 keal/mole for Na, or 55.1 kcal/mole per nitrogen atom. Simi- 
larly, the values 33.2 kcal/mole for O—O and 20 — Og + 118.3 keal 
/mole lead to an extra stability of 52.0 keal/mole for O, in its standard 
state, or 26.0 per oxygen atom. These correction terms for nitrogen 
and oxygen are due to the fact that N- contains a triple bond that is 
much more stable than three single bonds, and O2 a bond of special 
character (Chap. 10) that is more stable than two single bonds. Ac- 
cordingly the enthalpy of formation of a substance in its standard state 
can be calculated approximately by use of the expression 


Q = 23 >) (ta — zp)? — 55.4nx — 26.0no0 (3-13) 


in which ny 1s the number of nitrogen atoms in the molecule and no the 
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number of oxygen atoms, and the indicated summation is to be carried 
over all the bonds in the molecule; the value of Q is given in kcal/mole. 
The equation does not apply to substances containing double or triple 
bonds. 

It is the unusual stability of multiple bonds for oxygen and nitrogen, 
stabilizing their normal states, that often leads to negative values of 
the enthalpy of formation of substances. The enthalpy of formation 
of a molecule containing an atom of nitrogen held by single bonds to 
other atoms with the same electronegativity should be about —55.4 
kcal/mole; the compound would accordingly be very unstable relative 
to the elements. Nitrogen trichloride is such a compound; in the 
molecule of this substance the bonds are normal covalent bonds, similar 
to N—N and Cl—Cl single bonds; it is not the weakness of the N—Cl 
bonds, but rather the extraordinary strength of the triple bond in Ne 
that makes nitrogen trichloride unstable. Its measured enthalpy of 
formation, in solution in carbon tetrachloride, is —54.7 keal/mole, in 
close agreement with the expected value. In nitrogen trifluoride the 
ionic resonance energy of the N—-F ‘bonds is great enough to overcome 
this handicap and to give the molecule NF; a positive enthalpy of for- 
mation (27.2 kcal/mole). For OF; and C},O (with z, — xg = 0.5) the 
ionic character is not enough to counteract the term —26.0 kcal/mole 
for the oxygen atom; these substances have negative enthalpies of 
formation, whereas the enthalpies of formation of other normal oxides 
are positive. 

By the use of Equation 3-13 the difference in electronegativity of 
two elements can be calculated from the enthalpy of formation of the 
compounds formed by them, and in this way, through study of the 
compounds of the element with elements with electronegativity values 
given in Table 3-8, the electronegativity of the element can be evalu- 


TABLE 3-8.—THE CompLetTe ELECTRONEGATIVITY SCALE? 


oo 





Li Be B Cc N O F 


1.90 1.8 2.0 2.5 3.0 3.5 4.0 
Na Meg Al 8i P 8 Cl 
0.9 1.2 1.5 1.8 2.1 2.5 3.0 


K Ca Se Ti V Cr Mn Fe Co Ni Cu Zn Ga Ge As _ S8e Br 
0.8 1.0 1.3 1.5 1.6 1.6 1.6 1.8 1.8 1.8 1.9 14.6 1.6 1.8 2.0 2.4 2,8 
Rb Sr Y Zr Nb Mo Tc Ru Rh Pd Ag Cd In Sn Sb Te I 

0.8 1.0 1.2 1.4 1.6 1.8 1.9 2.2 2.2 2.2 1.9 4.7 1.7 1.8 1.9 2.1 2.8 
Ca Ba tLa-Lu Hf Ta W Re Os Ir Pt Au He Tt! Pb Bi Po At 
0.7 0.9 1.1-1.2 1.38 1.5 1.7 1.9 2.2 2.2 2.2 2.4 1.98 1.8 1.8 1.9 2.0 2.2 
Fr Ra Ac Th Pa U Np-No 

0.7 0.9 1.1 1.38 1.58 1.7 1.8 





© The values given in the table refer to the common oxidation states of the elements. For some ele- 
ments variation of th» electronegativity with oxidation number is observed; for example, Fe!! 1.8, 
Fell! 1.9; Cul 1.9, Cul! 2.0; Sn!! 1.8, Sn!¥ 1.9, For other elements see W. Gordy and W. J. O. Thomas, 
J. Chem. Phys. 24, 439 (1956). 
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Fig. 3-7,—Electronegativity values of the elements. 


ated. For example, the enthalpies of formation of BeClh, BeBra, Bel:, 
and BeS from the elements in their standard states are 122.3, 88.4, 
50.6, and 55.9 kcal/mole, respectively. ‘These values lead to 1.56, 
1.33, 1.03, and 1.06 for the electronegativity differences, and hence to 
1.44, 1.47, 1.47, and 1.44 for the electronegativity of berylium. The 
value 1.5 has been accepted for the element. The values given in 
Table 3-8 (except those in Table 3-7) have been obtained in this way.”® 


29 Values agreeing closely with those in Table 3-8 have been reported also by 
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The way in which the electronegativities are related to the periodic 
table is shown in Figure 8-7. In the first short period, Li to F, the 
electronegativity values differ hy a constant amount, 0.5. In the fol- 
lowing periods the differences are seen to be smaller for the metals than 
for the noninetals, and the vaines change less for a given column of the 
periodic table in the wnetallic region than jn ihe nonmetallic region. 

Vhe electrunegativity scale Lrmgs a certain amount of systematiza- 
tion into the feld of inorganic thermochemusiry, in which on first survey 
little order can be detected. It is possible te calculate rough values 
expected for enthalpies of formation of compounds by the use of the 
electronegativity values of Table 3-7, which vary in a regular way from 
element to element in the periodic system, the enthalpies of reaction of 
the elements to form compounds being attributed in the main to the 
extra resonance energy that results from the partial ionic character of 
the bonds between unlike atoms and that increases as the atoms be- 
come more and more unlike. This order is brought out of apparent 
lack of order in the thermochemical values largely through the correc- 
tions for the two elements nitrogen and oxygen, which are alone among 
the eleraents i: having their standard states much different in stability 
from single-bouded states. 


3-8. RELATION TO OTHER PROPERTIES 


The property of electronegativity that we have been discussing repre- 
sents the attraction of a neutral atom in a stable molecule for electrons. 
The first ionization energy of an atom, the energy of the reaction 
A+ + e — X, may be considered as the average of the electron at- 
traction of the atom and the positive ion, and the electron affinity, the 
energy of the reaction X + e~ —» X~, may be thought of similarly as 
the average of the electron attraction of the atom and the negative ion. 
It was pointed out by Mulliken*® that the average of the first ionization 
energy and the electron affinity of an atom should be a measure of the 
electron attraction of the neutral atom and hence of its electronegativ- 
ity. For multivalent atoms the significance of these energy quantities 
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M. Haissinsky, J. phys. radium 7, 7 (1946); H. A. Skinner, Trans. Faraday Soc. 
41, 645 (1945); W. Gordy, J. Chem. Phys. 14, 305 (1946); W. Gordy, Phys. Rev. 
69, 604 (1946); K. S. Pitzer, J.A.C.S. 70, 2140 (1948); M. L. Huggins, ibid. 75, 
4123 (1953); Gordy and Thomas, loc. cit. (T3-8). Huggins’ paper contains a de- 
tailed discussion of bond-energy values in relation to electronegativity differences 
for the nonmetallic elements. In a second paper, J.A.C.S. 75, 4126 (1953), he 
gives a detailed discussion of the relation between bond energy and interatomic 
distance. A survey of electronegativity values suggested before 1956 is contained 
in the paper by Gordy and Thomas. 
2 R. 8. Mulliken, J. Chem. Phys. 2, 782 (1934); 3, 573 (1935). 
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is complicated by the nature of the states of the atoms and ions, and 
corrections must be made that need not be discussed here. Jor unt- 
valent atoms (hydrogen, the halogens, the alkali metals) the treatment 
is straightforward. The values of the energy quantities concerned are 
given in Table 3-9, it being assumed that the electron affinity of the 
alkali metals is zero.*!_ It is seen that the values of x are closely pro- 
pertional to those of the sum of the two energy quantities except for 
hydrogen, which, with its unique electronic structure, might be ex- 
pected to misbehave. This comparison and others were used in fixing 
the origin for the electronegativity scale. 


TABLE 3-9.—COMPARISON OF ELECTRONEGATIVITY WITH AVERAGE OF 
IONIZATION ENERGY AND ELECTRON AFFINITY? 
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Ionization Electron Sum /125 ; 
energy affinity 
F 403 .3 83.5 3.90 4.0 
Cl 300.3 87.3 3.10 3.0 
Br 274.6 82.0 2.86 2.8 
I 242.2 1oct 2.54 2.5 
H 315.0 17.8 2.66 ae | 
Li 125.8 0 1.02 1.0 
Na 120.0 0 .96 0.9 
K 101.6 0 81 8 
Rb 97.8 0 .78 8 
Cs 91.3 0 .73 7 








i en rene one 





@ All values are for — AH° at 25°C, 


Another property that might be expected to be closely related to the 
electronegativity is the work function of metals—the amount of energy 
required to remove an electron from the metal, as given by the limiting 
frequency of light in the photoelectric effect or by the energy term m 
the Boltzmann factor of the theoretical expression for thermionic emis- 
sion. It has been pointed out by Gordy and Thomas*® that there is a 
reasonably good linear correlation between the work function and the 
electronegativity of the element, the work function, y, (in electron volts) 
being given by the equation 


y= 2.277 +0.34 - (3-14) 


The most obvious correlation of the electronegativity scale with the 
general chemical properties of the elements bears on their division into 
metals and nonmetals. It is seen that the value x = 2 represents ap- 


31 References for the values of the electron affinity are given in Chap. 13. 
33 Gordy and Thomas, loc. cit. (T3-8}. 
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proximately the point of separation, the metals being elements with 
smaller and the nonmetals those with larger electronegativity than 2. 

Nuclear magnetic resonance studies have shown that the amount of 
energy required to change the magnetic moment of a nucleus from one 
orientation to another depends to some extent upon the nature of the 
bonds formed by the atom; the change is described as due to diamag- 
netic shielding of the nuclear magnetic moment by the electrons that 
are close to the nucleus. Gutowsky and collaborators’? have corre- 
lated the nuclear magnetic shielding of the fluorine nucleus in fluorine 
compounds with the electronegativity of the atom to which the fluorine 
atom is bonded.. The relation between electronegativity and diamag- 
netic shielding of the proton in hydrogen compounds has also been dis- 
cussed by Gutowsky and collaborators.** A similar effect of shielding 
of the magnetic moment of the proton in substituted ethanes has been 
shown by Shoolery® to be related to the electronegativity of the atoms 
of the groups attached to the carbon atoms. Nuclear spin coupling con- 
stants in relation to partial ionic character of bonds and hybrid char- 
acter of bond orbitals has been discussed by Karplus and Grant.** 

Another effect that has been correlated with electronegativity is the 
interactiou oF the electric quadrupole moment of a nucleus and the 
electri: quadrupole field produced by the electrons in the neighborhood 
of the nucleus Ht, was pointed out by Townes and Dailey®* and by 
Gordy” that the quadrupcle interaction energy is dependent upon the 
partial ionic characte: of the bonds, as determined by the difference in 
electronegativity of the bonded atoms, and a detailed discussion of the 
correlation has been given by Dailey and Townes.** These considera- 
tions will be discussed briefly in the following section, in which we take 
up the evestion of the relation Letween partial ionic character of a 
bond and the clecurcnegativity difference of the bonded atoms. 


3-6. THE BLECTRONEGATIVITY OF ATOMS AND THE PARTIAL 
TONIC CHARACTER OF BONDS 


it woaild bs conve: tent in diseussing bonds to be able to make quanti- 
tative gbatemenis ebeaut Eseir nature—to say that certain bonds are 
assentialivy covaient, wita only 5 percent or 10 percent of ionic char- 


SHS. Conowsity and C.J. Heffmar, J. Chem. Phys. 19, 1259 (1951); H. 8. 
Guiowsky, 0. W. MeCall, B. R. McGarvey, and L. H. Meyer, thid. 19, 1328; 
A, Suika and ©. P. Slichtes, ibid. 22, 26 (1954). 

#448. Gouowsky, J. Chem. Phys. 19, 1266 (1951); L. H. Meyer, A. Saika, and 
H, &. Gutowsky, 7.2.0.8. 75, 4567 (1953). 

% 5, N. Sbooery, J. Chem. Phys. 21, 1899 (1932). 

sta M. Karplus and D. M. Grant, Proc. Nat. Ac. Sci. U. 8S. 45, 1269 (1959). 

36 C.F. Townes and B. P. Dailey, Phys. Rev. 78, 846A (1950). 

e ow. Gordy, J. Cheam. Phua. 19, 742 (1954). 

38 BB. P. Dailey and C. H. Townes, J. Chem. Phys. 23, 118 (1955). 
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acter, that others are about equally ionic and eovalent, and thet others 
are essentially ionic. It is difficult to formulate a rehabic relation be- 
tween the partial ionic character of a bond and the differerc: in electro- 
negativity of the two atoms between which the bond is ferried, ur the 
extra ionic resonance energy of the bond. The diffieuits: rises pri- 
marily from the fact that the description of a bond as a he pid between 
a nurmai covalent bond and an extreme ionic bend is only a rongh ap- 
prowmmaticn. 2 cancot pepe to formulate an expression for the par- 
tial ionic character of ponds that will be uecurate. 

In the first edition of this pook the following equation was proposed 
for the arvrint of jonic character of the single Lond between atoms A 
and B, with electronegativiliss vy and #5: 


‘ ) a 7 f 2 s iw 
Amount of tonie character = 1 — e 1@s-tp) (3-15) 


This curve corresponds to the amounts $, 11, 19, and 60 percent of 
ionic character for HJ, HBr, HC], and HF, respectively. The values 
for the first three of these hydrogen halides are closely equal to these 
indicated by the electric dipcle moments ofthe molecules, as given in 
Table 3-1. At the time when the equation was formulated the value 
of the dipole moment of HF was not known, and an estimate of 60 per- 
cent was made for the partial ionic character in this molecule. As 
shown in Table 3-1, the dipole moment of HF corresponds to only 45 
percent partial ionic character. 

Equation 3-15 leads to the amounts of ionic character for various 
values of the electronegativity difference given in Table 3-10. The 
function is shown as the curve in Figure 3-8, together with the experi- 
mental values of the ratio of the observed electric dipole moment to the 
product of the electronic charge and internuclear distunce for a number 
of diatomic molecules composed of univalent elements. Points are 


TABLE 3-10--—-RELATION BETWEEN ELECTRONEGATIVIFY DIFFERENCE AND 
AMOUNT oF Partrau Jonrtc CHARACTER OF SINGLE BONDS 
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Amount of ionic } Amount of jonic 
ey nee character eae character 
G.2 1 percent 1.8 55 percent 
A 4 2.09 63 
6 9 2.2 70 
8 15 2.4 76 
1.0 22 2.6 82 
1.2 30 2.8 86 
1.4 39 3.0 89 
1.6 47 3.2 92 
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Fig, 3-8.—Curve relating the amount of ionic character of a bond to the electronegativity difference of the two 
atoms. Experimental points, based upoa cbserved values of the electric dipole moment of diatomic molecules, are 
shown for 18 bonds. 
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shown for the hydrogen halogenides, halogen halogenides, and alkali 
halogenides. The experimental values for the electric dipole moments 
for the alkali halogenides are those determined by methods of micro- 
wave spectroscopy or molecular-beam spectroscopy. It is seen that 
the curve agrees only roughly with the experimental points. 

Efforts have also been made to determine the partial ionic character 
of bonds from the experimental values of the interaction energy of the 
electric quadrupole moment of an atomic nucleus and the electric quad- 
rupole field produced in the neighborhood of the nucleus by the elec- 
trons in the molecule. The interpretation of the observed quadrupole 
coupling constants is not straightforward, however, because both the 
partial ionic character of the bond and the hybridization of the bond 
orbitals (see Chap. 4) must be taken into consideration. The amounts 
of ionic character suggested by the quadrupole coupling constants in 
diatomic molecules are somewhat larger than those given by the electric 
dipole moments.*® 

There is also a relation between the amount of ionic character of a 
single bond and the enthalpy of formation of the bond. The amount 
of ionic character in percentage is roughly equal numerically to the 
heat of formation in keal/mole. In applying this rule one must, of 
course, correct the heat of formation for the special stability of oxygen 
and nitrogen in their standard states, as expressed in Equation 3-13. 
This relation may be derived by expanding the exponential: function 
in Equation 3-15. The first term in the expansion, }(z7, — xp)*, may 
be compared with the term 23(%4 — 2s)? of Equation 3-13. 

In the following paragraphs we shall discuss the nature of single 
bonds on the basis of Equation 3-15; it must be remembered that the 
values given by this equation, and shown in Table 3-10, are only ap- 
proximate. 

According to Equation 3-15 bonds between atoms with eiectronega- 
tivity difference 1.7 have SC percent ionic character and 50 percent 
covalent character. Thus bonds between fluorime and any of the 
metals or of the elements H, B, P, As, Te, with electronegativity near 2, 
are largely ionic in character, and bonds between oxygen and any of the 
metals are 50 percent or more ionic. For a molecule such as HF, con- 
taining a single bond, we have discussed the bond type in terms of 


resonance between two structures, H+F- and H:F:. A more complex 


discussion is needed for molecules containing several bonds. In water, 
for example, the O—H bond is predicted to have 39 percent ionic char- 
acter, corresponding to 75 — tq = 1.4. The water molecule can 


39 For a discussion of this question see Dailey and Townes, loc. cit. (88). A 
summary is also given by Townes and Schawlow, ep. cit. (7). 
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therefore be described as resonating among four electronic structures, 
- one completely covalent, two with one bond to hydrogen ionic and one 
bond covalent, and one with both bonds ionic. If the bonds were 
independent of one another, the structures would make contributions of 
37 percent, 24 percent, 24 percent, and 15 percent, respectively (note 
that the sum of 24 percent and 15 percent, corresponding to the two 
structures for which one of the bonds is ionic, is 39 percent, the ex- 
pected amount of ionic character for the bond). It is probable, how- 
ever, that the electrostatic interactions in the completely ionic struc- 
ture, involving a doubly charged oxygen ion, cut down its contribution 
somewhat, and that the contributions of the completely covalent struc- 
ture and each of the half-and-half structures are increased correspond- 
ingly. If the doubly ionic structure makes no contribution and the 
ratio of the others remains the same, their contributions become 44 per- 
cent, 28 percent, and 28 percent, respectively. 

We may calculate the electric dipole moment expected for the water 
molecule with inclusion of the doubly ionic structure and with neglect 
of it. By using the O—H interatomic distance 0.965 A and H—O—H 
bond angle 104.5°, we find that the calculated values ‘of the dipole 
moment are 2.21 D with inclusion of the doubly ionic structure and 
1.36 D with its neglect. The experimental value, 1.86 D, lies between 
these values; it corresponds to inclusion of the doubly ionic structure 
to such an extent as to make the partial ionic character of each bond 
equal to 33 percent rather than 39 percent. 

It must be remembered that calculations such as the foregoing have 
only approximate significance and that there is no need to try to make 
them with precision. 

A similar description involving resonance among many electronic 
structures is to be used for other molecules containing more than one 
bond of intermediate type. Thus for the ammonium ion, [NH,]*, we 
consider 16 structures: one completely covalent structure, four struc- 
tures with one bond ionic, six with two bonds ionic, four with three 
bonds ionic, and one completely ionic. In the following discussion we 
shall in general not mention explicitly the resonance of the molecule 
among these structures; but it is to be borne in mind that the amounts 
of ionic character of bonds in molecules are to be interpreted in this’ 
way. In the following chapters of the book single bonds will as a rule 
be represented by the symbol A—B; this symbol represents covalent- 
ionic resonance, and the structural formula 


( 
| 
H-—-N—H 


Lok 
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for the ammonium ion comprises within itself all the 16 structures 
mentioned above, with contributions such as to give each N—-H bond 
a suitable amount of ionic character. From the difference in electro- 
negativity of nitrogen and hydrogen, 0.9, we estimate about 18 percent 
partial ionic character for each bond, corresponding to a positive charge 
of about 0.18 on each hydrogen atom and about 0.28 on the nitrogen 
atom. We accordingly. conclude that the unit positive charge of the 
ammonium ion is divided about equally among all five atoms. 

We may now summarize the conclusions that can be drawn about the 
partial ionic character of the single bonds formed by the elements. 

The Alkalt Meials.—Bonds of the alkali metals with all nonmetals are 
essentially ionic (with more than 50 percent ionic character—electro- 
negativity difference greater than 1.7) except for Li—I, Li—C, and 
Li—S, with about 43 percent ionic character. 

The Alkaline-Earth Metals —Magnesium, calcium, strontium, and 
barium form essentially ionic bonds with the more nonmetallic ele- 
ments. Beryllium bonds have the following amounts of ionic charac- 
ter; Be-—}', 79 percent; Be-—O, 63 percent; Be—Cl, 44 percent; Be-—Br, 
35 percent; Be—I, 22 percent. 

The Third-Group Elements.—The B—F bond has about 63 percent 
ionic chatacter, B—O 44 percent, B—Cl 22 percent, and so forth. 
Boron forms normal covalent bonds with hydrogen. The aluminum 
bonds are similar to those of beryllium in ionie character. 

The Fourth-Group Elements.—The C-—F bond, with 44 percent ionic 
character, is the most ionic of the bonds of carbon with nonmetallic 
elements. The Si—F bond has 70 percent ionic character, and Si—Cl 
30 percent. The Si—O bond is of especial interest because of its im- 
portance in the silicates. It is seen to have 50 percent ionic character, 
the value of to — 29; being 1.7. 

The Remaining Nonmetallic Elements.—The bonds formed by fluorine 
with all of the metals are essentially ionic in character, and those with 
the intermediate elements (H, B, P, etc.) have a little more than 50 
percent ionic character. The C--F, S—F, and I—F bonds are ex- 
pected to have 44 percent ionic character. In CF, SFo, [Fs, and IF, 
the amounts of ionic character of the bonds are probably somewhat less 
than this value because of the transfer of positive charge to the central 
atom, which increases its « value and decreases the ionic character of 
the bonds. 

The bonds of oxygen with all metals are largely ionic. 

Since the nonmetallic elements in each row of the periodic table are 
separated by intervals of 0.5, the bonds formed by a nonmetallic atom 
with immediate neighbors in the same row have 6 percent ionic char- 
acter and those with its neighbers once removed 22 percent. 
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3-10. THE ENTHALPY CHANGE IN ORGANIC REARRANGEMENTS 
AND THE ELECTRONEGATIVITY SCALE 


By the use of the electronegativity scale and Equation 3-12 it is 
possible to predict rough values for the enthalpy change of reactions in 
which only single bonds are broken and formed. I+ 1s thus possible to 
use the electronegativity scale in a simple way jn discussing the exo- 
thermic or endothermic character of some organic reactions, especially 
organic rearrangements, as illustrated by the examples given in the 
following paragraphs.*° 

In the preceding sections of this chapter we have discussed simple 
reactions such as 


This reaction is exothermic to the extent of 44.12 keal/mole. The 
enthalpy of reaction can be discussed in a rough way with the use of 
Equation 3-12 and the differences in electronegativity of the atoms H 
and Cl. The enthalpy of formation of HCl is predicted by the equa- 
tion to be 23 (8.0 — 2.1)? kcal/mole, which is 19 keal/mole, approxi- 
mately equal to the observed value, 22 kcal/mole. 

We may represent this reaction by a simple diagram. The symbols 
of the elements involved are placed in a horizontal line, at loc! repre- 
senting their electronegativity values. Above the symbols arcs are 
drawn to indicate the single bonds in the reactants, and below the sym- 
bols arcs are drawn to represent the single bonds in the product: 


-) {) 
H Cl 


ane 


We see from this diagram that for the reaction of hydrogen and chlorine 
to form hydrogen chloride the two spans of zero length (for the two 
ponds H---H and Cl—-Cl) are converted into two longer spans (for the 
two bonds —Cl). (The word span is used to represent the difference 
in electronegativity of the two atoms.) Application of Equation 3-12 
shows that such a reaction is predicted to be exothermic. 

In general the electronegativity bond diagrams indicate exothermic- 
ity in the direction represented by the longest span. The reason for 
this is that the extra ionic resonance energy of the bond is proportional 
to the square of the span, and the square of the longest span is usually 
great enough to be determinative. This principle can be applied in the 
discussion of molecular rearrangement involving only single bonds and 


40 L. Pauling, Biochemistry of Nitrogen: A Collection of Papers on Biochemistry 
of Nitrogen and Related Subjects Dedicated to Artturi Ilmart Virtanen, Suoma- 
lainen Tiedeakatemia, Helsinki, 1955, pp. 428-432. 
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having such a nature that resonance energy (Chap. 7) is not signifi- 
cantly changed. | 

As a first example we may take the nitrosamine rearrangement, as 
given by the equation 


R NO R H 
Ne Su 
N N 
va 2s 
ho = | 
a 

H NO 


oS i 
The diagram for this rearrangement is H C N, and the pre- 
Wee 


dicted enthalpy of rearrangement is 21 kcal/mole. The same diagram 
and the same predicted enthalpy of rearrangernent apply to the rear- 
rangement of nitroamines to nitranilines, such as 


ae NO: He H 
a i Ny va 
: ye 
Py ee 
eA \ 
H NO» 


In this rearrangement there is some change in resonance energy, but 
it is predicted to be small compared with the enthalpy change due to 
change in the nature of the single bond. 

Another example is the Hoffmann rearrangement of alkylamino- 
benzenes to p-alkylaniliyes: 


H.N--R NH; 
oo29 
H R 


The diagram for this rearrangement is A OG 3 N, and the pre- 
he Ue 
dicted enthalpy of rearrangement is 9 kcal/mole. 
The rearrangement of phenylallylether according to the reaction 


O--CH.CHCH, OH 


H CH,CHCH, 
iF af) 
\Y 


is represented by the diagram H C O, and the predicted en- 
“—_ ee” 


thalpy of rearrangement is 18 kcal/mole. 
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As a last example we may mention the rearrangement of an arylhy- 
droxylamine, such as N-phenylhydroxylamine, which when heated with 
sulfuric acid is converted into p-aminophenol: 


~ NH. 
a @ 
H OH 


ee 


The diagram for this rearrangementisH  C N O, and the 


predicted enthalpy of rearrangement is 32 kcal/mole. 

It must be kept in mind that the equilibrium constant for a reaction 
is determined by the free-energy change accompanying the reaction, 
and not just by the enthalpy change. However, for similar reactions 
the entropy change may often be considered to be essentially the same, 
permitting 4 comparison to be made in terms of the enthalpy change. 


3-11. THE CORRELATION OF COLOR AND BOND CHARACTER 


Often the color of compound is different from that of the ions into 
which it might be dissociated; thus lead iodide is yellow, although both 
plumbous ion and iodide ion are colorless. In 1918 Bichowsky," in a 
paper dealing with “valence colors” of atoms, suggested that this 
change in color is the result of the sharing of electrons between bonded 
atoms, and this idea has been extended by Pitzer and Hildebrand,*? who 
proposed the postulate that the extent of deviation of the color of a 
compound from that of the ions into which it might dissociate may be 
taken as a measure of the deviation of the bonds from pure ionic bonds. 

The color of a substance is determined by its absorption spectrum. 
The colors associated with light of different wavelengths in the visible 
region of the spectrum are given in Table 3-11, together with their 
complementary colors. All colerless ions have absorption bands in 
the ultraviolet; if through a perturbing influence (the formation of a 
bond with increasingly great covalent character) a single absorption 
band of an ion were increased in wavelength so as to pass through the 
visible spectrum, the color of the ion by transmitted light would go 
through the sequence lemon yellow, yellow, orange, red, purple, and 
so on. If Pitzer and Hildebrand’s postulate is valid this sequence of 
colors may thus be used as a measure of the amounts of covalent char- 
acter of compounds of atoms with colorless ions. 

(The eolor of a substance may of course be due to several absorption 
bands; in particular, the color green results from absorption in both 
the red and the blue spectral regions.) 


“ F. R. Bichowsky, J.A.C.S. 40, 500 (1918). 
“" K.S. Pitzer and J. H. Hildebrand, J.A.C.S. 63, 2472 (1941). 
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TABLE 3-11.—SrPEecrraL CoLors AND COMPLEMENTARY COLORS 





Wavelength Spectral colors Their complementary colors 


3900 A 
4000 
4100 Violet Lemon yellow 


4300 Indigo Yellow 


4800 Blue Orange 


5000 Blue-green Red 
5300 Green Purple 


5600 Lemon yellow Violet 


5800 Yellow Indigo 


6100 Orange Blue 


6800 Red Blue-green 


Table 3-12, which is similar to a table presented by Pitzer and 
Hildebrand, gives information about compounds of sulfur and halogens 
with atoms that are known to form colorless ions or to form with 
fluorine analogous compounds that are colorless. The numbers in the 
table are the enthalpies of formation per M—X bond in kcai/mole, 
these beirg also, as mentioned earlier in this chapter, approximately 
equal to the percentages of ionic character of the bonds. There is seen 
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TABLE 3-12.--CoLorR oF SUBSTANCES IN RELATION TO COVALENT CHARACTER OF 
Bonps 48S SHOWN BY ENTHALPY oF Formation (IN Kcat/MOoLs) 
(Compounds are colorless if color is not given) 

-] 
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Electronegativity — 2.5 260 2.8 3.0 





J Ss I Br Cl 

0.9 Nal 136 98 86 69 

1.2 Meg! 77 62 43 42 

1.5 Ay 55 42 25 20 

1.6 Zul! 50 39 25 24 

1.7 Call 47 38 24 17 
Yellow 

1.8 Sn 41 31 19 6 
Yellow Brown 

1.8 Pb 43 33 20 11 
Yellow Black 

1.9 Ag! 30 24 15 4. 
Light yellow Yellow Black 

1.9 SbuI 30 21 g 7 

Yellow Red Orange, black 
2.0 Asill 27 16 5 6 
Yellow Red Red, yellow 

2.2 Ptiv 16 10 5 7 

Red Brown Brown Black 





to be a close correlation between the amount of ionic character of the 
bonds and the color of the substances; with few exceptions the colorless 
substances are those with more than 20 percent ionic character; and, 
moreover, the color deepens with decreasing ionic character, passing 
through yellow (20 to 10 percent) and orange to red and black. 

Thus far we have been discussing the color of electronegative atoms, 
with absorption bands that shift fromm the ultraviolet into the visible 
for increasing amounts of covalent-bond character. For electroposi- 
tive atoms, for which the process of covalent-bond formation involves 
gaining electrons from a donor rather than losing them, the opposite 
effect is observed: with increase in covalent-bond character the ab- 
sorption bands shift toward the violet. The colorless cupric ion, with 
an absorption band in the infrared, becomes blue on hydration to 
{Cu(H.0)].*++; compare the colors of anhydrous CuSO, (colorless) and 
CuS0O,-5H.0 or a cupric ion solution (blue). The color deepens further 
on formation of the still more covalent complex [Cu(NHs), j++ (deep 
blue). Similarly, the yellow nickelous ion (with a band in the violet 
as well as the far red) becomes green on hydration, blue on forma- 
tion of the complex [Ni(NH3).(H20)2|++, and violet as this changes to 
[Ni(NHs)6|++ in 15 N ammonium hydroxide solution. 


CHAPTER 4 


The Directed Covalent Bond; 
Bond Strengths and Bond Angles’ 


Mucx progress has been made in the development of a detailed 
understanding of the nature of covalent bonds through the considera- 
tion of the atomic orbitals (bond orbitals) that can be used as the basis 
of the quantum-mechanical treatment of the bonds. 


4-1. THE NATURE AND BOND-FORMING POWER 
OF ATOMIC ORBITALS 


The energy of a covalent bond is largely the energy of resonance of 
two electrons between two atoms (Sec. 1-5). Examination of the form 
of the resonance integra] shows that the resonance energy increases in 
magnitude with increase in the oyerlapping of the two atomic orbitals 
involved in the formation of the bond, the word “‘overlapping”’ sig- 
nifying the extent to which the regions in space in which the two orbital 
wave functions have large values coincide. (Since the square of an 
orbital wave function is the probability distribution function for the 
electron, the overlapping is essentially a measure of the amount of 
interpenetration of the bond-electron distributions of the two atoms.) 
Consequently it is expected that of two orbitals in an atom the one that 
can overlap more with an orbital of another atom will form the stronger 
bond with that atom, and, moreover, the bond formed by a given orbital will 
tend to lie in that direction in which the orbital 1s concentrated. 

The orbitals of an atom differ from one another in their dependence 


1 The argument of this and the following chapter is taken for the most part 
from my paper “The Nature of the Chemical Bond: Application of Results Ob- 
tained from the Quantum Mechanics and from a Theory of Paramagnetic Sus- 
ceptibility to the Structure of Molecules,” J.A.C.S. 53, 1367 (1931), and the 
preliminary communication, Proc. Nai. Acad. Sev. U.S. 14, 359 (1928). 
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on the distance r of the electron from the nucleus and on the polar 
angles @ and ¢, that is, on their angular distribution. The dependence 
on 7 has been discussed for the hydrogen atom in Section 1-4. It is 
this dependence that in the main determines the stability of the atomic 
orbital, and the primary significance of the orbital for bond formation 






Pz 


Fig. 4-1.—Representations of the relative magnitudes 
of sp orbitals in dependence on angle. 


can be discussed in terms of stability. Stable bonds are formed only 
with use of stable atomic orbitals—the 1s orbital for hydrogen, the 2s 
and 2p orbitals for the first-row atoms, and so on. 

The different stable orbitals of an atom which can be used for bond 
formation do not differ very much from one another in their dependence 
on 7, but they may show a great difference in their angular distribution. 
This can be seen from Figure 4-1, representing the angular distribution 
of an s orbital and the three p orbitals.2, The s orbital is spherically 


symmetrical, and hence can form a bond in one direction as well as in 

3 This figure gives a general idea of the distribution of an electron occupying 
these orbitals so far as orientation is concerned, but it does not show the de- 
pendence on r. 


110 The Directed Covalent Bond 


TABLE 4-]1.-—-OBSERVED VALUES OF BOND ANGLES IN HyDRIDES 
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Experimental 

















Substance Methods Bond angle Reference 
value 
H.O I,M HOH 104 .45° 4-0.10° 1 
HN I WN 107 .3° +0.2° 2 
11.8 Sp, M . iSsH 92.27 =FO0.1" 3 
HP M HPA 93.3° +0.2° 4 
H.Se M HiseH 91.90° +1° 5 
As M fT AsH 4} .8° +0.3° 6 
H.Te I HTeH 89.5° +1° 7 
H3Sb M uSsbH 91.3° +0.3° 8 


eee ee ee ee 





ee en ae erree emrenenne: 
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«J = infrared spectroscopy, M = microwave spectroscopy. 

1. R. Mecke and W. Baumann, Physik. Z. 33, 833 (1932); B. T. Darling and 
D. M. Dennison, Phys. Rev. 57, 128 (1940); D. W. Posener and M. W. P. Strand- 
berg, iid. 95, 374 (1954). The angle is the same in D.0: W. 8. Benedict, N. Gai- 
lor, and Ih. K. Plvler, J. Chem. Phys. 24, 1139 (1956). ~ 

2. G. Herzberg, infrared and ita nan Spectra, Van Nastrand Co., New York, 
1945; the microwave value is 107.3° -+0.2°: M. T. Weiss and M. W. P. Strand: 
berg, Phys. Rev. 83, 567 (1951). 

3. B. L. Crawford, Jr., and P. C. Cross, J. Chem. Phys. 5, 371 (1937); C. A. 
Burrus, Jr., and W. Gardy. Phys. Rev. 92, 274 (1953); H. C. Allen, Jr., and E. K. 
Plyler, ./. Chem. Phys., 25, 1132 (1956). 

4, C, C, Loorsis at M. W. P. Strandberg, Phys. Rev. 81, 798 (1951). 

5. A. W. Jache, P. W. Moser, and W. Gordy, J. Chem. Phys., 25, 209 (1958). 

§. Hef. 4; also G. S. Blevins, A. W. Jache, and W. Gordy, Phys. Rev. 97, 684 
(1955). 

7. K. Rossman and J. W. Straiey, J. Chem. Phys. 24, 1276 (1956). 

8. ef. 4; alao A. W. Jache, G. S. Blevins, and W. Gordy, Phys. Rev. 97, 680 
(1955). : 


any other, whereas the three p orbitals are directed along the three 
Cartesian axes and will tend to form bonds in these directions.? More- 
over, the p orbitals are concentrated in these directions and have mag- 
nitudes 1/3 times as great as that of an s orbital, so far as the angular 
dependence is concerned. Since the radial part of an s orbital and that 
of the p orbitals of the same shell do not differ much, the p orbitals can 
overlap the orbital of another atom more effectively than can the s 
orbital of the same shell; p bonds are stronger than s bonds. It has been 
found on quantitative study of a simple problem of this type‘ that the 
energy of a bond is about proportional to the product of the magnitudes 
of bond orbftals of the two atoms (in their angular dependence); an 
s-p bond would have bond energy about +/3 times that of an ss 


3 The orientation of the axes of reference for the orbitals of an atom is of course 
arbitrary; we should say only that the bond directions for the three p orbitals are 
at right angles to one another. 

‘L. Pauling and J. Sherman, J.A.C.S. 59, 1450 (1937). 
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bond, and a p-p bond would be stronger than an s-s bond by a factor 
of about 3. It is convenient to call the magnitude of a bond orbital in 
its angular dependence the strength of the bond orbital, with value 1 
for an s orbital and 1.732 for a p orbital. 

The conclusion that p bonds tend to be at right angles to one ones is 
verified to some extent by experiment (Table 4-1). In water, with 


H 
the structure :O:H, the bond angle is 104.5°. We expect the bonds 


to be p bonds rather than s bonds for the following reason: A 2s elec- 
tron of oxygen is more stable than a 2p electron by about 200 kcal 
/mole; and if the s orbital were used in bond formation (being then 
occupied effectively by only one electron) rather than for an unshared 
pair the molecule would be made unstable to this extent. The differ- 
ence of 14.5° between the observed value of the bond angle and the ex- 
pected value of 90° is probably to be attributed in the main to the 
partial ionic character of the O—H bonds, estimated in the preceding 
chapter to be 39 percent. This would give a resultant positive charge 
to the hydrogen atoms, which would repel one another and thus cause 
an increase in the bond angle. This effect is discussed in the more de- 
tailed treatment of bond angles that is given in Section 4-3. The large 
value for ammonia, 107°, may be attributed to the same cause. 

In hydrogen sulfide, phosphine, and the hydrides of their heavier 
congeners, in which the bonds are nearly normal covalent bonds, the 
bond angles are observed to be close to 90° (Table 4-1). The vaiues 
given in the table apply to the deuterium compounds as well as to the 
protium compounds. 

With larger atoms attached to the central atom the bond angles lie 
between 94° and 111° (Table 4-2). The increase above 90° may be 
attributed to steric repulsion of these larger atoms (Sec. 4-3). 


4-2. HYBRID BOND ORBITALS; THE TETRAHEDRAL 
CARBON ATOM 


From the foregoing discussion it might be inferred that the quadri- 
valent carbon atom would form three bonds at right angles to one 
another and a fourth weaker bond (using the s orbital) in some arbi- 
trary direction. This is, of course, not so; and, instead, it is found on 
quantum-mechanica! study of the problem thai the four bonds of carbon 
are equivalent and are directed toward the corners of a regular tetrahedron,® 
as had been inferred from the facts of organic chemistry. 


§ This conclusion was first given by J. C. Slater, Phys. Rev. 37, 481 (1931). 

® Pauling, loc. cit. (1); Slater, loc. cit. (5); J. H. Van Vieck, J. Chem. Phys. 1, 
177, 219 (1933); 2, 20 (1934); R. S. Mulliken, zbid. 492; H. H. Voge, ibid. 4, 
581 (1936); 16, 984 (1948); etc. 
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TABLE 4-2.—OBSERVED VALUES OF BOND ANGLES 
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Substance? Method? Bond angle Experimental value 
OF; E FOF 103 .2° +1° 
ClO E CiOCl 110.8°+1° 
(CH;)20 E Coc 111° +3° 
(CH;)3N _#E CNC 108° +4° 
(CH3)2.NCl E CNC 107° ++2° 
CH;NCl, E CNCl 109° +2° 
CINCl 108° +2° 
Ss xX SSS 107 .6° +1° 
Ss EB SSS 105° +2° 
SCl. EB CISCl 102° +3° 
(CH3;)28 BE CSC 106° +3° 
P (black) x PPP 99° +1° 
102° +1° 
P(CHs3); M CPC 99.1°+0.2° 
PF; E FPF 104° +4° 
PCl]F 10) CIPCl 102° +3° 
PCI, M CIPC} 100 .0°+0.3° 
PBr; E BrPBr 101 .5°+1.5° 
PI; E IPI 102° +2° 
Se x SeSeSe 104° +2° 
Seg x SeSeSe 105° =+1° 
As x AsAsAs 97° +2° 
As(CHs)s E CAsAs 96° + 5° 
Asks M FAsF 102° +2° 
AsCls M CiAsCl 98 .4°+0.5° 
AsBr; E BrAsBr 100 .5°+1.5° 
Asls E TAsI 101° +1.5° 
Te x TeTeTe 104° +2° 
.TeBre E BrTeBr 98° +3° 
Sb x SbSbSb 96° +2° 
SbCl, M CiSbCl 99 .5°+1.5° 
SbBrs B BrSbBr 977 +2° 
SbI, E ISbI 99° +1° 
Bi x BiBiBi 94° +2° 
BiCls E CIBiC} 100° +6° 
BiBr; E ErBiBr 100° +4° 








° For references see Sutton, Interatomic Distances. The value for P(CHs)z is 
from D. R. Lide, Jr., and D. E. Mann, J. Chem. Phys. 28, 572 (1958). 

> The letters E, M, and X designate electron diffraction of gas molecules, mi- 
crowave spectroscopy of gas molecules, and x-ray diffraction of erystals, re- 
spectively. 


A rigorous quantum-mechanical treatment of directed valence bonds 
has not been given, for the reason that the Schrédinger wave equation 
has not been rigorously solved for any complicated molecule. Several 
approximate treatments have, however, been carried out, leading ina 
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reasonable way to results such as those described below. Of these 
treatments we shall describe only the simplest one, which is, indeed, 
the most powerful one, in that it leads directly to the largest number 
of satisfactory results. | 

The simple theory that we use is based on the reasonable postulate 
given at the beginning of this chapter about the dependence of the 
bond-iorming power (the strength) of a bond orbital on its angular dis- 
tribution. From it, by the use of general quantum-mechanical princi- 
ples, there is derived the whole body of results about directed valence, 
including not only the tetrahedral arrangement, of the four single bonds 
of the carbon atom but also octahedral and square configurations of 
bonds (as well as other configurations), together with rules for the oc- 
currence of these configurations, the strengths of the bonds, and the 
relation of configuration to magnetic properties. In this way a single 
reasonable postulate is made the basis of a large number of the rules of 
stereochemistry and is found to lead to several new stereochemical re- 
sults. 

There are four orbitals in the valence shell of the carbon atom. We 
have described these as the 2s and the three 2p orbitals, with bond 
strengths 1 and 1.732, respectively. These are, however, not the orbi- 
rals used directly in bond formation by the atom. (They are especially 
suited to the description of the free carbon atom; if quantum theory 
had been developed by the chemist rather than the spectroscopist it is 
probable that the tetrahedral orbitals described below would play the 
fundamental role in the theory, in place of the s and p orbitals.) Now 
in general a wave function for a system can be constructed by adding 
together other functions, the wave function for the normal state being 
the one that minimizes the energy of the system. The energy of a 
system of a carbon atom and four attached atoms is minimized by 
making the bond energies as large as possible. It is found that a bond 
orbital formed by linear combination of s and p orbitals, taken with a 
certain ratio of numerical coefficients, has a bond strength greater than 
that for an s or p orbital alone, the strength of the best s-p hybrid 
bond orbital being as great as 2. The angular dependence of this or- 
bital is shown in Figure 4-2. It is seen that the orbital is greatly con- 
centrated in the bond direction (its axis of rotational symmetry), and 
it can be understood that this orbital would overlap greatly with the 
orbital of another atom and would form a very strong bond. We ex- 
pect this hybridization to take place in order that the bond energy may 
' be a maximum. 

A surprising result of the calculations, of great chemical significance, 
is the following: when it is sought to make the energy of a second bond 
as large as possible, by forming another hybrid orbital of maximum 


114 The Directed Covalent Bond 


bond-forming power, it is found that this second best bond orbital is 
equivalent to the first, with strength 2, and that zis bond direction 
makes the tetrahedral angle 109°28' with that of the first. Moreover, a 
third and a fourth equivalent orbital can be constructed, the four being 
directed toward the corners of a regular tetrahedron; but then no more 
orbitals are left in the valence shell. It is convenient to call these four 
best s—p bond orbitals tetrahedral orbitals. 

The postulate of the tetrahedral carbon atom in classical stereo- 
chemistry requires that the atom have a configuration that is tetra- 
hedral but is not necessarily that of a regular tetrahedron; so long as 


Z 


Fiq. 4-2.-—The angular dependence of a tetra- 
hedral orbital with bond direction along the zx 
axis. 


‘the four bonds have a general tetrahedral orientation the phenomenon 
of optical activity is accounted for. There is no need for the Ri —C—Rz 
bond angle in CR: ReRsR, to be near 109°28’; it might be 150° or more. 
The result of the bond. orbital treatment described above requires, 
however, that the carbon bond angles be close to the tetrahedral angle, 
since change from this value is associated with loss in bond strength of 
the carbon orbitals and hence with decrease in stability of the system. 
It is of great interest that in hundreds of molecules containing a carbon 
atom attached by four single bonds to atoms of different kinds experi- 
mental values of bond angles have been determined that almost without 
exception lie within 2° of the value 109°28’ corresponding to tetrahedral 
orbitals. A few of these values are given in Table 4-3. 


TABLE 4-3.— OBSERVED VALUES OF BoNp ANGLES 
FOR QUADRICOVALENT ATOMS? 
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Substance? Method: Bond angle? Experimental value 
CH;Cl M HCH 110.5° + 0.5° 
CH2Cle M HCH 112.0° + 0.3° 
CiCCl 111.8° + 0.3° 
CHCl, M CICCI 110.4° + 1° 
CH,;Br M HCH 111.2° + 0.5° 
CHBr; M BrCBr 110.8° + 0.3° 
CHI M HCH 111.4° +0.1° 
CHI; E ICI 113.0° + 1° 
CHeF-2 M FCF 108.3° +0.1° 
HCH 111.9° +0.4° 
CHF; M FCF 108.8° + 0.8° 
E FCF 108.5° + 0.5° 
CH.CIF M CICF 110.0° +0.1° 
HCCl 109.1° + 0.2° 
HCH 111.9° + 0.5° 
CHCIF, E FCF 110.5° + 1° 
; CICF 110.5° + 1° 
CCIFs bo} FCF 108.6° + 0.4° 
CCl1,F E CICCI 111.5° + 1° 
CBrCl,; E CICCI 111.2° + 1° 
CH;0H M HCH 109.3° + 0.8° 
CH;SH M HCH 110.3° + 0.2° 
CH;NHs M HCH 109.5° + 1° 
CH;CHF, M FCF i09.2° + 0.1° 
CCF 109.4° + 0.1° 
HCC 109.8° + 0.2° 
CH, M, E HCH 109.3° + 0.5° 
CCl B CICCI 109.3° + 0.5° 
F;CCCCRE, E FCF 107.5° + 1° 
Glycine Xe CCN 111.8° + 0.3° 
SiH. F M HSi 109.3° + 0.3° 
SiHF; M FSiF 108.2° + 0.5° 
SiH; Cl M+I HSiH 110.2° + 0.3° 
SiH2Cl, E CISiCl 110° +1° 
SiHCIl, M CISiCl 109.4° + 0.3° 
SiH; Br M HSiH 111.3° + 1° 
SiHEr; K BrSiBr 110,5° + 1.5° 
SiH;I I HSiH 109.9° + 0.4° 
SICIF; E FSiF 108.5° + 1° 
Si2Cl, E Cl1siCl 109 .5° + 1° 
CH;SiHF, M/ FSiF 106.7° +0.5° 
HSiC 116.2° + 1° 
CSiF 109 .8° + 0.5° 
GeH;,;Cl M HGeH 110.9° + 1.5° 
GeHCl; M Cl1GeCl 108.3° + 0.2° 
GeCIF; M FGeF 107.7° + 1,5° 
CH;GeHs; Me HCH 08 .2° + 0.5° 
HGeH 108.6° + 0.5° 








*« References for the values in this table, except as noted below, may be found 
in Sutton, Interatomic Distances. 

6 All carbon bond angles reported by Sutton as having standard deviations less 
than 1° are given in this table. 

¢ The letters EH, M, I, and X designate electron diffraction, microwave spec- 
troscopy, infrare ppectnocceny and x-ray diffraction, respectively. 

@ Other bond angies about the quadricovalent atom can be evaluated by the 
approximation that the average value of the six bond angles for small deviations 
from the tetrahedral value 109.47° is equal to this value. 

¢R. E. Marsh, Acta Cryst. 11, 654 (1958). Many more values of bond angles 
have been reported from x-ray studies of crystals. 

‘J. D. Swalen and B. P. Stoicheff, J. Chem. Phys. 28, 671 (1958). 

eV. W. Laurie, Bull. Am. Phys. Soc. 3, 213 (1958). 
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An interesting feature of these values is the surprisingly large value 
of the HCH angle. With this exception, the bond angles clearly reflect 
the differences in the van der Waals radii of the ligands. For example, 
the XCX values (X = halogen) for the trihalogenomethanes HCFs, 
HCCl;, HCBrs, and HCI; are 108.8°, 110.4°, 110.8°, and 113.0°, respec- 
tively; the angle increases with increase in size of the halogen atom, as 
would be expected because of the van der Waals repulsion, which is 
greater for two halogen atoms than for a halogen atom and a hydrogen 
atom. However, although the hydrogen atom is smaller than any 
halogen atom, the HCH angle is found in general to be larger than the 
HCX angles; for the six methyl and methylene halogenides in the table 
the average value of the HCH angle is 111.5° and that of the HCX 
angles is 108.4°. This difference can be accounted for as the result of 
the difference in size of the atoms, when the difference in C—X and 
C—H bond lengths is also taken into consideration. 

For quadricovalent silicon, germanium, and tin (and also for atoms 
such as nitrogen in a substituted ammonium ion) the same tetrahedral 
orientation of bonds is expected, since 38-3, 48-4p, and 5s-5p hy- 
bridization is the same as that for the 2s-2p system. Observed values 
of bond angles in unsymmetrical compounds of these substances are 
also included in Table 4-3. 

There are many symmetrically substituted compounds (CHy, C(CHs),, 
CCl, Si(CH3)4, Ge(CHs)4, Sn(CHs)4, éte.) in which the bond angles are 
known to be tetrahedral; these are not included in the table, since they 
provide no serious test of the theory. 

A still more surprising result about the significance of the concept of 
the carbon atom as a regular tetrahedron is provided by the methy]- 
ethylenes. The picture of the carbon-carbon double bond as involv- 
ing the sharing of an edge by two regular tetrahedra leads to the tetra- 
hedral value 125°16’ for the single-bond: double-bond angle. The elec- 
tron-diffraction value for this angle in both isobutene and tetramethyl- 
ethylene is 124°20’+1°, and the microwave value for phosgene, 
CiL.C=0O, is 124.3°. 

Derivation of Results about Tetrahedral Orbitals.—-The results 
about tetrahedral bond orbitals described above are derived in the fol- 
lowing way. We assume that the radial parts of the wave functions 
y. and ¥»,, vp,, Yr, are so closely similar that their differences can be 
neglected. The angular parts are | 

s = ] } 
De = V/3sin Ocos¢ 
Py = V/dsin 6sin 


Ds = V3 C08 6 


(4-1) 
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6 and ¢ being the angles used in spherical polar coordinates. These 
functions are normalized to 4x, the integral 


2" . 
f f f? sin Odé@dd 
0 0 


of the square of the function taken over the surface of a sphere having 
the value4z. The functions are mutually orthogonal, the integral of the 
product of any two of them (sp,, say) over the surface of a sphere being 
zero. 

Now we ask whether a new function 


jf = as + bp. + cp, + dp, (4-2) 


normalized to 4r (this requiring that a? + b? + c? + d? = 1) can be 
formed which has a larger bond strength than 1.732, and, if vo, what 
function of this type has the maximum bond strength. The direction 
of the bond is immaterial; let us choose the z axis, It is easily shown 
that p, and py, do not increase the strength of a bond in this direction, 
but decrease it, s0 they are ignored, the function thus assuming the 
form 


fi=oas+ VJ/1 — a*p, (4-3) 


in which d is replaced by ./1 — a? for normalization. The value of 
this in the bond direction ¢@ = @ is, on substituting the expressions for 
sand p,, 


fit@ = 0) = a+ V3 — a) 


This is made a maximum by differentiating with respect to a, equating 
to zero, aud solving, the value a = 4 being obtained. Hence the best 
bond orbital in the < direction is 
1 | W38 i 3 
fy 8 ee = RH aoe -—~ COs @, (4-4) 


v 
This orbital hag the form shown im Figure 4-2. Tis strength is seen to 
be 2 oy placing 6 = O cos ® = I. 
We now consider the function 


Se ax ag - bp. t aps 


which is orthegenal to fi, aatisfying the requirement 


Qr r 
f f fife sin 6dddo = QG, 
0 vG 
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and which has the maximum value possible in some direction. (This 
direction will lie in the zz plane; i.e., 9 = 0, since p, has been left out.) 
It is found on solving the problem that the function is 


F 1. > a V2 1 
O. same Re s§ SS Pe ee 
2° VB 27 
This function is seen on examination to be identical with /; except that 
it is rotated through 109°28’ from f;. In the same way two more func- 
tions can be constructed, each identical with f; except for orientation. 
An equivalent set of tetrahedral bond orbitals, differing from these 
only in orientation, is 
diy = 3(8 + Pe + Dy + Dz) 
hii = 2(8 + ps — Py ~ Pe) 
fini = 3(8 — De + Dy — Pe) 
fin = 3(8 — Pz — Py + De) 


The strength of an s-p hybrid orbital increases with increase in the 
amount of p involved from 1 (pure s) to a maximum value of 2 (tetra- 
hedral orbital) and then decreases to 1.732 (pure p), in the way shown 
by the dashed curves in Figure 4-3, in which the square of the bond 
strength (that is, the product of the strengths of equivalent orbitals of 
two atoms forming a bond) is showr as a function of the nature of the 
orbitals. That the strength of the orbital is a measure of its bond- 
forming power is shown by the approximation of these curves to the 
full curves, which represent the calculated energy of a one-electron 
bond as a function of the nature of the bond orbitals.’ . 

Quantum-mechanical Description of the Quadrivalent Carbon Atom. 
—The description that is given above of the quadrivalent carbon atom 
as forming four sp* bonds is somewhat idealized. In a later section 
(Sec. 4-5) it is pointed out that the bond orbitals have some d and f 
character. Moreover, the four valence electrons are not closely de- 
scribed by the electron configuration sp’, even aside from the contribu- 
tion of configurations involving d and f orbitals. —‘ 

The most. stable atomic energy levels of the carbon atom are shown 
in Figure 4-4. The three lowest levels, with Russell-Saunders symbols 
’P, 1D, and 1S, correspond to the configuration 2s72p?._ This configura- 


Ds (4-5) 


7 Pauling and Sherman, loc. cit. (4). Calculations of the bonding power of 
2s-2p hybrid orbitals have been reported also by R.S. Mulliken, J. Chem. Phys. 
19, 900, 912 (1951). C. A. Coulson and G. R. Lester, Trans. Faraday Soc. 51, 
1605 (1955), have made calculations for excited states of the hydrogen molecule- 
ion that agree reasonably well with the postulate that the strength S of an orbital 
determines its bond-forming power. 
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Bond energy and bond strength 





Fig. 4-8.—Square of bond strength (dashed curves) and 
calculated bond-energy values (full curves) for hybrid sp 
orbitals varying from pure p orbitals (a@ = 0, left) to pure 
s orbitals (a = 10, right). The upper pair of curves are 
for L orbitals (2s and 2p), and the lower, with shifted verti- 
cal scale, for M orbitals (33 and 3p). 


tion has two unpaired electrons and can be the basis of ths bivalent 
state of the carbon atom. The quadrivalent carbon atom requires 
contribution of the configuration 2s2p*. The six atomic levels based 
upon this configuration are shown in the figure. Their promotion 
energy (energy relative to the lowest state) ranges from 100 kcal/mole 
to 345 kcal/mole, with an average of 208 kcal/mole. The difference 
in energy of a 2p electron and a 2s electron of carbon is given by 
Slater,’ in his compilation of values of one-electron energies, as i99 
kcal/mole; this is the promotion energy of the configuration 282p*. 

A detailed quantum-mechanical treatment of methane has been 
carried out by Voge.® He took into consideration the configurations 
28*2p?, 2s2p*, and 2p‘ and minimized the energy of the molecule in 


8 J. C. Slater, Phys. Rev. 98, 1093 (1955), 
® Voge, loc. cit. (6). 
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order to find the best wave function based on these carbon-atom con- 
figurations. He found that his best. wave function was one to which 
the configuration 2s2p* contributed only about 60 percent, the re- 
mainder being contributed by the other two configurations. The en- 
ergy of the valence state relative to that of the normal state of the 
isolated carbon atom was calculated to be about 100 kcal/mole, that 
for the pure quadrivalent state being 162 kcal/mole. 


15 ev ———~ sp’ p® 
—- sp¥*5° 
Energy —— sp"'0° 
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The contributions of 2s?2p? and 2p‘ might be described as represent- 
H H 


ing resonance with bicovalent structures such as | :C . It ig my 
H H 

opinion, however, that it is not worth while in general to introduce such 

2 complication into the discussion of the structure of simple molecules. 


4-3. THE EFFECT OF AN UNSHARED PAIR ON HYBRIDIZATION 


Since tetrahedral orbitals forra stronger bonds than other &p orbitals 
it might be thought that hybridization to tetrahedral orbitals would 
always occur in bond formation. . The tendency to use the best bond 
orbitals is, however, resisted in the case of atoms with an unshared pair 
(or more than one) by the tendency to keep the unshared pair in the e 
orbital, which is more stable than the p orbitals. In OF,, for example, 
the use of tetrahedral orbitals in bond formation would require that 
half of the s orbital (which is divided equally among the four tetra~ 
hedral orbitals) be used for shared pairs and: only half for unshared 
pairs. Since a shared pair counts as only one electron for each atom, 
this would involve the loss of one-quarter of the extra stability due toa 
pair of s electrons, and the atom will strive to prevent this. On the 
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other hand, the bonds will strive to be as strong as possible. In conse- 
quence a compromise will be reached such as to minimize the energy for 
the molecule.as a whole; the bond orbitals will have a small amount of 
s character and be intermediate between p bonds and tetrahedral 
bonds, with the unshared pair utilizing most of the s orbital. The 
bond strengths of these bonds will be between 1.732 and 2, and the 
angles between the bond. directions will be increased somewhat from 
the p-bond value 90° toward the tetrahedral value 109°28’. 

A simple quantitative treatment of the amount of hybridization of 
bond orbitals of this kind can easily be carried out. Let us represent 
the bond orbital as 


Se ae eae rs (4-6) 


in which for convenience the bond is taken to extend along the z axis. 
The coefficients of s and p, have values that normalize y (sum of the 
squares equals unity). The orbital has the amount a? of s character 
and (1 — a?) of p character. 

The strength S of the bond orbital is given by 


S=a+tvl — a¥3. (4-7) 


The bond energy is assumed to be proportional to S%. We may use b 
for the coefficient of proportionality. 

There is, however, also another energy term that must be taken into 
consideration—the energy of the unshared pair of electrons. If the 
bond orbital is a p orbital the unshared pair occupies the s orbital, and 
only a single electron (one of the two involved in forming the bond) 
occupies the p orbital, whereas if the bond orbital is an s orbital there 
are two electrons occupying the p orbital and only one the s orbital. 
Hence the energy of the atom itself depends upon the degree of hy- 
bridization of the bond orbital; it increases by the amount a?(H, — &,), 
where ZH, — E,, the difference in energy of a p electron and an s electron 
‘in the atom, is called the s-p promotion energy. Since this energy term. 
is opposite in sign to the principal bond-energy term bS, the effective 
bond energy is 


B= bia+ V1 — 03/3)? — o(E, — E,). (4-8) 


The hybridization parameter a is to be chosen so as to make the 
energy of the molecule a minimum, that is, to make the bond energy B 
have its maximum value. Hence we differentiate B with respect to a 
and equate to zero, to obtain the equation 

‘eee, ye . V8a 
2b(a + V1 — a?V/3) (1 —_ ==} —2a(H, — EE.) =0 (4-9) 
a 


— i, 
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The bond-energy coefficient b can be eliminated between Equations 
4-7 and 4-8, to give the following equation, in which terms in powers of - 
a higher than the square have been neglected: 


B= (Ey ~ E,)(V3a + 3a?) (4-10) 


This equation is accurate to 1 percent for values of a not greater than 
0.25. ) 

The sp promotion energy can be obtained from spectroscopic values 
of atomic energy levels. For the valence shell of all atoms its value is 
approximately 180 kcal/mole. | 

It is found by substitution in Equation 4-9 that the bond energies 
110.6 kcal/mole for O-—H and 93.4 kcal/mole for N—-H correspond to 
a = 0.247 and 0.219, respectively. The value of a? gives the amount 
of s character in the bond orbital; hence the bond orbitals in water and 
ammonia are estimated by this calculation to have about 5 percent or 
6 percent of s character. 

We may predict the corresponding bond angles by finding the direc- 
tions in which two mutually orthogonal bond orbitals have their maxi- 
mum strength. For convenience let us take one of the orbitals along 
the z axis and the other in the zz plane. They then have the general 
form 


vii = as + Bip, 
Yo = as + Bods + Y2Pz- 


Each function is to be normalized; hence a? + 8,2 = 1 and a? + £,? 
+ y.2 = 1. The condition that the two functions be orthogonal is 
a? + 6:82 = 0. Hence we find the values fi = V1 — ao, fo = 
— at/s/1 — of, and y2 = V1 — 2a2//1 — a. It is found on ex- 
amining y¥2 that its maximum is in the direction with 82 and ye propor- 
tional to direction cosines relative to the z and x axes, and hence that 
the cosine of the bond angle is —a?/(1 — a); the bond angle itself is 
then approximately 90° + 57° a, for small values of a’. 

Calculated and observed values of the bond angles are compared in 
Table 4-4; the agreement is only rough. Thelack of better agreentent. 
may be due in part to the simplified nature of the treatment, in par- 
ticular, to the neglect of the d and f character of the bond orbitals that 
will be discussed in Section 4-5. 

The largest deviations are shown by water and ammonia, the mole- 
cules with bonds that have a considerable amount of ionic character. 
A possible explanation of part of the deviation is that the repulsion of 
the charges of the hydrogen atoms causes the angle to increase.!° 





10 For a discussion of these bond angles based on the electron distribution of 
the ventral atom see J. W. Linnett and A. J. Poé, Trans. Faruduy Soc. 47, 1033 
(1951). 
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TABLE 4-4.--COMPARISON OF OBSERVED AND CALCOU~ 
LATED VALUES OF BOND eNGEes 


NN ot LE NI He NT me Ne en fre ny SEER ey ne i ren A treat RR 











| terete ee 


Bond angle 














Molecule Value of a 

Calculated Observed 
H.0 0.247 93 .5° 104.45° 
HS 194 92.1° 92.2° 
H2Se 164 91.5° 91.,0° 
H:Te 146 91.2° 89 .5° 
NH; 219 92.7° 107 .3° 
PH; 185 91 .9° 93 .3° 
AsH;, 148 91.2° 91.8° 


— 


Some support of this suggestion is given by the fact that smaller values 
of the oxygen bond angle are found in some other molecules: 101.5° 
+ 0.5° in H,O2 (neutron diffraction of the crystal!!), 103° in OF, (elec- 
tron diffraction??). 

Contribution of Unshared Electron Pairs to the Electric Dipole Mo- 
ments of Molecules.—In the preceding chaptcr we discussed the dipole 
moments of molecules, in relation to the partial ionic character of 
bonds, without considering the possible contribution of unshared elec- 
tron pairs. A simple treatment based on hybrid orbitals provides some 
justification of this procedure. 

In the foregoing treatment of the water molecule, which we shall use 
as an example, each of the two bend orbitals of the oxygen atom has 
been calculated to have 6 percent s character and 94 percent p char- 
acter. Each of the two unshared-pair orbitals then has 44 percent s 
character and 56 percent p character. The maxima for the unshared- 
pair orbitals lie in directions making an angle of 142° with one another 
and such that their resultant is opposed to that for the two bond orbit- 
als, which have their maxima at 93.5° with one another. The com- 
ponent for the four unshared-pair electrons is determined by the direc- 
tion cosine —0.34, and that of the two bonding electrons of the oxygen 
atom by the direction cosine 0.68; hence the contribution of the four 
unshared-pair electrons te the dipole moment is me balanced by that 
of the two bonding electrons.'® 


uW. R, Busing and H. A. Levy, Am. Cryst. Ass’n Meeting, Milwaukee, June 
1958. 

% J, A. Ibers'and V. Schomaker, J. Phys. Chem. 57, 699 (1953). 

13 In this discussion the orbital moments (along the orbital axes) have been 
assumed to be equal for bond orbitals and unshared-pair orbitals. Calculation 
of the moment (average value of cosine of angle with bond axis) for the sp hybrid 
orbitals leads to a value only half as great for the bond orbital as for the unshared- 
pair orbital. However, equality is found when the d-character (4 percent) and 
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A similar treatment of other molecules, such as ammonia, leads also 
to the conclusion that the electric moments of the unshared electron 
pairs and the bonding electrons largely neutralize one another. 


4-4, ORBITALS FOR INCOMPLETE s-p SHELLS 


In boron trimethyl, B(CHs)s, only three of the four orbitals of the 
valence shell are used. If the best bond orbitals were utilized the 
C-—-B—C bond angles would be near 109°28’. However, the molecule 
obtains added stability by using the s orbital as completely as possible, 
and this tends to cause the s orbital to be divided among three bond 
orbitals, which are found by the simple theoretical treatment to be 
coplanar and to make angles of 120° with one another. Whether this 
effect would take place completely or whether the bonds would resist 
this weakening to some extent cannot be predicted; it is found experi- 
mentally® that the boron trimethyl molecule is planar, with 120° 
angles, indicating that the bond orbitals are those obtained by dividing 
the s orbital among three. . 

The formation of a fourth bond by boron would strengthen the bonds 
(all bond orbitals becoming tetrahedral) and stabilize the molecule; we 
can thus understand the ability of boron trimethyl to add ammonia to 


H3C 
| ee are 
give the compound H,;C--B—-N--H. The boron halogenides, whose 


ra a 
HC H 
structures are discussed in Section 9-5, similarly add molecules con- 


Cl 
ae | a 
taining unshared pairg to give products such as Cl—B—N==C—CH,, 
Cl 
formed from boron trichloride and methyl cyanide. The electric di- 


pole moment of ammonia-borane, HzBNHes, is 4.9 D (measured in di- 
oxane solution) ;!* this value is a reasonable one for the structure 


f character (2 percent) of the bond orbital are taken into consideration (Sec. 
4-5), 
4 The three bond orbitals (taken in the zy plane) are 


14,” re See ae a re ae 
/3 J/3 Pz) J/3 /6 Pz /2 Py» WE Vb Px We} Py- 
Their bond strength is 1.991, only slightly less than that of tetrahedral orbitals. 


1A. A. Lévy and L. O. Brockway, J.A.C.S. 59, 2085 (1937). 
16 J. R. Weaver, 8. G. Shore, and R. W. Parry, J. Chem. Phys. 29, 1 (1958). 
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H H 
Ns +7 
H—B—N—H 
H H 


In a molecule such as mercury dimethyl the two bond orbitals would 
be expected to use all the s orbital between them.!? The simple treat- 
ment shows that the two bonds would then be opposed. This is sub- 
stantiated by the observation of a linear configuration for gas mole- 


Fiqa. 4-5.—The arrangement of atoms of 
gold (small circles), carbon, and nitrogen 
in the hexagonal crystal AuCN. 





cules of HgCh, HgBre, HgI:,CHsHgCl, CH;sHgBr, and Hg(CHs)s, and 
also of a linear configuration for the molecules He:Ch,, HgsBra, and 


Hgal: (with electronic structures :XHg—Hg—X: ) in crystals. A 


similar configuration is expected for bicovalent complexes of univalent 
copper, silver, and gold. It has been verified for the [AuCl,]~ ion} 
and the [Ag(CN)-]~ ion,}* and also for AUCN crystal? (Fig. 4-5). In 


17 The two corresponding bond orbitals (with bond directions taken along the 
x axis) are 


1 1 
vg (8 + Pe) and vy ff — Bedi 


their bond strength is 1.932. 

18 N. Elliott and L. Pauling, J.A.C.S. 60, 1846 (1938). 

1° J. L. Hoard, Z. Krist. 84, 231 (1932). 

2° G. 8. Zhdanov and E. A. Shugam, Zaur. Fiz, Khim. 19, 519 (1945); Acta 
Phystcochim. U.R.S.S. 20, 253 (1945). 
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the AuCN crystal there are covalent bonds between both the nitroger 
atom and the carbon atom of the cyanide group and the gold atom, sc 
as to form very long —Au—C==N—Au—C=N—Au—--- molecules 
which are packed in a hexagonal array. 


4-5. CONCENTRATION OF BOND ORBITALS 


The description of the bond orbitals of the carbon atom as sp? tetra- 
hedral hybrid orbitals is satisfactory in many respects, but it can be 
improved. One improvement is that of concentrating the orbitals 
more closely about the bond direction by the introduction of some d 
and f character.?! | 

Concentration of bond orbitals was recognized2? in the bond orbitals 
of the hydrogen atoms in H2+ and Hy as evaluated by minimizing the 
energy (Secs. 1-4 and 1-5). It was found that the best 1s orbital is not 
that for the free hydrogen atom; instead, the orbitals are shrunk to- 
ward the hydrogen nuclei, corresponding to effective nuclear charges 
1.23 for Hf and 1.17 for H:. Moreover, much improvement is ob- 
tained by adding some 2p orbital (2 percent for H} and 1 percent for 
Hz), which further concentrates the orbital into the region of low po- 
tential energy for the electron, between the two nuclei. 

“We may accordingly expect that the bond orbitals of the carbon 
atom will be found on careful examination to be hybrids with some d 
and f character in addition to their principal sp? character. A rough 
estimate of the amounts of d and f character can be made by a simple 
calculation. 

Let us consider a bond along the z axis. The only orbitals that ex- 
ténd in this direction have the following radial wave functions; all 
others have nodes along the z axis: 


s=] 
Ds = V/3 cos 0 
d, = +/5/4(3 cos? 6 — 1) 
fe = V7/4(5 cos’ @ — 3 cos 8) 
gs = (3/8)(35 cos* @ —- 30 cos? 8 + 3) 


etc. 


(These functions are normalized to 47.) 
If the radial parts of the terms of a hybrid bond orbital of the form 


y = as + Bp, + yd. + Of. (4-11) 


2 7,, Pauling, Proc. Nat. Acad. Set. U. 8. 44, 211 (1958). 
22 1, Pauling, J.A.C.S. 53, 1367 (1931). 
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were the same, the bond-forming power wauld be represented by the 
bond-strength function ! 


S=at V38+ V5y+ V765 (4-12) 


In fact, the radial parts are somewhat different, but we may use this 
function in carrying out our rough calculation. 

The orbital 4-11 has y? as its amount of d character and 82 as its 
amount of f character. Let Pa be the promotion energy of the d orbital 
(the energy required to promote an electron from the sp? orbital to the 
d orbital) and Py; be that of the f orbital. Then the bond energy must 
be corrected by the effective promotion energy y?Pa + 8?P; Wemay 
take the energy of the bond itself as proportional to S (equal to bS; the 
value b=36 kcal/mole leads to the correct C—C single-bond energy); 
the effective bond energy is then given by the equation 


Effective bond energy = bS — y?Pz — 8?P; (4-13) 


Values of the promotion energy can be estimated in the following 
way. In Hf} and H, the 2p orbital that minimizes the energy, when 
combined with the 1s orbital, has an effective nuclear charge such as 
to make 7, the average value of the distance of the electron from the 
nucleus, about 40 percent greater than for the normal hydrogen atom. 
This 2p orbital, with effective nuclear charge Z’ = 2.4, can be de- 
scribed as a hybrid of the true 2p, 3p, 4p, - - - orbitals of the hydrogen 
.atom, including the p orbitals of the energy continuum (energy greater 
than that needed for ionization). We assume that the d, f, and g 
orbitals that contribute to the bond orbitals of the carbon atom have 
the form 3d, 4f, and 5g, but with effective nuclear charges such as to 
make the value of 7 equal to $ that for the sp* orbitals. A simple cal- 
culation then leads to promotion energies Pz = 0.67 I, Py = 1.37 I, 
and P, = 2.21 I, where I is the ionization energy of sp? electrons of 
the carbon atom. With J given the value 260 kcal/mole, the promo- 
tion energies are found to be 174, 356, and 575 kcal/mole, respectively. 

When the effective bond energy (Equation 4-13) is minimized relative - 
to y and 6, their values are found to be 0.20 and 0.14, respectively. (In 
this calculation @ is kept constant at.0.50; the value of 8, satisfying the 
normalization equation a? + 6? + y? + & = 1, is 0.83.) Hence the 
best bond orbital is given by this calculation as having about 4 percent 
d character and 2 percent f character.?* 

The bond orbital found in this way, ¥ = 0.50 s + 0.83p, + 0.20 d, 
+ 0.14 f., is shown by the full curve in Figure 4-6. It is seen that, 

** An earlier calculation (Pauling, loc. rit. (21]), made with a larger estimated 


value of Pa, gave 2 percent d character. The g character can be neglected (cal- 
culated 0.8 percent). 
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even though the amount of d and f character is small (total 6 percent), 
the orbital is significantly more concentrated in the bond direction than 
the sp* orbital (dashed curve). Its strength, 2.76, is 38 percent greater 
than that of an sp* orbital. 

A bond formed by two such orbitals, with energy proportional to S?, 
has bond energy nearly double (1.90 times) that of a bond formed by 
two sp? orbitals. The d and f character may have significant effect on 


Fig. 4-6.—Tetrahedral bond or- 
bital with 4 percent d character 
and 2 percent f. 





many properties of bonds, such as bond angles. Especially significant 
is the restriction of rotation about single bonds, which is discussed in 
Section 4-7. 


4-6. ELECTRON DISTRIBUTION IN COMPLETED SHELLS 


Atoms and ions with noble-gas electron configurations have usually 
been described as having spherical symmetry. For some considera- 
tions this description is satisfactory; for others, however, it is ad- 
vantageous to consider the atoms or ions to have a shape other than 
spherical—the helium atom can be described as deformed to a prolate 
ellipsoid of revolution, and the neon atom and other noble-gas atoms as 
deformed to a shape with cubic symmetry. 

If the structure of the helium atom were exactly described by the 
symbol 1s? and that of neon by 1s*2s?2p* these atoms would have 
spherically symmetrical] electron distributions. However, the mutual 
repulsion of the two electrons in the atom causes them to avoid one 
another; the wave function for the atom corresponds to a larger prob- 
ability for the two electrons to be on opposite sides of the nucleus than 
on the same side (for the same values of the distances of the two elec- 
trons from the nucleus, there is greater probability that the angle de- 
scribed at the nucleus by the vectors to the electrons is greater than 
90° than that it is less than 90°). This effect, which is called correla- 


% It was proved by A. Unséld, Ann. Physik 82, 355 (1927), that the sum of the 
squares of the wave functions of a subshell (such as the three 2p orbitals) is 
independent of 6 and ¢, and hence is spherically symmetric. 
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tion of the electrons, stabilizes the helium atom® by 26 kcal/mole. 
Correlation is achieved by the assumption of some p character (and 
smaller amounts of d, f, -- + character) by the electrons. 

The electron distribution of the helium atom in field-free space is, of 
course, spherically symmetric. The atom has, however, a large polar- 
izability in a quadrupole electric field, which we may ‘ascribe to ne 
partial orientation of the prolate ellipsoid. 

A consequence of the Pauli exclusion principle is that electrons with 
parallel spins tend to avoid one another; it is said that about an electron 
there is a Fermi hole which other electrons tend to avoid. In conse- 
quence, four electrons with parallel spins occupying the four sp? orbitals 
of an atom tend to assume relative positions .corresponding to the 
corners of a tetrahedron about the nucleus.* Hence the carbon atom 
in the state 1s?2s2p* 5S may be described as tetrahedral. The effect 
of correlation is to increase the tetrahedral character by the assumption 
by the orbitals of some ad, f,--- character, which concentrates them 
about the tetrahedral directions. 

It has been assumed*:?? that the neon atom and other atoms with 
an s*p* outer shell also may be described as tetrahedral. However, the 
four sp* electrons with positive spin are independent of the four with 
negative spin, and the two corresponding tetrahedra are free to assume 
arbitrary relative orientation.”* Correlation requires that the most 
stable relative orientation be the inverse one; hence the neon atom and 
the other s*p* atoms can be described as cubic. oTheir polarizability in 
a cubic multipole electric field is large and that in a tetrahedral field 
small. ?° 

Cuthbert and Linnett®° have suggested that the stability of the cubic 
closest packed arrangement of atoms in crystals of neon, argon, kryp- 
ton, and xenon (helium crystallizing instead in hexagonal closest pack- 
ing)*! is explicable by the tetrahedral electron distribution of the atoms 


* H. Shull and P.-O. Loéwdin, J. Chem. Phys. 25, 1035 (1956). The correlation 
energy is nearly the same in H:, H~, Lit, etc., asin He. See also P. G. Dickens 
and J. W. Linnett, Quart. Rev. Chem. Soc. 11, 291 (1957). 

76K. Artmann, Z. Naturforsch. 1, 426 (1946); H. K. Zimmerman, Jr., and P. 
Van Rysselberghe, J. Chem. Phys. 17, 598 (1949); J. E. ‘Lennard-Jones, ibid. 
20, 1024 (1952); J. Lennard-Jones and J. A. Pople, Discussions Faraday Soc. 
1951, 9. 

17 Linnett and Poé, loe. cit. (10). 

38 Lennard-Jones, loc. cit. (26). 

*° The phase when two electrons (largely 2s in character) are close to the nu- 
cleus may be described as octahedral; the other six outer electrons’ (largely 2p) 
would tend to be near the corners of an octahedron. Both the cubic and the octa- 
hedral aspects of the atom contribute to its cubic polarizability. 

30 J, Cuthbert and J. W. Linnett, Trans. Faraday Soc. 54, 617 (1958). 

* Helium 3 crystallizes also with the cubic body-centered arrangement: A. F. 
Schuch, E. R. Grilly, and R. L. Mills, Phys. Rev. 110, 775 (1958). 
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with four unshared electron pairs in the outer shell. The large cubic 
polarizability, discussed above, may provide the explanation. 

Im methy] fluoride twe eleetrons with opposed spins are concentrated 
along the C—F bond. The fluorine atom is, in consequence of correla- 
tion, presumably not cylindrically symmetrical about the bond direc- 
tion, but somewhat hexafoliate. In water and dimethyl ether the two 
unshared cleetron pairs of the oxygen atom, despite the effect: of corre- 
lation, are directed toward two eorners of the tetrahedron that has its 
other two corners determined by the two bonds. 


4-7. RESTRICTED ROTATION ABOUT SINGLE BONDS 


The single-bond orbitals discussed above are cylindrically symmetri- 
cal akout the bond direction, and hence the energy of a molecule, inso- 
far as it is deterrained by the bond orbital, should be independent of the 
orientation of the two parts of a molecule about the axis of a single 
bond. Other interactions also between the two parts of a molecule 
such as ethane might be expected not to depend much on this orienta- 
tion, so that the molecule might show essentially free rotation about 
the ancl pond. This is in agreeraent with chemical experience—no 
case of isomerism corresponding vo restriction of rotation about a pure 
single bond has been reported. 

It has been found, however, that the forces restricting rotation about 
single bonds, though not large enough to permit the isolation of isomers, 
are large enough to be of significance in structural chemistry, as, for 
example, in the calculation of entropy values from structural inform- 
tion. It was shown by Kemp and Pitzer* that the value of the en- 
tropy of ethazie indicates very strongly that as the two methyl groups 
are rotated about the single carbon-carbon bond relative to one an- 
other the potential energy of the molecule changes by about 3 kcal 
/mole, the potential function having three maxima and three minima 
in a complete rotation, corresponding to the trigonal symmetry of the 
methyl groups. Further evidence supporting this restriction of rota- 
tion was reported by Kistiakowsky, Lacher, and Stitt.** Values close 
to 3 kcal/mole have been reported aiso for several other alkanes. 

Attack on the problem of development of a theory of the potential 
barriers was begun by Eyring,*4-who made approximate quantum- 
mechanical calculations of the interactions of the hydrogen atoms of 
the two methyl groups. Various suggestions and calculations about 
the importance of van der Waals repulsion between attached groups, 


22 J. D. Kemp and K. S. Pitzer, J.A-C.S. 59, 276 (1937). 
3G. B. Kistiakowsky, J. R. Lacher, and F. Stitt, J. Chem. Phys. 7, 289 (1939). 
«H. Eyring, J.A.C.S, 54, 3191 (1932). 
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electrostratic interactions of the charge distributions in the bonds be- 
tween the two carbon atoms and the attached groups, and intrinsic lack 
of cylindrical symmetry in the axial chemical bond itself have been 
summarized by Wilson,® who tested these hypotheses by comparison 
with the values of the potential barriers that have been determined 
experimentally. 

It seems likely that the potential barrier in ethane and similar moie- 
cules results from the exchange interactions (repulsions) of electrous in- 
volved in the other bonds (adjacent bonds) formed by each of the two 
atoms. It is found on evaluation of the interaction energy of a 
methyl group with another group that the energy is independent of the 
orientation of the methyl group about its bond to the other group if the 
bond orbitals are sp hybrids. If, however, they have some d and f 
character, as described in the preceding section, a potential energy 
function with three maxima and three minima is produced. The 
height of the potential hump is proportional to the amounts of d and f 
character and to the number of adjacent bonds (with concentrated 
bond orbitals) formed by the two atoms that are connected by the 
single bond under consideration. For the C—C single bond this effect 
is estimated to producea potential energy maximum of about 3 kcal/mole, 
as observed in ethane and similar molecules. 

Many precise values of the height of the potential energy maximum 
have been obtained by the methods of microwave spectroscopy, espe- 
cially through the efforts of E. B. Wilson, Jr., and his collaborators. 
The values 3.30 for CH,CH2F and 3.18 for CH;CHF,*’ agree roughly 
with that for ethane. 

1t is predicted by the theory that the minima of the potential energy 
function correspond to the staggered configuration (repulsion of the ad- 
jacent bonds) rather than to the eclipsed configuration. The stag- 
gered configuration was found for many hydrocarbon chains in crystals 
by x-ray diffraction studies. In addition, it was pointed out by V. 
Schomaker?® that the variation of values of enthalpy of hydrogenation 
of unsaturated cyclic hydrocarbons can be interpreted in a convincing 
manner on the assumption that the staggered orientation about single 
bends is the stable one. Microwave studies have verified the staggered 


38 ff. B. Wilson, Jr., Proc. Nat. Acad. Sct. U. S. 43, 816 (1957). 

38 Pauling, loc. cit. (21). This theory is similar to the earlier proposals of G. B, 
Kistiakowsky, J. R. Lacher, and W. W. Ransom, J. Chem. Phys. 6, 900 (1938), 
and K. 8. Pitzer, Quantum Chemisiry, Prentice-Hall, New York, 1953, p. 168. 

37 ED. R. Herschbach, J. Chem. Phys. 25, 358 (1956). 

38 See L. Pauling, The Nature of the Chemical Bund, nd ed., Cornell University 
Press, 1940, p. 91. 
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configuration for CH;CH2Cl,*= CH,CFs;,“ CH,SiH;,4! CH;SiHF,* 
(CHs)20,** and several other molecules. 

Moreover, the height of the barrier changes from molecule to mole- 
cule in the expected way. The barrier interaction involves the same 
integral over the radial parts of the wave functions as the axial bond 
itself, and it would accordingly be expected that for moleeules in which 
the bond orbitals have similar hybrid character the barrier height would 
be a constant fraction of the bond energy. In particular, for different 
substituted ethanes essentially the same barrier would be found, pro- 
- vided that the substituent groups are not large enough to cause steric 
effects, which would increase the barrier height. Approximate con- 
stancy is observed for ethane and substituted ethanes, as mentioned 
above. 

The energy of a carbon-silicon bond and that of a carbon-germanium 
hond are about three quarters as great as that of a carbon-carbon bond, 
and it would therefore be expected that the height of the barrier in 
molecules containing these bonds would be about 2.3 kcal/mole; ob- 
served values are somewhat smaller: 1.70 for CH,SiHs, 1.66 for 
(CH3)SiH2, 1.56 for CH,SiH2F, 1.32 for CH,SiHF:, and 1.2 for 
CH;GeHs3. 

Only bond orbitals, and not orbitals for unshared pairs (except a small 
amount due to correlation), have d and f character, and accordingly an 
OH group is expected to interact with a methyl group one-third as 
strongly as a methyl group itself would, and an NH, group two-thirds 
as strongly. For CH;0H and CHsNHe the expected barrier heights 
are hence about 1.0 and 2.0 kcal/mole, respectively; the observed 
values are 1.07 for methanol“ and 1.90 for methylamine.“ 

Propylene epoxide, CH;CHOCHsg, contains a methyl group adjacent 
toa three-membered ring. Two of the bond orbitals of the ring carbon 
atom to which the methyl carbon atom is bonded can be described as 
bent toward each other, in such a way as to decrease somewhat the in- 
teraction energy restricting the rotation of the methyl group. The ob- 


39 R.S. Wagner and B. P. Dailey, J. Chem. Phys. 23, 1355 (1955); 26, 1588 
(1957). 

4oW. F. Edgell, G. B. Muller, and J. W. Amy, J.A.C.S. 79, 2391 (1957). 

“ R. W. Kilb and L. Pierce, J. Chem. Phys. 27, 108 (1957); D. Kivelson, tbid. 
22, 1733 (1954). 

“ L. Pierce, quoted by E. B. Wilson, Jr., Proc. Nat. Acad. Sct. U. S. 43, 816 
(1957). 

* Klectron-diffraction investigation, K. Kimura and M. Kubo, Nature, 183, 
533 (1959). ) 

“# E. V. Ivash and D. M. Dennison, J. Chem. Phys. 21, 1804 (1953). 

4D. R. Lide, Jr., J. Chem. Phys. 22, 1613 (1954); K. Shimoda, T. Nishikawa, 
and T. Itoh, J. Phys. Soc. Japan 9, 974 (1964). 
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served value“ for the height of the barrier, 2.56 kcal/mole, is somewhat 
less than that for the substituted ethanes, as expected from this con- 
sideration. 

For nitromethane, CH;NO:, and methyl difluoroborane, CH;BF,, 
symmetry requires that the potential barrier have six maxima. The 
experimental values for the barrier height are very small, 0.006 and 
0.014 kcal/mole, respectively.474? These small barriers result from in- 
teractions of higher order than those in molecules such as ethane. 

In ethanes with large substituent atoms, such as chlorine or bromine, 
the steric effects of van der Waals repulsions may cause the potential 
energy maxima to be higher than they are in ethane itself and the flu- 
oroethanes. The value 2.91 kcal/mole found for methy! chloroform by 
infrared spectroscopy“ is not larger than that for the fluoroethanes, and 
the conelusion might be drawn that the steric effects between chlorine 
atoms and hydrogen atoms on adjacent carbon atoms are small: On 
the other hand, the values 3.560 + 0.012 kcal/mole for CH,;CH;Cl and 
3.567 + 0.030 kcal/mole for CH;CH2Br have been reported from mi- 
crowave-spectroscopic studies,®° and it is likely that these values are 
more reliable than the infrared value, and that there is some steric re- 
pulsion between the halogen atom and hydrogen atoms on the adjacent 
carbon atom, which increases the barrier height. Moreover, electron- 
diffraction studies of 1,2-dichloroethane,"! 1,2-dibromoethane,®? 1,2- 
chlorobromoethane,*? and 2,3-dibromobutane® have shown that for all 
of these molecules the stable orientation is that in which the two halo- 
gen atoms are on opposite sides of the carbon-carbon axis. For 1,1,2- 
trichloroethane™ the stable orientation is similar, the 2-chlorine atom 
being nearly opposite one of the 1-chlorine atoms. For 1,1,2,2-tetra- 
chloroethane®™ two staggered forms are present. A study of dipole mo- 
ments has been reported®* to show that these forms differ in enthalpy 
by 0.0 + 0.2 kcal/mole, whereas for 1,1,2-trichloroethane the cis con- 
figuration (with the 2-chlorine atom in the staggered configuration be- 


‘6 J, D. Swalen and D. R. Herschbach, J. Chem. Phys. 27, 100 (1957). 

‘7B. Tannenbaum, R. D. Johnson, R. J. Myers, and W. D. Gwinn, J. Chem. 
Phys. 22, 949 (1954); E. Tannenbaum, R. J. Myers, and W. D. Gwinn, ¢bid. 
25, 42 (1956). 

‘8 R. HE. Naylor, Jr., and EB. B. Wilson, Jr., J. Chem. Phys. 26, 1057 (1957). 

‘* K. 8. Pitzer and J. L. Hollenberg, J.A.C.S. 75, 2219 (1953). 

6 D. R. Lide, Jr., J. Chem. Phys. 30, 37 (1959). 

& J. Y. Beach and K. J. Palmer, J. Chem. Phys. 6, 639 (1938). 

J. Y. Beach and A. Turkevich, J.A.C.S. 61, 303 (1939). 

% DP. P. Stevenson and V. Schomaker, J.A.C.S. 61, 3173 (1939). 

“ A. Turkevich and J. Y. Beach, J.A.C.S. 61, 3127 (1939). 

55 -V. Schomaker and D. P. Stevenson, J. Chem. Phys. 8, 637 (1940). 

* J. R. Thomas and W. D. Gwinn, J.A.C.S. 71, 2785 (1949). 
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tween the two 1-chlorine atoms) is at least 4 kcal/mole less stable than 
the skew configuration. Values of rotational isomerization energies 
between 1.5 and 2.0 kcal/mole have been reported®’ for chloroethanes 
in solution. The height of the potential energy maximum in hexachlo- 
roethane®® has been found to be at least 7 kcal/mole; the difference be- 
tween this value and that for ethane (3 kcal/mole) is due to the steric 
repulsion between chlorine atoms. Calculated barriers due to steric 
repulsions have been given by Mason and Kreevoy.®® 

Restricted Rotation about Single Bonds between Atoms with Un- 
shared Electron Pairs.—In a molecule such as H2O, the repulsion of 
the unshared electron pairs of the two oxygen atoms may largely de- 
termine the orientation of the groups about the bond axis. If the two 
unshared pairs of each atom occupy the two oppositely directed orbitals 
formed by hybridization of an s orbital and a p orbital, their repulsion 
would cause the plane of these orbitals for one oxygen atom to be per- 
pendicular to that for the other oxygen atom, and the dihedral angle 
formed by the bonds 4 -—O—O and O--O—H would then be 90°, as 
was pointed out by Penney and Sutherland.®® With each of the un- 
shared-pair orbitals assumed to have 44 percent s character and 56 per- 
cent p character, and their maxima making an angle of 142°, as de- 
scribed in Section 4-3, a value of the dihedral angle differing by a few 
degrees from 90° might be expected. The experimental value 89° + 2° 
has been reported*®! from a neutron-diffraction investigation of crystals 
of hydrogen peroxide in which the positions of the hydrogen atoms were 
located. Hydrogen bonds are present in the crystal, and the value of 
the dihedral angle determined by the hydrogen-bonded oxygen atoms 
is 93.8°. 

Values for the dihedral angle between 100° and 106° have been found 
for many molecules containing S—S, Se—Se, and Te—Te bonds. 
Rhombic sulfur* and sulfur vapor ® contain molecules 8, that are stag- 
gered eight-membered rings with bond angle 105° and dihedral angle 
102°. ‘Two crystalline forms of selenium® contain similar molecules, 
with bond angle 106° and dihedral angle 101°. Another form of sele- 


57 J. Powling and H. J. Bernstein, J.A.C.S. 73, 1815 (1951). 

688 D. A. Swick, I. L. Karle, and J. Karle, J. Chem. Phys. 22, 1242 (1954). 
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8 C.S. Lu and J. Donohue, J.A.C.S. 66, 818 (1944). 
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nium consists of infinite helical molecules, with three atoms per turn; the 
bond angle is 105° and the dihedral angle 102°. For the similar crystal 
tellurium the bond angle is 102° and the dihedral angle 100°. Other 
reported values of the dihedral angle are 106° for S—-S—-S——C in di- 
methyl trisulfide® and 82° for S—S—-S—C in diiododiethyltrisulfide.® 

Rhombohedral sulfur contains Ss molecules, and some S¢ in equilib- 
rium with Ss and & is found in sulfur vapor. The dihedral angle in Ss 
is 71° (assuming bond angle 104°, slightly strained from Ss). The dif- 
ference in enthalpy®’ of Ss and Sg is 1.10 keal per S—S bond. If the 
energy as a function of dihedral angle 4 is assumed to have the simple 
form A cos 6 + B cos? 6, this difference in enthalpy and the value 
5 = 102° for the minimum lead to A = 3.9 kcal/mole and B = 1.6 
kcal/mole. The heights of the potential energy barrier are 5.6 kcal/ mole 
at 6 = 0° (cis configuration) and 2.5 kcal/mole at 6 = 180° (trans). 

Fibrous sulfur can be made by chilling viscous sulfur from about 
350°C and then stretching. The x-ray pattern indicates®* that it con- 
sists of helical chains with 33 atoms per turn, bond angle 106°, and di- 
hedral angle 80° (Fig. 4-7). Treatment with solvent leads to a more 
stable fibrous form®® with 34 atoms per turn, bond angle 106°, and di- 
hedral angle 85°. The values of the dihedral angle correspond to strain 
energy about 0.5 kcal/mole per bond, which is compatible with the sta- 
bility relative to Ss (no strain) and Sg (strain energy 1.10 kcal/mole per 
bond). Rhombohedral sulfur (Ss) spontaneously changes on standing 
to fibrous sulfur, which then changes to rhombic sulfur (Ss). 

It seems likely that the stable value of the dihedral angle for group 
VI elements is in general about 102°, and that the barrier (at 180°) is 
about 2 or 3 kcal/mole. The value 0.32 kcal/mole reported for H2O2 
by microwave spectroscopy”? seems small in comparison with the values 
discussed above, although some decrease, perhaps 50 percent, might be 
expected because of the partial ionic character of the O—H bonds. 

It is hard to make a prediction about hydrazine, although the stag- 
gered configuration with the unshared electron pairs in the trans posi- 
tion might be expected from the foregoing considerations. ‘The con- 
figuration has not yet been determined for the gas molecule; the ar- 
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Fig. 4-7.—The helix with seven atoms in two turns, 
proposed as the repeating unit in the chains of fibrous sul- 
fur. 


rangement of nitrogen atoms in the crystal has been described as favor- 
ing an eclipsed configuration.7!_ For hydroxylamine the eclipsed con- 
figuration, with the unshared electron pair of the amino group over the 
O—-H bond, is probably the stable one. There is some experimental 
evidence supporting it.” 


4-8. ORBITALS AND BOND ANGLES FOR MULTIPLE BONDS 
For a double bond, as in ethylene, two orbitals of each of the two 


bonded atoms are required. There are two alternative ways in which 


”™ R. L. Collin and W. N. Lipscomb, Acta Cryst. 4, 10 (1951). 
72 P. A. Giguére and I. D. Liu, Can. J. Chem. 30, 948 (1952); E. A. Meyers and 
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Fiaqa. 4-8.—A representation of the ethylene molecule with 
the double bond shown as two bent single bonds. — 


these orbitals have usually been described. In the first”® the two or- 
bitals for each atom have been assumed to be essentially tetrahedral 
orbitals, extending toward two corners of a tetrahedron defining an 
edge shared with another tetrahedron representing the other atom with 
which the double bond is formed. This leads to a description of the 
double bond, as involving two bent single bonds, that is closely similar 
to the one used by organic chemists for many decades (Fig. 4-8). 
Baeyer,” for example, explained the instability of the carbon-carbon 





Fig. 4-9.—-A representation of the ethylene molecule with 
the double bond shown as a sigma bond and a pi bond. 


double bond relative to two single bonds as resulting from the strain 
energy of bending the two bonds that censtitute the double bond. 

The other deseription of the double bond” is in terms of a @ bond, 
formed by a o orbital for each atom directed toward the other atom, 
and 4 + bond, formed by a x orbital for each atom, as shown in Figure 
4-9, 

When the quantum mechanicai equations are examined it is found 
that the two descriptions of the double bond are identical in the molec- 
ular-orbital treatment based on s-p hybrids.” They are not identical 


7%. Pauling, J.A.C.S. 53, 1867 (1931); Slater, loc. ert. (5). 

4 A, Baeyer, Ber. 18, 2269 (1885). 
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A144, 166 (1934); A146, 223 (1934). 
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in the valence-bond treatment, especially when the bond orbitals are 
concentrated about their bond directions by the assumption of d and f 
character, as described in Section 4-5. In the case of the bent-bond 
orbitals the d and f character increases the electron density in two re- 
gions, one on each side of the internuclear axis (near the tetrahedron 
corners determining the shared edge). In the case cf the o-a de- 
scription the d and f character increases the electron density in three re- 
gions, one on the internuclear axis and one on either side of it. The 
greater separation of the electrons for the bent-bond structure with 
concentrated bond orbitals than for the o-x structure may stabilize 
the bent-bond structure enough to make it the better approximation to 
use in discussing multiple bonds iu general.77 In addition, it has the 
advantage of being the more closely related to single bonds, whose 
properties sre well known. 

The bent-bond structure accounts in a simple way for some of the 
properties of the double bond and the triple bond, such as the bond 
lengths. The carbon-carbon single-bond, double-bond, and _ triple- 
bond lengths are 1.54, 1.33, and 1.20 A, respectively. If the multiple 
bonds are represented by arcs with constant curvature, with length 1.54 
A and beginning in the tetrahedral directions, the calculated lengths 
are 1.32 A for the double bond and 1.18 A for the triple bond, in ap- 
proximate agreement with the experimental values. There is no simi- 
lar way of discussing bond lengths for the o-w structure. 

Inasmuch as the tetrahedral bond orbitals are individually the best 
bond orbitals by the bond-strength criterion, the description of the car- 
bon atom as having its bonds directed toward the corners of a regular 
tetrahedron would be expected to apply to a carbon atom forming two 
single bonds and one double bond as well as to one forming four single 
bonds. Hence for the bent-bond structure the value 125.27° is pre- 
dicted between a single bond and a double bond of a carbon atom. For 
the o-x structure a smaller value might be predicted; for example, 
Coulson?’ has described the orbitals for the « bond and the two single 
bonds as the trigonal orbitals described in Section 4-4, which give the 
value 120°. Values close to 125.27° have been found by experiment for 
many molecules; some of the mast reliable of the experimental values 
are given in Table 4-5. Values equal to 125 + 3° have been reported 
for C—-C=C in other unsaturated molecules, for O—-C=-O in many 
other carboxylic acids, and for N—C==O in many other amides and 
peptides.” 


77 L,. Pauling, Kekulé Address, London, Sept. 15, 1958. 

78. C. A. Coulson, Valence, Clarendon Press, Oxford, 1952, p. 195. 
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TABLE 4-5.— EXPERIMENTAL VaLuUES OF SINGLE-BOND: 
DovusBLE-BonpD ANGLE FOR QU \DRICOVALENT ATOMS 





— 





Meth- Refer- 











Compound od Angle Value ane 
Propylene M C—C—=C 124.75° +0.3° 1 
F.C==CH: M F—C== 125.2° +0.2° 2 
CCl.O M Cl—C==0 124.3° +0.1° 3 
Cl,.C==-CH, M Cl-—C=-O 123 .2° +0.5° 4 
CH;CHO M C—-C== 123 .9° +0.3° 5 
Propynal, HCCCHO M C—-C=0 123.8° +0.2° 5a 
HCOOH M O---C==O 124.5° +0.5° 6 
Glycine x O—C== 125.5° +0.3° 7 
Alanine x O—C==0 125.6° +0.5° 8 
Oxamide xX N--- C==0 125.7° +0.3° 9 
Formamide M N—C=O 123 .58° +0.35° 10 
a-Glycylglycine x N-—C== 124.2° +1.0° 11 
N,N’-Diglycyleystine xX N-—-C== 125.3° +1.0° 12 
OHCNHNHCHO xX N—C== 124.9° +0,4° 13 
Dithio-oxamide X N-—C==8 124.8° +0.5° 14 
CH;3NO, M O—N== 125° +4° 15 
O.LNNHC:H,NHNO, xX O-—-N=O 125° et ig 16 
p-Dinitrobenzene Xx O-—N== 124° +8° 17 











¢ M denotes microwave spectroscopy of gas molecules and X denotes x-ray 
diffraction of crystals. 
1. D.R. Lide, Jr., and D. E. Mann, J. Chem. Phys. 27, 868 (1957). 
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Ethylene is an exception; the angle C=-C—H is reported as 122.0° by 
electron diffraction®® and 121.3° by infrared spectroscopy;*! it is thus 
closer to the value corresponding to trigonal quantization than to that 
corresponding to tetrahedral quantization. The low value, corre- 
sponding to a high value of the angle HCH (116°, 117.4°), may be’the 
result of large van der Waals repulsion of*the hydrogen atoms (Bec. 
7-12). A similar behavior is shown by formaldehyde, for which the 
H—C==O angle®? is 119.2° + 1.0°. This very low value for formalde- 
hyde may be associated with the large amount of ionic character (total- 
ing about 44 percent) of the carbon-oxygen bond. 

It has been pointed out® that the angle —N== in pyrimidines is 
about 11° less than the angle —C==. Also, in striazine, CsN3Ha, 
which is a planar molecule with trigonal symmetry, the two angles have ; 
the values* 113.2° + 0.4° and 126.8° + 0.4°, respectively, with dif- 
ference —13.6°, and in s-tetrazine, C2N,H:, they have the values* 
115.9° + 0.7° and 127.4° + 0.7°, respectively, with difference —11.5°. 
(In all of these planar six-membered rings the bond angles have average 
value 120°, and hence it is the difference that is significant.) We con- 
clude that the —N== angle is about 12° less than the —C=angle 
(125,27°), and hence that its norma! value is 113°. 

Other experimental values for the angle ——N-== are given in Table 4-6. 
It may be seen that they are in general compatible with the value 113° 
described above as the normal value. | 

The explanation of the deviation of the value from 125.27° (the tetra- 
hedral value) is that the bond orbitals of the tricovalent nitrogen atom 
are not tetrahedral orbitals, but are orbitals with only about 5 percent 
of ¢ character, plus small amounts of d and f character (Secs. 4-3 and 
4-5). For these orbitals a value for the single-bond: double-bond angle: 
intermediate between the values 90° for pure p orbitals and 125.27° for 
tetrahedral orbitals would be expected. 

Another sort of evidence supporting the bent-bond structure of the, 
double bond is provided by the information about restricted rotation, 
The bent-bond structure for propylene leads to the expectation that ; 
the potential function hindering the rotation of the methyl! group would 
be nearly the same as in ethane, but with the barrier a little smaller 
than in ethane because two of the bonds on the adjacent carbon atom 
(the bent bonds) are distorted; the stable orientation would be the stag- 
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2 Calculated from the spectroscopic value of the moment of inertia about the 
symmetry axis with the assumption that the C—H distance is 1.08 + 0.01 A. 
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gered one—that is, staggered with respect to the bond to hydrogen 
(and the two bent bonds), and hence eclipsed with respect to the axis of 
the double bond. The o-w structure predicts a much lower barrier, 
because the « bond would cancel the bond to the hydrogen atom and 
the x electron, extending to both sides of the plane, would have nearly 
the same interaction for the staggered as for the eclipsed orientation. 


TABLE 4-6.—ExXPERIMENTAL VALUES FOR THE SINGLE-Bonp: DovuBLE~BOND 
ANGLE OF THE TRICOVALENT NITROGEN ATOM 


ee eee————————————————————————————— 


Substance Meth- Angle Value Refer- 
od¢ ence 
ee ee ae Oe ee ee ee ee ee Pe eer ee eee re ee ere ree ne ee 
NOF M F—N==O 110° + 5° 1 
NCIO M Cl—N=0 113° + 2° 2 
NBrO h Br—N==0O 117° + 3° 3 
cis-NO(OH) I O—N=0 114° + 2° 4 
trana-NO(OH) I O-—N==0 118° + 2° 4 
NO. x O-—N==0 115.4°+ 1.7° 5 
N2F>2 1) F¥—N==N 1 15° + 5° 6 
(CHs3):N; 1D C—-N==N 110° +10° 7 
Cyanuric triazide, CsNi2 x. C—N==C 113° + 5° 8 
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¢ M, microwave spectroscopy; E, electron diffraction; I, infrared spectros- 
copy; X, x-ray diffraction of crystals. ‘ 
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In fact, for propylene the height of the barrier is 1.98 kcal/mole and 
for 1-methyl-2-fluoroethylene*’ it is 2.15 kcal/mole, and the configura- 
tion as predicted for the bent-bond structure has been verified for 
propylene®* and for acetyleyanide.®® In aldehydes and related sub- 
stances the height of the barrier is somewhat less than in propylene, as 
would be expected because of the partial ionic character of the C=0 


86 Lide and Mann, loc. cit. (T4-5). 

87 §. Siegel, J. Chem. Phys. 27, 989 (1957). 

88D. R. Herschbach and L. C. Krisher, J. Chem. Phys. 28, 728 (1958). 

*% 1, C. Krisher and E. B. Wilson, Jr., Am. Chem. Soc. Meeting, Boston, 
April 1959. 
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bond: 1.15 kcal/mole for acetaldehyde,** 1.08 for CHsCOF,® 1.35 for 
CH;COCI,™” and i.27 for CH;COCN.* (These values suggest about 
40 percent partial ionic character.) The expected configuration has 
been verified for the firet three substances. 

The bent-hund model of the triple bond gives this bond a threefold 
synametry axis and leads to the prediction that the two methyl groups 
in dimethylacetylenc should be somewhat restricted in their mutual 
rotation, with the eclipsed configuration stable. Mestriction of rota- 
tion about the single bonds in conjugated systems is also expected, and 
the nature of the stable configurations can be predicted from the theory 
described above. These systems are discussed in Chapters 6 and 8. 


4-9. PARTIAL IONIC CHARACTER OF MULTIPLE BONDS 


The expectation from the bent-bond description of multiple bonds 
is that each of the bent single bonds of the multiple bond would have 
the same amount of partial ionic character as an unstrained single bond 
between the twoatoms. This expectation 1s borne out reasonably well 
by experiment. For example, for formaldehyde, H:CO, the H—C 
bond is expecied from the electronegativity difference of the atoms to 
have 4 percent ionic character and each of the C—-O bonds to have 22 
percent. The electric dipole moment is then calculated (H—C bond 
length 1.09 A, C==0 1.23 A, angles 120°) to be 2.70 D, somewhat 
larger than the experimental value, 2.27 D. If the reasonable assump- 
tion is made that for each C—O single bond the ionic-covalent ratio is 
22/78 but that the structure with both bonds ionic makes no contribu- 
tion, the calculated value of the moment is 2.16 D, in good agreement 
with experiment. Simijar agreement is found alse for other molecules; 
it is necessary, however, to be alert for the possibility of significant con- 
tribution by resonance structures, as discussed in later chapters of this 
book. : 


4-10. THE EFFECT OF UNSHARED PAIRS ON BOND ENERGIES 
AND BOND LENGTHS" 


The bond energies of the bonds N—N, O—0, and F-—I’ show a strik- 
ing abnormalhity; their values are much smaller than would be expected 
from extrapolation of the corresponding values for their congeners, 
whereas the values for Ii---Li and C—C (and also for Be-—Be and 


9K. 4. Hecht and D. M. Dennison, J. Chem. Phys. 26, 31 (1957). 

*% Kiib, Lin, and Wilson, loc. cit. (T4-5). 

*# J. 2). Swalen, J. Chem. Phys. 24, 1072 (1956). 

% Krisher and Wilson, Joc. cit. (89). 

~ iC. 8. Pitzer, J.A.C.S. 70, 2140 (1947); R. 8S. Mulliken, 201d. 72, 4493 (1950); 
77, 884 (1935). 
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B-—B, not given in Chapter 3) are about as expected (Sec. 3-5). The 
bond lengths of these bonds are also larger than would be expected in 
comparison with those of their congeners (Chap. 7). These abnormali- 
ties are to be attributed to the strong repulsion of the unshared electron 
pairs of the bonded atoms (and of the electrons involved in the other 
bonds in the case of N—-N and O---Q). 

The quantunm-mechanica) theory of valence leads to the result that 
the interaction energy of two unshared electron pairs on adjacent 





Py 0.989, + 0.204,, 


Fre, 4-10.—The effect of hybridization of a w orbital. At the left is 
shown the angular dependence of orbital strength for a pure pr orbital, 
pz (x axis vertical). At the right is shown a wm orbital with 4.5 percent a 
character. It is seen that the d character inercases overlan of the orbital 
with a similar orbital to the right (bonding overlap) and decreases overlap 
with a similar orbital to the left (nonbonding overlap). 


atoms 1s —2 times the bond resonance energy of the bond that would 
be formed by a shared pair occupying the same orbitals; it is hence a 
destabilizing interaction. (The factor for a shared pair on one atom 
and a bonding electron on the other is —1, and for a bonding electron 
[to other atoms | on each atom —3.) ‘The amount of destabilization is, 
of course, decreased by hybridization that decreases the overlap of the 
orbitals occupied by unshared pairs, as shown in Figure 4-10, whereas 
for bona orbitals hybridization mereases the overlap. 

Yor F-—, for example, the bond energy 100 kcal/mole would be ex- 
pected from extrapolation of the sequence |—I, Br-—Br, Cl—Cl, with 
Sn—Sn, Ge-~-Ge, Si---S1, C—-C asa guide. This value is 63 kcal/mole 
greater than the actual value, 26.6 kcal/mole. It therefore corre- 
sponds to a value of the energy of repulsion of the unshared electron 
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pairs of the fluorine atoms that is reasonable in comparison with the 
bond energy. 

Similar effects are not shown by the heavier atoms. It is likely that 
the orbitals occupied by the unshared pairs of these atoms have a larger 
amount of d and f character, such that there is much less overlap than 
for the elements of the first row. For chlorine, for example, the 3d or- 
bitals can be hybridized with 3s and 3p with a much smaller promotion 
energy than is required for the a character of the 2s and 2p orbitals of 
flucrine, which rnust ge beyond its vaience shell (to 3d) for d character. 


CHAPTER 5 


Complex Bond Orbitals; The Magnetic 
Criterion for Bond Type 


THE hybrid bond orbitals discussed in the preceding chapter have 
been described as having only a small amount of d and f character. 
The bonds in many molecules and complex ions, especially those in- 
volving atoms of the transition elements, can be discussed in a simple 
way in terms of hybrid orbitals with a large amount of d character (and, 
in a few cases, f character). These bonds and a magnetic criterion for 
bond type are discussed in the following sections. 


5-1. BONDS INVOLVING d ORBITALS 


The first-row atoms can form no more than four stable bond orbitals. 
For the second-row atoms the ¢ and p orbitals of the M shell are much 
more stable than the d orbitals, and in general contribute preponder- 
antly to the bond orbitals, but the promotion energy for the d orbitals 
(which also are in the M shell) is small enough to permit these orbitals 
to take a larger part in bond formation than for the first row atoms. 

The existence of compounds such as PF;, PFsCh, PCls, [PFs]~, and 
SF, suggests that one or two 3d orbitals are here being used together 
with the 3s orbital and the three 3p orbitals (all hybridized to bond or- 
bitals) for bond formation. It seems probable, however, that for fluo- 


F F 
rides the completely covalent structures such as F—P are of little 
F F 


significance, and that the molecules instead resonate mainly among 
145 
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“FP: F 


structures such as F—P+ , and so on, involving at most four cova- 
foN 
¥ F 
lent bonds. (The four covalent bonds resonate among the five posi- 
tions, making all bonds in the molecule nearly equivalent in bond type.) 
A theoretical treatment of PCI; has been carried out that has indicated 
that the normal] state of the molecule involves not only these structures 
but also, in considerable amount, the quinquecovalent structure with 
five sp'd orbitals for the phosphorus atom (Sec. 5-9). 

Heavier atoms such as tin form complexes [MX.|-~ with chlorine, 
bromine, and even iodine; it is likely that some use is made of the d or- 
bitals of the valence shell of the central atom in these complexes. 

It is, however, the d orbitals of the shell with total quantum number 
one less than that of the valence shell that are of great significance for 
bond formation. In the transition elements the inner d orbitals have 
about the same energy as the s and p orbitals of the valence shell; and 
if they are not completely occupied by unshared electron pairs they 
play a very important part in bond formation. For the hexamminoco- 
baltic ion, for example, structures such as 


H an Pi H; |*** 

H,N —Co—NH 3 
fo™N 

H,N NH; 


are written. It is seen on counting electrons that the cobalt atom 
(with atomic number 27) holds 24 unshared electrons in addition to the 
six pairs shared with nitrogen. The number of available orbitals is 
such that six of the stable orbitals (of the krypton shell) can be used for 
bond formation with enough remaining for the unshared pairs. This 
is seen from the following diagram: 


le. 2s 2p 38 3p 3d 4s 4p 


The 24 unshared electrons occupy the orbitals 1s, 2s, three 2p, 3s, three 
3p, and three of the 3d orbitals, leaving two 3d orbitals, the 4s orbital, 
and the three 4p orbitals available for use as bond orbitals. 

For the atoms of the first transition group (the iron group) there is 
little difference in energy of the 3d orbitals and.the 4s and 4p orbitals 
(see Fig. 2-19), so that the question as to how these orbitals can be com- 
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bined to form good bond orbitals becomes an interesting one. Simi- 
larly, the orbitals 4d, 5s, and 5p have about the same energy for atoms 
of the palladium group, and 5d 6s, and 6p for atoms of the platinum 
group. The following discussion of dsp hybridization applies to all 
three transition groups. 


5-2. OCTAHEDRAL BOND ORBITALS 


It is found on analysis of the problem that when only two d orbitals 
are available for combination with the s and p orbitals six equivalent 
bond orbital« of strength 2.923 (nearly as great as the maximum 3 for 
the best spd hybrid) can be formed, and that these six orbitals have 
their bond directions toward the corners of a regular octahedron. We 
accordingly conclude that complexes such as [Co(NHs)¢|+++, [PdCl, ]--, 
and [PtCl.]-~ should be octahedral in configuration. This conclusion 
is of course identical with the postulate made by Werner to account for 
isomerism in complexes with different substituent groups,! and verified 
also by the x-ray examination of Co(NHs)sIs, (NH4)e2PdCle, (NH;)2 
PtCle, and other crystals (see Fig. 5-1). 

A polar graph of an octahedral bond orbital is shown in Figure 5-2, 
from which its great concentration in the bond direction, leading to 
large overlapping and the formation of a very strong bond, can be seen. 


1 There is only one form of a monosubstituted octahedral complex MA;B. 
A disubstituted complex MA,B: can exist in two isomeric forms, cis and trans: 


A 8 
4 8 A 4 
A 8 A A 
4 8 
Cis form. Trans form. 


Two forms can be shown by a trisubstituted complex MA;B;: 


Optically active stereoisomers can be obtained of a complex such as M(C,Q,)s, 
containing oxalate groups which occupy two adjacent octahedral corners: 


2 “o ww i iv; za 
One S9 of er" 
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Fiq. 5-1.—The structure of the cubie crystal K,PtCl,. Octahedral com- 
plexes PtCl, have their centers at the corners and the centers of the faces 
of the cubic unit of structure. The potassium ions are at positions } } 3, 
etc.; that is, they are at the centers of the eight small cubes with edges one- 
half as great as those of the large cube. Only four of the eight potassium 
ions in the cube are represented in the drawing. The chlorine atoms have 
coordinates u00, 0u0, 00u, etc., in which u is a parameter determining the 
Pt—Cl bond length. Its value can be determined by analysis of the x-ray 
photographs of the crystal. The value of the parameter for most substances 
of this class is approximately 0.25. For this value of the parameter the 
chlorine atoms and potassium ions ocoupy the positions corresponding to 
cubic closest packing of spheres (Sec. 11-5). 


It is interesting to note, a8 was pointed out to me some years ago by 
J. L. Hoard, that these considerations lead to an explanation of the dif- 
ference in stability of cobalt(II) and cobalt(IJD as compared with iron 
(iI) and iron (III) in covalent octahedral complexes. The formation of 
covalent complexes does not change the equilibrium between bipositive 
and tripositive iron very much, as is seen from the values of the oxida- 
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Fie. 5-2.—The angular dependence of an octa- 
hedral d®sp* bond orbital with bond direction along 
the 2 axis. 


tion-reduction potentials,? whereas a great change is produced in the 
equilibrium between bivalent and trivalent cobalt: 


Potential 
Fett = Fet++ + e-, —0.77 v. 
» —0.41 v. 
[Fe(CN),.|-~~- = [Fe(CN)s]--- + e-, —0.36v. 
Cott = Cott + e-, —1.84 v. 


— 2.67 v. 
[Colon] = [Co(CN)I--- ter, 408? 27" 


The effect is so pronounced that covalent compounds of cobalt(II) can 
decompose water with liberation of hydrogen, whereas the cobalt(III) 
ion decomposes water with liberation of oxygen, being one of the most 
powerful oxidizing agents know. The explanation is contained in 
Figure 5-3. In the ions Cot+, Cot++, Fet*, and Fet+ there is room 
for all unshared electrons in the 3d orbitals and inner orbitals. When 
octahedral bonds are formed in the covalent complexes, with use of two 
of the 3d orbitals, only three 3d orbitals are left for oceupancy by un- 
shared electrons. These are enough for bipositive and tripositive iron 
and for tripositive cobalt, but they can hold only six of the seven outer 
unshared electrons of bipositive cobalt. The seventh electron must 


7W, M. Latimer, The Oxidation States of the Elements and Their Potentials in 
Aqueous Solutions, Prentice-Hall, New York, 1952. 
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Fig. 5-3.— Occupancy of orbitals by electrons in hypoligating 
and hyperligating octahedral complexes of bipositive and tri- 
positive iron and cobalt. 


accordingly occupy an outer unstable orbital, causing the complex to 
be unstable. 
The five d orbitals, in their angular dependence, are 


da = /5/4(3 cos? @ — 1) | 
dy: = /15 sin 6 cos @ cos } 
dzz = 15 sin 6 cos 6 sin ¢ (5-1) 
dw = V/15/4 sin? @ sin 2¢ 
dae = +/15/4 sin? @ cos 2¢ 


The set of six equivalent octahedral orbitals formed from two d orbitals, 
the s orbital, and the three p orbitals is 


1 1 I 
= —s-+-—p, +-—— d, 
v1 Vb V5 VB @ 


1 
¥e=-—=8 22 


1 
———— pee ——d 
ie 3 Ws (5-2) 
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1 1 1 1 
= -——s + —— + == a, + —d,z 
yg agg ig ae 
; ; (5-2) 
=—=8 ~ —=pP, +—— d, + — ad, ontinued 
4 V6 Wp Pp Vi , 24-2 (c ) 
P 1. fe 1 1 1 j 1 2 
= -—— § —= Dx Se a a 
5 V6 Va u V/i2 2 9 wi+y? 
y 1 l ie 1 E 1 j 
Oe ———— Ay? — —— Oy 
6 V6 J/2 Py /12 2 9 2+y2 
Z 
WI X 
et | 
Fie. 5-4.—The angular de- Fie. 5-5.—The angular de- 
pendence of the d, orbital. pendence of the d,, orbital. 


The orbital d, has the angular dependence shown in Figure 5-4. It 
is cylindrically symmetrical about the z axis and consists of two positive 
lobes extending in the directions +z and —z and a negative belt about 
the zy plane. The nodal zones are at 54°44’ and 125°16’ with the z di- 
rection. The strength of the orbital is 2.236, which is ./5. 

In his thorough discussion of spd hybrid orbitals Hultgren*® proved 
several interesting theorems. One of them is that the best bond orbital 
that can be formed by hybridization of orbitals constituting one or 


7 R. Hultgren, Phys. Rev. 40, 891 (1982). A general discussion of bond orbi- 
tals in relation to symmetry has been given by G. E. Kimball, J. Chem. Phys. 
8, 188 (1940). For a survey of chemical bonds involving d orbitals see D. P. 
Craig, A. Maccoll, R. 8. Nyholm, L. E. Orgel, and L. E. Sutton, J. Chem. Soc. 
1954, 332. 
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more complete subshells has strength equal to the square root of the 
number of orbitals: \/1 for s, ~/3 for p, »/5 for d, +/4 for sp*, /9 for 
sp’d', and so forth. He also proved that equivalent orthogonal best 
bond orbitals can be formed provided that the direction of the maxi- 
youm of each coincides with a node of the others. 

The four other d orbitals described in Equation 5-1 differ in shape 
fromd,. The four aré equivalent except for spatial orientation. The 
angular dependence of one of them (d,:,,:) is shown in Figure 5-5. It 
has four equivalent lobes, with extrema in the directions +z and —z 
(positive lobes) and +y and —y (negative lobes). The strength (value 
in these directions) is 1.936. The five d orbitals (unlike the three p 
orbitals) are therefore not equivalent in shape. Three (but not more) 
equivalent to d,: can be formed by linear combination, their axes of 
cylindrical symmetry making the nodal angles 54°44’ or 125°16’.. Or- 
bitals intermediate between ds» and d,21, can be obtained by linear 
combination (for example, 3+/2d+4d.4,: has values 2.108 along +z, 
—0.409 along +2, and —1.699 along +y). 

The best bond orbital that can be obtained by spd hybridization (for 
the method of determining the coefficients see Sec. 4-5) has the form 

1 1 V5 

3 et gh t 3 ds. (5 3) 
This orbital, as written above, has its maximum (strength 3.000) along 
z. Its nodal zones are at 73°9’ and 133°37’ with the bond direction. 
Three of these best bond orbitals (mutually orthogonal) can be con- 
structed; their bond directions make the angles 73°9’ or 133°37’ with 
one another, with each of the three bond angles having independent 
choice between these two values (except that three bonds at 133°37’ 
cannot be formed). 

The five d orbitals described in Equation 5-2 are related in a simple 
way to the six octahedral directions +z, +y, and +z, as may be seen 
by converting the angular functions to functions of 2/r, y/r, and 2/r. 
It is seen that dy, dys, and dz, vanish in these six directions, and hence 
their incorporation in bond orbitals in these directions would decrease 
the strength of the orbitals. It is the other two d orbitals, da and 
dai, that can be used effectively in forming single bonds in the octa- 
hedral directions. | 

The orbitals dz, dy:, and des can, however, be used in case that the 
central atom of the complex forms multiple bonds with the ligands. 
Some of the octahedral complexes of the transition metals contain 
bonds with a large amount of double-bond character. These com- 
plexes will be discussed in Chapter 9. 

The magnetic moment of octahedral complexes can often be used to 
distinguish between those in which there are d*sp* octahedral bonds and 
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those with a different electronic structure, in the way that will be dis- 
cussed in Section 5-5. An alternative method of treatment of these 
complexes is mentioned in Section 5-8. 


5-3. SQUARE BOND ORBITALS 


In a covalent complex of bivalent nickel such as the nickel cyanide 
ion [Ni(CN),]~~ the 26 inner electrons of the nickel atom can be placed 
in pairs in the Is, 2s, three 2p, 3s, three 3p, and four of the 3d orbitals. 
This leaves available for use in bond formation the fifth 3d orbital as 
well as the 4s and three 4p orbitals. It is found on hybridizing these 
orbitals that four strong bond orbitals directed to the corners of a 
square can be formed.‘ The four orbitals (written with the bonds di- 
rected along +2, —2z, +y, and —y) are 


1 
= —s+—=p,t—d 
y ; : foe 
a ee an ac 
(5-4) 
y +- ; : 
=== a 
an, or 
; 1 1 L 
= —s§ ~—=p, —-— da, 
4 9 Ys 9 TY 


They have the bond strength 2.694, much greater than that of sp* tetra- 
hedral orbitals (2.000). These four square orbitals are formed with use 
of only two of the 4p orbitals; the other p orbital might accordingly also 
be used by the nickel atom to form another (rather weak) bond. 

From this argument these nickel complexes are expected to have a 
square planar configuration, rather than the tetrahedral eonfiguration 
usually assumed for four groups about a central atom. In 1931, when 
the argument was first presented,® this configuration had not been rec- 
ognized for any complexes of nickel. The foregoing discussion is also 
applicable to the coordination complexes of palladium(II) and plat- 
inum(II), with suitable change in the total quantum numbers of the 
atomic orbitals. For these complexes the square configuration had 
been deduced many years ago by Werner from the observed existence 
of isomers and had been later verified by Dickinson® by the x-ray in- 


* The best spd orbitals directed toward the corners of a square are d'4/%gt/%p? 
hybrids, with strength 2.943 (H. Kuhn, J. Chem. Phys., 16, 727 [1948}). 

'L. Pauling, J.A.C.S. 53, 1867 (1931). 

¢R. G. Dickinson, J.A.C.S. 44, 2404 (1922). The square configuration was 
then found for the tetramminopalladous cation in [Pd(NH,).JCk-H:O by B. N, 
Dickinson, Z. Krist. 88, 281 (19384). 
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vestigation of crystals of the chloropaliadites and chloroplatinites (Fig. 
5-6). 

Evidence for the square configuration for [Ni(CN),]~~ and other 
complexes of quadriligated nickel(II) was provided in 1931 only by the 
magnetic properties of salts containing this ion and by the observed 





Fia. 5-6.—The structure of the tetragonal crystals K,PdCl, and K,PtCh. 
The small circles represent palladium or platinum atoms, those of intermedi- 
ate size (unshaded) potassium ions, and the largest chlorine atoms. The 
four chlorine atoms about each palladium or platinum atom lie at the 
corners of a square. 


isomorphism of K,Ni(CN),-HxO and K:Pd(CN),-H:2O. In the last 
few years many investigations have been carried out that show the 
presence of this configuration in nickel complexes. The first of these, 
made by Sugden,’ was the synthesis of cis and trans forms of the nickel 
compound of benzylmethylglyoxime, with the following configurations: 


C.H,-CHs CH; CO.H;-CHs; CH, 
\ / \ / 
C————_-C C—— 
;  .. ae | |. 
:O— N—O: —N —O 
ee YF ee ee ie 
H \ H H Ni H 
:O—N —O: :O—N N—O 
| | =. d 
C 
/ \ / \ 
C.H,;:CH, CH; CH; CH,-C,H; 
Cis form. Trans form. 


7§. Sugden, J. Chem. Soc. 1932, 246. 
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Similar pairs of isomers of compounds of nickel as well as of palladium 
and of platinum with other groups have also been obtained.® The x- 
ray study of crystalline potassrum nickel dithio-oxalate® has shown it to 
be isomorphous with the palladium and platinum compounds and has 
provided a detailed verification of the planar structure 


—O S s oO 
ao 1 \ @ 
i a : 


AS As, 


for the complexion. Isomorphism has been shown for many other sets 
of substances,!° such as BaM(CN),-4H20, with M = Ni, Pd, and Pt, 
and NazM(CN),4:3H2O, with M = Ni and Pd, and a complete x-ray 
study of the structure of the latter crystals, showing the presence of 
planar [M(CN),]~~ ions, has been made."! The planar configuration 
for this ion has been verified” also in the crystals Sr[Ni(CN),]-5H.O 
and Ni{CIN)e- NHg-CeHs. 

A survey of the magnetic ecienee for the dsp? quadricovalent state 
of nickel(II)} is given in Section 5-6. 

The square planar structure has been verified™ for the [AuBr,}~ ion 
in KAuBr,- H,0O, for the [AuCl,|~ ion in the compounds Cj AgAuCk and 
CseAugCl, described in a following paragraph, and for the molecule“ 
(CH3)sPAuBrs. The gold(IIT) chloride dimer has been shown" to 
have the planar structure represented by the formula 


x ff & ge 
Au Au 
XT 
Cl CL. Cl 


8’ K. A. Jensen, Z. anorg. Chem., 221, 6 (1934). 

9K. G. Cox, W. Wardlaw, and K. C. Webster, J. Chem. Soc. 1935, 1475; N. 
Elliott, dissertation, Calif. Inst. Tsch., 1938. See also E. G. Cox, F. W. 
Pinkard, W. Wardlaw, and K. C. Webster, J. Chem. Soc. 1935, 459; and Cox, 
Wardlaw, and Webster, Joc. cit., for x-ray work on related crystals. 

10 AH. Brasseur, A. de Rassenfosse, and J. Pierard, Z. Krist. 88, 210 (1934), and 
later papers. 

11H. Brasseur and A. de Rassenfosse, Mem. soc. roy. sci. Liege 4, 397, 447 
(1941). 

2H. Lambot, Bull. soc. roy. sci. Litge 12, 439, 522 (1943); J. H. Rayner and 
H. M. Powell, J. Chem. Soc. 1952, 319. 

18K. G. Cox and K. C. Webster, J. Chem. Soc. 1936, 1635. 

144M. F. Perutz and O. Weisz, J. Chem. Soc. 1946, 438. 

1H. S. Clark, U. Cal. Radiation Lab. Reports 1955, 3190. 
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The structure of the dimer of diethylmonobromogold, (C,:Hs)<Au:Bra, 
is similar,’® with the two bromine atoms in the bridging positions and 





Fig. 5-7.—-The structure of the tetragonal! crystals 
Cs,AgAuCl, and Cs,AuAuCl,s. Large full circles 
represent cesium atoms, large open circles chlorine 
atoms, and small circles gold or silver atoms. 


the ethyl groups in the end positions. Di-n-propylgold cyanide, 
[Au(CsH;)eCN |,, has been found?’ to have the planar structure 


NN, 

i i _(R==-C,H:) 
ee ee One 

k i 


The tetragonal crystals'® Cs,AgChAuCl, and Cs,AuChAuCh, with 


16 A. Burawoy, C. 8. Gibson, G. C. Hampson, and H. M. Powell, J. Chem. Soc. 


1937, 1690. 
17° R. F. Phillips and H. M. Powell, Proc. Roy. Soc. London A173, 147 (1939). 


18 N. Elliott and L. Pauling, J.A.C.S. 60, 1846 (1938). 
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the structure shown in Figure 5-7, contain square complexes [AuCl,]~ 
of tripositive gold, as well as linear complexes [AgCle]~ or [AuCls]~ of 
unipositive silver or gold. 

An interesting case of infinite polymerization is provided by paila- 


QO 











or 2. ae eS 
ay | 
2 ») : 
a ~~ An = 
2 (3 


Fig. &-8.—-The structure of the PdCi, crystal. Small circles re- 
present palladium atoms and large circles chlorine atoms. 


dous chloride. Tn ervetals of thie substance!” (Fig. 5-8) there are planar 
strings of iudefinite rengen with the configuration 


Cl a Cl 


These strings contain rectangular Pd, groups that share edges in such 
& way us to lead to the eemposition PdCh. The PdCl, groups are only 
slighuly distorted from the square configuration, the Cl—Pd—Cl angles 
being 93° anc 87°. 

It may be mentioned that quadricovalent complexes of quadriposi- 


19 ALF. Wells, Z. Krist. 100, 189 (1938). 
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tive platinum and palladium might be expected to hr.ve the tetrahedral 
retoer than the square configuration, since two d orki.ais are available 
for pond orbital formation, instead of only one as jn the bircsilive com- 
plexes. Molecules of the substances” tetramethylplatinus:, ’t(CHa)s, 
and hexamethvidiplatinum, Pte(CHs)s, might be expeeted tu ve similar 
lil Suructure to necpentane and hexamethylethane, respectively, with a 
platinum-platinum bond in the second. However, an investigation of 
the structure of crystalline tetramethylplatinum and trimethy!plat- 
inwm chloride has saown that tetramers Pts(CHs)s5 and Pt.(CHs)uCh 
exist in the crystals, with each platinum atom forming six octahedral 
bonds. ‘T'n2 straeture af these substances will be discussed in Chapter 
10. 

The configuration of compiexes of copper(II) presents an interesting 
problem. i is seen on analysis of the problem thai copper(II) would 
be expectea to form four covalent bonds of the dsp? coplanar type 
rather than tetrahedral sp* covalent bonds. ‘he dep? bonds are much 
stronger than sp* bonds (strength 2.694 instead of 2). Copper(II) 
has, however, one electron more than nickel(II), and in the usual as- 
signment of unshared electrons to orbitals this electron would occupy 
the fifth 3d orbital, making it unavailable for bond formation. On the 
other hand, no loss of energy by the copper atom occurs if the unshared 
electron is placed in the third 4p orbital and the 3d orbital is used for 
bond formation, inasmuch as each of the five orbitals under discussion 
(one 3d, one 4s, three 4p) is occupied either by a shared pair or by the 
single unshared electron on either formulation (single electron in 3d 
with sp® bonds single electron in 4p with dsp? bonds), and the interac- 
tion energy of a shared pair with the copper atom is the same as that 
of a single unshared electron, if the bonds are normal covaleat bonds. 
(There is some loss of energy if they have some ionic character, with the 
copper atom positive.) The greater strength of dsp? bonds than of sp’ 
bonds is accordingly the determining factor; a complex of copper(II) in- 
volving four covalent bonds will have the square rather than the tetra- 
hedral configuration. 

The planar configuration of quadricovalent copper(I1) was discov- 
ered by Cox and Webster?! in the compounds of copper with §-dike- 
tones (copper disalicylaldoxime, copper acetylacetonate, copper ben- 
zoylacetonate, the copper salt of dipropionylmethane) and by Tunell, 
Posnjak, and Ksanda?? in the mineral tenorite, CuO. In crystalline 
cupric chloride dihydrate (Fig. 5-9) there are molecules with the planar 
configuration” 


20 H. Gilman and M. Lichtenwalter, J.A.C.S. 60, 3085 (1938). 

31, G. Cox and K. C. Webster, J. Chem. Soc. 1935, 731. 

#% G. Tunell, E. Posnjak, and C. J. Ksanda, Z. Krist. 90, 120 (1935). 
23 1)..Harker, Z. Krist. 93, 136 (1936). 
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and the same group occurs” in crystalline K;CuCl.-2H;0. 
A careful determination: of the structure of CuClh,-2H,0 has been 
made** by neutron diffraction, which locates the hydrogen atoms. 





Fie. §-9.--The crystal structure of CuCl,-2H,0. 
Small circles represeut copper atoms, circles of intermedi- 
ate size represent oxygen atoms of water molecules, and 
large circles represent chlorine atoms. 


These atoms were found to lie in the same plane as the other atoms of 
the molecule. The dimensions O—H = 0.95 A and angle H—O—H 
= 108° are essentially the same as those of the free water molecule. 
This is the result that would be expected not for a single bond between 
the oxygen atom and the copper atom, which would make the Cu—O—H. 
angles about 105°, but rather for a double bond or for single- 
bond: double-bond resonance. 


#4 8. B. Hendricks and R. G. Dickinson, J.A.C.S. 49, 2149 (1927); L. Chrobak, 
Z. Krist. 88, 35 (1934). 
%* S. W. Peterson and H. A. Levy, J. Chem. Phys, 26, 220 (1957). 
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In K,CuCl,-2H:O each copper atom has as nearest neighbors two 
chlorine atoms at the distance 2.32 A and two oxygen atoms (of the 
water molecules) at 1.97 A, with the planar configuration represented 
in the text. There are also two neighboring chlorine atoms above and 
below the plane of this group, at the distance 2.95 A ‘ this distance is 
much greater than is expected for a covalent bond. The discussion of 
Section 7-10 indicates that these two interactions correspond to a bond 
number about 0.1; that is, they represent bonds about 10 percent as 
strong as asinglebond. The crystal KeCuCk-2H2O may be considered 
as a closely packed aggregate of CuCl,-2H:0 molecules, chloride ions, 
and potassium ions. 

It has been verified by electron-spin magnetic-resonance spectros- 
copy that for copper(II) bis-acetylacetonate* in } mole-percent solu- 
tion in a crystal of palladium(I!) bis-acetylacetonate and for copper 
(II) bis-salicylaldehyde-imine*’ in 4 mole-percent solution in a crystal 
of nickel(II) bis-salicylaldehyde-imine the four coplanar short bonds 
formed by the copper atom are largely covalent and the two long bonds 
have very little covalent character. 

(Orgeland Dunitz** have pointed out that the structure of CoCl:-2H.0, 
determined by Vainstein,?* is closely similar to that of CuCl,-2H;,0, 
except that the cobalt atom forms six single bonds.) 

The same configuration for copper(II), with four strong bonds in a 
plane and usually two very weak bonds (distance about 0.7 A greater 
than for the corresponding strong bonds) in the other two octahedral 
directions, has been reported for many other crystals. Both CuCl,*° 
and CuBr,*! contain strings of squares with opposite edges shared, as in 
PdCl, (Fig. 5-8). The structure of CuF,-2H,0 is similar to that of 
CuCl, - 220.3? 

In copper(II) dimethylglyoxime® and bisacetylacetone copper(II)* 
the copper atom forms four dsp? bonds with adjacent nitrogen or oxy- 
gen atoms and no weak bonds; the other two octahedral directions 
point toward carbon and hydrogen ators. ’ 

An exceptional complex is [CuCl,|~~ in the crystal Ca,;CuCl. The 


26 4. WH. Maki and B. R. McGarvey, J. Chem. Phys. 29, 31 (1958). 

27 A, H. Maki and B. RK. McGarvey, J. Chem. Phys. 29, 35 (1958). 

48. H. Orgel and J. O. Dunitz, Nature 179, 462 (1957). 

#9 8. 1. Vainstein, Doklady Akad. Nauk 8.8.8.2. 68, 301 (1949). 

39 ALF. Wells, J. Chem. Sec. 1947, 1670. 

81 L, Helmholz, J.A.C.S. 69, 886 (1947). 

328. Geller and W. L. Bond, Am. Cryst. Ass’n Meeting, Milwaukee, June 
1958. 

% §. Bezzi, EH. Bua, and G. Schiavinato, Gazz. chim. ital. 81, 856 (1951). 

*% Cox and Webster, loc. cit. (21). E. A. Shugam, Doklady Akad. Nauk S.S.8.R. 
1951, 858; H. Koyama, Y. Saito, and H. Kuroya, J. Inst. Polytech. Osaka City 
Univ. 4, 43 (1953). 
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reported structure* is intermediate between a square plane and aregular _ 
tetrahedron; the four chlorine atoms alternate at heights 0.76 A above 
and below the median plane,’with height zero corresponding to the 
planar configuration and 1.80 A to the regular tetrahedron (the Cu—Cl 
bond length is 2.22 A). »A theoretical study of this complex has been 
reported. It is possible that the distortion from the planar configura- 
tion is caused by the interactions with the cesium ions in the crystal. 
The planar configuration of CuCl, groups (each sharing two chlorine 
atoms with adjacent groups) has been found*’ for a closely related sub- 
stance, CsCuCls. 

Quadricovalent complexes of silver(II) should have the same planar 
configuration as those of copper(II). This has been verified** for the 
silver(II) salt of picolinic acid, which is isomorphous with the cop- 
per(II) salt. and which shows moreover the high birefringence expected ; 
for a parallel arrangement of planar molecules with the structure 


CH=CH 


No compounds of gold(II) are known. 


5-4. THE MAGNETIC CRITERION FOR BOND TYPE 


The usefulness of the magnetic susceptibility of substances in giving 
information about their electronic structure was emphasized by G. N. 
Lewis in his early work on valence. In 1925 Welo and Baudisch** dis- 
cussed the magnetic properties of complex ions and suggested a simple 
rule, which was used later by Sidgwick” and other investigators: that 
the magnetic moment of a complex (as found by measuring its mag- 
netic susceptibility-—-see App. X) is equal to that of the atom with the 


* L. Helmhols and R. F. Kruh, J.A.C.S. 74, 1176 (1952). 

36 G. Felsenfeld, Proc. Roy. Soc. Landon A236, 506 (1956). 

77 A. F. Wells, J. Chem. Soc. 1947, 1662. 

7 Kh. G. Cox, W. Wardlaw, and K. C. Webster, J. Chem. Soc. 1936, 775, 
7 L. A. Welo and O. Baudisch, Nature 116, 606 (1925). 


N. V. Bidgwick, The Electronic Theory of Valency, Clarendon Press, Oxford, 
1927. 


162 Complex Bond Orbitals 


same number of electrons as the central atom of the complex, including 
two for each covalent bond that the central atom forms: For example, 
the ferrocyanide ion, [Fe(CN).s|-~~-~, has zero magnetic moment. 
The ion Fet+ has 24 electrons, to which we add 12 for the six covalent 
bonds to the cyanide ions, tu obtain the total 36; this is the electron 
number for krypton, which is diamagnetic (u = 0). 

This simple rule is satisfactory for many substances, but there are 
also many exceptions. For example, the complex [Ni(CN)4]~~ is dia- 
magnetic, although the rule would make it paramagnetic (resembling 
Se, Z = 34, with magnetic moment about 2.8 magnetons). 

It has been found‘! that the magnetic moments of complexes can be 
discussed in a generally satisfactory way by assigning the atomic elec- 
trons (the electrons that are not involved in bond formation) to the 
stable orbitals that are not used as bond orbitals. The assignment is 
made in the way corresponding to maximum stability, as given by 
Hund’s rules for atoms (App. IV); in particular, electrons are intro- 
duced into equivalent orbitals in such a way as to give the maximum 
number of unpaired electron spins compatible with the Pauli exclusion 
principle. Observed values of the magnetic moment can often be used 
in selecting one from among several alternative electronic structures 
for a complex. Application of this magnetic criterion to octahedral 
and square complexes is made in the following sections. 


5-5. THE MAGNETIC MOMENTS OF OCTAHEDRAL COMPLEXES 


There are three kinds of electronic structures that may be expected 
for the octahedral complexes M X¢ of the iron-group transition elements 
(and also for those of the palladium and platinum groups). ° 

The first kind is that in which no 3d orbitals are involved in bond for- 
mation; the bonds may be formed with use of the +s orbital and the 
three 4p orbitals (four sp? bonds resonating among the six positions), or 
with use of these four orbitals and two 4d orbitals. For this structure 
all five 3d orbitals of M are available for occupancy by the atomic elec- 
trons, and the expected magnetic moment is close to that for the mon- 
atomic ion M+. In earlier discussions® this kind of structure was de- 
scribed as essentially ionic; this description may, however, be mislead- 
ing, and we shall here refer to complexes with this kind of structure as 
hypoligated complexes (the ligands are bonded less SPronety than in 
complexes with the other structures). 

{In structures of the second kind, which occur only oe one of the 
3d orbitals is used in bond formation, leaving four for oceupancy by 
atomio electrons. It was mentioned in earlier editions of this book 


41 Pauling, loc. cit. (5). 
Pauling. Inc. cit. (5); also earlier editions of this book. 
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that the observed magnetic moment of ferrihemoglobin hydroxide* in- 
dicates that the octahedrally ligated iron(III) atoms in this molecule 
have a structure of this kind (with three unpaired electrons). Two 
other substances that probably represent the second kind of octahedral 
ligation are known; they are iron(1I) phthalocyanine and iron(IIT) 
protoporphyrin chloride. 

Octahedral structures of the third kind are those in which d?sp* bonds 
are formed with use of two of the 3d orbitals, leaving only three for 
occupancy by atomic electrons. Complexes with these structures were 
formerly described as essentially covalent; here we shall describe them 
as hyperligated complexes (complexes with strong bonds). 

The way in which the magnetic criterion can be used to distinguish 
between hypcligated and hyperligated octahedral complexes can be 
illustrated for iron(II). The Fet* ion has six electrons outside the 
argon shell. For hypoligated complexes five 3d orbitals ure available, 
and the stable disposition of the six electrons among the five orbitals 
leaves four unpaired, with one orbital occupied by a pair; the corre- 
sponding magnetic moment due to the spins of four electrons is 4.90 
- magnetons. The hydrated iron(II) ion, [Fe(OH.),]++, is observed to 
have w = 5.25, and hence this ion is a hypoligated octahedral complex. 
On the other hand, the hyperligated octahedral complexes of iron(II) 
must place the six elestrens in three orbitals, and hence must have 
uw = 0, as is observed for [Fe(CN),]---~. 

The magnetic moments predicted for the normal states of the mcn- 
atomic ions Fe*t, Cot, and so on are due in part to spia and in part to 
orbital motion. Their values may be calculated for the predicted 
stable Russell-Saunders state (Chap. 2 and App. IV) as gv/J (J + 1), 
where / is the total angular momentum quantum number and g is the 
Landé g-factor appropriate to the Russell-Saunders state (App. I'Y ). 
For example, the normal state of Fe++ is *D,, for which g = 1.500 and 
» = 6.70. In complexes, however, the orbital magnetic moment of 
the complex is in large part quenched, and the moment approaches the 
value due to the spin alone, which is «/n(n + 2), in which n is the 
number of electrons with unpaired spins. Forn = 4 the spin moment 
is 4.90, as mentioned above. The experimental value for the hexahy- 
drated iron(II) ion in solution and in several crystals is 5.25, showing 
that the orbital moment is largely quenched. 

The value of the spin moment for iron-group ions rises to a maxi- 
mum of 5.92, corresponding to five unpaired electrons, and then de- 
creases, aS shown in Table 5-1. 

The observed values for the iron-group ions in aqueous solution are 


* C. D. Coryeil, F. Stitt, and L. Pauling, J.A.C.S. 59, 633 (1937). 
“ J.S. Griffith, Discussions Faraday Soc. 26, 81 (1959). 
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TABLE 5-1.— MaGnetic MoMEntTs or IRoN-GrovupPp 
Ions 1n AQuEOUS SoOuurION 


Number Number of Calculated 











Ton of 3d unpaired spin - Observed 
moment* 
electrons electrons moment¢ 
Kt, Catt, Scttt+, Tit* 0 0 0.00 0.00 
Tittt, Ve 1 1 1.73 1.78 
Vette 2 2 2.83 2.80 
Vtt Crtrt, Mntt 3 3 3.88 3.7-4.0 
Crtt+, Mn***+ 4 4 4.90 4.8-5.0 
Mntt, Fettt 5 5 5.92 5.9 
Fet* 6 4 4.90 5.2 
Cott 7 3 3.88 5.0 
Nit+ 8 2 2.83 3.2 
Cutt g i 1.73 1.9 
0 0 0.00 0.00 


Cut, Zntt i 


eee 





*Jn Bobr magnetons. 


seen from the table to agree reasonably well with the theoretical 
values. The deviations observed can be explained as resulting from 
contributions of the orbital moments of the electrons. 

In many crystalline salts of these elements values of » are observed 
that are close to those for the aqueous ions; some of these are given 
in Table 5-2. For central atoms with more than three 3d electrons 


TABLE 5-2.—-MaGnetic Moments or Ironxn-Grovupr Ions 
IN Sotip CoMPOUNDS 


ee He O  ~, tR See AR — OA ETT TE ATCC St LEI LC CTS OC CTL 





a ee te ee em err ener ARES RE: A EE et one 
et AR CS Ae A RRA A AOS OS AAT OT lets # OCC EEN TY 





Calcuigted Caleulated 





d Observed ; : Observed 
Substance e yas . ene? Substance z a . En 

CrCl 3.38 3.81 CoCl: 3.88 5.04 
CrnOi-7H:O 3.85 Co80.-7H10 5.06 
Crsod, :6H:O 4.90 4.82 (NH4);sCo(SQq)2 -6HsO 5.00 
MnCls 5.82 5.75 Co(N:H,4)380; -Hs0 4.31 
Mn8S0, 5.87 Co(NsH4)1(CH:sCOO)s 4.56 
Mn8Q,-4H:0 5.87 Co(NeH.)2Cla 4,93 
Fre:(80O.) 5.86 
NB.Fe(SO.)s 5.86 ' NiCls 2.83 3.3 
(NH4)sFeFs 5.88 Ni8O. 3.42 
(NH o:FeF;-H:0 6.91 Ni(NsH4)sSOs 3.20 
FeCls 5.84 Ni(NeH4)3(NOs)s 2.80 

Ni(NHy).80. 2.63 
FeCls 4.90 6.23 e 
FeCh-4H:0 5.26 CuCls 1.73 2.02 
FeSO, 5.26 CuSO, 2.01 
FeSQ,:7H:0 5.25 Cu(NHa)4(NOs)s 1.82 
(NH,):Fe(SO1)2-6H20 5.25 Cu(NH;).8Q.-H:0 1.81 
Fe(NaHa)2Cls 4.87 





@ In Bohr magnetons. 
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this agreement substantiates the assignment of the octahedral com- 
plexes to the hypoligated class. 

The observation that an iron(II) complex contains four unshared 
electrons does not require that the bonds in the complex be of the ex- 
treme ionic type. As many as four rather weak covalent bonds could 
be formed with use of the 4s and 4p orbitals without disturbing the 3d 
shell, and a corresponding amount of covalent character of the bonds 
would not change the magnetic moment of the complex. Similarly the 
octahedral d?sp* bonds could have some ionic character without re- 
linquishing their hold on the two 3d orbitals. At some point in the 
change in bond type from the ionic extreme to the octahedral cova:ent 
extreme the discontinuity in the nature of the normal state will occur, 
and the argument given above permits us to describe the octahedral 
complexes with four unpaired electrons as hypoligated and those with 
no unpaired electrons as hyperligated.* 

The decision between hypoligation and hyperligation isdetermined by 
competition between two factors. The factor favoring hypoligation is 
the resonance interaction that stabilizes atomic states with a large 
number of unpaired electrons (large multiplicity, as given by Hund’s 
first rule, Sec. 2-7). The factor favoring hyperligation is the bond 
energy, as determined by the bond-forming power of the ligands and 
the strength of the bond orbitals of the central atom. 

In Table 5-3 there are given observed values of magnetic moments of 
some compounds containing octahedral complexes, not only of the iron- 
group elements but also of the palladium-group and platinum-group 
elements, to which the discussion is also applicable. It is seen that 
the octahedral complexes of iron with fluorine and with water are 
hypoligated, whereas those with the cyanide, nitrite, and dipyridyl 
groups are hyperligated. All of the complexes of cobalt(III) that 


“It has been shown by J. H. Van Vleck, J. Chem. Phys. 3, 807 (1935), that 
extremely strong ionic forces might lead to pairing of the 3d electrons. This 
phenomenon does not occur, however, in the complex of iron with tha most 
electronegative of all atoms, fluorine, and so it is not to be expected to occur in 
any complex. 

“6 In some derivatives of ferrohemoglobin and ferrihemoglobin the iron atoms 
(bivalent or trivalent) are shown to be surrounded octahedrally (probably by 
four nitrogen atoms of the porphyrin complex, one nitrogen atom of the globin, 
and the attached group) by the observed values of the magnetic moments, which 
correspond to désp* octahedral bonds (oxyferrohemoglobin, «. = 0.0; carbon- 
monoxyferrohemoglobin, » = 0.0; ferrihemoglobin cyanide, » = 2.5; ferri- 
hemoglobin hydrosulfide, » = 2.3). In other derivatives the bonds are essen- 
tially ionic (ferrohemoglobin, 1 = 5.4; ferrihemoglobin, » = 5.8; ferrihemoglobin 
fluoride, » = 5.9). The value » = 4.5 for ferrihemoglobin hydroxide suggests 
a structure with three unpaired electrons, not known to be represented among. 
the simpler iron complexes. The derivatives of the prosthetic group of hemo- 
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TABLE 5-3.—OBSERVED MAGNETIC MoMENTS OF OCTAHEDRAL COMPLEXES 
oF TRANSITION ELEMENTS 


een RENNIE er tt Se IY lt SP tS ET NNT aC NE Ae ARENAS, ST OANTSD, 


Hyperligated complexes Hypoligated complexes 
pw? cal- yn? ob- uw’ calcu- —_yt® ob- 
culated served lated served 


K.f[Crl¥(CN)s] 2.83 
Ks[Mn!1(CN)s] 

Ke{[Mn!!(CN)o] 1.73 
Ks [Fe!!4(CN)e] 

K,[Fel!(CN)o] 0.00 
Nas[Fel!(CN)s-NHas] 

[Fe!! (dipyridyl)s]8O. 
K3[Col 4 (CN}e] 

(Colll(NHs)sF3] 

[Coll(NHa)6JCls 
[Co!!}( NH) sCl JCls 
[Col!l(NH3)«Cls JC: 

Co! (NHs)a(NOs)a] 

Coll (NHa)s-Hx0 }2(Cx0x)a 
[Colll(NH3)4COs]NOz-3/2H20 

KsCa (Col! (NOs)s] 1.73 1. 
K2{Pd!¥ Cis] 0.00 0 
[PdaIVCL(NHs)s | 

Nau (Ir!t¥Cla(NO»)«] 

{Ertl (NH) sNOs]Cis 

{frtl2(NHa)a(NOs)2]CI 
[Irf¥2(NHa)a(NOz): | 

Ka[Ptl¥Ch,] 

[Pel¥(NHs)s}Che 

[Pt!¥(NHa)sCl JCI 

{PttY(NHs)«Cls|Cls 

'pel¥(NHs)aCls ]CI 

[PUY (NHy)2Ch | 


Mn!!(NHs3)6Brs 5.92 
(NH4):[Fell Fs] 5.92 
(NHy)2{Fe!!!F,-H:0 | 

[Fe!!(H:0)e](NHSO.: 4.90 


CONN & & 


oBeeseeeeszeeer% 


Oo oO or 


K,[Col IF, ] 4.90 5.3° 
{CoF:(OHs)s]-1/2H:0 4.474 


[Coll (NHs)s]Cls 3.88 4.96 


ZSzessssesess 








— 


® The values quoted are taken in the main from W. Bilta, Z. anorg. Chem. 170, 161 (1928); D. M. 
Bose, Z. Physik 65, 677 (1930); and the International Critical Tables. Values for many other complexes 
are tabulated by P. W. Selwood, Magnetochemisiry, Interacience Publishers, New York, 1956. 

>In Bohr magnetons. 

€ Private communication from Prof. G. H. Cartledge of the University of Buffalo. 

3H, C. Clark, B. Cox, and A. G. Sharpe, J. Chem. Soc. 1937, 4132. 





have been investigated are hyperligated except that with fluorine, 
[CoF*|~--, which is hypoligated. It is interesting that in the se- 
quence [Co(NH;).]*+*+, [Co(NHs)sFs], [CoF.]—~~ the transition from 
hyperligation to hypoligation occurs between the second and third 
complex. 

Bipositive cobalt forms hypoligating bonds with water and hyper- 
ligating bonds with nitrite groups.*’ 


— 





ee per ER certs neta anna tA tO aN O TE AOE TS EO, i A PEI 





globin (hemin, ferroheme, hemochromogens) are_in part ionic and in part co- 
valent in structure (L. Pauling and C. D. Coryell, Proc. Nat. Acad. Sci. U. 8. 
22, 159 [1936]; 22, 210 [1936]; Coryell, Stitt, and Pauling, loc. ett. [43]). 
“7 A detailed discussion of the magnetic moments and structure of complexes 
of cobalt(II) has been made by B. N. Figgis and R.8. Nyholm, J. Chem. Soc. 1959, 
338. 
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The magnetic method cannot be applied to tripositive chromium, 
the structures of the two extreme types having the same number of 
unpaired electrons and entering into resonance with each other. The 
chemical properties of the chromium complexes indicate that chro- 
mium, like the other iron-group elements, forms hyperligating bonds 





Fig. 5-10.—A drawing representing the front half of the cubic unit of 
structure of the crystal prussian blue, KFeFe(CN).:H.O. The structure 
can be described by reference to the eight small cubes that constitute the 
cubic unit of structure. Alternate corners of the small cubes are occupied 
by iron(II) and iron(III) atoms. The cyanide groups lie along the edges of 
the small cubes; each cyanide group forms a single bond with two iron atoms, 
defining the edge of the cube. Water molecules and potassium ions alter- 
nate at the centers of the small cubes. The structure can be described as a 
three-dimensional latticework of iron atoms and cyanide groups defining 
cubical cells that contain the water molecules and potassium ions. 


with groups such as cyanide and hypoligating bonds with water and 
ammonia.‘® The complexes of the iron-group elements are discussed 
further in Section 9-7. 


48 That chromium forms d*sp* hyperligating bonds with oxalate in the ion 
[Cr(C20,)2]++*+ has been inferred by C. H. Johnson (Trans. Faraday Soc. 28, 
845) [1932]) from the following facts: The chromium trioxalate complex and 
the cobaltic trioxalate complex can be resolved into optical isomers, whereas 
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Ail the octahedral complexes of the elements of the palladium and 
platinum groups that have been investigated are diamagnetic, showing 
the strong tendency of these elements to form hyperligating bonds. 

The magnetic properties of prussian blue and similar substances are 
of unusual interest. X-ray investigations’? have shown that sub-~ 
stances such as KFele(CN).s:H:O form cubic crystals in which iron 
atoms lie at the points of a simple cubic lattice, each being connected 
with its six neighbors by CN groups extending along the cube edges 
(Fig. 5-10). The potassium ions and water molecules lie in the cubes 
outlined in this way. The magnetic susceptibility shows that half of 
the iron atoms, presumably those bonded to the carbon atoms of the six 
adjacent cyanide groups, form hyperligating bonds, whereas the other 
iron atoms form hypoligating bands.*° 


5-6. THE MAGNETIC MOMENTS OF TETRAHEDRAL AND 
SQUARE COORDINATED COMPLEXES 


The bipositive nickel atom forming four covalent dsp? bonds has 
only four 3d orbitals available for the eight unshared 3d electrons, 
which must thus form four pairs, the square complex NiX, being dia- 
magnetic. . Bipositive nickel in a complex involving only the 4s and 4p 
orbitals (electrostatic bonds or weak covalent bonds) distributes the 
eight 3d electrons among the five 3d orbitals in such a way as to leave 
two electrons unpaired, the complex having & magnetic moment of 2.83 
Bohr magnetons. From this argument it is seen that the assignment 
of nickel complexes to the tetrahedral and square coplanar classes can 
be made by magnetic measurements. 

The crystals K,Ni(CN), and K;Ni(CN),-H:O, shown by isomor- 
phism to contain the planar complex [Ni(CN),]-—, are diamagnetic. 
Many other nickel complexes, some of which have been shown to be 
planar by the methods mentioned in Section 5-3, have been found to 
satisfy the magnetic criterion. These include the nickel glyoximes,*! 


veonrmcamr 


resolution has not been effected for the trioxalates of trivalent manganese, iron, 
and aluminum. Observed magnotic moments (K;sMn(C.0,);-3H:0, » = 4.88; 
KsFe(C204)3°3H:0, » = 5.75; K,Co(C:0,4)3-38$H20, » = 0.00) show the man- 
ganese and iron complexes to be hypcligated and the cobalt complex to be hyper- 
ligated. 

J. F. Keggin and F. D. Miles, Nature 137, 577 (1936); N. Elliott (unpub- 
lished work at the California Institute of Technology) obtained similar results 
for KMFe(CN).-H320, with M = Mn, Co, and Ni. 

60 The magnetic suaceptibility does not show whether the covalently bonded 
iron is tripositive or bipositive. 

5} Sugden, loc. cit. (7); H. J. Cavell and S. Sugden, /. Chem. Soc. 1935, 621; 
L.. Cambi and L, Szegé, Ber. 64, 2591 (1931). 
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potassium nickel dithio-oxalate,®* nickel diacetyldioxime,® nickel ethy]- 
xanthogenate™ [Ni(Cz2H;0-CS8.)2J, and nicke! ethyldithiccarbamate,™ 
[Ni(CeHs-NH-CSa)e]. 

On the other hand, the compounds [N i(NH3)4iSO3, [Ni(NeHy)2](NOz)s, 
[Ni(C2H.(NH2)2)2](SCN)2-H20, and [Ni(CsH,;O.)2] (nickel acetyl- 
acetone) are paramagnetic, with values of » between 2.6 and 3.2. In 
these complexes the four ‘atoms attached to nickel are presumably ar- 
ranged tetrahedrally; this has not yet been shown, however, by x-ray 
examination or by the synthesis of isomers. The tetrahedral con- 
figuration has been verified by x-ray diffraction® for the ion [NiCl,]-~. 

The values found for the molal paramagnetic susceptibility of hy- 
drated nickel cyanides of composition between Ni(CN).-2H.O and 
Ni(CN2-4H2O. are about one-half those for ionic vickel compounds 
indicating that these substances contain square covalent complexes. 
[Ni(CN),]-~ and tetrahedral ionic complexes [Ni(H,0),}++ or 
[Ni(H:O).]++ in equal numbers.** Anhydrous nickel cyanide is also 
paramagnetic, with molal susceptibility about 10 percent as great as 
for compounds of ionic nickel, the value found depending somewhxt on 
the method of preparing the sample. This indicates that about 90 
vercent of the nickel atoms form square covalent bends with carbon 
or nitrogen atoms of the cyanide groups, and the remaining 10 percent 
of the nickel atoms form hypoligating bonds. 

The factors that determine whether the diamagnetic square or the 
paramagnetic tetrahedral configuration will be assumed by a nickel 
complex cannot be stated precisely. Groups containing sulfur ators, 
which have a strong tendency to form covalent bonds, form square 
complexes; for nitrogen and oxygen the decision seems to depend on 
the presence and disposition of double bonds in the group. 

The complexes of palladium(II) and platinum(II) are all diamag- 
netic. Diamagnetism has been verified’? for RdCh-2H,O, PdCl 

"2NH3, KsPdCh, KsPd(CN)s, KePdly, KePd(SCN)s, K2Pd(NO2)s, pal- 
ladium dimethylglyoxime, and even palladous nitrate in solution (prob- 
ably containing the ion [Pd(H2O),]+*). The crystalline substances 
PdCh, PdI:, PA(CN)2, Pa(SCN)2, and Pd(NO3)2 are also diamagnetic. 
Their atomic arrangements are unknown, except that of PdCh, de- 
scribed in Section 5-3, but it is probable that they all involve square- 
coordinated palladium. With the cyanide, for example, this could oc- 


82 Elliott, loc. cit. (49). 

83 W. Klemm, H. Jacobi, and W. Tilk, Z. anorg. Chem. 201, 1 (1931). 

6 Cambi and Szegé, loc. cit. (51). 

& P, Pauling, Ph.D. dissertation, Univ. London, 1959. 

56 L. Cambi, A. Cagnasso, and EK. Tremolada, Gazz. chim. ital. 64, 758 (1934). 
57 R. B. Janes, J.A.C.S. £7, 471 (1935). 
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Continued polymerization is observed in crystals®® of PdO and PtS 
(cooperite), which contain planar rectangular PtO, or PtS, groups, with 
shared O or S, as shown in Figure 5-11. Braggite, (Pt, Pd, Ni)S, and 
PdS, however, seem to have a related but more complex structure,®* 
involving slight distortions from the cooperite configuration. The 
ae reported for the Pd—S bond distances are 2.26, 2.29, 2.34, and 
2.43 A. . : 
Compounds of platinum similar to those of palladium listed above, 
including also Pt(NHs),SO., KePt(C204)2-2H2O, PtCl-2CO, and 
PtCl.-CO, are diamagnetic. The last substance is probably a tetramer. 
The magnetic method cannot be used to distinguish easily between 
the square and the tetrahedral configurations for complexes of biposi- 
tive copper or silver, since for each configuration one unpaired electron 
is expected. A small difference between the moments for the two con- 
figurations may arise in the following way. The moment of cupric ion 
in solution, 1.95, is larger than the spin moment of one electron, 1.73, 
because of a small contribution of the orbital moment. This contribu- 
tion should be smaller for square complexes than for tetrahedral com- 
plexes because of the greater quenching effect of the more unsym- 
metrical field of the attached groups. There is some indication that 
this occurs; for CuSO,-5H2O and Cu(NOs)2-6H2O values of » of 1.95 
to 2.02 are reported, whereas for CuCh-2H.20, K:CuCl,-2H,0, and 
Cu(NH3)4(NO3)2 the observed values lie between 1.73 and 1.87. 
Anisotropy of the paramagnetic susceptibility of CuSO,-5H.O has 
58 |. Pauling and M. L. Huggins, Z. Krist. 87, 205 (1934); F. A. Bannister 


and M. H. Hey, Mineral. Mag. 23, 188 (1932). 
5° TF. Gaskell, Z. Krist. 96, 203 (1937); F. A. Bannister, zbid. 201. 
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been found *° the effective magnetic moment of the [Cu(H20),]++ com- 
plex is 2.12 Bohr magnetons with the magnetic field normal to the 
plane of the complex and 1.80 with the field in the plane. 

Nickel tetracarbonyl] has a tetrahedral configuration; this does not 
lead to paramagnetism, however, because the neutral nickel atom has 
two electrons more than bipositive nickel, and the 3d orbitals are com- 
pletely occupied by pairs. Ni(CO),, like other metal carbonyls and 





Fia. 5-il—The structure of the 
tetragonal crystal PdO. Small cir- 
cles represent palladium atoms and 
large circles oxygen atoms. The 
PdO, groups are planar. 


related compounds that have been studied magnetically (including 
Co(CO);NO, Fe(CO)2(NO)s, Fe(CO)s, Fe:(CO)*®, Fes(CO)i12, Cr(CO)., 
and Mo(CO).), is diamagnetic. 

- . The color of a complex is closely related to its bond type and coordi- 
nation type. Lifschitz and his collaborators*! have prepared many 
complexes of nickel with stilbenediamine (1,2-diphenylethylenedia- 
mine) and with monophenylethylenediamine, two molecules of diamine 
being combined with one nickel atom in each compound. Some of 
these substances are yellow in color and some are blué. All the yellow 
substances are diamagnetic, showing that in these each nickel atom 
forms square dsp* bonds with the four nitrogen atoms of the two at- 
tached diamine groups. All the blue substances, on the other hand, 
are paramagnetic, with susceptibilities corresponding to values close 


so K. S. Krishnan and A. Mookherji, Phys. Rev. $4, 841 (1938). 
61 J. Lifschitz, J. G. Bos, and K. M. Dijkema, Z. anorg. Chem. 242, 97 (1939). 
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to 3.0 Bohr magnetons for the nickel atom. This shows that the bonds 
are hypoligating, the configuration of atoms about each nickel atom 
probably being octahedral. The probability of octahedral coordina- 
tion is supported by the fact that the substances Ni(NHs3)eXs, with 
X = Cl, Br, I, and NOs, in which there is octahedral coordination 
about nickel,® are violet in color. 


5-7, THE ELECTRONEUTRALITY PRINCIPLE AND THE STABILITY 
OF OCTAHEDRAL COMPLEXES 


Many factors affect the stability of complexes. One important fac- 
tor, the multiple-bond character of the M—-X bonds, will be discussed 
in Section 9-7. 

Another important factor is the partial ionic character of the bonds. 
In general it may be said that stable complexes are those with struc- 
tures such that each atom has only a small electric charge, approximat- 
ing zero (that is, in the range —1to +1). The electroneutrality prin~ 
ciple,* of which the foregoing statement is a special case, will be dis- 
cussed further in Section 8-2. 

Let us consider the cobalt(III) hexammoniate ion, [Co(NHs)e|tt*. 
If the Co—N bonds were ionic bonds the entire charge 3+ would be 
located on the cobalt atom; and if they were extreme covalent bonds 
the cobalt atom would have the charge 3— and each nitrogen atom the 
charge 1-+ (Fig. 5-12). In fact, the bonds have partial ionic character 
such as to make the atoms nearly neutral. If it is assumed, as illus- 
trated in Figure 5-13, that the Co—N bonds have 50 percent and the 
N—H bonds 17 percent ionic character, the cobalt and nitrogen atoms 
become neuttal and each hydrogen atom has the charge +%$. This 
distribution of the charge of the complex ion, over the surface of the 
nearly spherical group, corresponds to electrostatic stability; an electri- 
cally charged solid metal sphere has its charge entirely on its surface. 

The assumed amount of ionic character of the N—H bond is that 
corresponding to its electronegativity difference, but that for the 
Co—N bond is larger (50 percent, whereas the electronegativity differ- 
ence corresponds to 30 percent). 

We may understand from an extension of the foregoing discussion 
why stable cationic complexes have a peripheral set of hydrogen atoms, 
as in the hydrates and ammoniates, and the stable anionic complexes 
have a peripheral set of electronegative atoms, as in [Co(NOs)s}---, 
[Fe(CN)e]--~~, and [Co(C204)3]--~. 

The electronegativity principle provides an explanation of the sta- 
bility of hydrated ions of the iron-group transition elements with oxida- 


aR. W.G. Wyckoff, J.A.C.S. 44, 1239, 1260 (1922). 
6 I, Pauling, J. Chem. Soc. 1948, 1461. 
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tion number +2 or +3. The electronegativity values for the elements 
Ti to Ni lie in the range 1.5 to 1.8, corresponding to 52 to 63 percent of 
partial ionic character of the bonds to oxygen atoms, and hence to the 





Fic. 5-12.—The representation of alternative extreme types of electronic 
structures for the octahedral complex ion [Co(NHs).|++*. On the left 
is a representation of the structure with extreme electrostatic bonds. The 
cobalt atom is represented as having a positive dlectric charge, 3+. At the 
right is represented the structure in which normal covalent bonds are be- 
tween the cobalt atom and the surrounding nitrogen atoms, as well as 
between the nitrogen atom and its three attached hydrogen atoms. This 
structure places the charge 3— on the cobalt atom and 1+ on each nitrogen 
atom. 


Fia. 5&13.—The distribution 
of charge in the complex ion 
[CO(NH;).|***, with the cobalt- 
nitrogen bonds represented as hav- 
ing 50 percent ionic character and 
the nitrogen-hydrogen bonds as 
having 16.7 percent ionic character. 
This electronic structurb leaves the 
cobalt atom and the nitrdbgen atoms 
with szero electric charge. The 
total charge of the complex, 3+, 
is distributed over the eighteen hy- 
drogen atoms. o 





transfer of 2.22 to 2.88 units of negative charge to the metal atom in the 
hexahydrated complex. This charge transfer would make the metal 
atom nearly neutral if its oxidation number were +2 or +3. 
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A discussion of other properties of hexahydrated ions and other com- 
plexes of the iron-group metals, including paramagnetic resonance and 
spin-orbit coupling constants evaluated from absorption spectra, has 
led to the conclusion that in both bipositive and tripositive metal-ion 
complexes the metal atom is close to electric neutrality.” 


5-8. LIGAND FIELD THEORY 


An interesting and useful method of theoretical treatment of certain 
properties of complexes and crystals, called the ligand field theory, has 
been applied with considerable success to octahedral complexes, es- 
pecially in the discussion of their absorption spectra involving elec- 
tronic transitions. The theory consists in the approximate solution 
of the Schrédinger wave equation for one electron in the electric field of 
an atom plus a perturbing electric field, due to the ligands, with the 
symmetry of the complex or of the position in the crystal of the atom 
under consideration. | 

The general theory was worked out in detail by Bethe in a paper that 
is the starting point used by nearly every investigator. Application of 
the theory was soon made to the magnetic and optical properties of 
complexes by Penney and Schlapp, Van Vleck, and others.*7 The 
theory is usually applied in such a way as to permit the evaluation 
from experimental quantities of parameters representing the strength 
of the ligand field and the magnitudes of the interactions of the d elec- 
trons in the complexes; there is difficulty, however, in the interpreta- 
tion of these values in terms of structural features. 

In some respects the ligand field theory is closely related, at least 
qualitatively, to the valence-bond theory described in the preceding 
sections, and many arguments about the structure of the normal state 
of a complex or crystal can be carried out in either of the two ways, 
with essentially the same results.®* 

For example, it has been found®* that CrF; crystallizes with the rutile 
structure (Fig. 3-2), but with four of the Cr—F bonds (lying in a plane) 
with length 2.00 + 0.02 A and the other two with length 2.43 A (and 
hence presumably much weaker), whereas in other crystals (Mg, 
TiO.) the six ligands of the metal atom are at essentially the same dis- 
tance. The distortion of the coordination polyhedron can be ex- 


« T. M. Dunn, J. Chem. Soc. 1959, 623. 

& See the several communications on “Ions of the Transition Elements,”’ 
Discussions Faraday Sec. 26, 7-192 (1959). 

s¢ H. Bethe, Ann. Physik 3, 143 (1929). : 

67 W. G. Penney and R. Schlapp, Phys. Rev. 41, 194 (1932); Van Vieck, loc. cit. 
(45): J. S. Griffith, Trans. Faraday Soc. 54, 1109 (1958). 

© N.S. Gill, R. 8. Nyholm, and P. Pauling, Nature 182, 168 (1958). 

°K. H. Jack and R. Maitland, J. Chem. Soc. 1957, 232. 
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plained in a straightforward way by the ligand field theory, or alterna- 
tively by the consideration of bond orbitals. The substance has para- 
magnetic susceptibility corresponding to four unpaired 3d electrons per 
chromium atom. These electrons utilize four of the five 3d orbitals. 
Hence it would be expected (Sec. 5-3) that the atom would make use of 
the remaining d orbital to form dsp? square bonds (with, of course, 
some partial ionic character). 

CrF; forms a cubic crystal containing regular octahedral CrF’s groups, 
each fluorine atom forming a joint corner of two octahedra; the Cr—F 
bonds all have length 1.90 ck The regularity of these sctahedract 18 
expected; the three unpaired 3d electrons use only three of the 3d or- 
bitals, leaving two available for formation of d?sp* octahedral bonds. 

In an environment with regular octahedral symmetry the five d or- 
bitals can be divided into two sets. Two orbitals, d,2 and d,*4,%, inter- 
act in an equivalent manner along the z, y, and z axes, and the other 
three, d.y, dys, and d,,, interact in a different way with the field. The 
latter three, which avoid the octahedral ligands, represent a triply de- 
generate state for a nonbonding electron that is more stable than the 
doubly degenerate state represented by the first two. 

If only one of the orbitals d.,, d,s, des is occupied, the structure no 
longer has regular octahedral symmetry. If three are occupied, as in 
Cr¥;, the regular symmetry is retained. The fourth 3d electron in 
CrF, can be described as occupying the d,* orbital, and repelling the 
two fluorine atoms along +z and —z. 


5-9. OTHER CONFIGURATIONS INVOLVING d ORBITALS 


In molybdenite, Mo8:, the: molybdenum({IV) atom, with only one 
unshared pair of 4d electrons, has four 4d orbitals available for bond 
formation. The configuration of the six sulfur atoms about each 
molybdenum atom in this crystal” is not octahedral, but is that of a 
trigonal prism with unit axial ratio, as shown in Figure 5-14. The 
S—Mo—S bond angles have values 82° and 136°, which are not far 
from those for the strongest dsp bonds (73°09’ and 133°37’) ; six equiva- 
lent orbitals of strength 2.983 with the trigonal-prismatic orientation 
of bond directions can be construeted.”! 

This configuration occurs also in tungstenite, WS:, but it has not 


77 R. G. Dickinson and L. Pauling, J.A.C.S. 45, 1466 (1923). 

1 Hultgren, loc. cit. (3); Kuhn, loc. cit. (4); G. H. Duffey, J. Chem. Phys. 17, 
1328 (1949). Hultgren mentions that the observed diamagnetism of molybden- 
ite may be explained by the fact that there is only one orbital with large d char- 
acter orthogonal to the six trigonal-prism bond orbitals; the other two orbitals 
have smaller d character (more ¢ and p), and are hence less stable for occupancy 
by nonbonding electrons. 
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been recognized in any other compounds of molybdenum or tungsten. 

Both quadripositive and quinquepositive molybdenum and tungsten 
form complexes with eight cyanide groups. In these complexes a 
molybdenum atom has available five 4d orbitals, one 5s orbital, and 


Fig. 5-14.—The structure of the 
hexagonal crystal molybdenite, 
Mo8,, showing the arrangement of 
sulfur atoms (large circles) at the 
corners of a trigonal prism about 
each molybdenum atom (small cir- 
cles). 





three 5p orbitals, which in combination give rise to nine hybrid orbitals. 
One of these is occupied by the electron pair or odd electron (for 
Mo(IV) or Mo(V), respectively), leaving eight orbitals for bond forma- 
tion. The configuration of the complex [Mo(CN)s]~~~~, as deter- 
mined experimentally by Hoard and Nordsieck in their x-ray study” 
of crystalline potassium molybdocyanide dihydrate, K,sMo(CN)s 
-2H,0, is shown in Figure 5-15. It is of interest that the coordination 
polyhedron is neither the square antiprism, which would be favored by 
steric interactions of the cyanide groups, nor the cube, which comes to 
mind because it, like the tetrahedron and octahedron, is a regular poly- 
hedron. Four bonds lie at 34° with the vertical symmetry axis of the 
complex, and the other four at 73°. The values for the set of eight 
bond orbitals with maximum sum of strengths (4 with strength 2.995, 
4 with 2.968) are 34°33’ and 72°47’, respectively.” 


72 J, L. Hoard and H. H. Nordsieck, J.A.C.S. 61, 2853 (1939). 

73 G, Racah, J. Chem. Phys. 11, 214 (1943). Racah finds that the best eight 
equivalent dsp orbitals have strength 2.9886; they are directed toward the corners 
of a tetragonal antiprism, with angle 60°54’ with the tetragonal axis, 
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The substances K;Re(CN)s and K:Re(CN)s, recently reported,” 
probably eontain Re(V) and Re(VI) with ligancy 8 and the same con- 
figuration as the molybdenum octacyanide complexes. 

The configuration of the eight oxygen atoms bonded to the thorium 
atom in thorium(IV) acetylacetonate, Th(C,;H7O,),, has been found’ 
to be that of the tetragonal antiprism (Fig. 5-16). Each bidentate 
ligand connects adjacent corners of one of the squares of the polyhedron. 


Fig. 5~-15.—The structure of the 
complex ion [Mo(CN)s|~~~~. The 
carbon atoms of the cyanide groups 
are bonded to the molybdenum atom. 





Five covalent bonds can be tormed by the phosphorus atom in the 
molecules PF,;, Pl'3Cl, and PCl; with use of one 3d orbital. All three 
of these molecules have been shown by the electron-diffraction method” 
to have the configuration of a trigonal bipyramid of halogen atoms with 
the phosphorus atom at its center (Fig. 5-17). In PF:;Ch the two 
chicrine ntoms are at. the apices of the two pyramids and the three 
fhicring ateorns at the corners of their common base. The trigonal 
bipyramidal configuration for PF, has been verified by nuclear mag- 
netic resonance;"’ ine same technique has shown that IF, and BrF;, 
have the square pyramidal cecnfiguration described below. 

An approximate quantum mechanical treatmeni’® of PCI; has led to 


7 R. Colton. B. D. Peacock, and G. Wilkinson, Nature 182, 393 (1958). 

7D. Grdenit and B. Matkovit, Nature 182, 465 (1958). : 

wy. O. Brockway and J. Y. Beach, J.A.C.S. 60, 18386 (1938); M. Rouauilt, 
Compt. rend, 207, 620 (1938); V. Schomaker, unpublished investigation. Brock- 
way and Beach reported the interatomic distances P—F = 1.59 + 0,03, and 
P——Cl = 2.05 + 6.03 Ain PF;Ck and P—F = 1.57 + 0.02 Ain PF. The 
two chlorine atuis at the apices of the pyramids in PCl; are 2.11 A from the 
phosphorus atom, the other three being at 2.04 A. 

7H. 8S. Gutowsky and C. J. Hoffman, J. Chem. Phys. 19, 1259 (1961). 

78 J. Pauling and J. I. Fernandez Alonso, Proc. Nat. Acad. Sci. U. S., in press. 
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Fig. 5-16.—The tetragonal antiprism. 


the conclusion that the molecule can be described as involving reso- 
nance of structure A-with the five structures B and C and the six struc- 
tures D, each contributing about 8 percent: 


Ci Cl Cl Cr 4A Cl Ci Cl 
‘Pot pol _s Cl- ~ ~e 

of bi or di or di | a 

A(1 structure) B(2) C(3) D(6) 


(The Cl—Cl bond shown in D is a long bond that does not contribute 
much to stabilizing the molecule.) Only for structure A is a large 
amount of d character involved in the bond orbitals. 

The same configuration has been reported also for molybdenum 
pentachloride,”* MoCl,, antimony pentachloride,®° SbCl,, and the tri- 
methylstibine dihalides,*! (CHs)sSbXs. Molybdenum pentachloride 


79 Klectron-diffraction study of gas molecules, R. V. G. Ewens ind M. W. 
Lister, Trans. Faraday Soc. 34, 1358 (1938). 

30 Gas molecules (electron diffraction), M. Rouault, Ann. phys. 14, 78 (1940); 
crystal (x-ray diffraction), S. M. Ohlberg, J.A.C.S. 81, 811 (1959). 

* A. F. Wells, Z. Krist. 99, 367 (1938). 
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occurs as the dimer, MozClio, in the crystal.*? Each molybdenum 
atom has six chlorine atoms ligated about it at the corners of a nearly 
regular octahedron. The octahedra of the two molybdenum atoms of 
the dimer have a common edge, defined by two chlorine atoms bonded 
to both of the molybdenum atoms. Nb2Clio has the same structure. 

It is interesting that AsCl, has never been synthesized. There are 
several compounds of elements of the first long period that have never 
been made, although the corresponding compounds of their congeners 


Fra. 5-17.—-The structure of the molecule 
PCl;, showing the arrangement of the five 
chlorine atoms at the corners of a trigonal 
bipyramid about the phosphorus atom. 





in adjacent periods are known:* other examples are VCls, CrF’6, SeOs, 
and HBrQ,. 

The molecule IF; has the configuration of a pentagonal bipyramid; 
five fluorine atoms are arranged in a belt in the equatorial plane about 
the iodine atom, and the other two are in the axial positions.* The 
I—F bond lengths are about 1.85 A. Bond orbitals for this configura- 
tion have been reported by Duffey. The equatorial sp*d* orbitals 
have strength 2.976 and the axial orbitals have strength 2.920. 

The configuration of the pentagonal bipyramid has been found® for 
the [U¥,;]--— complex ion in the crystal K;UF;. In the A-modifica- 
tion of the rare-earth sesquioxides®’ and in the ions [ZrF;]——~ and 
[NbOF.,]—-—~— each metal atom is surrounded by seven oxygen or fluo- 
rine atoms with the configuration of an octahedron distorted by spread- 
ing one face and introducing the seventh atom at its center,** whereas 


8 1), KE. Sands and A. Zalkin, Acta Cryst., in press (1959). 
8 W.E. Dasent, J. Chem. Educ. 34, 535 (1957). 
81 §. H. Bauer and F. A. Keidel, reported by Sutton, Interatomtc Distances; 
R. C. Lord, M. A. Lynch, W. C. Schumb, and E. F. Slowinski, J.A.C.S. 72, 
522 (1950); R. D. Burbank and F. N. Bensey, Jr., J. Chem, Phys. 27, 981 (1957). 
% G.H. Duffey, J. Chem. Phys. 18, 943 (1950); aleo R. L. Scott, tbzd., 1420. 
86 W.H. Zachariasen, Acta Cryst. 7, 792 (1954). 
87 T,. Pauling, Z. Krist. 69, 415 (1929). 
88 G. C. Hampson and L. Pauling, J.A.C.S. 66, 2702 (1938); M. B. Williams 
and J. L. Hoard, ibid. 64, 1139 (1942). 
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m the ions INDE, ]-~ and [TaF,|—— the configuration of the seven 
fluorine atoms can be described as obtained by introducing a seventh 
atom at the center of one of the square faces of a trigonal prism.*° 

The configuration of the tetragonal antiprism has been found” for 
the [TaFs|~~~ ion in the crystal NasTaFs (Fig. 5-16). 

It ig to be borne in mind that the stoichiometric formula-of a com- 
pound may not indicate uniquely the ligancy of its complexes. Thus 
Hoard and Martin®! have shown that the crystal KsHNbOF, does not 
contain [NbF;]~~— groups (which do exist in KgNbF 7) or [NbOF;]~--~ 
groups; but rather octahedral [NbOF.|~—~ groups and hydrogen bifluo- 
ride ions [HF;]~-, the formula being preferably written K;HF,NbOFs. 
Similarly®? the crystal (NH,);SiF contains no complexes [Sil;]—~-, 
but instead octahedral complexes [SiF.]-— and fluoride ions F-. 


5-10. CONFIGURATIONS FOR ATOMS WITH UNSHARED 
ELECTRON PAIRS 


A considerable amount of information about the relative orientations 
of bonds formed by an atom that also possesses one or more unshared 
electron pairs has been gathered. 

In a few cases an unshared electron pair seems to have no effect on 
bond directions. This is observed® for Se(IV) in the octahedral com- 
plex ion [SeBre]~— and for Sb(III) in [SbBr.]--~. 

Usually, however, an unshared pair seems to occupy one of the corners 
of a coordination polyhedron and to replace the shared pair of a bond. 
The molecules NHs3, PCls, etc. have pyramidal configurations that 
might be deseribed as involving bonds directed toward three corners 
of a tetrahedron with the fourth corner oceupied by the unshared pair, 
and a similar description can be given for H.O, (CH,)3S, and related 
molecules. 

The extension of this postulate to atoms with five bonds and one 
unshared pair suggests that the bonds should be directed toward the 
five corners of a square pyramid, which with the unshared pair would 
form an octahedron. BrF, has ‘heen shown™ to have this configura- 
tion. The bromine atom lies about 0.15 A below the base of the pyra- 


89 J. L. Hoard, J.A.C.S. 61, 1252 (1939). 

° J. L. Hoard, W. J. Martin, M. E. Smith, and J. F. Whitney, J.A.C.S. 76, 
3820 (1954). 

1 J, L. Hoard and W. J. Martin, J.A.C.S. 63, 11 (1941). 

2 J. L. Hoard and M. B. Williams, J.A.C.S. 64, 633 (1942). 

% J. 1. Hoard and B. N. Dickinson, Z. Krist. 84, 436 (1933); N. Elliott, J. Chem. 
Phys. 2, 298 (1934). 

* R. D, Burbank and F. N. Bensey, Jr., J. Chem. Phys. 21, 602 (1953); 27, 
983 (1957). 
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mid, so that the F—Br—F angles (from the apica! fluorine atom to the 
basal atoms) are about 86°. The unshared electron pair thus occupies 
a larger volume about the bromine atom than the shared pairs. This 
distortion from the regular octahedral configuration is the expected 
consequence of the large amount of s character of the orbital occupied 
by the unshared pair and the d and f character of the bond orbitals. 

In the crystal KICl, the four chlorine atoms of the [ICl,|~ complex 
are located at the corners of a square about the iodine atom ;* we may 
consider that the octahedron about iodine is completed by the two un- 
shared electron pairs of the iodine atom, one above and one below the 
ICl, plane. | 

Our postulate suggests that the configuration of molecules such as 
TeCl, is similar to that of PCl, and related molecules; that is, that the 
four bonds and one unshared pair occupy the five corners of a trigonal 
bipyramid. The unshared pair would probably occupy one of the 
equatorial positions rather than one of the apical positions. Such a 
configuration has, indeed, been found for tellurium tetrachloride, with 
chlorine atoms at the two apices and at two of the three equatorial po- 
sitions of a trigonal bipyramid, the unshared pair occupying the third. 
In crystalline SeBre(CeHs5)2 the configuration is the same,” with the 
bromine atoms in the apical positions. This configuration has also 
been found® for Te(CHs)2Ch. As in other molecules with unshared 
pairs, the unshared pair occupies a larger volume about the central 
atom than the shared pairs: the values of the bond angles are Cl—Te 
—Cl] = 172.3° + 0.3°, Cl—Te—C = 87.5° + 1.0°, and C—Te—C 

== 98>2° + 1.1°. 

The x-ray investigation®® of the crystal KIO.F; has shown that the 
[{0:F:]- ion can also be described as having the trigonal bipyramidal 
configuration, with the two oxygen atoms and the unshared electron 
pair in the equatorial positions and the two fluorine atoms at the 
apices. | 

The bromine trifluoride molecule can be similarly described from a 
careful microwave study?” as a trigonal bipyramid with fluorine atoms 
at the two apical positions and one equatorial position (and unshared 
pairs at the other two equatorial positions), the four atoms thus being 


% R.C. L. Mooney, Z. Krist. 98, 377 (1938). 

% TD. P. Stevenson and V. Schomaker, J.A.C.S. 62, 1267 (1940). 

7 J. D. McCullough and G. Hamburger, J.A.C.S. 63, 803 (1941). 

% G. D. Christofferson, R. A. Sparks, and J. D. McCullough, Acta Cryst. 11, 
782 (+968). 

99 L,, Helmhols and M. T. Rogers, J.A.C.S. 62, 1537 (1940). 

100), W. Magnuson, J. Chem. Phys. 27, 223 (1957). An agreeing crystal 
structure study has also been reported: Burbank and Bensey, J Chem. Phyz. 27, 
983 (1957). 
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coplanar. The two small F—Br—F bond angles have the value 
86°12.6’; the Br—-F bond lengths are 1.721 A (to one F atom) and 
1.810 A (to the other two). A similar structure has been found?! for 
CIF;; the structural parameters.are F-—-Cl—F = 87.5°, CI—F = 1.598 

+ 0.005 A (one bond) and 1.698 + 0.005 A (two bonds). | 

It has been pointed out}? that the electrical conductivity of liquid 
BrF strongly indicates the presence of the ions [BrF,]+ (tetrahedral, 
two unshared electron pairs at two tetrahedron corners) and [BrF,]- 
(octahedral, two unshared pairs at two corners). The cation is pres- 
ent! in BrF.SbF's and (BrF2)2SnF'., which are acids in solution in BrFs, 
and the anion is present!™ in KBrF,, AgBrF,, and Ba(BrF,):, which are 
bases in this solution. 

We conclude from the foregoing examples that in general the con- 
figurations of molecules with unshared electron pairs are similar to 
those of molecules with only shared pairs in the valence shell, except 
that the unshared pairs occupy a larger volume than the shared pairs, 
thus causing a decrease in the values of the bond angles. This effect 
has been discussed in detail in Section 4-3 for the simple case of sp hy- 
bridization. 


101 Microwave: D. F. Smith, J. Chem. Phys. 21, 609 (1958); crystal structure: 
R. D. Burbank and F. N. Bensey, Jr., tbid. 602. 

102 A, A. Banks, H. J. Emeléus,and A. A. Woolf, J. Chem. Soc. 1949, 2861. 

193 A. A. Woolf and H. J. Emeléus, J. Chem. Soc. 1949, 2865, Also BrFgAuFy° 
A. G. Sharpe, zbid. 2901. | 

14 A. G. Sharpe and H. J. Emeléus, J. Chem. Soc. 1948, 2135. 


CHAPTER 6 


The Resonance of Molecules among 


Several Valence-Bond Structures 


On E of the most interesting and useful applications of the theory of 
resonance is in the discussion of the structure of molecules for which no 
one valence-bond structure is satisfactory. An introduction to this 
discussion is presented in the following sections. The chapter ends 
with a reply to some critical comments that have been made about the 
theory. 


6-1. RESONANCE IN NITROUS OXIDE AND BENZENE 


For many molecules it is possible to formulate valence-bond struc- 
tures that are so reasonable and that account so satisfactorily for the 
properties of the substances that they are accepted by everyone with- 
out hesitation. The structures given on the next page may be shown 
for illustration. ‘The physical and chemical properties of substances 
and the configurations of molecules associated with structures of this 
type are well understood,, and this understanding forms the basis for a 
large part of chemical reasoning. 

It is sometimes found, however, that an unambiguous assignment of 
a single valence-bond structure to a molecule cannot be made: two or 
more structures that are about equally stable may suggest themselves, 
no one of which accounts in a completely satisfactory way for the 
properties of the substance. Under these circumstances some new 
structural concepts and symbols might be introduced; we might, for 


example, use the symbol C for benzene, without attempting to 


interpret this symbol in terms of single and double bonds. With the 
development of the idea of quantum-mechanical resonance a more il- 
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Oxygen fluoride } - 
-O—F: 


H 
1O—H 


| H 
| , 
Trimethylamine : a ies 
HG H 
H 
H H 
Ethane eee 
H H 
H H 
i ee 
Ethylene C==C0 
eo 
H H 


Juminating and useful solution to this difficulty has been found: the 
actual normal state of the molecule is not represented by any one of the al- 
ternative reasonable structures, but cun be represented by a combination of 
them, their individual contributions being determined by their nature 
and stability. The molecule is then described as resenating among the 
several valence-band structures.3 


+ The idea of the quantum-mechanical resonance of molecules among several 
valence-bond structures was developed in 1931: see J. C. Slater, Phys. Rev. 37, 
481 (1931); E. Hickel, Z. Physik 70, 204 (1931); 72, 310 (1931); 76, 628 (1932): 
83, 632 (1933); L. Pauling, J.A.C.S. 53, 1367, 3225 (1931); 54, 988, 3570 (1932): 
Proc. Nat. Acad. Sci. U. 8. 18, 293 (1932); L. Pauling and G. W. Wheland, J. 
Chem. Phys. 1, 362 (1933); etc. During the twentieth century rapid progress 
has been made in the development of chemical theories that bear some relation- 
ship to the theory of resonance. A small resemblance to it ia shown by Thiele’s 
theory of partial valence (J. Thiele, Ann. Chem. 306, 87 [1899]), and it is much 
more closely approximated by Arndt’s theory of intermediate stages (F. Arndt, 
E. Scholz, and F. Nachtwey, Ber. 57, 1908 [1924]; F. Arndt, ibd. 63, 2968 {1930]) 
and the theory of the mesomeric state developed by English and American 
organic chemists (T. M. Lowry, J. Chem. Soc. 123, 822, 1866 [1923]; H. J. Lucas 
and A. Y. Jameson, J.A.C.S. 46, 2475 [1924]; R. Robinson et al., J. Chem. Soe. 
1926, 401; C. K. Ingold and E. H. Ingold, ibid. 1310: etc.). 
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The resonance of molecules among various electronic structures has 
been discussed in detail in Chapter 3 for the case that the resunating 
structures differ in regard to bond type (ionic and covalent). The 
resonance under discussion in this chapter is not greatly different; it 
involves structures that differ in the distribution of bonds rather than 
in their type. 

The nitrous oxide molecule may be used as an example. This mole- 
cule is linear, with the oxygen atom at one end. It contains 16 valence 
electrons; and it is seen that these can be assigned to the stable L orbit- 
als of the atoms in any of the following reasonable ways: 


— ee + 
A :-N==N=0: 
a + 7) 
B :N==N=0: 
+ ace 
C :N==N—O: 


Each of these three structures involves four covalent bonds (counting a 
double bond as two and a triple bond as three), and a separation of 
charge to adjacent atoms. (Structures A and B differ in that in A the 
double bond between N and N is formed with use of p, orbitals and 
that between N and O with p, orbitals, and in B they are reversed; see 
Sec. 4-7.) Other structures that might be written are recognized at 
once as being much Jess stable than these, such as 


—— ee + + 
D > N-—N==0: 


on which instability is conferred by the arrangement of electric charges, 
and 


“es ee er - 
ci} :-N==N—O: 
F -N—N=0: 


with instability arising from the smaller number of covalent bonds. 

A decision cannot be made between structures A, B, and C, which 
are, indeed, so closely similar in nature that there can be no large energy 
difference between them. Moreover, they satisfy the other conditions 
for resonance: they involve the same number of unpaired electrons 
(zero), and they correspond to about the same equilibrium configura- 
tion of the nuclei (linear, for a central tetrahedral atom forming either 
two double bonds or a single bond and a triple bond). We accordingly 
expect the normal state of the molecule to correspond to resonance 
among structures A, B, and C, with smal! contributions by the other less 
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stable structures, which can be neglected in our discussion. The mole- 
cule is more stable than it would be if either A, B, or C alone represented 
its normal state by an amount of energy equal to the resonance energy 
among the three structures. Its interatomic distances and force con- 
stants are not those corresponding to any one structure alone, but to 
resonance among them (Chap. 7). Its electric dipole moment is not 
large, but is close to zero, the opposed moments of the structures can- 
celing each other; the experimental value, from the microwave spec- 
trum,? is 0.166 + 0.002 D, with the direction not known. 

The value of the electric dipole moment provides an illustration of 
the significance of resonance as compared with tautomerism. If ni- 
trous oxide gas were a tautomeric mixture of molecules of types A, B, 
and C, its dielectric constant would be large, since the molecules of 
each type would have large dipole moments and would make a large 
contribution to the dielectric constant of the gas. The frequency of 
resonance among the structures is, however, very large, of the order of 
magnitude of electronic frequencies in general, and the nuclei do not 
have time to orient themselves in an applied electric field in order to 
contribute to the dielectric constant of the medium before the electrons 
of the molecule have run through their phases, which results in a very 
small average electric moment. 

The discussion in Section 1-3 about the element of arbitrariness in 
the concept of resonance may be recalled at this point with reference 
to the nitrous oxide molecule and the other molecules that are described 
in this chapter as resonating among several valence-bond structures. 
It is not necessary that the structures A, B, and C be used as the basis 
of discussion of the nitrous oxide molecule. We might say instead that 
the molecule cannot be satisfactorily represented by any single valence- 
bond structure, and abandon the effort to correlate its structure and 
properties with those of other molecules. By using valence-bond 
structures as the basis for discussion, however, with the aid of the con- 
cept of resonance, we are able to account for the properties of the 
molecule in terms of those of other molecules in a straightforward and 
simple way. It is for this practical reason that we find it convenient 
to speak of the resonance of molecules among several electronic struc- 
tures. 

It is to be emphasized again that in writing three valence-bond struc- 
tures for the nitrous oxide molecule and saying that it resonates among 
them we are making an effort to extend the valence-bond picture to 
molecules to which it is not applicable in its original form, and that we 
are not required to do this but choose to do it in the hope of obtaining 
a satisfactory description of these unusual molecules, permitting us to 
correlate and ‘‘understand”’ the results of experiments on their chemi- 


2 R. G. Shulman, B. P. Dailey, and C. H. Townes, Phys. Rev. 78, 145 (1950). 
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cal and physical properties and to make predictions in the same way as 
for molecules to which a single valence-bond structure can be assigned. 
Nitrous oxide does not consist of a mixture of tautomeric molecules, 
some with one and some with another of the structures writter above; 
instead, all the molecules have the same electronic structure, this being 
of such a nature that it cannot be satisfactorily represented by any one 
valence-bond diagram but can be reasonably well represented by three. 
The properties of the molecule are essentially those expected for an 
average of the three valence-bond structures, except for the stabilizing 
effect of the resonance energy. 


To represent the molecule we may use the symbol {=n =N=0:, 
:N=N=0:, :N=N—O: } the resonating structures being enclosed 


in brackets. I do not believe that it is wise to attempt to simplify the 
symbol further—to write, for example, N==N=O, even though, as we 
shall see later, the N—-N bond and the N—O bond have properties 
approaching those of a triple bond and a double bond, respectively 
(Chap. 8). If the formula N==N=O were to be used, it would be con- 
fused with formulas for nonresonating molecules. This formula sug- 
gests that the nitrogen atom can form five covalent bonds, which is not 
true. Moreover, the formula carries with it no stereochemical implica- 
tions—we do not know the relative orientation to expect for a double 
bond and a triple bond—whereas the resonating formula shows at once 
that the molecule is linear.’ 

Benzene provides an interesting and important illustration of a reso- 
nating molecule. The two Kekulé structures for benzene, A and B, 
are the most stable valence-bond structures that can be written for the 
known hexagonal 


H H 
yo o¢ on 
gl XV ZN A 

C C C 

A | || B | | 
C ~ ou 
NY \ ee of 7 

| " 


* English structural chemists make use of formulas such as :N=sN—O:; 
the arrows indicate changes in positions of electron pairs, corresponding to reso- 


nance with the structure :N==N==O:. F. Arndt and B. Eistert, Ber. 71, 237 
(1938), have suggested the use of the double arrow <> to indicate resonance, 


writing :N=N==0 >: Ne=sN—0: for normal nitrous oxide. 
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planar configuration. Other structures, such as the Dewar structures 


or the 


Claus-Armstrong-Baeyer centric structure 


correspond to diminished stability because of their weak bonds between 
distant atoms, and they need not be considered in a simple discussion. 
The Kekulé structures individually do not provide a satisfactory repre- 
sentation of the benzene molecule; the high degree of unsaturation that 
by comparison with hexene or cyclohexene would be expected for a 
molecule containing three double bonds is not shown by benzene, which 
instead is surprisingly stable and unreactive. It is resonance that gives 
to benzene its aromatic properties. The two Kekulé structures are 
equivalent, and have the same energy; they accordingly enter into 
complete resonance. The molecule is stabilized in this way by the 
resonance energy of about 37 kcal/mole (Sec. 6-3). The unsaturation 
of a compound containing a double bond is due, from the thermody- 
namic point of view, to the instability of a double bond relative to two 
single bonds, amounting to about 17 kcal/mole per double bond,‘ or 
51 kcal/mole for three double bonds. The resonance energy removes 
the greater part of this instability and gives to the molecule a degree of 
‘saturation approaching that of the paraffins. 

The stereochemical properties of the benzene molecule can be pre~- 
dicted from the concept of resonance between the two Kekulé struc- 
tures. This resonance gives to each of the carbon-carbon bonds a 
large amount of double-bond character, with its stereochemicai impli- 
cations. The bonds adjacent to a double bond are planar; accordingly 
the entire benzene molecule must be planar. The six carbon-carbon 
bonds are equivalent; hence the carbon hexagon must be regular, and 
the carbon-hydrogen bonds must be directed radially. All these 
statements have been verified experimentally in recent years by the 
study of electric dipole moments of benzene derivatives, of electron- 
diffraction photographs of benzene vapor, of x-ray data for crystalline 
benzene, and of the Raman and inirared spestra of benzene. 


6-2. RESONANCE ENERGY 


The assignment of a resonating structure to a molecule can some- 
times be made on the basis of theoretical arguments, as in the two cases 


4 The values 148 and &2.3 kcal/mole for the energy of the C=C and C—C 
bonds, respectively, are given in Secs. 6-2 and 3-5. 
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discussed above. In general such an assignment should be supported 
by experimental evidence, such as that provided by chemical proper- 
ties, resonance energies, interatomic distances, force constants of bonds, 
bond angles, electric dipole moments, and so forth. If the reasonable 
valence-bond structures are not equivalent, an estimate of the magni- 
tudes of the contributions of different structures to the normal state of 
a molecule may be made from this information. 

Of these methods of studying resonance in molecules the most fruit- 
ful at present are the determination and interpretation of values of 


TABLB 6-1.—Va.Luss or Bonp ENprRarks For MuutieLs Bonps 














Bond Bond energy Compounds 

C=C 147 kcal/mole 

N==N 100 Azoisoprepane* 

O=-0 96 1A state of Ox 

C==N 147 n-Butylisebutylidenes minus* 

C=O 164 Formaldehyde 
171 Other aldehydes 
174 Ketones 

C=:8 114 

CaaC 194 

C=zaN 207 Hydrogen cyanide 
213 , Other cyanides 
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Se caiaeeementenaneral 


* From heats of combustion reported by G. E, Coates and L. E. Sutton, J. 
Chem. Soc. 1948,1187. The value 95 +5 kcal/mole is given by the estimate 26 +5 
kcal/mole for the enthalpy change of the reaction N:Hi(g) -» NeHe(g) + Ha(g) 
given by the mass spectrographic work of 8. N. Foner aod R. L. Hudson, J. 
Chem. Phys., 28, 719 (1958). 


interatomic distances, discussed in the following chapter, and the calcu- 
lation of values of resonance energies from thermochemical data. It is 
to the latter that we now turn our attention. 

Values of Bond Energies for Multiple Bonds.—In Section 3-5 there 
is given a table of values of bond energies for single bonds. In the 
construction of this table care was taken to make use of data for only 
those molecules to each of which an unambiguous assignment of a 
valence-bond formula could be made. This consideration of bond 
energies is extended in Table 6-1, which contains values for some 
multiple bonds, obtained by methods similar to those described in 
Section 3-5. 

By the addition of the suitable quantities from Tables 3-4 and 6-1 an 
approximate value can be predicted for the heat of formation of a gas 
molecule from the elements in the state of monatomic gases, provided 
that the molecule in its normal state is well represented by a single 
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electronic structure of the valence-bond type. For example, the heat 
of formation of acetylene from the elements in their standard states is 
—53.9 keal/mole, and that from atoms is 393.7 keal/mole. The sum 
of bond energies 2C-—-H -+ C=C is 393 keal/mole. The error of 
1 keal/mole is indicative of the degree of reliability of the bond energy 
values, which are averages of those found by consideration of the 
thermochemical data for many substances. 

Ionic Resonance Energy and Partial Ionic Character of Multiple 
Bonds.—The energy values given in Table 6-1 for bonds between un: 
like atoms include the extra partial ionic resonance energy of the mul- 
tiple bonds. In Section 4-8 it was pointed out that the observed value 
of the electric dipole moment of acetone indicates that each of the two 
bent bonds constituting the carbon-oxygen double bond has about 22 
percent ionic character, as given for carbon-oxygen bonds by the elec- 
tronegativity scale. Hence the molecule should be represented by the 


resonance structure {(HsC):C: :O:, (HyC)xC+:0:-}, with the second 


structural formula representing two structures, corresponding to the 
ionic aspect of one or the other half of the double bond. 

The values of the resonance energy corresponding to the partial ionic 
character of carbon—oxygen bonds are given by the following calcula- 
tion: 


C—O ‘ i C=O 164 to 174 
4(C—C + O—O) 58 4(C=C + O00) 122 
A 23 A 42 to 52 


In this calculation the value 96 kcal/mole has been used for the oxygen- 
oxygen double bond. This is the enthalpy of dissociation of the 'A 
state of the oxygen molecule, which is 22.4 kcal/mole less stable than 
the normal state, the structure of which is discussed in Chapter 10. It 
is seen that the value of A, the resonance energy due to partial ionic 
character, is twice as great for the carbon-oxygen double bond as for 
the carbon-oxygen single bond. This result substantiates our earlier 
conclusion that each half of a double bond has the amount of ionic 
character indicated by the difference in electronegativity of the two 
atoms forming the bond. 

Because of the large amount of ionic resonance for multiple bonds 
between atoms with large difference in electronegativity, it is to be ex- 
pected that these bonds will be affected more strongly (as to amount of 
ionic character) by neighboring bonds than are single bonds of small 
ionic character; and it is observed that the values calculated for the 
energies of multiple bonds vary for different compounds. This has 
been taken into consideration to some extent by the tabulation of more 
than one value for some bonds; it may lead, however, to a greater error 
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in energy calculations for molecules containing multiple bonds than for 
those containing only single bonds. 

The Nitrogen-Nitrogen Triple Bond.—There is an interesting regu- 
larity in the values of the bond energies of Table 6-1 that throws some 
light on the problem of the cause of the striking thermodynamic sta- 
bility of molecular nitrogen. The differences in*energy of the sym- 
metrical double bonds C==-C, N==N, and O==O (the !A state of O2) and 
the corresponding single bonds (Table 3-4) are nearly the same (65, 82, 
and 63 kcal/mole, respectively), indicating a close similarity in the 
nature of the bonds. We might expect a similar regularity to hold for 
the energy difference of the triple bonds and corresponding double 
bonds. In fact, the difference for C=C and C=C is 47 keal / mole, but 
the difference between N==N and N=N is not also 47, but 126 kcal 
/mole. The molecule N: is hence seen to be about 79 kcal /mole more 
stable than would be expected from the consideration of the energies of 
related molecules. 

This argument is represented in the following diagram: 


C=¢ 82 hh 38 N—N 
65 : 62 

C=C 147 oe 100 —N 
47 (47) 

=C 194 (47) (147) N=N 


The differences of bond energies, given in italics, seem reasonable: a 
double bond has energy 62 to 65 kcal/mole more than the corresponding 
single bond, and a triple bond has energy 47 keal/mole more than the 
corresponding double bond. Similarly, a carbon-carbon bond has 
energy 44 to 47 kcal/mole more than the corresponding nitrogen-nitro- 
gen bond. But these regularities are illusory; they have been obtained 
by taking 147 kcal/mole as the energy of the N==N bond, instead of the 
correct value 226 kcal/mole. 

We conclude that there is an abnormality in the structure of the 
nitrogen molecule such as to increase the N=N bond energy from 147 
to 226 keal/mole. This abnormality is not. shown by the N==N and 
N—N bonds. Its nature is not known. It is responsible for the great 
stability of the nitrogen molecule that causes many nitrogen compounds 
to be explosive and causes elementary nitrogen to be a major constit- 
uent of the atmosphere. 

The abnormality is found also in the nitrosyl group (Sec. 10-3). 

Empirical Values of Resonance Energies.—The tables of bond ener- 
gies permit the calculation of values of the heats of formation of mole- 
cules to which a single valence-bond structure can be assigned that 
agree with the experimental values to within a few kcal/mole. On 
carrying out a similar calculation for a resonating molecule on the 
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basis of any single valence-bond structure that can be formulated, it is 
found that in every case the actual energy of formation of the molecule 1s 
greater than the calculated value; that is, the molecule is actually more 
stable than it would be if it had the valence-bond structure assumed 
for it in making the bond-energy calculation. This result is required 
by the fundamental quantum-mechanical principle on which the con- 
cept of resonance is based (Sec. 1-3); it provides, however, a pleasing 
confirmation of the arguments used in the construction of the table of 
bond energies. 

The difference between the observed heat of formation and that cal- 
culated for a single valence-bond structure for a molecule with use of 
the table of bond energies is an empirical value of the resonance energy 
of the molecule relative to the assumed valence-bond structure. 

It is desirable that the structure used as the basis for the resonance- 
energy calculation be the most stable (or one of the most stable) of 
those among which resonance occurs. It is not always convenient for 
this choice to be made, for the following reason. The tabulated bond 
energies are designed for use only between atoms with zero formal 
charge; no simple method of calculating the heats of formation of mole- 
cules containing charged atoms has been devised, because of the diffi- 
culties introduced by the Coulomb energy terms for the separated 
charges. For this reason there is no empirical value available for the 
resonance energy of the nitrous oxide molecule; the stable structures 
involve atoms with formal charges. 

It must be remembered that one of the conditions for resonance of 
molecules among severa! electronic structures is that the configuration 
of the molecule (the arrangement of the nuclei) remain constant during 
the electronic resonance; it is the composite electronic structure that 
provides a single potential function determining the equilibrium con- 
figuration and modes of oscillation for the molecule. It is not possible 
for an amide to resonate between the structures 


: :OH 
Vi 
R—C and R—C 
NH; NH 
We use the structures 
O: :O: 
G fe 
R—C and R—C 
\ \t 
NH, NH, 


to describe the molecule. 
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The heat of formation of the benzene gas molecule from separated 
atoms is found from the heat of combustion (789.2 kcal/mole) and the 
heats of formation of the products of combustion, water and carbon 
dioxide, to have the value 1323 kcal/mole. The sum of the bond ener- 
gies 6C—H + 3C—C -+ 3C==C gives the value 1286 kcal/mole for 
the heat of formation of a hypothetical molecule with the Kekulé struc- 


@ ‘ aN 
ture | |] or ( | 

\/ \4 
difference between these, 37 kcal/mole, is the resonance energy of the 
molecule. 

In calculating resonance energies it is for simplicity and convenience 
only that the thermochemical data are converted into energies of for- 
mation of molecules from separated atoms and compared with sums of 
bend energies; the same results can be obtained by dealing directly 
with heats of formation from elementary substances in their standard 
states or with heats of combustion or of hydrogenation reactions or 
other reactions, the resonating substance being compared with suitable 
nonresonating substances. ‘This may be illustrated by the calculation 
of the resonance energy of benzene from data obtained in the important 
series of direct measurements of heats of hydrogenation carried out by 
Kistiakowsky and his collaborators.’ The value expected for the heat 
of hydrogenation of a hypothetical molecule with a Kekulé structure 
involving noninteracting double bonds is 85.77 kcal/mole, three times 
the heat of hydrogenation of cyclohexene: 


CeHig + He - CeHe + 28.59 kcal/mole. 


, involving noninteracting double bonds. The 


The value observed for the heat of hydrogenation of benzene is much 
less than this: 


CeHe + 3H:e —> CeHye + 49.80 kcal/mole. 


The difference, 35.97 kcal/mole, is the resonance energy for benzene, 
which stabilizes the molecule relative to the individual Kekulé struc- 
tures. The agreement with the value found above, 37 kcal/mole, pro- 
vides sound substantiation of the magnitude of the benzene resonance 
energy.® 


6G. B. Kistiakowsky, J. R. Ruhoff, H. A. Smith, and W. E. Vaughan, J.A.C.S. 
57, 876 (1935) ; 58, 137, 146 (1986); etc. 

¢ A surprisingly large variability in bond-energy values is shown to exist by 
the range of values (26.6 to 30.1 kcal/mole) found for the heats of hydrogenation. 
of different olefins. The double-bond energy value given in Table 6-1 corre- 
sponds to an average olefin, with heat of hydrogenation 29.8 kcal/mole (caleu- 
lated with use of the C—C, C—-H, and H-—H ‘bond-energy values). The 
comparison of benzene with cyclohexene is obviously reasgnable. 
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As a second illustration let us consider the carbon monoxide mole- 
cule. For years there was discussion as to which of the structures 
_ + 


-C—O: and :C==0: is the better one. We say that resonance occurs 
between them; or, splitting C==O into its constituents, among the 


four structures (a) :C:0:, (b) ¢C1:Os, (ce) 2:20; and (d). 2G: 5702. 


From the discussion of the carbon-oxygen double bond in ketones the 
conclusion can be drawn that the structures a, 6, and c make about 
equal contributions, a being nearly as stable as 6 and c despite its 
smaller number of covalent bonds because the great electronegativity 
of oxygen stabilizes a structure containing negatively charged oxygen. 
The fourth structure d would also be expected to be significant because 
of its stabilization through the formation of a triple covalent bond, 
which counteracts the instability resulting from the unfavorable dis- 
tribution of charge. The observed very small value of the electric 
dipole moment provides evidence that the contribution made by struc- 
ture d is about the same as that made by structure a. Structures } 
and c would have no large dipole moment, whereas those of a and d 
are very large, about equal in magnitude, and opposed in direction; 
and only if a and c contribute about equally would the moment of the 
molecule be small. 

We may well inquire how it is possible for four structures as different 
in character as a, b, c, and d to contribute about equally to the normal 
state of the molecule. The answer, indicated above, is this: the four 
structures have about the same energy, as the result of two opposing 
effects, those of the number of covalent bonds and of the separation of 
charge. In the sequence a, b (and c), d the number of covalent bonds 
changes from one to three; this would tend to make a the least stable 
and d the most stable. However, the charge distribution for a, with 
the more electronegative atom negative, is the favorable one, and this 
stabilizes the structure, making it nearly equal in energy to b; whereas 
the charge distribution for d is unfavorable, the more electronegative 
atom having a positive charge, which counteracts the extra stability 
of the triple covalent bond and brings structure d also into approximate 
energy equality with b. 

The resonance energy of carbon monoxide relative to the structure 


:C==O: (which itself corresponds to resonance between +:C:O:-, 
:C::0:, and :C::0:) can be found by comparing its heat of forma- 


tion from atoms, 257 kcal/mole, with the ketone value of the double- 
bond energy, 174 kcal/mole.” The very large difference, 83 kcal/mole, 
7 The bond-energy values are not designed for use with a molecule as uncon- 


ventional as carbon monoxide, containing bivalent carbon. It seems probable, 
however, that the error involved in this application is not great. 
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represents the energy of resonance, relative to the structure :C=O:. 
It is the very large resonance energy in carbon monoxide that stabilizes 
the substance despite its lack of saturation of the carbon valences. 
The empirical resonance-energy values® given in Table 6-2 are dis- 
cussed in the following sections of this chapter and in later chapters. 


TABLE 6-2.—EMPIRICAL RESONANCE-ENERGY VALUES 


ne ene 








Resonance 
Substance en Reference structure 
(in kcal mole) 

go 
Benzene, CeHe 37 | | 

\Q 

O\/N 
Naphthalene, CicHs 7 ~8€6|l| | 

W\4 

V4 4 X 
Anthracene, CieHie 105 | | | 

W\4\} 
Phenanthrene, CuHie 110 aoe a 

6 ~_FO 


Biphenyl, CisHi6 5 <>< > 


CH, 
CHye 
Dihydronaphthalene, CioHio 3° 
Vi 


Cyclopentadiene, CsH, 


1,3,5-Triphenylbenzene, CaHis 20° 


« Extra resonance energy, not including that within the benzene ring. 


8 L. Pauling and J. Sherman, J. Chem. Phys. 1, 606 (1933). 


196 The Resonance of Molecules 
TABLE 6-2.—(continued) 





a eeeaieeeaeted 








Resonance 
Substance ene Reference structure 
(in beet mols) 
Styrene, CsH. 5a C >-CH=C H; 


Stilbene, CyuHis 7a ¢ >-cH=cH—< 


Phenylacetylene, C.H;CCH 102 ¢ >—C=CH 


Azulene, CioHs 46 | Z 
Cyclooctatetraene, CsHs 5 (3 
N 
Pyridine, CsH;N 43 id ) 
\ 
N 
Quinoline, C,H;N 69 7 \ 
V/\AG 
- 
Pyrrole, C.H,N 31 ay i 
HC——-CH 
NH 
VA 
Indols, CsH,;N 54 | | co 
\”_—C#H 
CH=CH—CH=—CH 
1,4-Diphenylbutadiene-1,3 11s $ 
Carbazole, CruHyN 91 4 | \ 
\ va 





¢ Extra resonance energy, not including that within the benzene ring. 
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a a eel 


Substance 


a Ore ener ee Me erase 


Furan, C,H,.O 


Thiophene, C,H,8 


Tropolone, C;H;,OOH 


Acids, RCOOH 


Esters, RCOOR’ 


Acchies, HOON He 


U1 ea, COG(N Ha): 


Resonance Energy 


TasBLe 6-2.-—(vontinued) 


mesa 
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Resonance 
(in keal/mole) 
O 
a 
23 ay i 
HC——CH 
S 
a 
31 ue i 
HC——CH 


Dialkylearbonates, RaCQ, 


Phenol, C.H;CH 


O 
pL 
28 R—C 
< 
OH 
O 
ve 
24 R—C 
\ 
OR’ 
O 
Lo 
21 R-—-C 
Eee 
WH, 
NH, 
A 
37. O==C 
Ke 
NH, 
OR 
/ 
42. O==C 
OR 


LE Sart ween et  <R R  E LRN D A  —R t O  AS PC  NTEN S AEAE tfe  SANSRN e— e 


Reference structure 
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Resonance 
Substance ene Reference structure 
(in kcal/mole) 
Aniline, CsxHsNH: & < >-NH: 
H 
/ 
Benzaldehyde, CsHs,CHO 4« < >-0 
XQ 
O 
Phenyl cyanide, CsH,;CN 5e < >-Can 
Benzoic acid, CeH,COOH 4b < >—-CooH 


Acetophenone, C,H;COCH, & ¢ >-C-—CH, 
| 
: O 
a 
Benzophenone, CsHsCOC,H, 10* OP asad ra 





O 
Carbon monoxide, CO 105 C= 
Carbon dioxide, CO; 36 O=C=0O 
Carbon oxysulfide, SCO 20 S=—C=0 
Carbon disulfide, CS, 11 S=C=S 
Alkyl cyanates, RNCO 7 R—N=C=—O0 


¢ Kixtra resonance energy, not including that within the benzene ring. 
6 Extra resonance energy, not including that within the benzene ring or the carboxy] 


group. 
6-3. THE STRUCTURE OF AROMATIC MOLECULES 


In the foregoing discussion of the structure of benzene the stability 
and characteristic aromatic properties of the substance have been at- 
tributed to resonance of the molecule between the two Kekulé struc- 
tures. A similar treatment, which provides a similar explanation of 
their outstanding properties, can be given the condensed polynuclear 
aromatic hydrocarbons. 

For naphthalene the conventional valence-bond structure is the Er- 


lenmeyer structure: 
Nf 
I | { 
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There ure two other structures that differ from this only in a redistribu- 
tion of the bonds: 


0 \¢ 
Il CX) and III CCS 
WS ON 0 


These three structures, the most stable valence-bond structures that 
can be formulated for naphthalene, are seen to have about the same 
energy and to correspond to about the same molecular configuration. 
It is to be expected then that they will be combined to represent the 
normal state of the naphthalene molecule, to which they should con- 
tribute about equally. Resonance among these three stable structures 
should stabilize the molecule to a greater extent than does the Kekulé 
resonance in benzene, involving two equivalent structures; it is seen 
from Table 6-2 that the resonance energy of naphthalene, 75 kcal/mole, 
is indeed much greater than that of benzene. 

For anthracene four stable valence-bond structures can be formu- 


lated, 
7 ( ~~ ‘ eee 
@N¢ \ } 


» OO OO 
dé 4 WAN ANA 


and for phenanthrene five, 


aes a ome ae 
ie ae nun ¢ <2 


nit 


—~———: 


ae Pa fC 
yo < > \ : a ee a V4 \ 
Pe I ey WY una ON, vv > =, 


The observed values of the resonance energy are 105 kcal/mole for 
anthracene and 110 kcal/mole for phenanthrene. These are reasonable 
in comparison with those of benzene and naphthalene, and also with 
each other, the angular ring system having a larger number of stable 
resonating structures and a larger resonance energy than the linear 
ring system. 

The higher condensed ring systems can be similarly represented as 
resonating among many valence-bond structures. The resonance 
energy increases in rough proportion to the number of hexagonal rings 
in the system. In addition, it is somewhat greater for the branched 
and angular ring systems than for the corresponding linear ones, the 
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former resonating among more stable valence-bond structures than the 
latter (as in the case of phenanthrene and anthracene). 

The configurations of the molecules are those expected for the reso- 
nating structures. Through resonance each bond acquires some double- 
bond character, which causes the adjacent bonds to strive to be co- 
planar. The molecules are thus brought into completely planar con- 
figurations, with 120° bond angles. This has been verified for naphtha- 
‘lene and anthracene and many larger aromatic hydrocarbons by care- 
ful x-ray studies. 

The general chemical properties of the substances are also accounted 
for. The stabilization of the molecules by resonance gives them aro- 
matic character in the same way as for benzene. 

A simple consideration of the resonating structures leads to an ex- 
planation for observed differences in behavior of different carbon- 
carbon bonds in these molecules. In benzene we may say that each 
bond has $ double-bond character, since it occurs as a single bond in one 
Kekulé structure and as a double bond in the other. This does not 
mean that the bond behaves half the time as a dcuble bond, but rather 
that it is a bond of a new type, very different from a double bond, and 
with properties intermediate between those of a double bond and a 
single bond. (The properties are not the average of those for the two 
bond. types; consideration must also be given the stabilizing effect of 
the resonance energy.) 

In naphthalene, anthracene, and phenanthrene the amounts of 
double-bond character, found by averaging the stable resonating struc- 
tures, are shown in the diagrams at right. In naphthalene the 1,2 
bonds have 2 double-bond character and the 2,3 bonds 4 double-bond 
character. These numbers cannot be given a simpie quantitative in- 
terpretation in terms of chemical reactivity; they do demand, however, 
that qualitative relations be satisfied. The 1,2 bonds in naphthalene 
must be closer to ordinary double bonds in their properties than are the 
benzene bonds, which in tucn are much more like double bonds than 
are the 2,3 bonds in naphthalene, the last, indeed, having practically 
no double-bond properties. These statements are in agreement with 
general chemical experience. A hydroxy] group on carbon atom 2 of 
the system 


i 
H C H 
ee a ne 
CG C 
1 3 


will induce substitution on carbon atom 3 on attack by certain reagents 
(bromine, diazomethane) rather than on carbon atom 1, the double 
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Naphthalene 





Anthracene 


< o> 
Phenanthrene - -_ 
| 4 . 


bond serving as the path for the directing influence. This phenomenon 
can be used to test the extent to which different carbon-carbon bonds 
have the properties of a double bond. It has been found® that with 
hydroxyl in position 2 of naphthalene reaction occurs readily in position 
1, whereas even when position 1 is blocked with methyl] reaction does 
not occur at position 3. This shows strong double-bond properties 
for the 1,2 bond and very weak ones for the 2,3 bond, as expected. 
Moreover, it has also been found'® that the 1,2 bonds in anthracene 
have stronger doubie-bond properties thau the 1,2 bond in naphthalene, 
and that the double-bond properties of the 9,10 bond in phenanthrene 
are stronger still, in agreement with the amounts of double-bond char- 
acter. For this reason phenanthrene, despite its greater thermody- 
namic stability, consequent to its greater resonance energy, is more 
reactive than anthracene. 

An interesting related phenomenon involving the benzene ring, dis- 
covered by Mills and Nixon,!! can be discussed similarly.!2 By attach- 
ing saturated hydrocarbon rings of different sizes to two ortho positions 





* L. F. Fieser and W. C. Lothrop, J.A.C.S. 57, 1459 (1935), and earlier refer- 
ences quoted by them. 

10 7), F. Fieser and W. C. Lothrop, /.4.C.5. 58, 749 (1936). 

1 W., H. Mills and I. G. Nixon, J. Chem. Sec. 1930, 2516. 

12 T,, E. Sutton and L. Pauling, Trans. Faraday Soc. 31, 939 (1935). 
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of the benzene molecule it is possible to make the ring react as though 
the double bonds were fixed in the positions corresponding to one or 
the other of the Kekulé structures. Mills and Nixon found 5-hydroxy- 
hydrindene (I) 


on reaction with the phenyldiazonium ion to undergo substitution in 
the 6 position, and ar-tetrahydro-8-naphthol (IT) 


NX H; 
C Cc 
, \ 
HOC, C CH, 
; Il 
Hee bu, 
Qa / 
C C 
H Hs 


to undergo substitution in the 1 position. These results were originally 
interpreted as showing complete fixation of one or the other of the 
Kekulé structures, resulting from the influence of the five-membered 
side ring (with 108° angles) in bringing a single bond into position, with 
its normal tetrahedral angle of 109°28’, and thus minimizing the strain 
energy, and from the opposite influence of the six-membered ring, 
which favors large angles. We see, however, that the stabilization of 
one Kekulé structure over the other need not be complete in order for 
one of the bonds adjacent to the hydroxyi-substituted carbon atom to 
assume enough additional double-bond character to dominate the reac- 
tion. The effect of the side rings in stabilizing one Kekulé structure 
relative to the other probably causes it to contribute a few percent 
more than the other to the normal state of the molecule, and this slight 
superiority gives one bond much stronger double-bond properties than 
the other for the orientation of substituents." 


18 Sutton and Pauling, loc. cit. (12). For further discussion see N. V. Sidgwick 
and H. D. Springall, Chem. & Ind. (London) 55, 476 (1936); J. Chem. Soc. 
1936, 1532; L. F. Fieser and W. C. Lothrop, J.A.C.S. 58, 2050 (1936); W. Baker, 
Ann. Repts. Chem. Soc. 33, 281 (1986); J. Chem. Soc. 1937, 476; W. C. Lothrop, 
J.A.C.S. 62, 182 (1940); R. T. Arnold and H. E. Zaugg, ibid. 63, 1817 (1941). 
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The Quantitative Treatment of Resonance in Aromatic Molecules.-—— 
It has been found possible to carry out the quantitative discussion of 
resonance in aromatic molecules by simplifying the problem in the 
following way: Of the four valence orbitals of the carbon atom shown 
in Figure 4-1 before hybridization, three lie in the plane of the ring 
(s, pz, and p,, the plane of the ring being taken as the ry plane). These 
can be combined to give three bond orbitals that are coplanar and 
make 120° angles with one another," and are thus adapted to the 
formation by the carbon atom of single covalent bonds to the two ad- 
jacent carbon atoms in the ring and to the attached hydrogen atom. 
It is assumed that this single-bond framework of the molecule, 


H 


H H 
SF SH 
io 
C C 
oN 7 ™ 
H C H 


H 


remains unchanged; for each atom the fourth orbital and its electron 
then remain to be considered. 

The fourth orbital is the p, orbital shown in Figure 4-1. I possesses 
lobes above and below the plane of the ring. Let us assume that each 
of the six p, orbitals is occupied by one electron (this involving neglect 
of ionic structures). The problem is to calculate the interaction energy 
of the six electrons in the six orbitals. 

If there were only two orbitals and two electrons, as in the hydrogen 
molecule, the interaction energy would be just the resonance energy 
associated with the interchange of the two electrons between the two 
orbitals. This is the situation in ethylene; the two p, electrons here 
convert the single bond into a double bond. Let us designate this p, 
resonance energy by the symbol a.'® 

The resonance energy for the two Kekulé structures in benzene can 
be calculated in terms of a by neglecting all interactions except those 


14 These orbitals are given in a footnote of Sec. 4-4 for the s orbital divided 
equally among the three bonds. In benzene it is probable that the strong C—C 
bonds, with interatomic distances smaller than the single-bond value, use more 
of the s orbital than dees the H—-C bond. 

16 In this discussion, contrary to the usual custom, a has been used to represent 
the magnitude of the resonance energy of two p, electrons, taken with positive 
sign. 
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between adjacent atoms in the ring. The way in which this calcula- 
tion is carried out is described in Appendix V. The resonance energy 
for the two Kekulé structures is found to have the value 0.9 a, this 
being the extra stability of the ring relative to one of the Kekulé struc- 
tures. 

However, it is found on examination of the problem that considera- 
tion must also be given, in addition to the Kekulé structures A and B, 
to the three structures C, D, and # of the Dewar type: 





The three structures C, D, and FH are Jess stable than the Kekulé 
structures and make much smaller contributions to the normal state 
of the benzene molecule. They increase the resonance energy from 
0.92 to l.lle. By equating this to the empirical resonance energy of 
benzene, 37 kcal/mole, a is found to have the value 33 kcal/mole. 

A similar treatment of naphthalene!” leads to the value 2.04a, which 
on equation to the empirical resonance energy 75 kcal/mole fixes a at 
37 kcal/mole, in approximate agreement with the result for benzene. 
Calculations for anthracene and phenanthrene’ lead to 2,95a and 
3.02a, respectively, for the resonance energy, giving o= 36 and 35 

kcal/mole on comparison with the empirical values. 

A second method of treatment, called the melecular-orbital treatment 
to differentiate it from the valence-bond treatment described above, 
has also been applied to the problem.'® With it the six electrons are 
not combined in pairs to form bonds, but move independently from 
atom to atom. The calculated resonance energies are expressed in 
terms of an energy quantity 8, their values being 2.008 for benzene and 
3.686 for naphthalene. These lead, on comparison with the empirical 
values, to 8 = 20 kcal/mole for both substances, the ratio for the two 
being given satisfactorily by this treatment as well as by the valence- 
bond treatment. For authracene and phenanthrene the theory gives 
_as values of the resonance energy 5.328 and 5.458, corresponding agai 
to B = 20 kcal/mole (within 0.5 kcal/mole) in each case. 

There is, moreover, a reasonable relation between a and 8. ‘The first 
quantity is the energy of interchange of two p, electrons, analogous to 
that of the hydrogen molecule, and the second is the energy of reso- 
nance of one electron between two p, orbitals, analogous to that of the 


16 F. Hiickel, loc. cif. (1); Pauling and Wheland, loc. cit. (1). 

17 Pauling and Wheland, loc. cit. (1); J. Sherman, J. Chem. Phys. 2, 488 (1934). 
18 M. B. Oakley and G. E. Kimball, J. Chem. Phys. 17, 706 (1949). 

19 Hiickel, loc. crt. (1). 
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hydrogen molecule-ion. The ratio of bond energies in H} and H, is 
0.59, and that of 8 and a is 0.57; the agreement of these two ratios is 
excellent. 

The valence-bond treatment described above involves neglect of the 
partial ionic character of the bonds in the benzene molecule, and the 
molecular-orbital treatment overemphasizes it.?° 

The agreement of the two treatments with each other and with the 
empirical resonance-energy values makes it probable that the point of 
view presented above regarding the siructure of aromatic molecules will 
not need extensive revision iu the future, although it may be subjected 
to further refinement. 

The Orientation of Substituents in Aromatic Molecules.-—When a 
substituent is introduced into an aromatic molecule it may enter ito 
certain of the availabie positions more readily than into others. This 
phenomenon has been extensively swudied, and empirical rules have 
been formulated that describe the experimental results fairly satisfac- 
tony. ? 

In a monosubstituted benzene C.HsR the groups R = CH,, F, Cl, Br, 
J, OH, NH; are ortho-para directing, and the groups R =: COOH, CHO, 
NOs, SOsH, [N(CHs)3]* are meta directing for the electrophilic rea-. 
gents causing substitution.” Most ortho-para-directing groups acti- 
vate the molecule so that substitution takes place more readily than in 
benzene itself, and most meta-directing groups have a deactivating 
effect. In naphthalene substitution occurs at the a position, in furan, 
thiophene, and pyrrole at the « position, and in pyridine at the 8 posi- 
tion, all of these molecules except pyridine being more active than 
benzene. 

During the last 15 years a qualitative theory has been developed?* 
that accounts satisfactorily for the phenomenon in its major features, 
and a quantitative treatment based on quantum mechanics has been 


20 A comparison of the two methods of quantitative discussion of aromatic 
molecules has been published by G. W. Wheland, J. Chem. Phys. 2, 474 (1984); 
see also G. W. Wheland, Resonance in. Organte Chemisiry, John Wiley and Sons, 
New York, 1955. 

1 R, Robinson (Outline of an Electrochemical [Electronic] Theory of the Course 
of Organic Reactions, Institute of Chemistry of Great Britain and Ireland, London 
1932), following Lapworth’s suggestion, has classified reagents causing subatitu- 
tion as cationoid or anionoid, the former resembling reactive cations and the 
latter reactive anions in their behavior. Cationoid (electrophilic) reagents 
include acids, reactive cations such as diazonium cations, alkyl halides, quater- 
nary ammonium compounds, etc. Anionoid reagents include reactive anions 
((NH.]-, [OH]~, [CN1~, [OR]-, etc.), molecules containing unshared electron 
pairs (nitrogen atom of ammonia and amines), etc. 

27 Many workers, including Fry, Stieglitz, Lapworth, Lewis, Lucas, Lowry, 
Robinson, and Ingold, have contributed to the theory. For a review, see C. K 
Ingold, Chem. Revs. 15, 225 (1934). 
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carried out,?* with a degree of success which provides strong support 
for the theory. 

The theory is’ based on consideration of the distribution of electric 
charge in the molecule in which substitution is taking place. In a 
benzene molecule the six carbon atoms are equivalent, and the charge 
distribution is accordingly such as not to make one carbon atom dif- 
ferent from another. In the molecule CeH;R, with R attached to car- 
bon atom 1, the electron distribution will in general be affected by the 
group R in such a way as to change the charges on the ortho (2 and 6), 
meta (3 and 5), and para (4) carbon atoms. Moreover, the electron 
distribution may also be changed somewhat on the approach of the sub 
stituting group R’ to one of the carbon atoms (“‘polarization” of the 
molecule by the group R’); in benzene the polarization of one carbon 
atom by the group would be the same as for another, but in a substi- 
tuted benzene the polarization would in general vary from atom to 
atom, and so might cause a difference in the behavior of different posi- 
tions. The fundamental postulate of the theory of orientation of sub- 
stituents is the following: In an aromatic molecule undergoing substitu- 
tion by an elecirophilic group R’ the rate of substitution of R’ for hydrogen 
on the nth carbon atum increases with increase in the negative charge on the 
nth carbon atom when the group R' approaches zt. 

Substitution by an electrophilic reagent is thus assumed to take place 
preferentially at that carbon atom on which the negative charge is the 
largest. This assumption is a reasonable one, in view of the electron- 
seeking character of these reagents. 

There are two principal ways in which the charge distribution can be 
affected by the group R, for each of which it has been assumed, and has 
been verified by quantum-mechanical calculations,** that the ortho and 
para carbon atoms are about equally affected, the meta carbon atoms 
being affected to a much smaller extent. 

The first effect of the group R, called the inductive effect, results when- 
ever the electron affinity of the group is larger than or smaller than that 
of hydrogen. In the former case electrons are attracted to the group 
and to the attached carbon atom 1; it can be seen from the following 
argument that they are removed to a larger extent from the ortho and 
para carbon atoms than from the meta carbon atoms. The electro- 
negative group attracts electrons from carbon atom 1, and this in turn 
attracts electrons from the other atoms of the ring. This effect is then 
continued around the ring, carried in part by the single bonds in the 
plane of the ring and in part by the ix aromatic (p.) electrons. The 
contribution of the latter is of such a nature as to affect the ortho and 

2G. W. Wheland and lL. Pauling, J.A.C.S. 57, 2086 (1935). 


“« Wheland and Pauling, loc. cit. (23). This wae first shown, for the inductive 
effect alone, by 1. Hiickel, Z. Physik 72, 310 (1921). 
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para carbon atoms preferentially. The transfer of negative charge 
from the other atoms of the ring to carbon atom 1 by action of the six 
aromatic electrons can be described as resulting from resonance with 
ionic structures. There are only three stable ionic structures of this 


type, 
" 
c 6 8 
7 ; \ 

and they lead to the removal of electrons equally from the two ortho 
atoms and the para atom. Consequently the rate of substitution at 
the ortho and para positions will be greatly decreased and that at the 
meta positions somewhat decreased; the group R will be meta directing, 
with deactivation. An example of such a group is [N(CHs)3]*, in 
trimethyiphenylammonium ion; the nitrogen atom is more electro- 
negative than hydrogen, and its electronegativity is further intensified 
in this case by its positive charge. The same effect is seen in pyridine; 
the nitrogen atom attracts electrons mainly from the a and y carbon 
atoms, and consequently pyridine substitutes in the 8 positions, and 
is less active than benzene. ‘Toluene shows the opposite effect. Elec- 
tric moment measurements show that the methy! group loses electrons 
to the ring ;?> these go mainly to the ortho and para carbon atoms, which 
are thus activated; in consequence, toluene substitutes in these posi- 
tions, and the substitution occurs with greater ease than in benzene. 

We might expect that F, Cl, Br, I, OH, and NHz would be meta 
directing, inasmuch as these groups all are more strongly electronega- 
tive than hydrogen. Actually they are all ortho-para directing. The 
inductive effect is in these cases overcome by another effect, called the 
resonance effect (or sometimes the tautomeric or electromeric effect). 

Let us consider a molecule CsHsX in which the group X possesses an 
unshared pair of electrons on the atom adjacent to the benzene ring. 
The stable structures among which resonance analogous to-that in 
benzene occurs are the Kekulé structures, A and B (smaller contribu- 
tions are also made by other structures, which will be ignored here for 
the sake of simplicity). 


| 7X 

VAN \ 
A | y, B | od 

\ Vi 


*% This result is surprising, since in the electronegativiiy scale carbon is more 
electronegative than hydrogen; this is a resonance effect, called hy perconjuga- 
tion, which is discussed in Sec. 8-9. 
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In addition to these, however, there are three structures F, G, and H 
that can be written for these benzene derivatives but not for benzene 
itself. These structures 


tL X+ X+ 
Ly G H is | 


seo 


are not so stable as A and B, because, although they contain the same 
number of double bonds, they involve an unstable separation of charge. 
They make a significant, although small, contribution to the normal 
state of the molecule. The extra resonance energy resulting from their 
contribution is about 6 kcal/mole (Table 6-2, phenol and aniline). 
As a result of this conjugation of the unshared pair of the group X 
with the benzene ring there is built up a negative charge on each of the 
ortho carbon atoms and the para carbon atom, this effect being super- 
imposed on the inductive effect of the group. For the groups listed 
above the resonance effect is stronger than the inductive effect, making 
the groups ortho-para directing.” 

In benzaldehyde and many other similar molecules, on the other 
hand, the resonance effect directs toward the meta positions, this re- 
silane whenever the substituted group R contains an electronegative 
atom and a double or triple bond conjugated with the benzene ring 
(R=COOH, CHO, NOz, COCH;, SOsH, CN, ete.). The structures 
leading to this effect, F’, G’, and H’, are of the types 


H O 7 H O: | a O : 
Ne Ser ah 


O i O ol 0 
\4 ; \ 


26 Resonance of this type is often indicated by the use of arrows; the method is 
obvious from the examples 


Cr Gc 


Y YL 
lay (7) 
AN 
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which decrease the electron density on the aromatic nucleus, especially 
at the.ortho and para positions, and thus lead to reaction at the meta 
positions, but at a slower rate than for benzene itself. The extra 
resonance energy due to these structures is about 5 kcal/mole. 

The foregoing discussion for monosubstituted benzene can be sum- 
marized as follows: When resonance does not occur, substitution is 
usually determined by vhe inductive effect, an electron-attracting group 
being meta directing and an electron-repelling group ortho-para direct- 
ing. The resonance effect, which when present is usually more power- 
ful than the inductive effect, is meta directing when the group contains 
an electronegative atom and a double bond conjugated with the ben- 
zene ring, and ortho-para directing when the group contains an un- 
shared electron pair on the atom adjacent to the benzene ring. 

In a few cases (naphthalene, for example) it is necessary to consider 
also the polarization of the molecule by the attacking group; as yet no 
general qualitative rules have been formulated for this effect, although 
some quantitative calculations have been carried out. The effect can 
be treated qualitatively by consideration of the number of stable ionic 
structures placing an unshared pair on the carbon atom being attacked. 
For the a position of haphthalene there are seven: 


VA te po ~ ~ SY 
WM CO OO OO 
\VAaW A N v VA 


and for the 8 position only six: 


roel 0V\- 00\- 
AF oe Va 


Accordingly polarization by the iv A group will be greater for the 
a position, and substitution will tend to occur there. 

The Effect of Resonance on the Electric Dipole Moments of Mole- 
‘cules.—It was pointed out by Sutton?’ in 1931 that resonance of the 


fo 


17 L,. E. Sutton, Proc. Roy. Soc. London A133, 668 (1931); Trans. Faraday Soc. 
30, 789 (1934). 
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types discussed in the preceding section for molecules such as chloro- 
benzene and nitrobenzene would cause the electric dipole moments of 
these molecules to have values differing from those of the corresponding 
alkyl derivatives, and that a test of the resonance theory of orientation 
of substituents could be carried out by analysis of dipole-moment data. 

The dipole-moment vectors (+ — —) in both R—Cl and R—NO, 
(with R an alky) group-—preferably sec-propyl or tert-butyl for com- 
parison with phenyl compounds) are directed along the R—Cl or R—N 


—_ oo + 
axes. In chlorobenzene resonance to structures such as <=: 


is seen to lead to a decrease in moment, the dipole vector for these less 
important structures being opposed in direction to that of the primary 
structure; this is verified by experiment, the change in moment from 
the alkyl chlorides to pheny] chloride heing — 0.58 D. Similar changes 
are shown by the bromides and iodides (Table 6-3). 

For the meta-directing nitro group an increase in moment is ex- 


pected, due to the contribution of structures such as + = ; 


in which the nitro group accepts a pair of electrons from the ring. This 
too is verified by experiment, the Sa increase in moment being 
0.64 D. 

As would be expected, vinyl and ee derivatives are observed 
to have nearly the same dipole moments as the phenyl derivatives 


7e gE 6-3.—E.Lecrric Dirotb Moments or ALKYL AND 
ARYL DERIVATIVES 


ig ne + nn he AP LRG LTC NR - eR Te AG NR AIRE RR A AN TE AO 
rn a a RR UE eter nett pe er 


— CH(CHa)s or 





Group —C(CHs3)s Difference 
p ie 

—C} 2.14D 1.56 D — 0.58 D 

—Br 2.15 1.54 — 0.61 

—J 2.13 1.38 — 0.75 

—NO, 3.29 3.93 + 0.64 

—CHO 2.46 2.75 + 0.29 


—-NO 2.51 3.14 + 0.63 
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(1.66 D for vinyl chloride, 1.59 D for naphthyl! chloride), verifying the 
close similarity in the powers of conjugation of these three groups. 

The discussion of dipole-moment values in relation to resonance 1s 
continued in Chapter 8. 


6-4. THE STRUCTURE AND STABILITY OF THE HYDROCARBON 
FREE RADICALS 


Ever since the discovery by Gomberg in 1900 of the dissociation of 
hexaphenylethane into triphenylmethyl radicals the search for a theo- 
retical explanation of the phenomenon has been carried on. The 
modern theory of the stability of the aromatic free radicals attributes 
it in the main to the resonance of the free valence among many atoms.”® 

The hexaalkylethanes, which do not dissociate appreciably, have the 
valence-bond structure 


R R 
Sn. a 
R—C—C—R 

/ 
R R 


and the corresponding free radicals the structure 
is 
R—C- 


the odd electron (free valence) being located on the methyl carbon 
atom. The introduction of an aryl group, however, provides addi- 
tional structures for the radical; it is principally the energy of resonance 
among these that stabilizes the free radical and increases the degree 
of dissociation of the substituted ethane. 

For simplicity, let us consider the molecule CesHsCH2—C HaCeHs, 1,2- 
diphenylethane, and let us restrict the discussion of resonance to the 
structures with the greatest stability (those with the maximum number 
of double bonds). For the undissociated molecule there is resonance 
among the four Kekulé structures 


28 Pauling and Wheland, loc. cit. (1); J. Chem. Phys. 2, 482 (1934); EX. Hiickel, 
Z. Physik 83, 632 (1933). The quantitative theory was foreshadowed by a 
somewhat similar qualitative discussion by C. K. Ingold, Ann. Repts. Chem. Soc. 
25, 152 (1928); H. Burton and C. K. Ingold, Proc. Leeds Phil. Lit. Soe. 1, 421 
(1929). 
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whereas each of the free radicals can resonate among the five structures 


0; ae VO oF one, 


CH: - CH, Hs 


If the radical were restricted to resonance between the Kekulé struc- 
tures A and B, with the free valence on the methyl carbon, resonance 
would stabilize the radicals to just the same extent as the undissociated 
molecules, which would then have only the same tendency to dissociate 
asa hexaalkylethane. But actually the five structures A, B, C, D, and 
E (each with three double bonds) contribute about equally to the struc- 
ture of the radical, which thus resonates among five structures instead 
of two and is correspondingly stabilized by the additional resonance 
energy. 

The extra resonance energy of the phenylmethy] radical is not large 
enough to lead to appreciable dissociation of 1,2-diphenylethane. 
However, an experimental value of the resonance energy has been ob- 
tained by Szwarc”* by analysis of the measured rates of pyrolysis of 
toluene relative to those for methane. The values obtained by Szware 
for the enthalpy of breaking of the carbon-hydrogen bond are 77.5 
kcal/mole for toluene (to form CsHs;CH:- and -H) and 102 kcal/mole 
for methane. The difference, 24.5 kcal/mole, is the resonance energy 
with structures C, D, and EF. In the same way resonance-energy 
values about 26 kcal/mole are found for the propylene radical 
(CH:==CH—CH:-, -CH:—CH==CH,) and similar radicals.*° 

In the triphenylmethy! radical the odd electron can resonate among 
nine positions (the ortho and para positions of the three phenyl groups) 
in addition to that on the methyl carbon atom. It is found on evaluat- 


22 M. Szware, J. Chem. Phys. 16, 128 (1948). 
#9 Calculated and experimental values of resonance energy of radicals are 
given by A. Brickstock and J. A. Pople, Trans. Faraday Soc. 50, 901 (1954). 
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ing the the extra resonance energy for this radical by the two methods 
described in Section 3-3 that it is of the order of magnitude of one-half 
the carbon-carbon single-bond’energy; the enhanced stability of two 
radicals is accordingly great enough to overcome in large part the 
energy of the bond, and the RUDSHAHCY shows a large degree of dissocia- 
tion. 

It has been pointed out by Adrian** that there is steric hindrance in 
the triphenylmethy] radical, the pheny! groups being twisted about the 
bond to the central atom inrougl about 32°. This twist decreases the 
calculated resonance energy from 35 kcal/mole (for planarity) to 21 
kcal/mole. The steric repulsion energy of the two halves of hexa- 
phenylethane is estimated to be about 36 kcal/mole, and the enthalpy 
of dissociation is about 16.5 kcal/mole. 

Whereas for the pheny! group three structures with the free valence 
in the group can be written (C, D, and £), there are seven structures 
for the a-naphthyl group and six for the 8-naphthyl group, these being 
analogous to those shown in the last paragraph of the preceding section. 
This suggests that the a-naphthyl group should be the more effective of 
the two in promoting dissociation. The quantitative treatment leads 
to the same expectation, which is borne out by the results of experi- 
mental studies of the degree of dissociation of hexaarylethanes, the 
order found being hexaphenylethane < tetraphenyldi-6-naphthyleth- 
ane < tetraphenyldi-a-naphthylethane. The biphenyl group is about 
as effective as the §-naphthyl group. 

In recent years valuable data regarding the degree of dissociation of 
hexaarylethanes have been obtained by the magnetic method; the con- 
centration of the triarylmethy] radicals as determined by mibasunine the 
magnetic susceptibility of the solution, to which the unpaired spin of 
the odd electron in the radical makes a paramagnetic contribution. 
This method, first used by Taylor*? at the suggestion of G. N. Lewis, 
has been extensively applied by Mitller** and Marvel* and their col- 
laborators. 

It has been found that hexa-p-alkylphenylethanes in solution dis- 
sociate to a somewhat greater extent than hexaphenylethane itself, 
the magnitude of the enhancement of the degree of dissociation by the 


3 F, J. Adrian, J. Chem. Phys. 28, 608 (1958). 

"2 N. W. Taylor, J.A.C.S. 48, 854 (1926). 

3. Miller, I. Miller-Rodloff, and W. Bunge, Ann. Chem. 520, 235 (1935); 
E. Miller and I. Miller-Rodloff, 2bid. 521, 89 (1935). 

*« M, F. Roy and C. 8. Marvel, J.A.C.S. 59, 2622 (1937); C. S. Marvel, E. 
Ginsberg, and M. B. Mueller, ibid. 61, 77 (1939); C. 8S. Marvel, M. B, Mueller, 
and E. Ginsberg, ibid. 2008; C. S. Marvel, W. H. Rieger, and M. B. Mueller, 
ibid. 2769; C. S. Marvel, M. B. Mueller, C. M. Himel, and J. F. Kaplan, ibid. 
2771. 
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p-alkyl groups being uncertain because of instability of the radicals.* 
An explanation for this effect, vos resonance of the radical to 


structures such as 
Ar OR 
| = d 
| 
ke k 


in which a single bond within the alkyl group is broken, was proposed 
by Wheland.* This explanation applies also to the effect of the t-butyl 
group in increasing the degree of dissociation when it is present as a 
direct substituent in the ethane. Steric repulsion is no doubt also im- 
portant. 

Resonance of this type gives to all the bonds in the triarylmethyl 
radicals partial double-bond character, and the radicals would strive to 
assume a completely planar configuration. Consideration of the di- 
mensions of the groups shows, however, that steric effects prevent this; 
the phenyl groups in triphenylmethy] must be rotated somewhat out of 
the median plane, as mentioned above. The steric interactions of large 
substituent groups in the substituted ethanes weaken the carbon- 
carbon bond somewhat and are responsible in part for the unusual 
properties of these substances.*”7 The very large degree of dissociation 
reported for hexa-o-methylphenylethane** (as compared with hexa-p- 
methylphenylethane) is a steric effect. 

The substance triptycene, 


H 


has been synthesized®® and shown not to have the activity of aliphatic 
hydrogen toward potassium exchange, chlorination, and oxidation that 


% Marvel, Rieger, and Mueller, also Marvel, Mueller, Himel, and Kaplan, 
loc. cit. (34). 

36 G. W. Wheland, loc. ett. (20). 

37 H. BE. Bent and E. S. Ebers, J.A.C.S. 57, 1242 (1935); Wheland, loc. cit. 
(20). , 

38 Marvel, Mueller, Himel, and Kaplan, loc. cif. (34). 

2 P, D. Bartlett, M. J. Ryan, and 8. G. Cohen, J.A.C.S. 64, 2649 (1942). 
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characterizes triphenylmethane. This behavior is as predicted from 
the inability of the benzene rings to approximate the planar configura- 
tion with a central carbon atom. 

It is interesting that the electron distribution in radicals is such as 
to place a fraction of an unpaired electron on each carbon atom of the 
conjugated system.’ The wave function (App. V) corresponding to 
ne structural representation {CH.-CH—CH:2-, -CH:—CH==CHs} is 

= (1/8) {+ — +) — (44-) + (4-4) -— (-+4)}, and its 
square is y? = £{4(4—+)? + (44—-)?+ (-4+4)*}. This gives 

27 as the spin doncty on carbon atoms | and 3, and 34 on carbon 
atom 2, in approximate agreement with the results of magnetic reso- 
nance experiments. The failure of the valence-bond structures to in- 
dicate clearly the distribution of unpaired electrons is a weakness that 
might be of importance in the consideration of the chemical reactivity 
of radicals. Possibly an improved system will be devised by someone. 


6-5. THE NATURE OF THE THEORY OF RESONANCE" 


Although the theory of resonance in chemistry is now about 25 years 
old, there seem still to be some misunderstandings about its nature. 
In particular, the theory is criticized on the ground that it is artificial— 
that the individual valence-bond structures that, according to the 
theory, contribute to the normal state of a molecule such as benzene 
are idealizations, and do not have independent existence; and it has 
been suggested that for this reason the theory should be abandoned. 
In fact, however, the theory of resonance is no more artificial than the 
classical structure theory of organic chemistry, and the contributing 
valence-bond structures in the theory of resonance are not more ideal 
(imaginary) than the structural elements of classical theory, such as 
the double bond. 

The essential identity in character of the theory of resonance and the 
classical structure theory of organic chemistry, which has before been 
referred to only briefly,*? will be discussed in detail in the following 
paragraphs. 

The theory of resonance has been applied to many problems in ehem- 
istry. In addition to its use in the discussion of the normal covalent 
bond (involving the interchange of two electrons, with opposed spins, 
between two atoms) and to the structure of molecules for which a single 
valence-bond structure does not provide a satisfactory description, it 
has rendered service to chemistry by leading to the discovery of several 


40H. M. McConnell, J. Chem. Phys. 29, 244 (1958). 

“ From L. Pauling, Perspectives in Organic Chemisiry, ed. by A. R. Todd, 
Interscience Publishers, New York, 1956, pp. 1-8. 

“2 J,, Pauling, Modern Structural Chemistry, The Nobel Prizes, Stockholm, 1954. 
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previously unrecognized structural features, including the one-electron 
bond, the three-electron bond, the partial ionic character of covalent 
bonds between unlike atoms (resonance between a normal covalent 
structure and an ionic structure), hybridization of bond orbitals (reso- 
nance between bonds formed by s, p, and d orbitals), hyperconjugation 
(no-bond resonance, first discussed by Wheland® in 1934), and frac- 
tional bonding in metals. It is interesting that these aspects of the 
resonance theory have not been subjected to serious criticisa; instead, 
the criticism has been concentrated on the application of the resonance 
theory to the structure of those molecules for which a singie vaience~ 
bond structure does not provide a satisfactory description and which, 
according to the resonance theory, may be described as involving reso- 
nance among several structures of the valence-bond type. 

The Russian criticism of the theory of resonance seems to be based 
largely upon the fact that the contributing resonance structures do not 
have real existence.“ Essentially the same point is made in Hiickel’s 
book Structural Chemistry of Inorganic Compounds;* in the last para- 
graph of Volume I, in a note of criticism of the theory of resonance sup- 
plied by the translator of the English edition, L. H. Long, the complaint 
is expressed in the following words: 


Enough has been said to indicate a serious need for a reply on the paftt of 
the advocates of the resonance theory to the various objections which have 
been raised in recent years. In the absence of a convincing response, the 
resonance theory stands in danger of being largely discredited, at least in 
so far as it has been applied hitherto. At best it provides a picture which 
can be described no less accurately in other terms. At worst, the picture 
it gives is highly misleading. It must further never be forgotten that the 
theory ultimately depends upon the use of limiting structures which, by 
admission, have no existence in reality. 


Let us first consider, as an example, the substance cyclohexene. For 
many years chemists all over the world have been in complete agree- 
ment about the structural formula to be assigned to this substance. 


48 Wheland, loc. cit. (20). 

“4D, N. Kursanov, G. Gonikberg, B. M. Dubinin, M. I. Kabacbnik, EB. D. 
Kaverzneva, E. N. Prilezhaeva, N. D. Sokolov, and R. K. Freidlina, Report of 
the Commission of the Institute of Organic Chemistry of the Academy of Sciences, 
U.S.8.R., for the Investigation of the Present State of the Theory of Chemical 
Structure, Uspekhi Khim. 19, 529 (1950), English translation by 1.8. Bengelsdorf, 
J. Chem. Educ. 29, 2 (1952); V. N. Tatevskii and M. I. Shakhparanov, ‘‘About 
a Machistic Theory in Chemistry and Its Propagandists,” Voprost Filosofir 3, 
176 (1949), English translation by I. 8. Bengelsdorf, J. Chem. Educ. 29, 13 (1952); 
I. M. Hunsberger, ‘Theoretical Chemistry in Russia,’ J. Chem. Educ. 31, 504 
(1954). 

# Trans. by L. H. Long, Elsevier, New York, 1950, vol. I. 
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The molecule of cyclohexene is described as containing a ring of six 
carbon atoms; five pairs of adjacent carbon atoms in the ring are de- 
scribed as being connected by carbon-carbon single bonds, and one pair 
by a carbon-carbon double bond. In addition, four of the carbon 
atoms are connected to two hydrogen atoms each by carbon-hydrogen 
single bonds, and the other two are connected to one hydrogen atom 
each. The properties of the substance have been correlated with this 
structural formula; for example, the unsaturation of the substance is 
attributed to the presence of a double bond. 

Now let us consider benzene. There is no single valence-bond struc- 
ture that accounts satisfactorily for the properties of benzene. The 
simple description of benzene that is given by the theory of resonance 
involves two valence-bond structures, the two Kekulé structures 


¢ XS 
| | and || |. These two structures must be superimposed, fused 
\ Y 


together, to represent the molecule of benzene, with consideration given 
also to the stabilizing effect, of rssonance—that is, the benzene moiecule 
does not have « structure midway between two Kekulé structures, but 
rather a sicucture that is changed from the intermediate structure in 
the way corresponding to energetic stabilization. By comparing the 
experimental value of the heat of formation of benzene with a value 
predicted for a single Kekulé structure with use of bond energies, the 
energy of stabilization through resonance is found to be about 37 
keal/mole. It is this stabilization that makes benzene more resistant 
to hydrogenation, and beace less unsaturated, than the olefins. 

The several structures that are used in the description of a molecule 
such as bene by appieation of the theory of resonance are idealiza- 
tions, aud a not aeve existence in reality. This fact has been ad- 
vanecd, as in the guctation above, as an argament against the theory 
of resonanee. Vf the argnment were to ne secepted, and the theory of 
resopance were In consequence vo be abandoned, it would be necessary 
also, for ths sake of convistoney, to abandon the whole structure theory 
of organic chemistry, because the structural elements that are used in 
classical structure theory (as in the discussion of cyclohexene given 
above), the carbon-carbon singie bond, the carbon-carbon double bond, 
the carbon-hydiogen boud, and so on, also are idealizations, having no 
existence in reslity. There is no rigorous way of showing by experi- 
ment that two af the carbon atoms in the cyelohexene molecule are con- 
nected by a double bond. Indeed, we may say that the cyclohexene 
molecule is a system that can be shown experimentally to be resolvable 
into six carbon nuclei, ten hydrogen nuclei, and 46 electrons, and that, 
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can be shown to have certain other structural properties, such as values 
1.33 A, 1.54 A, and so on, for the average distances between nuclei in 
the molecule in its normal state; but it is not resolvable by any experi- 
mental technique into one carbon-carbon double bond, five. carbon- 
carbon single bonds, and ten carbon-hydrogen bonds—these bonds are 
theoretical constructs, idealizations, with the aid of which the chemist 
during the past one hundred years has developed a convenient and ex- 
treracly valuable theory. The theory of resonance constitutes an ex- 
tension of this classical structure theory of organic chemistry; it 1s 
based upon the use of the same idealizations, the bonds between atoms, 
as classical structure theory, with the important extension that in de- 
scribing the benzene molecule two arrangements of these bonds must be 
used, rather than only one. 

It is true that chemists, after long experience in the use of classical 
structure theory, have come to talk about, and probably to think 
about, the carbon-carbon double bond and other structural units of the 
theory as though they were real. Reflection leads us to recognize, how- 
ever, that they are not real, but are theoretical constructs in the same 
way as the individual Kekulé structures for benzene. It is not possible 
to isolate a carbon-carbon bond and to subject it to experimental in- 
vestigation. There is, indeed, no rigorous definition of the carbon- 
carbon double bond. We cannot accept, as a rigorous definition, the 
statement that the carbon-carbon double bond is a bond between two 
carbon atoms that involves four electrons, because there is no experi- 
mental method of determining precisely the number of electrons that 
are involved in the interaction of two carbon atoms in a molecule, and, 
of course, this interaction has rigorously to be considered as being 
dependent on the nature of the entire molecule. We might define the 
double bond as the bond between the two carbon atoms in the ethylene 
motecule;' but this definition would not be useful because in fact the 
ethylene molecule is different from every other molecule, and there is 
no other molecule in which two carbon atoms are related in exactly. this 
way. We know, of course, that the two carbon atoms in a molecule 
that are connected by a double bond in the structural formula of the 
molecule that would be written by any chemist usually have an aver- 
age internuclear distance of about 1.33 A, whereas singly bonded car- 
bon atoms lie about 1.54 A apart, and triply bonded carbon atoms 
about 1.20 A apart; but these distances vary somewhat from molecule 
to molecule, and no way is known of assigning a range within which 
the internuclear distance should lie for a “‘real’’ carbon-carbon double 
bond, and outside of which it should lie for a bond of another sort. 
Despite the fact that the structural units that they use in classical 
structure theory, such as the carbon-carbon double bond, are idealiza- 
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tions, chemists have for nearly a century striven, with continued suc- 
cess, to develop the theory based upon the use of these structural units, 
and this theory has become more and more powerful. The incorpora- 
tion of the theory of resonance into chemical structure theory has been 
a part of this tontinuing progress. 

There has been especially strong objection to the concept of reso- 
nance energy. The resonance energy for benzene, for example, is cal- 
culated with the use of assumed bond-energy. values, which are added 
together to give the energy of a hypothetical molecule with a single 
Kekulé structure. The system of bond energies is not very accurate, 
and there is for this reason some uncertainty in the values of resonance 
energy obtained with its use. It may be pointed out, however, that 
this feature is not restricted to the resonance theory; the bond-energy 
system has been used also in classical chemistry. In 1920 Fajans* dis- 
cussed the heats of combustion of aliphatic hydrocarbons and other 
substances (not involving resonunce) with the use of a set of bond 
energies that he had formulated. Some ways in which bond energies 
can be used in the prediction of properties of substances, including 
especially those to which classical structure theory applies, have been 
mentioned by many authors, such as Lucas.47 The use of bond- 
energy values in the discussion of molecular rearrangements, especially 
for nonresonating molecules, has aiso been pointed out recently.*8 

I feel that the greatest advantage of the theory of resonance, as com- 
pared with other ways (such as the molecular-orbital method) of dis- 
cussing the structure of molecules for which a single valence-bond struc- 
ture 1s not enough, is that it makes use of structural elements with 
which the chemist is familiar. The theory should not be assessed as 
inadequate because ef its occasional unskillful application. 1t becomes 
more and more powerfui, just as does classical structure theory, as the 
chemist develops a better and better chemica! intuition about it. 

The theory of resonance should not be identified with the valence- 
bond method of making approximate quantum-mechanical ecaleula- 
tions of molecular wave functions and properties. The theory of reso- 
nance is essentially a chemical theory (an empirical theory, obtained 
largely by induction from the results of chemical experiments). Clas- 
sical structure theory was developed purely from chemical facts, with- 
out any help from physics. The theory of resonance was also well on 


46 K. Fajans, Ber. 53, 643 (1920); 55, 2826 (1922); Z. phystk. Chem. 99, 395 
(1921). 

7H, J. Lucas, Organic Chemistry, American Book Co., New York, 1953 
(ist ed. 1935). 

48. Pauling, in Biochemistry of Nitrogen, Suomalainen Tiedeakatemia, 
Helsinki, 1955; see Sec. 3-10. 
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its way toward formulation before quantum mechanics was discovered. 
Already in 1899 Thiele had developed his theory of partial valence, 
which must be considered as a first step toward the development of the 
resonance theory, and by 1924 Lowry, Arndt, and Lucas had made sug- 
gestions about the change in structure of molecules during reaction that 
reflect to some extent the spirit of the theory of resonance. The sug- 
gestion made in 1926 by Ingold and Ingold*® that molecules in their 
normal state have structures that differ from those corresponding to a 
single valence-bond structure was made on the basis of chemical con- 
siderations, without essential assistance from quantum mechanics. It is 
true that the idea of resonance energy was then provided by quantum 
mechanics, that many applications of the theory of resonance (such 
as the hybridization of bénd orbitals) require the penetrating under- 
standing of atomic and molecular structure that has been provided by 
quantum mechanics, and that, moreover, the approximate quantum- 
mechanical calculations such as those made by Hiickel®® for aromatic 
molecules were of great value in indicating how the chemical theory of 
resonance should be developed; but the theory of resonance in chem- 
istry has gone far beyond the region of application in which any precise 
quantum-mechanical calculations have been made, and its great ex- 
tension has been almost entirely empirical, with only the valuable and 
effective guidance of fundamental quantum-mechanical principles. 
The theory of resonance in chemistry is an essentially qualitative 
theory, which, like the classical structure theory, depends for its suc- 
cessful application largely upon a chemieal feeling that is developed 
through practice. We may believe the theoretical physicist who tells 
us that all the properties of substances should be calculable by known 
methods-—the solution of the Schrédinger equation. In fact, however, 
we have seen that during the 30 years since the Schrédinger equation 
was discovered only a few accurate nosempirical quantum-mechanical 
calculations of the properties of substances in which the chemiusi 1s in- 
terested have been made. ‘The chemist must still rely upon experiment 
_ for most of his information about the properties of substances  Ex- 
perience has shown that he can be immensely helped by the use of the 
simple chemical structure theory. The theory of resonance is a part 
of the chemical structure theory, which has an essentially empirical 
Gnductive) basis; it is not just a braneh of quantum mechanics. 


45 [Ingold and Ingold, loc. cit. (1). 
50 Hiickel, Joc. cit. (1). 


CHAPTER 7 


Interatomic Distances and Their Kelation 
to the Structure of Molecules 


and Crystals 


7-1. INTERATOMIC DISTANCES IN NORMAL COVALENT 
MOLECULES: COVALENT RADII 


As a result of the development of the x-ray method of studying the 
structure of crystals and the band-spectroscopic method and especially 
the electron-diffraction method of studying gas molecules, a large 
amount of information about interatomic distances in molecules and 
crystals has been collected. It has been found that the values of inter- 
atomic distances corresponding to covalent bonds can be correlated 
in a simple way in terms of a set of values of covalent bond radi of 
atoms, as described below.! 


1 Interatomic-distance values obtained in various ways are reliable to an ex- 
tent determined by the nature of the method. Spectroscopic values for diatomic 
molecules are usually accurate to within 0.001 A; those for polyatomic molecules 
are somewhat less reliable. Many accurate interatomic distances (to within 
0.001 A) for moderately complex molecules, such as methyl cyanide, have in 
recent years been determined by the metheds of microwave spectroscopy. 
Electron-diffraction vaiues for gas molecules may be assigned probable errors of 
from 0.005 to 0.05 A or more, depending on the care with which the investiga- 
tion has been carried cut and the complexity of the molecule. X-ray values for 
crystals may be reliable to 0.001 A, if the interatomic distance is determined 
directly by the size of the unit cell (as in diamond). In general, however, they 
depend also on some additional parameters evaluated with use of intensity data: 
they are then reliable to 0.005 A only in exceptional cases. The probable errors 
for x-ray crystal structure values involving several parameters are around 0.005 
A for investigations carried out carefully in recent years, and 0.05 A or more for 
others. X-ray diffraction values‘for gas molecules are reliable only to 0.1 or 
0.2 A. Tables of values of interatomic distances are given by P. W. Alien 
and L. EB. Sutton, Acta Cryst. 3, 46 (1950), G. W. Wheland, Resonance in 
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The values found for the equilibrium distance between two atoms 
A and B connected by a covalent bond of fixed type (single, double, 
etc.) in different molecules and crystals are in most cases very nearly 
the same, so that it becomes possible to assign a constant value to the 
A-——B bond distance for use in any molecule involving this bond. Lor 
example, the carbon—carbon distance in diamond (representing a 
single covalent bond) is 1.542 A, and the values found in the seven 
molecules given in Table 7-1,as well as in many others, lie between 1.53 


TaBLe 7-]1.—EXPBRIMENTAL VALUES OF CARBON-CARBON 
SINGLE-Bonpv DisTaNcEs* 
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Substance C—C distance 
Diamond 1.542 A 
Ethane 1.533 
Propane 1.54 
n-Butane 1.534 
Neopentane 1.54 
n-Heptane 1.532 
Cyclohexane 1.53 
Adamantane, CioHig 1.54 





° These values are good to about +0.01 A. The value for ethane is that ob- 
tained by K. Hedberg and V. Schomaker, J.A.C.S. 73, 1482 (1951), by combining 
the results of electron-diffraction and microwave studies. The next five hydro- 
carbon values are from the electron-diffraction study by L. Pauling and L. O. 
Brockway, ibid. 59, 1223 (1937), and R. A. Bonham and L. 8. Bartell, J.A.C.S. 
81, 3491 (1959). The value for adamantane is due ts W. Nowacki and K. Hed- 
berg, J.A.C.S. 70, 1497 (1948), and W. Nowacki, Helv. Chim. Acta 28, 1233 
(1945). 


and 1.54 A, being equal to the diamond value to within their probable 
errors. This constancy is of interest in view of the varied nature oi 
the molecules. 

It will be pointed out later (Chap. 8) that the interaction of a methy! 
group and a double bond or an aromatic group (hyperconjugation) 
causes some shortening of the single bond, about 0.03 A. There is a 
larger shortening, about 0.08 A, for a single bond adjacent to a triple 
bond. A large shortening is also observed for a single bond between 
two double bonds or aromatic nuclei, forming a conjugated system. 
Some shortening is also observed in small rings (1.524 A in cyelo- 


Organic Chemistry, John Wiley and Sons, New York, 1955, and Sutton, [nter- 
atomic Distances. Most of the values for crystals are from Strukturbericht, vols. 
Ito VII (1913 to 1939), and Structure Reports, vol. 8 and later volumes. A useful 
compilation is R. W. G. Wyckoff, Crystal Structures, Interscience Publishers, 
New York, 1948 on. 
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propane); this effect, which may be attributed to the bending of the 
bonds, has already been discussed (Sec. 4-8). 

In cyclobutane the carbon—carbon distance? is found to be 1.568 
+ 0.020 A, somewhat larger than the normal value. The presumably 
correct explanation that has been proposed? is that the bonds are 
stretched because of the repulsion of the atoms separated by the 
diagonal of the square. Similar distances (1.555 + 0.010 A and 
1.563 + 0.010 A) have been reported? in two other molecules con- 
taining four-membered rings, bicycloheptane and the pvlycyclo- 
hydrocarbon Cy.H 4. 

Similar constancy is shown by other covalent bond distances (with 
certain exceptions that will be discussed later). For the carbon— 
oxygen single bond, for example, the value 1.43 A has been reported 
for methanol,‘ ethanol, ethylene glycol, dimethyl ether, paraldehyde, 
metaldehyde, and many other molecules; this value is accepted as 
standard for the C—O bond. 

Moreover, covalent bond distances are often related to one another 
in an additive manner; the bond distance A---B is ecusl! to the arith- 
metic mean of the distances A—-A and B---B. For example, tae C—C 
distance in diamond is 1.542 A and the Cl—Cl distance in Ch, is 1.988 

The arithmetic mean of these, 1.765 A, is identical with the Cl---Cl 
distance 1.766 + 0.003 A found in carbon tetrachloride to within the 
the probable error of the experimental value. In consequence, it 
becomes possible to assign to the elements covalent radii such that 
the sum of two radii is approximately equal to the equilibrium inter- 
nuclear distance for the two corresponding atoms connected by a 
single covalent bond. | 

These covalent radii are for use in molecules in which the atoms form 
covalent bonds to a number determined by their positions in the 
periodic table—carbon four, nitrogen three, and so on. It is found 
empirically that the radii are applicable to covalent bonds with con- 
siderable ionic character; for extreme ionic bonds, however, ionic radii 
are to be used (Chap. 13), and in some molecules, discussed in later 
sections, the partial ionic charatter plays an important part in determ- 
ining the interatomic distances. 


2 J. D. Dunitz and V. Schomaker, J. Chem. Phys. 20, 1703 (1952). 

*C. Wong, A. Berndt, and V. Schomaker, unpublished research, Cal. Inst. 
Tech. 

4 The value C—O = 1.427 + 0.007 A from a microwave study has been re- 
ported by P. Venkateswarlu and W. Gordy, J. Chem. Phys. 23, 1200 (1955). 
The other values, which are in general reliable to +0.02 A, are from older electron- 
diffraction and x-ray investigations. 

’L. 8. Bartell, L. O. Brockway, and R. H. Schwendeman, J. Chem. Phys. 23, 
1854 (1955). 
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The radii are so chosen that their sums represent average internuclear 
distances for bonded atoms in molecules and crystals at room tempera- 
ture. The atoms carry out thermal oscillations, which cause the 
internuclear distances to vary about their average values. At room 
ternperature these are only slightly different from the values correspend- 
ing to the minima in the potential energy functions. 

Values of the single-bond covalent radii of the nonmetallic elements 
are given in Table 7-2. These values, which were originally obtained 


TABLE 7-2.-- COVALENT Rant ror ATOMS 
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C Ne O Fe 











Single-bond radius 0.772 0.70 0.66 0.64 A 
Deuble-Lond radius ,667 
Trinle-bend racius 603 
' Si Pp S Cl 
Singie-bond radius 1,17 1.10 1.04 0.99 
Doulble-bond radius 1.07 i .00 0.94 .89 
Trige-bond radius 1.00 0.93 .87 
Ge As Se Br 
Singie-bond radius 1.22 1.21 Lae bee 1.14 
Doubla-bond radius 1.12 1.11 1.07 1.04 
Sn Sb Te I 
Single-bond radius 1.40 1.41 1.37 1.33 
Double-bond radius 1.30 1.31 1.27 1.23 
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» 


a See also Lanle 7-5, 


largely frum x-ray diffraction studies of crystals, may be tested by 
comparison with the results of the many recent investigations of gas 
molecules as well as of crystals.® 


6 Shortly after the formulation of a rough set of atomic radii for use in crystals 
of all types (W. I. Bragg, Phil. Mag. 40, 169 [1920]} it was recognized that the 
affective radius of an atom depends on its structure and environment, and es- 
pecially on the nature uf the bonds that it forms with adjacent atoms. Between 
1920 and 1927 a complete set of values of ionic radii, for use in ionic molecules 
and crystals, was developed by Landé, Wasastjerna, Goldschmidt, and Pauling; 
this work is discussed in Chap. 13. In 1926 M. L. Huggins (Phys. Rev. 28, 
1086 [1926]) published a set of atomic radii for use in crystals containing co- 
valent bonds. V. M. Goldschmidt in the same year published values of atomic 
radii obtained from metals as well as from covalent nonmetallic crystals (‘‘Geo- 
chemische Verteilungsgesetze der Elemente,’”’ Skrifter Norske Videnskaps-Akad. 
Oslo, I, Mat.-Naturv. Kl., 1926); he later collected these and additional values 
into a table of radii for use in metals and intermetallic compounds (Trans. 
Faraday Soc. 25, 253 [1929]); see Chap. 11). A survey of the interatomic-dis- 
tance values for covalent crystals was then made by L. Pauling and M. L. Hug- 
gins (Z. Krist. 87, 205 [1934]), leading to the formulation of the tables of tetra- 
hedral radii, octahedral radii, and square radii given and described in See. 7-9, 
and b: making small changes in the values of some of the tetrahedral radii in 
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TABLE 7-3.-—SINGLE-Bonp DisTANCES AND Rani ror ELEMENTS 
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One-half of ro 
Bound Substance Methods observed Beenie 
: radius 
distance 
C—C Dismond X-ray 6.772 A O.778 A 
Si—Si Bice) X-ray 1.17 ee a 
Ge—Ge Getc) X-ray 1.22 1422 
Sn-—Sn dn (ce) X-ray 1.40 1.40 
p-—P P(g) Er 1.10 1.10 
Pic, biack) X-ray’ 1.09, 1.10 
As—As Asy(g) ky DO 1.22 1.21 
As(c) K-ray 1.25 
Sb-—Sb Sb(c) X-ray 1.43 1.41 
S—S Ss(z) ED? 1.64 1.04 
Ss(c) X-ray* 1.05, 1.02 
Se—Se Ses(c, a) X-ray!’ 1.17 1.17 
Sae(c, 8) X-ray? 1.17 
Se(c, gray) X-ray 1.16 
Te—'V'e Te(c) X-ray 1.38 1.37 
F¥-—-F F.(g) EDA 0.718 0.64 
Fs (g) Raman’ 709 
Cl—Cl Clef) Sp 994 99 
Br—Br Brz(g) Sp 1.140 1.14 
I—I Ih (g) Sp 1.333 1.33 


ne entre en tangerine Aectnayt tt eS een at Ot AA NOE eh AP ht re ee 


* X-ray signifies the x-ray study of crystals, ED the electron-diffraction study 
of gas molecules, and Sp the spectroscopic study of gas molecules. References are 
not given for the older x-ray and spectroscopic values; they may be obtained from 
standard compilations. 

’L. R. Maxwell, S. B. Hendricks, and V. M. Mosley, J. Chem. Phys. 3, 698 
(1935). 

¢R. Hultgren and B. E. Warren, Phys. Rev. 47, 808 (1935); approximately 
the sarse value is found also in amorphous red phosphorus, amorphous black 
phosphorus, and liquid phosphorus: C. D. Thomas and N. 8. Gingrich, J. Chem. 
Phys. 6, 659 (1938). 

2C.-8. Lu and J. Donchue, /.A.C.S. 66, 818 (1944). 

¢ B. BE. Warren and J. T. Burwell, J. Chem. Phys. 3, 6 (1935); S. C. Abrahama, 
Acta Cryst. 8, 661 (1955). 

£R. D. Burbank, Acta Cryst. 4, 140 (1961). 

¢R. E. Marsh, L. Pauling, and J. D. McCullough, Acta Cryst. 6, 71 (1953). 

h M. T. Rogers, V. Schomaker, and D. P. Stevenson, J.A.C.S. 63, 2610 (1941). 

* D. Andrychuk, Can. J. Phys. 29, 151 (1951). 
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the way indicated by the data available at that time for a few normal-valence 
molecules, values of single-bond normal covalent radii differing only slightly 
from those given in Table 7-2 were obtained (see also L. Pauling, Proc. Nat. Acad. 
Sci. U. S. 18, 293 [1932}). Since then the electron-diffraction and microwave 
study of gas molecules and further x-ray work on molecular crystals have pro- 
vided many interatomic-distance values for testing and refining the table of 
radii. 
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TABLE 7-4.—THE CovaLEenT Rapius or HyDROGEN 
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Molecule Method? Distance M--H Hears 
hydrogen 

H, Sp 0.74 A 0.37A 
HF Sp 918 28 
HCl Sp, M 1.27 28 
HBr Sp, M 1.42 .28 
HI Sp 1.61 .28 
H.O Sp 0.96 .30 
HS Sp 1.34 .30 
H2Se Sp 1.47 .30 
NH; Sp 1.01 31 
PH; M 1.42 .o2 
AsHs M 1.52 31 
SbH; M Lenk .30 
CH, Sp 1.095 32 
Coll, ED 1.095 .32 
CeHy ED, Sp 1.087 wok 
CoH: Sp 1.065 29 
Cele Sp 1.084 Jol 
HON Sp 1.066 .29 
sili, Sp 1.48 a) 
Gel, Sp 1.53 ol 
SnH, Sp 1 


.70 .30 


a 














2 Here Sp means by infrared or ultraviolet spectroscopy and M by microwave 
spectroscopy. Similar values, in general somewhat less reliable, have also been 
obtained for many molecules by x-ray diffraction of crystals, neutron diffraction 
of crystals, electron diffraction of gas molecules (HD), or analysis of vibrational! 
frequencies. 

Some of the values are from the papers mentioned in the footnotes to Table 
4-1. Other recent papers are the following: 

OH: D. R. J. Boyd and H. W. Thompson, Trans. Faraday Sec. 49, 1281 
(1953); H. MM. Kayior and A. H. Nielsen, J. Chem. Phys. 23, 2139 (1958). ; 

CoH: L. 8. Bartell and R. A. Bonham, J. Chem. Phys. 27, 1414 (1957); W. 3. 
Gallaway and E. F. Barker, itid. 10, 38 (1942); Hf. C. Allen, Jr., and H. K. 
Plyler, J.A.C.S. 80, 2673 (1958). 

C,H.: B. D. Saksena, J. Chem. Phys. 20, 95 (1952); M. 'T. Christensen, D. R. 
Eaton, B. A. Green, and H. W. Thompson, Proc. Roy. Soc. London A238, 15 
(1956). 

C,¥lg, B. P. Stoicheff, Can. J. Phys. 32, 339, 635 (1054); G. Herzberg and 
B. P. Stoicheff, Nature 175, 79 (1955). 

HON: A. E. Douglas and D. Sharma, J. Chem. Phys. 21, 448 (1953); I. R. Dagg 
and Il. W. Thompson, Trans. Faraday Soc. 52, 455 ( 1956). 

QE: SBR Pole and M. K. Wilson, J. Chem. Phya. 22, 1559 (1954). 

Gell, U. P. Lindeman and M. K. Wilson, J. Chem. Phys. 22, 1723 (1954). 

SnH,: G, R. Wilkinson and M. K. Wilson, J. Chem. Phys. 25, 784 (1956). 
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Comparison of the radii with half the interatomic distances in ele- 
mentary molecules or crystals involving single bonds may be made as a 
first check on the radii (Table 7-3). For the fourth-row elements, 
crystallizing with the diamond structure, and the halogens (other 
than fluorine) the agreement is perfect, since these were the sources of 
the valués in the table. The crystals P, As, Sb, Se, and Te also show 
reasonably good agreement. The electron-diffraction results for Pa, 
Asa, and Sg, obtained since the table was formulated, provide a good 
check of the corresponding radii.’ 


1.5A 


1.0 


Covalent radius 


0.5 


0.0 





Fig. 7-1.—-Vulues of covalent radii for the elements. 


The radius of the hydrogen atom is more variable than that of other 
atoms, as can be seen from the experimental values for M-—-H dis- 
tances in compounds of hydrogen collected in Table 7-4. ‘The values 
are reliable to about 0.01 A. The average value is about 0.30 A. 

The dependence of the covalent radii of the elements on atomic 
number is shown in Figure 7-1. The relation is a simple one; for 


7 One important assumption made in the original formulation of the table of 
covalent radii was that the S—S single-bond distance is 2.08 A, as in the crystals 
pyrite, FeS:, and hauerite, MaS:. This has been verified subsequently by meas- 
urements not only on 83(c) and 8:(g) (Table 7-3) but also on §,(1) and S, (plastic) 
(S—S = 2.07 A, 2.08 A: N.S. Gingrich, Phys. Rev. 55, 236 [1939]; J. Chem. 
Phys. 8, 29 [1940]), on HaS: (S—S = 2.05 + 0.02 A) and (CH;).& (S—S = 2.04 
+ 0.03 A: D. P. Stevenson and J. Y. Beach, J.A.C.S. 60, 2872 [1938]), on 
(CH;):S: (2.04 + 0.02 A: J. Donohue and V. Schomaker, J. Chem. Phys. 16, 
92 [1948]), and on (CF3)o8& and (CF3)%: (2.06 + 0.02 A: 1. 7. M. Bowen, 
Trans. Faraday Soc. 50, 444, 452, 463 [1954]). 
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the first and second rows of the periodic table smooth curves can be 
drawn through the points, whereas for the other rows there is only a 
slight discontinuity between the quadrivalent atoms and their neigh- 
bors, which may be attributed to the change in the nature of the bond 
orbitals.® 


7-2. THE CORRECTION FOR ELECTRONEGATIVITY DIFFERENCE 


The first values of covalent radii, as given in Table 7-2, were formu- 
lated before experimental values were available for F—F, O—O, and 
N—N single bonds. An electron-diffraction study of F, by Brockway? 
then gave the F—F distance as 1.45 A (a value substantiated by 
Rogers, Schomaker, and Stevenson, Table 7-3, who found 1.435: 
+ 0.010 A), whereas the accepted radius of fluorine would require 
1.28 A. Similar discrepancies were then reported for O—-O, for which 


TasLy 7-5.—ScHOMAKER-STEVENSON SINGLE-BOND 
Rapi oF FirstRow EvEements 
(For other elements as in Table 7-2) 
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B C N O F 
Single-bond radius 0.81 0.772 0.74 - 0.74 0.72 A 
Double-bond radius 71 .667 .62 .62 . 60 
Triple-bond radius . 64 .603 55 .55 


Giguére and Schomaker!® found 1.47 + 0.02 A in H,0, (value from 
old radius 1.32 A), and N—N, for which they found 1.47 + 0.02 A 
in NeH, (value from old radius 1.40 A). Since the distances for many 
bonds between N, O, and F and other atoms are rather well given by 
the old radii, there are large deviations from additivity in the bond 
lengths. 

It was suggested by Schomaker and Stevenson" in 1941 that these 
deviations result from the partial ionic character of the bonds between 
unlike atoms. ‘They proposed that the radii for N, O, and F be taken 
to be those given by the N—-N, O—O, and F—F distances (Table 
7-5), and that in general the interatomic distance for a bond A—B 
be taken to be the sum of the radii for the atoms A and B with a cor- 
rection term —0.09 A |x, — asl, in which |z, — zp| is the absolute 
value of the difference in electronegativity of the two atoms. 


8 Similar agreement is also found for 2 great many other substances, such as 
hexamethylene tetramine (C—-N = 1.47 A), etc.; the very extensive table that 
might be reproduced to show this agreement will be omitted. 

°L. O. Brockway, J.A.C.S. 60, 1348 (19388). 

10 P, A. Giguére and V. Schomaker, J.A.C.S. 65, 2025 (1943). 

1 V, Schomaker and D. P. Stevenson, J.A.C.S. 63, 37 (1941). 
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For example, the average value of the Si—C bond length found in 
the methylsilanes (Table 7-6) is 1.87 A. The sum of the single-bond 
radii of carbon and silicon is 1.94 A, which is 0.07 A larger. If this 
value is corrected for the 0.7 difference in electronegativity by’ the 
Schomaker-Stevenson term it becomes 1.88 A, in much better agree- 
ment with experiment. 

On the other hand, the correction is not needed for the C—-Cl bond. 
The experimental values (1.76 A for CCl, 1.77 A for CHC], and CH.Ch, 
and 1.781 A for CH,Cl) agree reasonably well with the value 1.765 A 
corresponding to additivity, and disagree with the value 1.720 A 
obtained by applying the correction. 


TABLE 7-6.—COMPARISON OF CALCULATED (EQUATION 7-1) 
AND OBSERVED BonpD LENGTHS 


oEEeeeEoEooooooeoee————lellEuOouaoaoooaooeeoeooeelooaaaaaoleeEeeeeeeeE—— eee 


C—N 1.47A C—O 1.43 A C—F1.37A 8i--C 1.88 A 


(CH,);N 1.47 CH,0H 1.427 CH,F 1.385 CH,SiH; 1.86 
CHiN, 1. 47 Many others 1.43 (CH;).8iH, Ly 86 
Many others 1 .47 (CH;),SiH 1.87 
(CH;),8i 1.89 
Cl—N 1.73A Cl—O 1.69 A Cl-F1.683A O—F 1.42 A 


NCH;Cl, 1.73 Cl,O 1.69 CIF 1.63 OF; 1.42 





There is at present uncertainty as to how to predict bond lengths 
in a reliable way. In this book we shall assume that the length of 
a single bond between two atoms A and B can in most cases be reason- 
ably well calculated by use of the radii r, and rp as given for light atoms 
in Table 7-5 and for heavier atoms in Table 7-2, with the equation 


D(A—B) = fa + TB a Cc | cA tp | (7-1) 


Here the Schomaker-Stevenson coefficient c is to be given the value 
0.08 A for all bonds involving one first row atom (or two such atoms), 
the value 0.06 A for bonds between Si, P, or S and a more electro- 
negative atom (not of the first row), 0.04 A for bonds between Ge, 
‘As, or Se and a more electronegative atom (not of the first row), and 
0.02 A for bonds between Sn, Sb, or Te and a more electronegative 
atom (not of the first row). The electronegativity correction is not 
to be made between carbon and the elements of the fifth, sixth, and 
seventh groups (beyond the first row); it seems likely that another 
effect (double-bond character, Sec. 9-3) overwhelms it. 

A comparison of a few calculated and observed bond lengths is given 
in Table 7-6. Similar agreement has been found for other bonds. 

For some bonds, such as C—N and C—O, the length given by 
Equation 7-1 is the same as that given by the sum of the radii in 
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Table 7-2 (with the small values for N, O. and F). For others, how- 
ever, such as Si-—C, there is a great difference. 

Bonds between heavier atoms and fluorine and other halogens are in 
general found to be shorter than calculated by Equation 7-1. The 
nature of these bouds will be discussed further in Chapter 9. 


7-3. DOUBLE-BOND AND TRIPLE-BOND RADII 


For the carbon-carbon double-bond distance in ethylene Barteli and 
Bonham” have reported the value 1.334 + 0.003 A from an electron- 
diffraction study and have stated that this value is compatible with 
the spectroscopic valnes of the moments of inertia. This value corre- 
sponds to the double-bond radius 0.667 A for carbon, as given in Table 
7-2. 

For the length of the carbon-carbon triple bond a number of reliable 
values in excellent agreement with one another are available. These 
include the value 1.204 A for acetylene, 14 1.207 A for methylacetylene,"® 
1.211 A for chloroacetylene,'* and 1.207 A for methylchloroacetylene, !” 
from infrared and microwave studies, and closely agreeing values from 
electron-diffraction studies. In Table 7-2 we have accordingly given 
the value 0.603 A for the triple-bond radius of carbon. The spectro- 
scopic value 1.094 A for N==N in Ny leads to 0.547 A for the triple- 
bond radius of nitrogen. The sum of these two radii, 1.150 A, agrees 
well with the values for the length of the C==N bond reported for 
HCN,?8 1.158 A, methyl cyanide,}9 1.156 A, and methyleyanoacetyl- 
ene,?0 1.157 A 

Some other values of double-bond and triple-bond radii given in 
Table 7-2 have been obtained from experimental values of interatomic 
distances, snd some have been estimated. In general the double-bond 


% Bartell and Bonham, loc. cit. (T7-4). 

143 Gallawav and Barker, loc. cif. (T7-4). H. W. Thompson, Trans. Faraday 
Soc. 35, 697 (1939), has reported 1.331 + 0.005 A, and Allen and Plyler, loc. 
cit. (T7-4), have reported 1.337 + 0.603 A, from infrared spectroscopy. The 
value 1.330 + 0.005 A had been obtained earlier by electron diffraction by V. 
‘Schomaker and was reported in the second edition of this book. 

4G. Herzberg and J. W. T. Spinks, Z. Physik 91, 386 (1934); Saksena, 
also Caristensen ef al., both lec. cit. (T7-4). 

%L, F. Thomas, E. §. Sherrard, and J. Sheridan, Trans. Faraday Soc. 51, 
619 (1955). 

16 A, A. Westenberg, J. H. Goldstein, and E. B. Wilson, Jr., J. Chem. Phys. 
17, 13819 (1949). 

17 C. C. Costain, J. Chem. Phys. 23, 2037 (1955). 

18 See footnote to Table 7-4 for references. 

19 Thomas ef al., loc. cit. (15); M. D. Danford and R. L. Livingston, J.A.C.S. 
77, 2944 (1955). 

20 J. Sheridan and L. F. Thomas, Nature 174, 798 (1954)., 
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radii are about 0.105 A less and the triple-bond radii are about 0.17 A 
less than the single-bond radii. 

The usefylness of the multiple-bond radii in the discussion of the 
electronic structure of molecules will be illustrated in later sections. 


7-4, INTERATOMIC DISTANCES AND FORCE CONSTANTS OF BONDS 


When the available spectroscopic values for simple molecules are 
examined, it is seen that the force constants of the bonds, which, to- 


TABLB 7-7.—-CONSTANTS FOR EQUATION 7-2 ror USE IN 
Gas MOLECULES 
(D. in A, k in megadynes/em) 


Type of boad 








—__—__--——- —————-— Example Qi; bg; 
Atomizinrow Atom] in row 

0 0 H; 2.32 0.025 A 
0 1 HF 2.32 .335 
0 2 HCl 2.32 585 
0 3 HBr 2.32 .65 
1 1 CO 1.75 .68 
1 2 PN 1.87 .94 
1 3 TiO 2.00 1.06 
1 4 SnO 2.04 1.18 
1 5 PbO 2.04 1.26 
2 2 Ch 2.04 1.25 
2 4 ICl 1.98 1.48 
3 3 Bre 1.98 1.48 
4 4 Is 2.04 1.76 


gether with the nuclear masses, determine the frequencies of vibration 
of the nuclei in the molecules, are not independent of the corresponding 
interatomic distances, but are closely related to them. Various equa- 
tions expressing this relationship have been advanced. We select for 
discussion that of Badger,?! which has the form 


k-? = ai,(D. — 843) (7-2) 


Here k is the force constant, D, the equilibrium internuclear distance, 
and a,; and b,; are constants, with values determined by the nature 
of the bonded atoms, as given in Tabie 7-7. 

The equation applies to both the normal states and excited states 
of molecules. 


21 R. M. Badger, J. Chem. Phys. 2, 128 (1934); 3, 710 (1935). 
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As an illustration of the usefulness of the equation we may mention 
the calculation by Eyster*? in 1938, when no very reliable value of 
C=C distance in ethylene was available, of the value 1.3825 + 0.005 A 
from the spectroscopic value for the carbon-carbon force eonstant. 
(The accepted value is now 1.334 A). 

Equation 7-2 can also be applied to the bonds in crystals. A dis- 
cussion of the compressibilities of elementary metals and metalloids™” 
has permitted the evaluation of the constants a, and },; as given in 
Table 7-8. 


TABLE 7-8.—ConsTants FOR Equation 7-2 ror Usz IN 
CRYSTALS OF ELEMENTARY METALS AND METALLOIDS 


(D. in A, k in megadynes/cm) 











Element ary bs; 
Li, Be, C 2.89 1.18 A 
Na, Mg, Al, Si 3.10 1.78 
K, Ca, Ti, V, Ge 2.06 1.46 
Cr, Fe, Co, Ni, Cu 13.3 2.31 
Rb, Sr, Zr, Nb, Mo, Sn 2.32 1.86 
Ru, Rh, Pd, Ag 4.12 2.10 
Ba, Ta, W 2.03 1.80 
Ce, Ir, Pt, Au, Tl 2.96 1.99 





7-5. INTERATOMIC DISTANCES AND RESONANCE 


The resonance of the benzene molecule between the two Kekulé 
structures (the small contributions of other structures being neglected) 
can be considered to give each of the six carbon-carbon bonds 50 
percent single-bond character and 50 percent double-bond character. 
We would expect that the carbon-carbon interatomic distance would 
lie between the single-bond value 1.544 A and the double-bond value 
1.334 A—not midway between, but closer to the lower value, both 
because of the extra stabilization due to the resonance energy (a strong 
bond having smaller interatomic distance than a weak bond) and 
because of the greater effectiveness of the double-bond potential func- 
tion (with its greater curvature in the neighborhood of its minimum, 
corresponding to its larger force constant) in determining the position 
of the minimum of the potential function for the resonating molecule. 


2H. H. Eyster, J. Chem. Phys. 6, 580 (1938). 

% J. Waser and L. Pauling, J. Chem. Phys. 18, 747 (1950). 

4 Pauling, loc. cit. (6), L. Pauling, L. O. Brockway, and J. Y. Beach, J.A.C.S. 
37,2705 (1935); Pauling and Brockway, loc. cit. (T7-1). 
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The observed value for benzene,*®* 1.397 + 0.001 A, is only 0.07 A 
greater than the double-bond distance. : 
It is to be expected that the bending of the bent bonds of the two 


~N / 
double bonds in a system PaaS away from their tetrahedral direc- 
x 


tions would make the forces of repulsion between them somewhat less 
than in a saturated molecule, and that for this reason the carbon- 
carbon single-bond distance in a conjugated system would be less than 
the normal value 1.544 A. An estimate of the magnitude of this effect 
can be made by consideration of the C—H distances in saturated 
and unsaturated molecules. The C—-H distance in methane, ethane, 
and other saturated molecules is about 1.100 A ; in ethylene, benzene, 
and other molecules in which the carbon atom forms a double bond 
it is about 1.085 A (Table 7-4), representing a decrease in the bond 
length of about 90.015 A. In allene, H,C==-C==-CHag, the carbon-carbon 
double-bond length® is 1.310 A, 0.024 A less than its normal value, 
and in glycine?’ the carbon-carbon single bond (adjacent to a double 
bond with oxygen in the carboxylate ion) has length 1.523 A, which 
is 0.021 A less than the normal value. The average of these ob- 
served decreases in bond length is 0.020 A, and we conclude that, 
as a result of the decreased repulsion of the bent bonds, the effective 
radius of the carbon atom, for either another double bond or the two 
single bonds that it can form in addition to the first double bdnd, is 
about 0.020 A less than the normal radius. 

We accordingly conclude that a pure single bond between two carbon 
atoms forming double bonds with other atoms, as in 1,3-butadiene, 
H,C—-CH—CH==CHe, would be decreased in length by 0.040 A to 
1.514 A. In fact, the central carbon-carbon distance in the molecule 
is somewhat shorter still, about 1.46 A. The further decrease in 
length may be attributed to partial multiple-bond character of the bond 
as discussed in later sections of this and the following chapter. 

Similarly, the expected length of the central double bond in buta- 
triene, Hx>C==C=—=-C=C Ha, is 1.294 A, a value 0.040 A less than normal 


% By high-resolution Raman spectroscopy: Stoicheff, loc. cit. (T7-4), 339. 
The values 1.39 and 1.40 + 0.03 A had been reported by R. Wierl, Ann. Phystk 
8, 521 (1931), 1.890 + 0.005 A by L. Pauling and L. O. Brockway, J. Chem. 
Phys. 2, 867 (1934), and 1.393 A by V. Schomaker and L. Pauling, J.A.C.8. 61, 
1769 (1989), all by electron diffraction. 

26 J. Ovenend and H. W. Thompson, J. Opt. Soc. Am. 43, 1065 (1953); Herz- 
berg and Stoicheff, loc. cit. (T7-4); O. Bastiansen, unpublished electron-diffrac- 
tion investigation (1958). . . 

27 R. BE. Marsh, Acta Cryst. 11, 654 (1958). 
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value, to correct for the bent-bond effect. The observed length of 
this bond?* is 1.284 A, and that of the other two double bonds (with 
1.314 A expected) is 1.309 A. These bond lengths show a small short- 
ening from conjugation. 

In acetylene and hydrogen cyanide the length of the C-—H bond is 
ahout 0.04 A less than it is for methane and its saturated derivatives, 
and we conclude that the correction to the effective radius of a carbon 
atom forming a triple bend is —0.040 A, twice as great as the double- 





Fig. 7-2.—The arrangement of carbon atoms in the graphite crystal. 


bond correction. This is not unreasonabie, in that in the triple bond 
there are three bent bonds, rather than two, and they are bent some- 
what more than are the two bonds of the double bond. 

An empirical curve relating carbon-carbon interatomic distances 
with the amounts vf single-bond and double-bond character for mole- 
cules resonating between structures some of which represent the bond 
as a single bond and some as a double bond could be used in interpreting 
observed values of ‘the interatomic distances to obtain infor mation 
as to the type of the bonds. The pure single-bond distance 1.504 A 
(for use in a conjugated system of alternating simple and double bonds) 


28 B. P. Stoicheff, Can. J. Phys. 35, 837 (1957); O. Bastiansen, unpublished 
electron-diffraction investigation (1958). 
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and the pure double-bond distance 1.334 A provide tlie end points of 
the curve. A third point, at 50 percent double-bond character, is pro- 
vided by the value 1.397 A for benzene, and a fourth point by the 
value 1.420 A for graphite. The structure of the graphite crystal is 
shown in Figure 7-2. It consists of hexagonal! jayers of molecules 
which are separated by a distance so large (3.40 A) that there can be 
no covalent bonds between them; cach of the layers is a giant molecule, 
and the superimposed layer molecules are held together only by weak 
van der Waals forces. The four valences of each carbon atom are 
used to form bonds with its three neighbors; the later molecule reson- 
ates among many valence-bond structures such as 


4 % a \ 
=O = C= 
we S Y 
C=C 6 
Ne 
== C=6 C= 
\. 4 Vl 
C—C c—C 
G NN 6 ac 


and in this way each carbon-carbon bond achieves one-third double- 
bond character. 

Through these four points we draw a smooth curve, as shown in 
Figure 7-3, which we accept as representing the dependence of carbon- 
carbon interatomic distance on the amount of double-bond character 
for single~-bond:double-bond resonance. The use of the curve in 
the discussion of the nature of the carbon-carbon bonds in resonating 
molecules is illustrated in the following chapter. 

In view of the reasonable behavior of interatomic-distance values in 
general, it seems probable that by a suitable translation and change of 
vertical scale (to give the correct end points) the same function can 
be used for bonds between other atoms, and also for resonance in- 
volving triple bonds. These further uses of the curve are also illus- 
trated in the following chapter. | 

It is interesting that the curve can be represented with only small 
deviations from the experimental points by the equation 

ts 1.84(n — 1) 
De Des (De Dy) (7-3) 

0.84n + 0.16 
in which D, is the value of the interatomic distance for a bond of inter- 
mediate type, D; that for a single bond, D, that for a double bond, and 
n the bond number. This equation can be derived in the following 
simple way: Let the potential function for a resonating bond be given 
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1.50A 


1.45 


1.40 


Bond length — 


1.35 





1 1.5 2 
Bond number —> 


Fig. 7-3.—The relation between interatomic dis- 
tance and the amount of double-bond character for 
single-bond—double-bond resonance of carbon- 
carbon bonds. 


as the sum of two parabolic functions, representing single-bond and 
double-bond potential functions, with coefficients 2 — n and n — l, 
respectively : 


V(D) = 3(2 — n)ki(D — Di)? + 4(m — 1I)kx(D — Da)? (7-4) 


If the derivative of this with respect to D is equated to zero, its equili-~ 
brium value (corresponding to the minimum of the potential function) 
can be found as a function of n and the ratio of the force constants 
k2/k;. The function becomes identical with that of Equation 7-3 
when k./k,; is given the value 1.84. This value for the ratio of the 
force constants is somewhat larger than that given by Badger’s’rule, 
1.58; it is possible that the small increase is needed to compensate 
for the neglect of resonance energy in the assumed potential function. 

In Table 7-9 there are given values for carbon-carbon bond lengths 
for single-bond:double-bond resonance, calculated by Equation 7-3 
with D = 1.504 A (as corrected for the adjacent-bent-bond effect) 
and D, = 1.334 A. These values are for application to conjugated 
and aromatic systems of single bonds and double bonds, as illustrated 
in the following section and in later chapters. 

Bond Lengths in Aromatic Hydrocarbons.—As an example of the 
use of the single-bond:double-bond resonance curve of interatomic 
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TABLE 7-9.—CARBON-CARBON Bonp LENGTHS For SINGLE-Bonp: 
DovuBLE-BoNnp RESONANCE 





Bond Bond 

num- Da D,-Dna D,—-D, num- D, D,-D, D,--Dy: 
ber ber 

1.00 1.504A 0.000A 0.170A 1.40 1.41G0A 0.094A .O76A 
1.05 1.489 O15 155 1.45 1.402 .102 .068 
1.10 1.475 .029 141 1.50 1.394 .110 .060 
1.15 1.462 042 128 1.60 1.380 124 .046 
1.20 1.450 054 116 1.70 1.367 .137 .033 
1.25 1.489 .065 105 1.80 1.355 .149 -  .021 
1.30 1.429 .075 095 1.90 1.344 .160 .010 
1.35 1.419 085 O85 2.00 1.334 .170 .000 


distances, we may discuss the observed interatomic distances in the 
condensed aromatic hydrocarbons. 

In general there is reasonably good agreement between the observed 
carbon-carbon bond distances in these molecules and the values calcu- 
lated for the amounts of double-bond character given by consideration 
of the Kekulé structures alone. These calculated values agree closely 
with values calculated by the molecular-orbital method.* 

In anthracene there are five nonequivalent kinds of carbon-carbon 
bonds, with amounts of double-bond character, as calculated by con- 
sideration of the Kekuldélike structures alone (given equal weight), 
varying from } to ? (see Chap. 6). In Table 7-10 a comparison is made 
between the corresponding calculated values of the interatomic dis- 


TapBLe 7-10.-—CaLCULATED AND OBSERVED CarRBON-CARBON 
Bonp Distrances in ANTHRACENE 


Ses 


OR 2 RRR ERN ne 9 eA: 


Doubie-bond 





character Deate Devs 
A 3/4 1.361 A 1.366 A 
B i /4 1.489 1.419 
C 1/4 1.439 1.433 
D 1/4 1.439 1.436 
E 


ene ae 





— 


1/2 1.394 1.399 


Re Oe ere ee nee ES OE RRR SR EE TY AORN AAO RRS tot SO 


2° W.G. Penney, Froc. Roy. Soc. London A158, 306 (1937); H. O. Pritchard and 
F, H. Sumner, Trans. Faraday Soc. 51, 457 (1955). 
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TABLE 7-11.—BoNnp LENGTHS IN 1:14-BENZBISANTHRENE 





eee ere teen, aetna tte nt ntti ete ee niece a gene a re AE OE Oe a em ce Sree me eee 


peer oe rae apap cent peer entunte nappa naannenen peg apne ne UNA LR ES At Rt ACTER RT IE A a Ae NN I Ne, mee eect = Ame me 





Double- Double- 
Bond bond Dxis Dobs Bond bond Digte obs 

character character 
“A 1/30 1.4944 1.49 A L 1/3 1.492 A 1.43 A 
B 2/15 1.466 1.47 M 3/10 1.429 1.42 
C 3/10 1.429 1.44 N 7/30 1.443 1.44 
D 8/15 1.389 1.40 P 2/15 1.466 1.47 
5 2/3 1.37] 1.36 Q 2/3 1.371 1.37 
F &/10 1 .42¢ 1.43 R i/3 1.423 1.43 
G 2,'9 1.4106 1.40 S 11/30 1.416 1.40 
H 7/415 1.399 1.41 i be 19/30 1.376 1.37 
I 3/10 ‘1.429 1.43 U 2/15 1.466 1.47 
J 2/5 1.410 1.42 V 13/15 1.348 1.35 
K 7/15 1.399 1.39 





ee 





ee REA cy EEE ee ee Ee a OR A etn Ee etn —tneaenee te Att 


tances, labeled as in the diagram below, and the average observea 
distances as reported by Cruickshank®® (these values have probable 
errors of about 0.005 A). The agreement between the calculated 
and the observed values is reasonably good, the mean deviation being 
0.008 A. The same agreement has been reported for the molecular- 
orbital calculations made by Pritchard and Sumner. 

Similar agreement has been found for some of the larger condensed 
hydrocarbons. Asanexample of these we may discuss 1: 14-benzbisan- 
threne. In Table 7-11 the amounts of double-bond character, cal- 
culated. by giving equal weight to the 30 Kekulélike structures, are 
given, together with the corresponding calculated bond distances and 
the observed values reported by Trotter.*! The amounts of doubie- 
bond character vary from 1/30 to 23/30, and the observed bond 
lengths vary between 1.49 Aand 1.35 A. The mean deviation between 
observed and caiculated bond lengths is 0.007 A. 





%D. W. J. Cruickshank, Acta Cryst..9, 915 (1956); 10, 470 (1957). 
% J, Trotter, Acta Cryst. 11, 423 (1958). 
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The 30 Kekulélike structures for this molecule are shown below. 
The groups of hexagons with circles in their centers represent the corre- 
sponding set of Kekulélike structures: two for benzene, three for 
naphthalene, and four for anthracene. The number under each struc- 
tural formula is the number of Kekulélike structures corresponding 
to it. 





4. BOND ORDER AND BOND LENGTH; CHANGE in BOND 
LENGTH CAUSED BY RESONANCE BETWEEN LWo 
EQUIVALENT STRUCTURES 

A smooth curve can be wessed through the points of a graph repre- 
senting the lengths of the C-—C, C==C, and CseC bonds. The equa- 
tion for the curve is 


Din') = D, — 0.71 A log n’ (7-5) 
In this equation n’ is the bond order; it is equal to the bond number n 
for n’ = 1, 2, and 3, but has a different interpretation for fractional 


values. Whereas we have taken the boud number for the carbon- 
carbon bonds in benzene to be 14, so that the valence of carbon remains 
equal to the sum of the bond numbers of the bonds formed by the 
atom, the bond order is taken to be somewhat larger, reflecting the 
extra resonance energy of the molecule. The value of n' calculated 
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by molecular orbital theory” is 14, and the observed bond length in 
benzene inserted in Equation 7-5 leads to n’ = 1.66, in excellent agree- 
ment. 

With use of Equation 7-5 we calculate 1.420 A for the length of a 
carbon-carbon bond with bond order 1.5. This may be taken as the 
length that the bonds in benzene would have if there were no stabiliza- 
tion (and consequent bond shortening) by resonance. The actual 
bond length in benzene is 1.397 A, and we conclude that resonance 
between the two Kekulé structures decreases the bond length by 
about 0.023 A. 

In some later discussion (such as that of carbon dioxide, Sec. 8-1) 
we shall use —0.020 A as the correction to bond length corresponding 
to resonance between two equivalent structures. 


7-7, SINGLE-BOND:TRIPLE-BOND RESONANCE 


The nuclear configurations of benzene aud graphite are such as to 
permit, the formation of unstrained carbon-carbon double bonds in 
which the plane containing the two bent bonds of the double bond (or 
containing the orbitals) is perpendicular to the plane of the molecule 
itself. On the other hand, in the carbon monoxide molecule a double 
bond may be formed in either of two ways, which we may describe 
as involving two bent bonds in either the zy plane or the 2z plane 
(the z axis being along the line connecting the nuclei); there are two 


double-bond structures, which we might represent as :C=-O: and 
-C=O:. Moreover, the triple-bond structure, :C==O:, needs also to 


be considered. 

Detailed discussions of this molecule and of similar molecules will 
be given in the following chapter. fn these discussions we shall have 
need cf an equation relating boud length fo bend nuriber ter rmultiple- 
bond resonance of this sors, which we may call single-bund: triple-bond 
resonance.*4 

Equation 7-3, for single-bond:double-bond resonance, was derived 
by consideration of the two potential functions corresponding to the 
two structures A—B and A==B. In the same way we may derive an, 


equation corresponding to the four structures A--B, A=-B, A=B, and 
A==B (or A—B, A==B, A==B, and A==B), by taking the sum of the 
four quadratic potential functions 44,(D — D,)?, with D,; the respec- 
tive bond leugths and k,; the force constants ky, ke, ke, and ks. For 


2 C, A. Coulson, Proc. Roy. Soc. London A169, 413 (1939). 
33), Pauling, J. Phys. Chem. 56, 361 (1952). In the discussion given above 
small changes have been made from that in this article. 
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kitke:ks we use the ratio 1:2:4 indicated by Badger’s rule (Set. 7-4) 
and the discussion of Section 7-5. In this way, with the assumption 
that the weights of the four structures correspond to independent 
resonance of the bonds in the planes zy and zz, we obtain™ the following 
equation: 


(3 — n)?(D, — Ds) — 4(n — 1)7(D, — Ds) 
(n + 1)? | 

Values of D — D;, D — Ds, and D — D, calculated with this equa- 
tion for D, — Dz = 0.18 Aor 0.21 Aand D, — D; = 0.09 Aor0.12A 


are given in Table 7-12 (these differences are appropriate in most of 
the applications of the equation). It can be seen that the distance 


D-D,= (7-6) 


TaBLE 7-12.—Bonp Lenorus ror SINGLE-BOND: 
TripLe-Bonp ResonaNncs 








n D-D,? D-D,® n D--Dy* D-D¢? n D-D* D-D,;® 
1.00 0.0004 0.0004 1.35 o.o90A 8 60600.n08h 2.4 0.0044 0.048A 
1.05 —-0.018 —0.024 1.40 .068 mir yl 2.6 021 028 
1.10 —0.085 —0.047 1.45 .060 ,080 2.8 .010 018 
1.15 ~—0.080 — 0.067 1.50 050 067 3.0 000 .000 
1.20 -0.0083 —0.084 1.60 032 043 
1.265 —0.076 —0.101 1.70 017 028 
1.30 —0.088 —6.117 1.80 004 008 
1.85 —0.0099 —0.182 1.90 —0.008 —0.011 

2.00 -~0.020 —0.027 
2.10 -—0.080 —0.040 
2.20 —0.039 —90.052 
2.30 -—0.048 — 0.064 
2.40 -—0.056 —06.075 
2.50 —0.063 —0.08 


aera ce nas as 
® For Di-Ds = 0.18 A, Dx-Ds = 0.09 
& Por Di-Ds = 0.24 A, Dr-Di = 0.12 A. 


aed 


for bond number n = 2 is 0.02 A or 0.03 A less than for a double 
bond; this decrease is to be attributed to the additional resonance 
stabilization. The use of Table 7-12 will be illustrated in later chap- 
ters. 


7-8. THE CONDITIONS FOR EQUIVALENCE OR 
NONEQUIVALENCE OF BONDS 


It often happens that the most reasonable valence-bond structure 
that can be written for a molecule or crystal is less symmetrical than the 


« The potential function used is 
V(D) = teiki(D — D1)? + gasks(D — D3)? + fasks(D — Ds)* 


The weights a, as, a have the relative values (1 — wjtiBali — alte®, with 
a = (n —- 1)/2, where nia the boad aumber. 
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known or predicted arrangement of the atomic nuclei. In this circum- 
stance there is another valence-bond structure equivalent to the first 
and differing from it only in the distribution of the bonds (or there may 
be several other equivalent structures). An example is provided by 
benzene, the two Kekulé structures being the most stable valence-bond 
‘structures for this molecule. Another example is sulfur dioxide, for 
St St 
which the reasonable structures _ fe No and a » may be 


—_e 


written; many other molecules of this type are discussed in the follow- 
ing chapters. 

Let us consider a molecule A.B, for which the two equivalent struc- 
tures A—~B—A (I) and A—-B—A (II) may be written, each involving 
two bonds of which one is stronger than the other. We now ask 
whether the two A atoms in the molecules are to be considered as equiva-~ 
lent or not, and whether or not there are two different A--B bond 
lengths in the molecule. 

This question needs to be discussed in detail. The principles of 
quantum mechanics require that the normai state of the isolated 
molecule that is observed over a long period of time have a resonance 
structure to which the equivalent structures I and IT contribute 
equally. The interpretation of this resonance depends on the magni- 
tude of the resonance energy. If the resonance energy is very large, 
no experiment can be devised to detect the individual structures I and 
II. The frequency of resonance is the resonance energy divided by 
Planck’s constant h, and the minimum period of time during which an 
experiment could be carried out that would distinguish structure I from 
structure IT is h divided by the resonance energy. For resonance 
between valence-bond structures in benzene and sulfur dicxide the 
resonance energy is so large that this period is about 16~ seconds, 
and the bonds are made completely equivalent by resonance. There 
is only one value for the bond lengths. 

If, on the other hand, the resonance integral is very smali, it may be 
convenient to refer to the substance as containing tautomeric or iso- 
meric molecules, with electronic structures that are represented essen- 
tially by Ior II alone. The relation of resonance to tautomerism and 
the distinction between tautomerism and isomerism are discussed in 
the last chapter of this book. 

It is convenient for us to draw a rather broad line between resonance 
(in the sense of resonance of a molecule among alternative valence-bond 
structures) and tautomerism by the use of the ratio of the resonance 
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frequency to the frequency of nuclear motion. If the resonance fre- 
quency is much greater than the frequency of oscillation of the nuclei, 
the molecule will be represented by the resonating structure} A—B—A, 
A—B—A } and the two bonds in the molecule will be equivalent, where- 
as if it is much less the two atoms A will oscillate for some time about 
equilibrium positions relative to B that are not Saeyelene and will 
then interchange their roles. 

The discussion can he made more definite by considering the forces 
between B and the two attached atoms. Structure I alone correspouds 
to a potential function that brings the equilibrium veasition of one atom 
(A‘ for the molecule A’-—B—A) closer to B than that for A is, whereas 
structure IT places A closer to B than A’ is. (A and A’ might, indeed, be 
isotopes, and hence physically distinguishable.) If the resonance en- 
ergy is small, the molecule will oscillate for a time in a manner corre- 
sponding to a small distance A’—B and a larger distance B-—A and 
then oscillate about new equilibrium positions, with B—A smaller 
than A’—B. This corresponds to tautomerism. If the resonance 
energy is sufficiently large, however, the potential function for nuclear 
oscillation will be changed, so that it has for each atom Aa single mini- 
mum, and the two atoms A and A’ will oscillate in equivalent fashion 
about equilibrium positions equidistant from B. The two bonds in the 
molecule are then equivalent. The magnitude of the resonance inte- 
gral required to achieve this depends on among other factors) the dif- 
ference in the equilibrium configurations of the alternative structures. 
Thus the configurations of the carbon nuclei in benzene corresponding 
to the two Kekulé structures separately (with C-—-C=1.54 A and 

==( = 1.33 A) would place the carbon atoms only about 0.1 A from 
their actual positions (with C—C = 1.39 A). This distance (0.1 A) 
is less than the usual amplitude of nuclear oscillation (about 0.2 A), SO 
that with each libration of the nuclei the molecule would pass through 
the configuration appropriate to each of the Kekulé structures. On 
the other hand, tautomerism may be expected when the stable con- 
figurations differ largely from one another, as, for example, with p and 
L configurations of complex molecules. 

Some years ago Braune and Pinnow* reported the molecules UFs, 
WI, and probably MofF, to have structures with orthorhombic sym- 
metry, the three pairs of M—F distances having the ratios 1:1.12:1.22. 
It could not be determined from theoretical considerations that this 
structure was incorrect; the central atom might have a tendency to 
form three kinds of bonds in pairs, with the resonanee energy among 
the three corresponding structures so small that the potential function 


% H. Braune and P. Pinnow, Z. phystk. Chem. B35, 239 (19387). 
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would not be changed from that for one of the individual structures. 
This seemed improbable, however, and it was discovered by Schomaker 
and Glauber*® that their electron-diffraction study gave an incorrect 
result because of a failure of the Born theory of electron scattering; the 
structures are octahedral, with the six bonds equivalent. 

The inequality of the apical and equatorial P-Cl distances in phos- 
phorus pentachloride is not cast in doubt by this argument, since these 
directions are not geometrically equivalent even for equality of the dis- 
ances. 


7-9, TETRAHEDRAL AND OCTAHEDRAL COVALENT RADII 


Tetrahedral Redii.—In crystals with the diamond, sphalerite, and 
wurtzite arrangements (Figs. 7-4, 7-5, and 7-6) each atom is surrounded 
tetrabedrally by four other atoms. If the atoms are those of fourth- 





Fig. 7-4.—-The arrangement of the carbon’ atoms 
in the diamond crystal. Each atom has four near 
neighbors, which are arranged about it at the corners 
of a regular tetrahedron. 


column elements or of two elements symmetrically arranged relative to 
the fourth column, the number of valence electrons is right to permit 
the formation of a tetrahedral covalent bond between each atom and its 
four neighbors. The diamond arrangement is shown by C, Si, Ge, and 


% V. Schomaker and R. Glauber, Nature 170, 200 (1952); Phys. Rev. 89, 
667 (1953). 
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Fig. 7-5.—The arrangement of sinc atoms (small 
circles) and sulfur atoms (large circles) in sphalerite, 
the cubic form of zine sulfide. » 





Fig. 7-6.—The arrangement of zine atoms (small circles) and 
sulfur atoms (large circles) in wurtzite, the hexagonal form of 
zinc sulfide. The unit of structure outlined by dashes is the 
orthohexagonal unit, with edges at right angles to one another. 
The lengths of the edges of the unit in the basal plane have the 
ratio /3/1, corresponding to the 12° :ngles of the hexagonal 
unit. 
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TaBLE 7-18.—TETRAHEDRAL COVALENT Rapit 


Be B C N O F 

1.06 0.88 0.77 0.70 0.66 0.64 

Meg Al Si P S Cl 

1.40 1.26 1.17 1.10 1.04 0.99 
Cu Zn Ga Ge As Se Br 
1.35 1.31 1.26 1.22 1.18 1.14 1.11 
Ag Cd In Sn Sb Te I 
1.52 1.48 1.44 1.40 1.36 1,32 1.28 

Hg f 

1.48 


Sn, and the sphalerite or the wurtzite arrangement (or both) by the 
eompounds listed in Table 7-14. 

In all of these crystals it is probable that the bonds are covalent 
bonds with some ionic character. In ZnS, for example, the extreme 
covalent structure 


a x 4 
Ss Ss 
vA a / S 
Zn 
Mr ON 
S § 


oS SS 


places formal charges 2— on zine and 2+ onsulfur. Itis probable that 
the bonds have enough ionic character in this crystal and in others of 
similar structure to make the actual charges of the atoms nearly zero; 
for ZnS this would require about 50 percent ionic character. 

A set of values of tetrahedral covalent radii?’ for use in erystals of 
these types is given in Table 7-13 and represented graphically in Vigure 
7-7. These vaitues were obtained from the observed interatomic dis- 
tances in erystais of these tetrahedral types and of other types in which 
the atom of interest forms four covalent bonds with neighboring ators 
which surround it tetrahedrally. For exaraple, in pyrite, FeS:, each 
sulfur atom is surrounded tetrahedrally by three iron atoms and one 
sulfur atom, with all of which it forms essentially covalent bonds (Fig. 
7-8); the substance is a derivative of hydrogen disulfide, H.Se. That 
the Fe--S bonds are essentially covalent is shown by the magnetic cri- 


37 Huggins, also Pauling and Huggins, lec. cit. (6). 
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Fig. 7-7.-—Values of tetrahedral covalent radi for sequences 
of atoms. 


terion; the substance is only slightly paramagnetic, which corresponds 
to the formation of octahedral 3d?4s4p? bonds by the ferrous iron 
(u = 0) rather than to ionic bonds (u = 4.90). The sulfur-sulfur dis- 
tance in this crystal is 2.09 A, which agrees well with the value from 
the table, 2.08 A. 

The tetrahedral radius sums are seen to agree closely with the experi- 
mentally determined values of the interatomic distances (which were, 
of course, used in their derivation), the average deviation being 0.01 A 
(Table 7-14). For CuF, BeO, AIN, and SiC the observed bond lengths 
are significantly less than the sum of the radii; the difference is with 
little doubt due to partial ionic character. ‘The radii nave been cheoser. 


a 


in such a way as not to need this correction in other cases 
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TABLE 7-14.—COoMPARISON OF OBSERVED INTERATOMIC DISTANCES IN B3 
AND B4 CrystTaus*? with Sums or TETRAHEDRAL Rapi1 


oe 
— 


AIN 1.96 AIP 2.36 AlAs 2.44 AlSb 2.62 


B4 1.90 B3 2.36 B3 2.44 B3 2.64 
GaN 1.96 GaP 2.36 GaAs 2.44 GaSb 2.62 
B4 1.95 B3 2.36 B3 2.44 B3 2.63 
InN 2.14 InP 2.54 InAs 2.62 InSb 2.80 
B4 2.15 B3 2.54 B3 2.62 B3 2.80 
Bed 1.72 BeS 2.10 BeSe 2.20 BeTe 2.38 
B4 1.65 B3 2.10 B3 2.20 B3 2.41 
ZnO 1.97 Zn8s 2.35 ZnSe 2.45 ZnTe 2.63 
B4 1.97 B3, B4 2.35 B3 2.45 B3 2.63 

Cd8 2.52 CdSe 2.62 CdTe 2.80 

B3, B4 2.53 B3, B4 2.63 B3 2.80 

HgS8 2.52 HgSe 2.62 HeTe 2.80 

B3 2.52 B3 2.63 B38 2.79 
CuF 1.99 CuCl 2.34 CuBr 2.46 Cul 2.63 
B3 1.85 B3 2.34 B3 2.46 B3 2.62 
BN 1.58 SiC 1.94 MeTe 2.12 Agl 2.80 
B3 1.57 B3, B4 1.89 B4 2.76 B3, B4 2.80 


C eel 





* B3 is the sphalerite structure (cubic) and B4 the wurtzite structure (hexag- 
onal). The experimental values are from Strukturbericht and Structure Reports, 
except for BN, which is from R. H. Wentorf, Jr., J. Chem. Phys. 26, 956 (1957). 


The tetrahedral radii for first-row and second-row elements are iden- 
tical with the normal single-bond covaient radii given in Table 7-2. 
For the heavier atoms there are small differences, arnounting to 0.03 A 
for bromine and 0.05 A for iodine. It is possible that these differences 
are due to the difference in the nature of the bond orbitals in tetra- 
hedral and normal covalent compounds. 

Octahedral Radii.—In pyrite (Fig. 7-8) each iron atom is surrounded 
by six sulfur atoms, which are at the corners of a nearly regular octa- 
hedron, corresponding to the ries by iron of 3d?4s4p* bonds. The 
iron-sulfur distance is 2.27 A, from which, by subtraction of the tetra- 
hedral radius of sulfur, 1.04 A, the value 1.23 A for the d?sp* octahedral 
covalent radius of bivalent i iron is obtained (Table 7-15). 

From similar data for other crystals with the pyrite structure or a 
closely related structure (of the marcasite or arsenopyrite types), given 


7-9 Tetrahedral and Octahedral Covalent Radti 249 





Fig. 7-8.—The arrangement of iron atoms (smail circles) and sulfur atoms 
(large circles) in the cubic crystal pyrite, FeS;, Each iron atom is surrounded 
octahedrally by six sulfur atoms, and each sulfur atom is surrounded 
tetrahedrally by one sulfur atom and three iron atoms. : 


in Table 7-16, values can be obtained for the octahedral radii of other 
transition-group elements. ‘The elements Fe(II) and Co(iiI) in the in- 
dicated valence states are isoelectronic; it is interesting that there is 
very little difference in their radii, the decrease in radius with unit in- 


TABLE 7-15.—OcTAHEDRAL COVALENT RapiI 








Fe(II) 1.23 A Ru(II) 1.33 A Os(I1) 1.33 A 
Co(II) 1.22 Rb(III) 1.32 Ir(1II) 1.32 
Ni(IV) 1.21 Pd(IV) 1.31 Pt(IV) 1.31 
Co(II) 1.32 Au(IV) 1.40 
Ni(II) 1.30 

Ni(II) 1.39 

Fe(IV) 1.20 
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crease in atomic number being only 0.6! A. The same very smal] de- 
crease is shown in the two sequences Ru(II), Rhdil), Pd(TV) and 
Os(II). Ir@1D, Pt(1V), which, moreover, have identical values of the 
radii. 

For all of these atoms the number of electrons js such that ail of the 
stable orbitals are occupied by unshared pairs or are used in bond for- 
mation. In CoS. CoSe., NiAsS, and AuSh» the atoms Co(]), NiJID, 
and Au(LV) contain one more electron thay can be fitted urte the three 
3d orbitals (64 tor Au) that are left after the d’sp* orIntals are usurped 
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Distance Radius Listauce Radius 
Substance Me -X of M Substance “fx of M 
Feds pee Myre FLPe 2.388 1.28 
PtAse 2.49 1.31 
CoAss 2.40 1.24 PtShe 2.67 1.31 
2.26 i.24 
Co8e 2 37 1.33 
RuS. 2.88 t.3] Coder 2.45 1.3k 
RuSez 2.48 1.34 
RuTey 2.64 1.32 NiAsS 2.48 1.30 
2.04 1.30 
PdAs: Z.49 1.31 
PdSbs 2.67 1.34 Nid 2.42 1.38 
NiSes 2.55 1.39 
OsSe mead 1.33 
OsSee 2.48 1.34 AuSb: 2 76 1.40 
OsT'e: 2.65 1.332 
FeP, 2.27 LAT 
FeAss 2.356 1.18 
Fe&Sb> 2.66 1.24 
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oy the bonds. Itis aot known whether this extra electron is pushed 
igLo an outer orbital (4d; or whether a compromise is reached, the 
bonds relinquishing some Sd ocbital to the electron. The effect of the 
extra electron is to produce an inerease of 0.09 or 0.10 A in the octa- 
hedral covalent radius for each of these atoms. The two extra elec- 
trons in Ni({EI) produce a total increase of twice as much, 0.18 A. 

A deficiency of electrons, on the other hand, has, as might be ex- 
pected, little effect on the radius. The value found for Fe(IV) is about 
1.20 A, only slightly less than that for Fe(II). The values** 2.36 A and 
2.51 A for the Os—Cl distance in K,OsCl. and the Os—Br distance in 
K2OsBrgz, respectively, lead to the same value, 1.37 A, for the octahedral 


% J, D. McCullough, Z. Krist. 94, 143 (1936). 
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radius of quadrivalent osmium; whereas the value 2.28 A for the Os—Cl 
distance?® in K,eOsOe.Ch, gives 1.29 A for the octahedral radius of sexa- 
valent osmium. ‘These lie within 0.04 A of the radius of bivalent os- 
mium. 

The octahedral radii of the table are applicable to complex ions such 
as [PtCl.]--. The radius sum Pt(IV)—Cl is 2.30 A, and the several 
reported experimental values for salts of chloroplatinic acid range from 
2.26 A to 2.35 A. The radii can also be applied to the sulfides, selen- 
ides, and tellurides of quadrivalent palladium and platinum (Pd5b:, 
etc.), which crystallize with the cadmium iodide structure, consisting 
of layers of MX¢ octahedra so packed together that each X is common 
to three octahedral complexes. The average deviation between radius 
sums and reported distances for these substances is about 0.02 A. 

For ferro.. iodide, on the other hand, the observed interatomic dis- 
tance, 2.88 A, is much greater than the radius sum 2.56 A. This 
shows that the bonds in the octahedral complexes (the crystals have 


TABLE 7-17.—ADDITIONAL OCTAHEDRAL Raptr 
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TidV) 1.36 A Sn(IV) 1.45 A Se (iv) 1.40 A 
Zr(1V) 1.48 Pb(LV) 1.50 Te(LV) 1.52 


Po ame 





LA PN ENR TNE NS lt 





eer a ene amr 





tearoom 


the cadmium iodide structure) are not d’sp* covalent bonds, and the ob- 
served paramagnetism of the substance (u = 5.4) supports the conclu- 
sion that the bonds are essentially ionic. The essentially ionic char- 
acter of the bonds in all the halides of manganese, iron, cobalt, and 
nickel is similarly indicated by the magnetic data and the interatomic 
distances. 

From the observed values of interatomic distances in complex ions 
such as [SnCl.]~~-, [PbBre]~~, and [SeBre|~~ and from crystals such 
as TiS. with the cadmium iodide structure the octahedral radii given 
in Table 7-17 have been obtained. These correspond not to d’sp’ 
bonds, involving d orbitals of the shell within the valence shell, but to 
spd? orbitals, use being made of the unstable d orbitals of the valence 
shell itself. 

For Sn(IV) and Pb(IV) these radii are greater than the correspond- 
ing tetrahedral sp? radii by the factor 1.03. 

There is a pair of unshared electrons in Se(IV) (in the ion iSeBrs | ~~) 
occupying the 4s orbital, which is therefore not available for use in 
forming 484p*4d? bonds. It has been suggested to me by Dr. J: 
Beach that the role of the s orbital in bond forrmation is here being 


39 J. L. Hoard and J. D. Grenko, Z. Krist. 87, 190 (1934). 
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played by the 5s orbital, the bonds being 4p*4d*5s bonds; the large value 
of the radius (23 percent greater than the tetrahedral radius of selen- 
ium) is to be expected from this point of view. A similar effect is 
shown by Te(IV). 

In a molecule such as As(CHs3)s the unshared pair of electrons in the 
valence shell occupies the 4s orbital and in this way plays an important 
part in determining the configuration of the molecule; the As—C bonds 
are p bonds (with perhaps a small amount of s character), and make 
angles of 100° with one another, whereas in B(CHs)s, with the 28 or- 
bital not occupied by an unshared pair, the sp? bonds are coplanar. 
An s unshared pair in a molecule of this sort is not an ‘inert pair’’* so 
far as stereochemistry is concerned. On the other hand, the 4s pair of 
selenium in the [SeBre|—~ ion is really an inert pair, since the 5s orbital 
replaces the 4s orbital for purposes of bond formation, and the con- 
figuration (but not the size) of the complex is the same as it would be if 
the inert pair were not present. A striking case of this behavior is pre- 
sented by the compounds (NH,)2SbBre and Rb.2SbBrs. The observed 
diamagnetism of the substances shows that [SbBre]-~— ions, which 
would contain one unpaired electron, are not present; moreover, the 
structure of the crystals is found on x-ray examination to be similar to 
that of potassium chloroplatinate. The substances accordingly con- 
tain the two octahedral complex ions [SbBre|- and [SbBre]-~~, the 
former with 5s5p%5d? bonds and the latter with an inert 5s pair of elec- 
trons and 5p?5d?6s bonds. 

It is probable that the [Bi(SCN).]-~~ ion is octahedral, showing a 
truly inert pair. The configurations of SeCh, [AsCL]~, and similar 
molecules and complexes have not been determined; it will be inter- 
esting to see whether or not the outer unshared pair is stereochemically 
inert. 

Other Covalent Radii.—Bipositive nickel, palladium, and platinum 
and tripositive gold form four coplanar dsp? bonds, directed to the 
corners of a square, with attached atoms. Examination of the ob- 
served values of interatomic distances reveals that square dsp? radit of 
aioms have the same values as the corresponding octahedral d*sp* radit, as 
given in Table 7-15. This is shown by the comparisons on the follow- 
ing page. 

Bipositive copper often forms four strong bonds directed toward the 
corners of a square. The observed interatomic distances correspond 
to the radius 1.28 A, about 0.08 A larger than for square-ligated nickel 
(II); the increase is to be attributed to the presence of the extra elec- 


40 N, V. Sidgwick, Ann. Repts. Chem. Soc. 30, 120 (1933). 
4..N, Elliott, J. Chem. Phys. 2, 298 (1934). 
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Substance Observed distance Radius sum 
PdO* 2.00 A 1.98 A 
‘Pd8* 2.26, 2.29, 2.34, 2.43 2.36 
PdCl,* 2.31 2.31 
K,PdCk 2.29 2.31 
(NH,)2PdCh 2.35 2.31 
Pt8 2.32 2.36 
KePtCl, 2.31 2.31 
Nickel dimethylglyoxime* 1.87, 1.90 1.91 


tron, which probably occupies an orbital with some 3d character. Ex- 
amples of observed distances are Cu——Cl = 2.275 AandCu—O = 1.925 
A in CuCl, -2H20“* and Cu—O = 1.95 Ain bis-acetylacetone copper.* 

In molybdenite and tungstenite the metal atom is surrounded by six 
sulfur atoms at the corners of a right trigonal prism with axial ratio 
unity (Fig. 5-14).48 From the observed interatomic distances the tri- 
gonal-prism radius values of 1.37 A for Mo(IV) and 1.44 A for W(IV) 
are obtained. 

The average Mo—C bond distance in KjMo(CN)s-2H,0 is 2.15 A,* 
which corresponds to the value 1.38 A for the octacovalent radius of 
Mo(IV). The close approximation of this value to the trigonal-prism 
radius indicates that the bond orbitals are nearly the same for the two 
types of coordination. 

In Cu;O and Ag,O crystals (Fig. 7-9) each oxygen atom is surrounded 
tetrahedrally by four metal atoms, each of which is midway between 
two oxygen atoms and with which it probably forms two covalent 
bonds of the sp type.5° The interatomic distances in these crystals 
2ad to the radius values 1.18 A for Cu(I) and 1.39 A for Ag(I), which 
are 0.17 A and 0.13 A less than the corresponding tetrahedral radii. 
By microwave spectroscopy" of the linear molecules HsCHgCl and 
H,;CHgBr the bond lengths C—Hg = 2.061 A, Hg—Cl = 2.282 A, 
C—Hg = 2.074 A, and Hg—Br = 2.406 A. These correspond to the 
values 1.29, 1.29, 1.30, and 1.27 A for the radius of bicovalent He (Il), 


42 L. Pauling and M. L. Huggins, loc. cit. (6). 

43 T. F. Gaskell, Z. Krist. 96, 203 (1937); F. A. Bannister, tbid. 201. 

444A. FEF, Wells, Z. Krist. 100, 189 (1938). 

46 L. E. Godycki and R. E. Rundle, Acta Cryst. 6, 487 (1953). 

16S, W. Peterson and H. A. Levy, J. Chem. Phys. 26, 220 (1957). 

47H. Koyama, Y. Saito, and H. Kuroya, J. Inst. Polytech. Osaka Ctty Univ. 4, 
43 (1953); E. A. Shugam, Doklady Akad. Nauk S.8.S.R. 1951, 858; E. G. Cox 
and K. C. Webster, J. Chem. Soc. 1935, 731. 

48 R. G. Dickinson and L. Pauling, J.A.C.S. 45, 1466 (1923). 

49 J. L. Hoard and H. H. Nordsieck, J.A.C.S. 61, 2853 (1939). 

6° The two bond orbitals 4(s + p,) and 4(s — p,) make complete use of the 
s orbital. They have opposed bond directions and strength 1.95. 

WW. Gordy and J. Sheridan, J. ‘Chem. Phys. 22, 92 (1954). 
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Fie. 7-9.—The arrangement of copper atoms 
(small circles) and oxygen atoms (large circles) in the 
cubic crystal cuprite, Cu,O. Each oxygen atom is 
surrounded by a tetrahedron of four copper atoms. 
Each copper atom has two oxygen neighbors, in a 
linear arrangement with it. Note that the bonds 
connect the atoms into infinite frameworks, which are 
interpenetrating but not connected. 


with average 1.29 A, which is 0.19 A less than its tetrahedral radius. 

A discussion of interatomic distances in diatomic hydrides is given in 
Section 7-11. 

The Anomalous Manganese Radius.—At the time of the formulation 
of the tables of covalent radii it was pointed out? that the manganese- 
sulfur distance in hauerite, MnS2, with the pyrite structure, is surpris- 
ingly large. Its magnitude has since been verified™ and an x-ray study 
leading to similarly large interatomic distances has been made of man- 
ganese diselenide and manganese ditelluride,™ which also have the py- 
rite structure. The values found, 2.59 A for Mn—S, 2.70 A for 
Mn-—Se, and 2.90 A for Mn—Te, correspond to 1.55, 1.56, and 1.58 A 
for the octahedral radius of bivalent manganese, whereas by extrapola- 
tion of the values in Table 7-15 1.24 A is obtained for the d’sp* radius of 


8 1, Pauling and M. L. Huggins, loc. cit. (6). 
83 F. Offner, Z. Krist. 89, 182 (1934). 
54 N. Elliott, J:A.C.S. 59, 1958 (1937). 
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univalent manganese, which should not be different from that of bi- 
valent manganese by more than 0.01 or 0.02 A. 

The solution to this difficulty is found by application of the magnetic 
criterion for bond type. It was shown by Elliott that the available 
magnetic data for hauerite, interpreted by the Weiss-Curie equation, 
lead to the value 6.1 Bohr magnetons for the magnetic moment of 
manganese. This is far from the predicted value for d’sp* bonds, 1.73, 
but close to that for ionie bonds, 5.92, and it shows that the electronic 
structure of this crystal, and presumably also of the diselenide and the 
ditelluride, is entirely different from that of pyrite. The bonds from 
manganese to the surrounding atoms need not be of the extreme ionic 
type; resonance with covalent bonds of the 4s4p%4d? type, which have 
the same magnetic properties, could oceur. 

The selenium-selenium and tellurium-teilurium distances observed in 
the manganese compounds provide further evidence for this structural] 
interpretation. They correspond to radii that agree more satisfactorily 
with the normal-valence radii than with the tetrahedral radii of the 
nonmetallic atoms, indicating that the atoms are not forming tetra- 
hedral covalent bonds: 


r 





; Tetrahedral Normal covalent 
Distance : i 
radius radtus 
Sulfur 1.04 A 1.044 1.04A 
Selenium 1.19 1.14 1.17 
Tellurium 1.37 1.32 1.37 


7-10. INTERATOMIC DISTANCES FOR FRACTIONAL BONDS 


Some years ago, in the course of a discussion of interatomic distances 
in metals, an equation for interatomic distances of fractional bonds, 
bonds with bond number less than 1, was proposed. This equation is 


D(n) = D(1) — 0.60 log n (7-7) 


Here D(n) is the bond length for bond number n (less than 1) and d(1) 
is the bond length for a single bond of similar type (using similar bond 
orbitals}. 

The equation was formulated in the following way. In Section 7-6 
it was pointed out that the dependence of bond length on bond order n’ 
over the range n’ = 1,2,3is D(n’) = D(1) — 0.7llogn’. This equa- 
tion might be used also for values of n’ less than 1; for example, for a 
bond with bond order 4 it makes the bond length 0.21 A greater than it 
is for a single bond. 

The relation between n’ and n, ac discussed in Section 7-6, is such 
that a bond with a given bond number n is expected to be shorter than 


& L. Pauling, J.A.C.S. 69, 542 (1947). 
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a, bond with the same value of 7’, because of the stabilizing effect of 
resonance energy (except for n’ = 1, 2, and 3, where n and n’ coincide). 
This shortening is achieved by use of Equation 7-7, which has the co- 
efficient 0.60 in place of 0.71 in Equation 7-5. 

Equation 7-7 receives support from its effective use in the formula- 
tion of a set of values of metallic radii from observed interatomic dis- 
tances in metallic elements and the discussion with these radii of the 
structure of intermetallic compounds (Chap. 11). 

As an example of the use of Equation 7-7, we may select the crystal 
CuCl,-2H,0, already mentioned in Chapter 5 and in Section 7-9. In 
this crystal the copper atom forms four strong bonds directed to the 
corners of a square, two to chlorine atoms, at 2.275 A, and :wo to oxy- 
gen atoms (of water molecules), at 1.925 A. These bonds can be ac- 
cepted as single bonds, with the bond orbitals of copper approximating 
dsp? in character, but probably with somewhat less than 25 percent d 
character because of competition with the odd electron. In addition, 
the copper atom has two other chlorine atoms nearby, completing a 
roughly regular coordination octahedron. These atoms are at the 
distance 2.95 A, that is, 0.67 A greater than the single-bond distance. 
The corresponding bond number given by Equation 7-7 is 0.07. A 
similar calculation made with use of the tetrahedral radius 1.35 A for 
copper gives 0.10 for the bond number, We conclude that these two 
bonds are very weak and that the copper atom in this crystal (and also 
in others, such as CuCl, and K,CuCh:2H;0, in which its environment 
is similar) is properly described as square quadricovalent. 


7-11. VALUES OF SINGLE-BOND METALLIC RADII 


In Chapter 11 there will be given a discussion of the observed inter- 
atomic distances in crystals of the metallic elements and an account of 
the derivation from them of a set of values of single-bond metallic radii. 
These values are shown in Table 7-18. They refer to single covalent 
bonds for which the bond orbitals have the same hybrid character as 
in the metals themselves, as discussed in Chapter 11. The relation be- 


TaBLE 7-18.—Sinaue-Bonp Meracuic Rap 








Li Be B 
1.225 09.889 0.81 
Na Mg Al Si 
1,872 1.3 1.248 1.173 
K Ca Be Ti V Cr Mn Fe Co Nj Cu Za Ga 
9.025 1.736 1.490 1.324 1.224 1.176 4.171 1.165 1.162 1.184 1.2738 1.249 1.245 1.223 
Rb Sr Y Zr Nb Mo Te Re Rh Pd Ag Cd In 
2.16 1.014 1.616 1.454 1.842 1.2908 2.27) {3.248 1.282 4.283 1.398 1.413 1.407 1.399 


Cs Ba La Hf Ta WwW Re Ons lr Ft Au He Tl Pb 
2.35 1.981 1.690 1.442 1.343 1.304 1.283 1.260 1.265 1.296 1.9386 1.440 1.649 1.538 


“— 








7-12 Van der Waals Radi of Atoms 257 


TABLE 7-19.—Errecrive Rapu or Mera, Atroms IN 
Draromic Hyprinpp MoLtecuLtes MH 





Li Be 
D,—0.300 1.295 1.048A 
Radius 1.225 0.889 





Na Mg Al 
1.587 1.431 1.347 
1.5872 1.364 1.248 


K Ca Mn Fe Co Ni Cu Zn 
1.944 1.702 1.4381 1.176 1.248 1.175 1.163 1.208 
2.025 1.738 1.171 1.165 1.157 1.154 1.173 1.249 
Rb Sr Ag Cd In Sn 
2.067 1.846 1.317 1.462 1.538 1.485 
2.16 1.914 (1.843) 1.413 1.497 1.399 
Cea Ba Au Hg Tl Pb 
2.194 1.932 1.224 1.440 1.570 1.5389 


2.38 1.981 1.336 1.440 1.549 1.538 


saenoetnne 


tween these radii and other radii (tetrahedral, octahedral) may be seen 
by a comparison of their values. 

Use will be made of the single-bond metallic radii in some of the fol- 
lowing chapters. 

Spectroscopic values of interatomic distances are available for many 
diatomic hydrides. The hydrogen atom cannot form multiple bonds, 
and accordingly the difference between the interatomic distance for a 
diatomic hydride and the covalent radius of hydrogen (which we as- 
sume to be 0.300 A) ean be taken to be the effective covalent radius of 
the other atom in the hydride molecule. Values of this difference for 
the normal states of MH(g) are given in Table 7-19, together with values 
of the single-bond metallic radius (Table 7-18). It is seen that for 
many elements the difference between D, — 0.300 Aand R (1) is small 
—not over +0.020 A for Lalf of them. The larger differences presut%i- 
ably correspond tu changes in the nature of the hybrid bond orbitals, 
as discussed in Chapter 11, 

It is interesting that the difference between the effective radius of 
manganese in MnH und the single-bond metallic radius, 0.260 A, is 
nearly as great as thal vetween the anomalous octahedral manganese 
_ radius and the d’sp* octahedral radius (Sec. 7-9). It is likely that iu 
Mn the 2d orbitals of the manganese atom are all occupied by elec- 
trons and that the bond orbital has very little d character. 


7-12. VAN DER WAALS AND NONBONDED RADI OF ATOMS 


In a molecule of chlorine, with the electronic structure :CI:Cl:, the 


covalent radius of chlorine may be deseribed as representing roughly 
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the distance from the chlorine nucleus to the pair of eiectrons that is 
shared with the other chlorine atom. Ina crystal of tlie substance the 
molecules are attracted together by their van der Wasis interactions 
and assume equilibrium positions at which the attractive forcos*® are 
balanced by the characteristic repulsive forces between ates, sesult- 
ing from interpenetration of their electron shells. Yuet us enti one-half 
of the equilibriurn internuclear distance between two chlorine atoms 





Fie. 7-10.—Layers of octahedra corresponding to the composition 
MX-. There is an atom M in the center of each octahedron, and an 
atom X at each octahedron corner, shared by three octahedra. The 
layer is to be considered as extending to infinity. 


in such van der Waals contact, corresponding to the relative positions 
for two molecules, the van der Waals radius of chiorine. 

The van der Waals radius is expected to be larger than the covalent 
radius, since it involves the interposition of two electron pairs between 
the atoms rather than one. Moreover, the van der Waals radius of 
chlorine should be about equal to its ionic radius, inasmuch as the 
bonded atom presents the same face to the outside world in directions 


away from its bond as the ion, :Cl:~, does in all directions. 


66 These are mainly the London dispersion forcee, the nature of which we shall 
not discuss. See ¥. London, Z. Physik 63, 245 (1930); Also Introduction to 
Quantum Mechanics. 
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The ionic radius of chlorine has the value 1.81 A (Chap. 13). The 
following distances between chlorine atoms of different molecules have 
been observed in the molecular crystal 1,2,3,4,5,6-hexachlorocyclo- 
hexane#? 3.60, 3.77, 3.82 A; these are close to twice the ionic radius. 
Similar agreement is shown by many other organic crystals and inor- 
ganic covalent crystals. Cadmium chloride, for example, consists of 


Fic. 7-11.-—The arrangement of cad- 
thium atoms (small circles) and chlorine 
atoms (large circles) in the rhombohedral 
erystal cadmium chloride, CdCl,. The 
atoms are arranged in octahedral layers, as 
represented im Figure 7-10. These layers 
are superimposed in the manner indicated in 
the figure. Repetition in the direction cf 
the trigona! axis (verticat) orcurs after three 
layers. 





layers of CdCl, octahedra condensed together by sharing each chlorine 
atom amoung three (Figs. 7-i0 and 7-11). These layers are superim- 
posed, with only the weak van der Waals forces beiding them together. 
(The crystals show pronounced basal cleavage, resulting from this 
layer structure.) The distance between chlorine atoms of different lay- 
ers is 3.75 A, which is only slightiy larger than the ionic value, 3.62 a 
In cadiaium iodide, which has a similar layer structure (Fig. 7-12), the 
distance between iodine atoms of different layers is 4.20 A, slightly 
smaller than the ionic value, 4.32 A. 

Other nonmetallic elements also are found to have van der Waals 
radii approximately equal to their ionic radii. For sulfur, for example, 
in the layer crystal molybdenite, the van der Waals radius effective be- 


57 R. G. Dickinson and C. Bilicke, J.A.C.S. 50, 764 (1928). 
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TasBue 7-20.—Van DER Waats Rapil or ATOMS 


H 12 A 
N 1.5A O 1.40A F 1.35 A 
P 1.9 S 1,85 Cl 1.80 
As 2.0 Se 2.00 Br 1.95 
Sb 2.2 Te 2.20 I 2.15 





Radius of methyl group, CHs, 2.0 A. 
Half-thickness of aromatic molecule, 1.70 A, 


tween layers is 1.75 A, which is slightly less than the ionic radius, 1.85 A; 
this decrease may be due to the fact that the sulfur atom, forming three 
covalent bonds, has only one unshared pujir left to take care of its van 
der Waals contacts. 


Fig. 7-12.—The arrangement of cadmium 
atoms (small circles) and iodine atoms 
(large circles) in the hexagonal crystal! cad- 
mium iodide. The atoms are arranged in 
octahedral layers, as represented in Figure 
7-10. The sequence of layers is different 
from that for cadmium chloride; each layer 
is directly above the layer below it. 





The value of the effective van der Waals radius of an atom in a 
crystal depends on the strength of the attractive forces holding the 
molecules together, and also on the orientation of the contact relative 
to the covalent bond or bonds formed by the atom (as discussed below) ; 
it is accordingly much more variable than the corresponding covalent 
radius. In Table 7-20 there are given the ionic radii of nonmetallic 
elements for use as van der Waals radii. They have been rounded off 
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to the nearest 0.05 A, and are to be considered as reliable only to 0.05 
or 0.10 A.*8 For the elements of the nitrogen group values about 0.2 A 
less than the ionic radii are included, as indicated by the few available 
experimental data. 

The methy] group as a whole can be assigned the radius 2.0 A. In. 
metaldehyde,®* for example, each methyl group is surrounded by eight 
methyl groups of other molecules, two at 3.90 A, four at 4.03 A, and 
two at 4.11 A, and in hexamethylbenzene®® the jicthyiamethyl dis- 


Cl, HCl - HBr 





H,0 Ethane 


Fic. 7-13.—Drawings of representative molecules, with atoms 
shown as spheres with radii equal to their van der Waals radii. 


tances between molecules lie between 4.0 and 4.1 A. The methylene 
group, CHe, may be assigned the same van der Waals radius as the me- 
thyl group, 2.0 A. This value is substantiated by the following dis- 
tances representing intermolecular contacts: CH:—CHb: = 3.96, 
CH,;—O = 3.32, 3.33, CH:—-N = 3.55, 3.69 A in diketopiperazine;®! 
and CH,—CH, = 4.05, CH;—O = 3.38, 3.52 A in glycine; and 
similar values in many other crystals. 


58 Interatomic distances between atoms in different molecules have been dis- 
cussed briefly by several authors, including S. B. Hendricks, Chem. Revs. 7, 
431 (1930); M. L. Huggins, ibid. 10, 427 (1932); and N. V. Sidgwick, Ann. Henle: 
Chem. Soc. 29, 64 (1933). 

59 T,. Pauling and D. C. Carpenter, J.A.C.S. 58, 1274 (1936). 

¢o K. Lonsdale, Proc. Roy. Soc. London A123, 494 (1929); L. O. ee and 
J. M. Robertson, J. Chem. Soc. 1939, 1324. 

1 R. B. Corey, J.A.C.S. 60, 1598 (1938). 

3 G. Albrecht and R. B. Corey, J.A.C.S. 61, 1087 (1939); Marsh, loc. cit. (27). 
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34, has been emphasized by Mack® that the dimensions of the methyl 
group and of other iydrocarbon groups can be accounted for by assign- 
ing to the hydrogen atom a van der Waals radius of about 1.29 A. The 
effective radius in raetaldehvde, diketopiperazine, and glycine varies 
between 1.06 and 1.34 A. Iu Table 7-20 an average value, 1.2 A, is 
given. 

Drawings showing the effect of van der Waals radii in determining 
the shapes of molecules are given in Figures 7-13, 7-14, 7-15, and 7-16. 





p+——— 0,-—--/ 


Fig. 7-14.—The arrangement of molecules in a layer of the crystai 
glycine. The packing of the molecules is determined by the vua der 
Waals radii of the groups and by the N-—-H:--O hydrogen bonds (Chap. 
12). 


The distances between saturated hydrocarbon molecules iu crystais 
can be calculated by the use of these radii, with consideration alse of 
the possibility of molecular or group rotation. Another factor must 
be introduced for aromatic molecules.*¢ The double bonds in these 
molecules project above and below the plane of the ring in such a way 
as to give to the ring an effective thickness of aoout 3.4 A, as observed 
in anthracene, durene, hexamethylbenzene, benzbisanthrene, and 
many other aromatic hydrocarbons. ‘The same value is also found be- 
tween the layers of graphite. 

6&8 EB. Mack, Jr., J-A.C.S. 34, 2141 (1932). 

6 Mack, loc. cit. (63); J. Phys. Chem. 41, 221 1937). 
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It is interesting to note that the van der Waals radii given in ‘Table 
7.20) are 0.75 to 0.83 A greater than the corresponding single-bond co- 
valent radii; to within their limit of reliability they could be taken as 
equal to the covalent radius plus 0.80 A. 

The effective radius of an atom in a direction that makes only a small 





Fic. 7-15.—Another packing drawing of the glycine 
erystal (Albrecht and Corey). 


angle with the direction of a covalent bond formed by the atom is 
smatler than the van der Waals radius in directions away from the bond. 
This might well be expected from the fact that the electron pair which 


would give the chloride ion, :Cl:~, for exampie, its size in the direction 
toward the left.is pulled in to form the bond in methyl chloride, H;0:Cl:. 


In consequence of this, atoms that are bonded to the same atom can 
approach one another much more closely than the sum of the van der 
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Fig. 7-16.—A packing drawing of the diketo- 
piperazine crystal (Corey). 


Waals radii. In carbon tetrachloride the chlorine atoms are only 2.87 
A apart, and yet the properties of the substance indicate that there is 
no great strain resulting from the repulsion that should correspond to 
the van der Waals diameter 3.6 A. Even in methylene chloride and 
chloroform, where the strain might be relieved by increasing the bond 
angle, the chlorine-chlorine distance is only 2.92 A. We conclude that 
the nonbonded radius of an atom in directions close to the bond direc- 
tion (within 35°) is about 0.5 A less than the van der Waals radius ; a 
unicovalent atom can be considered as 2 sphere that is whittled down 
on the side of the bond. 


CHAPTER 8 


Types of Resonance in Molecules 


Wira the background of information given in the preceding chap- 
ters about the nature of the phenomenon of the resonance of a molecule 
among several valence-bond structures and its relation to such proper- 
ties as the energy of the molecule and its interatomic distances, we are 
now ready to begin the discussion of the structure of molecules to which 
a single valence-bond formula cannot be assigned. Some of these res- 
onating molecules have already been mentioned as examples; in the se- 
lection of others for treatment the effort has been made to illustrate all 
of the principal types of resonance and to present substantiating evi- 
dence in each case. The discussion is not intended to be exhaustive; 
indeed, it could not be, since once that the nature of the resonance 
pkenomenon has been recognized it is seen that it is of significance in 
every branch of chemistry and for nearly every class of substances. 

The discussions that may be given of resonance in various molecules 
may seem to the reader to be so far from quantitative in nature as to be 
without value. It is true that the picture presented of the structure of 
a resonating molecule is often rather indefinite; but in the years that 
have gone by since the quantum-mechanical resonance phenomenon 
was first applied to problems of molecular structure encouraging prog- 
ress has been made in the formulation of a semiquantitative system, 
with the aid of both experimental and theoretical methods, and we can 
hope for further progress in the future. 


£-1. THE STRUCTURE OF SIMPLE RESONATING MOLECULES 
Carbon Monoxide and Carbon Monosulfide.—It was stated i in Chap- 


ter 6that carbon monoxide resonatesamong the four structures °C: O: < 
:C: :0:, :C::0:, and :C:: :O:+, with the resonance energy and elec- 
265 
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tric dipole moment providing evidence. The value of the dipole mo- 
ment! is 0.112 D, and iis direction? corresponds to a positive charge on 
the oxygen atom. 

In the discussion of the observed value? 1.130 A of the internuclear 
distance in the molecule we roust make use of the normal covalent 


structures 10-01, :C==0: ‘C==0:, and :C==0: >, rather than the 


extreme covalent structures :C: O: , and so forth, because our empirical 


system of covalent radii is based upon the normal covaient structures, 
with the normal amount of ionic character. The expected bond lengths 
are 1.43 A for the first structure, 1.21 A for the second and third (Table 
7-5), and 1.07 A for the fourth. From Table 7-12 we see that the ob- 
eee bond length corresponds to bond number 2.4, which may be de- 


scribed as representing 10 percent : 20-027, 20 percent each :C==0: 


and :O==0:, and 50 per cent C==20!, as calculated for independent 


resonance of the xy and az bonds. 

This resonating structure of the molecule would lead to the observed 
value of the electric dipole moment if each bond (including the bent 
bonds) bad 16 percent partial ionie character. This amount of ionic 
character is somewhat less than the amount given in JTable 3-10 as that 
applying to a carbon-oxygen bond (22 percent). We conclude that the 
structure derived from the observed bond length is compatible with the 
observed electric dipole moment, to within the uncertainty of the cal- 
culation. 

The bond length in CS has been deterrainen by microwave spectros- 
copy* to be 1.839 A, which ecurresponds to bond mumber 2.4. Another 
veine for the bond number can be derived from the observed values® 
1.97 D of she electric dipole moment. Carbon and sulfur have the 
sacie electronecativity, and accordingly the dipole moment arises en- 
tirely fron (ne aiference in the contributions of the two structures 


1 A, Bucrus, o. Chem. Pays. £8, 427 (1958). 

4%. Rosenblum, A. H. Nethercot, Jr., and ©. 0. Townes, Phys. Rev. 109, 400 
(ie&8) 

3, Gerd, G. Wersberg, und R. Schmid, Phys. Rev. 52, 467 (1937). 

i Te esriier editions of this book it waa suggested that a correction in radius 
shout. he made fer atoms with incomplete outer shells. The correction was 
based op comparison of the C—E bond length in boron trimethy! with the value ~ 
correspunding to ana assumed boron radius (6.88 A) that is now seen to be too 
large (correct value about 0.81 A). Other comparisons (such as 0.971 A in 
OH with 0.965 A in H:G and 1.037 Ain NH with 1.014 A in NH)) indicate that 
po lerge correction is needed. 

6R.C. Mockler and G. R. Bird, Pays. Rev. 98, 1837 (1955). 
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oa + + ee 
:C==8: and :C—S:~ to the normal state of the molecule. By dividing 


the value 1.97 D by the internuclear distance and the charge of the 
electron we obtain 27 percent for this difference, and 2.27 a3 the value 
of the bond number-—probably somewhat more reliable than that giver. 
by the bond length. Wecan predict that the direction of the moment 
will be found to be that from sulfur (positive) to carbon. (negative). 

The bond number 2.27 corresponds with independent resonance of the 


xy and xz bonds to 13 percent : 0-8: ~, 23.5 percent -O=8: , 23.9 per- 
cent :C=S:, and 40 percent C=: +. 


The measured interaction of the electric quadrupole moment of the 
sulfur atom and the electric quadrupole field set up by the electrons 


has also been interpreted® as showing that the structure CaaS: makes 
a 40-percent contribution. 

Carbon Dioxide and Related Molecules.-—It is not surprising that 
so unconventional a molecule as carbon monoxide should have a reso- 
nating structure; but recognition of the fact that the carbon dioxide 
molecule, for which the valence-bond formula O==C=-O has been writ- 
ten ever since the development of valence theory, is not well repre- 
sented by this structure alone and that other valence-bond structures 
also make important contributions must have come as a surprise to 
everyone. 

The carbon-oxygen distance in this molecule is known® to be 1.159 A. 
If one structure O=-C==O alone represented the molecule the distance ‘ 
should be 1.18 A, the double-bond length with the adj acent-bent-bond 


correction. ‘There are, however, two such structures, :O=C= O: and 
-C=-O:, differing in the planes of the double bonds. In addition, 
resonance might occur with two other structures, :O==C-—O: and 


:O—C==0:. If there were independent resonance of the xy and az 


bonds the bond lengths would be 1.16 A, as given with use of the correc- 
tion in Table 7-12 for n = 2.00. This value agrees with-the observed 
value, and we conclude that the normal state of the carbon dioxide 
miolecals can be described as composed to the extent of about 25 percent 


each of the four structures : 0=C=0:, :0=C==0:, :O=C—0: , and 
[0-—-C=0: . 


* Kk. K. Plyler and E. F. Barker, Phys. Rev. 38, 1827 (1931); D. M. Denniaor, 
Rev. Modern Phys. 12, 175 (1940). 
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The observed resonance energy, relative to the ketonic type of 
double bond, is 33 kcal/mole. 

Resonance of the same type as in carbon dioxide would be expected in 
carbon oxysulfide and carbon disulfide. The observed interatomic 
distances,’ C—O = 1.164 A and C—S = 1.559 A in SCO and 
C—S = 1.553 Ain CSe, agree with the expected values C—O = 1.16 
A and C—S = 1.56 A. 

The bond lengths in carbon oxyselenide® are C—O = 1.159 A and 
C—Se = 1.709 A, and in TeCS are? Te—C = 1.904 A and C—S 
= 1.557 A. These values are close to the expected ones. 

The carbon suboxide molecule is linear,’ as expected for the two 
double-bond structures A and B and also for structures C and D: 


A :C=C=C=0=0: 
Bo: O=—C=-C=C=-0 
C  0==C—Cs0—0: 
D :0—CxeC—C=s0: 


These four structures contain the same number of covalent bonds, but 
there is a separation of formal charge in C and D and none in A and B, 
so that C and D would be expected to make a somewhat smaller con- 
tribution to the normal state of the molecule than A and B, The 
values C—O = 1.18 A and C—C = 1.274 A are expected for reso- 
nance between A and B, and C—O = 1.16 Aand C—C = 1.254 A for 
equal resonance among the four structures. The observed values"! 
C—O = 1.160 A and C—C = 1.2794 suggest that there is resonance 


7M. W. P. Strandberg, T. Wentink, Jr., and R. L. Kyhl, Phys. Rev. 75, 270 
(1949); H. C. Allen, Jr., E. K. Plyler, and L. R. Blaine, J.A.C.S. 78, 4843 (1956). 

*M. W. P. Strandberg, T. Wentink, Jr., and A. G. Hill, Phys. Rev. 75, 
827 (1949). 

9 W. A. Hardy and G. Silvey, Phys. Rev. 95, 385 (1954). 

10 T,. O. Brockway and L. Pauling, Proc. Nat. Acad. Sct. U. S. 19, 860 (1933); 
H. Mackle and L. E. Sutton, Trans. Faraday Soc. 47, 987 (1951); BR. LU. Living- 
aton and C. N. Rao, to be published; O. Bastiansen, to be published. It has 
been reported on the basis of analysis of infrared and Raman spectra that the 
molecule ia bent, with an angle of 158° at each of the end carton atoms (H. D. 
Rix, J. Chem. Phys. 22, 429 [1954]). This is probably incorrect. 

1 Brockway and Pauling, Mackle and Sutton, Livingston and Rao, and Bas- 
tiansen, loc. cit. (10). 
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between A and B with some contribution of the four structures of type 
:0==C—C== -C==0: , but the covalent radii and their corrections are 


not reliable enough to permit a more precise conelusion to be drawn. 
The frequencies of vibration of the molecule are compatible with this 
structure.” 

The Cyanides and Isocyanides.—For methyl cyanide (and other 


H ‘ 
\ 7 
alkyl cyanides) the structure H—C—C=2N: may be accepted as a 
H 
first approximation. There is evidence that a significant contribu- 
tion, totaling about 20 percent, is made also by the several structures 


Ett 
H—C—C==N:. The differences in electronegativity of the atoms indi- 


H 


cate that each of the H-—C bonds should have about 4 percent ionic 
character, with hydrogen positive, and each of the three bent bonds of 
the C==N triple bond about 7 percent, with nitrogen negative. If 
these ionic aspects of the bonds were synchronized, the electron pair on 
the methyl carbon atom and the freed orbital of the cyanide carbon 
atom could form the second half of a carbon-carbon double bond, as 
represented in the structure given above. The observed electric dipole 
moment of methyl cyanide is 3.44 D, far larger than the sum of the 
moments of the methyl group and the cyanide group, about 1.5 D. if 
the observed moment is attributed to the conjugated structures 
H;+CCN-, their contribution is calculated to total 24 percent. Also, 
the C—C distance in the molecule is 1.459 A, which corresponds 
(Table 7-9) to about 17 percent double-bond character, and hence to a 
17-percent contribution of these conjugated structures, in approximate 
agreement with the less reliable dipole-moment value. 

The same value, 1.460 A, is found also in malononitrile,* CH,(CN)s, 
indicating that the Sonjuwation’s | is determined essentially by the cya- 

a 

12H. W. Thompson and J. W. Linnett, J. Chem. Soc. 1937, 1376. 

18 M. Kessler, H. Ring, R. Trambarulo, and W. Gordy, Phys. Rev. 79, 54 
(1950); L. F. Thomas, E. I. Sherrard, and J. Sheridan, Trans. Faraday Soc. 
51, 619 (1955); M. D. Danford and BR. L. Livingston, J.A.C.S. 77, 2944 (1955). 

144N. Muller and D. E. Pritchard, J.A.C.S. 80, 3483 (1958). 

16 This sort of conjugation, which has been given the name hyperconjugation, 
is discussed in a later section of this chapter. 
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nide group. The value 1.475 A has been reported for trifluoromethy! 
cyanide. 

For the carbon-nitrogen distance the value 1.157 Ain methyl cyanide 
has been reported, and it is essentially the same in other molecules. 
This value is that expected for a triple bend with a small amount of 
double-bond character. 

The interesting question as to the relative importance of the two 


structures R- anes ==C; and R— Nest: ~ for the alkyl isocyanides can 
be answered. The atoms C-—N-—C in methyl isocyanide are observed!” 
to have a linear configuration, which is the stable one for the second 
structure and not for the first one, and accordingly we may assume that 
the second structure is the more important of the two. A rough quan- 
titative conclusion can be reached by consideration of the observed 
value!” 1.167 A for the N---C distance. The expecied values for the 
two structures are 1.262 A and 1.150 A, respective:y, and the observed 
value is found, with use of the method discussed in the derivation of 
Equation 7-4 end with kgiky = 2 to correspond te 74 vercent contribu- 


ae 4 


flow, of H,0—Nx at): ark 26 poreent of Ht i--M-==C:. 

The observed length of the bond between tbe muetuy! carbon atom 
and the nitrogen atos? is 1,427 A, nearly equal to the expected value 
for a pure single bond, 1.432 A (t the adjacent-bent-bond correction 
— 9.040 A has been made). From this small! difference we conclude 
that there is ouly a. small contribution, less than 3 percent, of structures 


Hit 
pe a 
such as H—-C==N==0. ; these structures are ruled out by the adjacent- 
H 
charge rule; which is discussed in the following section. 


8-2. THE ADJACENT-CHARGE RULE AND THE 
ELECTRONEUTRALITY RULE 


In Section 6-1 nitrous oxide was considered to resonate among three 
structures A, B, and C, which are so similar in nature as to contribute 
about equally to the normal state of the molecule. There is, however, 
a fourth structure, D, that must be discussed: 


A -N=N=0: 
+ ee 
B *=N==N=0: 


16 Danford and Livingston, loc. cit. (13). 
17 Kessler et al., loc. cit. (18); L. O. Brockway, J.A.C.S. 58, 2516 (19386). 
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C -N=N-O: 


oe wt 0 e + 


D :N—N=0: 


It is analogous to the fourth structure for carbon dioxide, which has the 
same number of electrons as nitrous oxide, and might be of importance 
for the latter molecule also. Resonance among the four structures, con- 
tributing equally, leads to the values N—-N = 1.15 AandN—O = 1.11 
A; that is, to an N—O distance smaller than the N—-N distance, which 
is contrary to observation:® N-—-N = 1.126 A, N--N = 1.186 A. 
The observed values are those expected for resonance among the first 
three structures. 

We can attribute the lack of importance of structure D to the insta- 
bility resulting from the charge distribution, which gives adjacent 
atoms electric charges of the same sign. The adjacent-charge rule,* 
which states that structures that place electric charges of the same sign 
on adjacent atoms make little contribution to the normal states of 
molecules, has been further substantiated by observations on covalent 
azides and on fluorine nitrate.2° In the ionic crystals NaN; and KN; 
the azide ion is linear and symmetrical, each of the end atoms being 
1.15 + 0.02 A from the central one. Resonance among the struc- 
tures A, B, C, and D, 


mes te an 
A  :N==N==N:; 
- + ot 
B >N==N==N: 
| a a 2 
C >N-—Nz=N: 
+ 2 ee 
D :N=N—N: 


contributing equally, leads te agreement with the observed value, 
whereas structure A and B would require the value 1.17 A. The cova- 


18 Plyler and Barker, loc. cit. (6); V. Schomaker and R. Spurr, J.A.C.S. 64, 
1184 (1942); A. E. Douglas and C. K. Miler, J. Chem. Phys. 22, 275 (1954). 

16 LT, Pauling, Proc. Nat. Acad. Sct. U.S. 18, 498 (1932). 

20 L, Pauling and L. O. Brockway, J.A.C.S. 59, 13 (1937). 

219 B. Hendricks and L. Pauling, J.A.C.S. 47, 2904 (1925); L. K. Frevel, 
ibid. 58, 779 (1936). The value N--N = 1.16 A. las been reported for am- 
monium azide (L. K. Frevel, Z. Krist. 94, 197 [1936]) and 1.12 A for strontium 
azide (F. J. Llewellyn and F. E, Whitmore, J. Chem. Soc. 1947, 881). 
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lent molecule methyl azide, on the other hand, has the configuration” 


yy 22 A 110A 
1474 27 
120° 

HC 
the distances having probable errors of 0.02 A. Asimilar configuration 
for the covalent azide group has been found in cyanuric triazide,” 
CsN3(Na)s, in which the two N—N distances have the values 1.26 A and 
1.11 A, and in hydrazoic acid, HNs, with distances 1.240 A and 1.134 
A and bond angle H—N-—-N = 112.7°. These values of the bond 


lengths are incompatible with resonance among the structures A, B, C, 
and D, 


ea + — 
A R—N==N-=N: 
+ 8 ww 
B R—N=N=N: 
— se + 
C R-—N—N=N : 
ae ae 
D R—-N=N—N: 


but agree well with equal resonance between A and C, the calculated 
values being 1.25 A and 1.12 A. The significance of the adjacent- 
charge rule is seen from the fact that the elimination of structure D for 
the covalent azide and not for the azide ion is the result of the positive 
formal charge given to the nitrogen atom by the formation of a cova- 
lent bond. 

Another structural feature of importance is the bond angle R—N—N. 
This angle has the value 116° for structure A (unstrained), 108° for B, 
and 180° for C (the value 116° applies also to B, but with the plane of 
the molecule normal to that for A) (Sec. 48). An average value would 
be expected for resonance among several structures. The observed 
values, 120° + 10° in methyl azide, 114° + 3° in cyanuric triazide, 
and 112.7° + 0.5° in hydrogen azide, are in agreement with the value 
expected for resonance between A and C, about 112°. 


3 L, Pauling and L. O. Brockway, J.A.C.S. 59, 13 (1937). 

22K. W. Hughes, J. Chem. Phys. 3, 1 (1935); I. E. Knaggs, Proc. Roy. Soc. 
London A150, 576 (1935). 

i. Amble and B. P. Dailey, J. Chem. Phys. 18, 1422 (1950); E. H. Eyster, 
ibid. 8, 135 (1940). 
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Another application of the adjacent-charge rule, to the fluorine ni- 
trate molecule, will be discussed in a following section, with mention 
also of the stability of covalent and ionic azides and nitrates. 

The electroneutrality rule may also be applicable in the discussion of 
these molecules. This rule (Sec. 5-7) states” that in general the elec- 
trome structure of substances is such as to cause each atom to have 
essentially zero resultant electric charge. Exceptionally large charges 
may result from the partial ionic character of bonds between atoms 
with great difference in electronegativity, if there is no way in which 
the charges can be reduced. The electroneutrality rule may be said 
to account for the very small electric dipole moments of CO and NNO, 
0.112 D and 0.166 D, respectively. A structure such as D (above) for 
NNO and the covalent azides would, if it made a considerable contribu- 
tion, confer a large negative charge on the end nitrogen atom. More- 
over, the structure itself, with a double negative formal charge on one 
atom as well as adjacent charges of like sign on two other atoms, has 
two features leading to its instability and hence to a decrease in its 
contribution to the normal state of the molecule. 

Cyanates and Thiocyanates.—Three reasonable structures can be 
written for hydrogen cyanate: 


N=C=O 
ye 
A H 
Vi 
B H 
N=C—0: 
/ oe 
C H 


For all three the cyanate group would be expected to be linear. Ex- 
pected values of the H—N—C bond angle (unstrained) are 116° for A, 
108° for B, and 180° for C (Sec. 4-8). Resonance among the three 
structures would lead to an averaged value of this angle. (The fourth 
structure, like A but with the double bond in the alternative planes, is 
not considered because it does not provide a bond orbital for the N—H 
bond.) | 

The observed (microwave) dimensions of the molecule® are 
N—C = 1.21 A, C—O =1.17 A (both +0.01 A), and angle 


% [, Langmuir, Science 51, 605 (1920); L. Pauling, J. Chem. Soc. 1948, 1461. 
%* 1, H. Jones, J. N. Shoolery, R. G. Shulman, and D, M. Yost, J. Chem. 
Phys. 18, 990 (1950). 
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H—-N---C = 128.1° + 0.5°. These bond lengths correspond to those 
expected for approximately equai resonance among the three struc- 
tures. The observed bond angie is 10° less than the average for the 
three structures, suggesting that C makes a somewhat smaller con- 
tribution than the other two structures. 

Hydrogen thiocyanate, HNCS, has”? N—C = 1.218 A,C—S = 1.557 
A, am! angle H—N-—-C = 136°. These bond lengths are those ex- 
pecteu for resonance among the three structures, and the bond angle 
also has the expected value. 

The dimensions** (microwave) of HsCNCS are H;C-—N = 1.47 A, 
N—C = 1.22A,C—S = 1.564, and angle C—N—C = 142°. These 
also agree well with those expected for resonance among the three struc- 
tures. The structure of H,CSCN is, however, somewhat different,”* 
with H;C—S = 1.81 A (the normal single-bond value), S—C = 1.61 A, 
C-—-N = 1.21 A, and angle C—S—C == 142°. The bond lengths indi- 


cate about 70 percent H,C—-S-=C-=N: and 30 percent H3;C--S—-C==N:, 
++ oe 
with no contribution of the structure H;C—S==C—-N:--, which has 


an unfavorable distribution of electric charge. The reported value of 
the bond angle is, however, much larger than the expected value, about 
113°. 
8-3. THE NITRO AND CARBOXYL GROUPS; ACID AND 
BASE STRENGTHS 


O: 
+f 
Resonance between the two equivalent structures a and 
O: 
O: O: 
R—N , with perhaps a small contribution by R—-N , is ex- 
No. \g- 


pected for the nitro group. This would lead to the tetrahedral value 
125°16’ for the O—N=O bond angle and to the value 1.27 A for the 
N—O distance, the three atoms of the group and the atom of R at- 
tached to nitrogen being coplanar, with the two oxygen atoms sym- 


27 C. I. Beard and B. P. Dailey, J. Chem. Phys. 18, 1437 (1950). 
28 C.J. Beard and B. P. Dailey, J.A.C.S. 71, 927 (1949). 
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metrically related to the R--N axis. The observed value of the angle 
in acai is 124°, and that of the N—O bond length is 
1.23 

In nitryl chloride,?* NO.Cl, the values are 130°35’ + 15’ and 
1.202 + 0.001 A, respectively (microwave spectroscopy). Both values 
indicate that Pees is a significant contribution of the structure 


‘O 
N Ck. The N—-Cl bond length, 1.840+40.002 A, is 0.11 A larger 


than that for a single bond, indicating that the contribution of this 
structure is 24 percent (Equation 7-7). 

Whereas in the nitro group the two resonating structures are equiva- 
lent, they are made nonequivalent in the carboxyl group and its esters, 
becoming equivalent again in the corresponding ions: 


O: O 
Vs @ 
A R—C A’ R—C 
NG ae ae ~ 
O—-H O 
O: O: 
/ ee 
B R—C B' R—C 
\ NS 
O-—H QO: 


The lack of equivalence of structures A and B does not inhibit their 
resonance very thoroughly, however, since the corresponding resonance 
energy is still large, having the value of 28 kcal/mole for acids and 24 
keal/mole for esters. 

The predicted configuration for the carboxylate ion group is that 
with the angle O—C==O equal to 125°16’ and each C—O bond length 
equal to 1.27 A. (The single-bond and double-bond lengths are 1.41 
A and 1.21 A, respectively.) The experimental values lie close to 
these; for srample. for the formates of sodium, calcium, strontium, and 
barium the average values are 125.5° + 1° and 1.25 + 0.01 A, respec- 
tively. 


2 FJ. Liewellyn, J. Chem. Soc. 1947, 884. 
30D. J. Millen and K. M. Sinnott, J. Chem. Soc, 1958, 350. 
31 References in Sutton, Znteratomic Distances. 


276 ‘Types of Resonance in M olecules 


For formic acid two electron-diffraction studies®? have given the 
values O=-C-——OH = 123° + 1°, C=O = 1.22+0.01 A, and 
C-—-OH = 1.36 + 0.01 A, and these values have been supported by 
several infrared and microwave spectroscopic investigations. Nearly 
the same values have been reported also for many other carboxylic 
acids. The bond numbers calculated from these bond lengths are 
about 1.85 and 1.15, respectively; that is, the presence of the hydrogen 
atom causes structure A to make an 85 percent and structure B only a 
15 percent contribution. Essentially the same resonance is found in 
esters: for methyl! formate, for example, the bond lengths in the 
carboxylate group are*® C=O = 1.22+0.03 A and C—OCH; = 1.37 
+0.04 A. 

The concept of resonance provides an obvious explanation of some 
of the characteristic properties of the carboxyl group, the :nost striking 
of which is its acid strength. If the electronic structure of a carboxylic 


O 
Va 
acid were R-——C , its acid strength would differ only by a rather 
OH 


small amount from that of an alcohol. The double-bonded oxygen 
atom would attract electrons from the carbon atom, which in turn 
would exert the same influence on the hydroxyl oxygen, leaving it with 
a resultant positive charge. This would repel the proton, and an in- 
crease in the acid constant would be produced in this way, through 
operation of the inductive effect. Resonance with structure B provides 
a much more effective way of placing a positive charge on the hydroxyl 
oxygen, however, and the high acid strength of the carboxyl group can 
be attributed in the main to this effect. 

An alternative point of view about the acid strength of the carboxyl 
group is the following: There is a certain decrease in free energy ac- 
companying the ionization of the hydroxyl group in a nonresonating 
molecule, corresponding to the value of the acid constant Ka. The 
free-energy decrease for ionization of the carboxy] group is larger than 
this because of the gain in resonance energy of the group during the 
- change from the unsymmetrical configuration, in which resonance is 
partially inhibited, to the symmetrical configuration of the ion, with 
complete resonance. The effect of this on the acid constant is given 
by the equation 


Change in resonance ciergy = RY In (Ka/Ka) 


32. V. Schomaker and J. M. O’Gorman, J.A.C.S, 69, 2638 (1947); I. L. Karle 
and J. Karle, J. Chem. Phys. 22, 43 (1954). 
33 J, M. O’Gorman, W. Shand, and V. Schomaker, J.A.C.S. 72, 4222 (1950). 
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in which Ky is the acid constant of the resonating group.“ If the 
resonance energy of the carboxylate ion were 36 kcal/mole, that for the 
acid being 28 kcal/mole, the acid constant would be raised to the ob- 
served value 1.8 & 10 (for acetic acid and the following members of 
the series) from the value 2 X 10-4. The difference between this and 
the value for the hydroxyl group in alcohols and water, about 107%, 
could be attributed to the inductive effect. It is unfortunate that an 
experimental value for the resonance energy of the carboxylate ion is 
not available. 

Further increase of the acid constant by substitution of electro- 
negative atoms such as chlorine in the hydrocarbon chain (from 
Ka = 1.86 X 107° for acetic acid to 1.5 & 10-* for chloroacetic acid, 
5 X 10 for dichloroacetic acid, and 2 X 10 for trichloroacetic acid, 
for example) is attributed to the inductive effect, the effect of the elec- 
tronegative atom being transmitted through the chain to the oxygen 
atom,** and to electrostatic interactions. 

The acid constant of phenol, 1.7 * 107°, is much larger than that of 
the aliphatic alcohols. This we attribute to resonance with the struc- 
tures F, G, and #, 


O—H O—H O—H 


which give the oxygen atom a positive formal charge. The inductive 
effect of the ring is negligible; accordingly the increase in acid constart, 
by a factor of about 10% from aliphatic to aromatic alcohols indicates 
that the veronance enegy of the phenolate ion among the structures 
Ito V 


mes oc—_— 
O: so 


O: O: O: 
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J 2 “da 
is about 8 kcal/mole greater than that for phenol. This is to be ex- 


% Tt is likely that the entropy effset of resonance is negligible here. 

% The value 12 kcal/mole has been reported from an approximate quantum- 
mechanical calculation by K. Wirtz, Z. Naturforsch. 2a, 264 (1947). 

86 See, for exampie, G. Schwarzenbach and H. Egli, Helv. Chim. Acta 17, 
1183 (1934). 
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pected, since these five structures are closely similar in nature, differing 
only in the position of the negative charge, whereas for the unionized 
molecule the structures F, G, and H, with separated charges, are much 
less stable than the conventional structures and contribute only a 
small amount (7 kcal/mole—Table 6-2) to the resonance energy. 

A nitro group substituted in phenol should increase the acid constant 
by virtue of the inductive effect of the electronegative group (with N+ 
attached to the ring); moreover, in the ortho and para positions there 
would occur an additional resonance effect, due to the contribution of 
structures such as the following: 


on + . 
O—H 0: 


N+ + 
2 -% & a a 
°O): 70: 70: Oe 
Unionized molecule fon 


These place a positive charge on the oxygen atom of the unionized mole- 
cule, and so cause it to repel the proton. On analysis of the experi- 
mental values for K,4 at 25°C it is found that the inductive effect of a 
nitro group increases A, by a factor of about 45, and the rescnance ef- 
fect in the ortho and para positions gives another factor of about 22. 
The acid constant of a nitrophenol can be found approximately by mul- 
tiplying that for phenol, 1.1 X 10~'°, by the factor 45 for every meta 
nitro group and 1000 for every ortho or para nitro group in the mole- 
cule. The comparison of the values calculated in this way with those 
found by experiment is shown in Table 8&-I. 

The extra factor 22 for resonance in the ortho and para positions 
corresponds to an extra resonance energy of 1.8 kcal/mole ( = RT In 
22) for the ion relative to the unionized molecule. This is not un- 
reasonable; there is only one structure of this type involved for each 
ortho or para nitro group, and the unfavorable distribution of charge 
makes it of little significance for the unionized molecule.*’ 

A similar increase in acid strength is produced by other groups such 
as cyanide and aldehyde. Thus Ky for o-hydroxybenzonitrile (in 
50-50 by weight ethanol-water solution) is 4.5 X 10~°, the increase 
in acidity over phenol being due to resonance with structures such as 


7 C. M. Judson and M. Kilpatrick, J.A.C.S. 71, 3110, 3115 (1949). 
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Since this resonance involves the double bond in the 





VA 


1,2 position of the ring, the phenomenon may be used to investigate the 
amount of double-bond character of bonds. Data bearing on this have 
been obtained by Arnold and Sprung,** who have found for Ky, (in 
ethanol-water) the values 2.2 X 10-7 for 1-hydroxy-2-naphthonitrile 


TaBLe &1.—Acip STRENGTHS oF NITROPHENOLS 





Number of nitro Calculated Observed? 





oun Ka Ka Compound 
Meta Ortho, para 
0 0 (4.1%107'*) 1.110719 Phenol 
1 5.0x10-° $.5xX107° m-Nitrophenol 
2 2.2107 2.11077 3,5-Dinitrophenol 
P 1 1.11077 0.61077 o-Nitrophenol 


0.7107 p-Nitrophenol 
12 x10 2,3-Dinitrophenoal 
1 1 5.010-° 6.1 x10-* 2,5-Dinitrophenol 
3.8X10-* 3,4-Dinitrophenol 


2 1.1%10-" 1% 10-4  2,4-Dinitrophenol 
2 10-4 2,6-Dinitrophenol 
3 1.11907 1.6107! 2,4,6-Trinitrophenol 


CAG Btee i 1mm 


© All data are for 25°C. 
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and 2.1 x i10-* for 3-hydroxy-2-naphthonitrile. In our discussion of 
aromatic molecules (Sec. 6-3) we have attributed to the 1,2 bond of 
naphthalene two thirds double-bond character, to the bonds in benzene 
one half, and to the 2,3 bond of naphthalene one third. It is seen that 
the increase in acid constant runs parallel to the amount of double- 
bond character of the connecting bond, and that the empirical relation 
formulated in this way could be used in assigning amounts of double- 
bond character te bonds on the basis of acidity measurements. 

Because the 1,2 and 1,4 interactions in benzene are nearly equivalent, 
we expect the acidity of 4-hydroxy-i-naphthonitrile to involve an aver- 
age amount of double-bond character, and hence to lie near the value 
for o-hydroxybenzonitrile; this is verified, the experimental value 
being 4.5 * 10~°. 

Similar behavior is shown by the hydroxyaldehydes, with the ob- 


33. T. Arnold aad J. Sprung, J.A.C.8. 61, 2475 (1939). 
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served Ky, values 1.2 X 10-* for 1-hydroxy-2-naphthaldehyde, 
6 X 10—° for salicylaldehyde, and 1.3 X 10~!° for 3-hydroxy-2-naph- 
thaldehyde. 

A straightforward treatment of the base strength of aniline can be 
given. A saturated aliphatic amine such as methylamine has a base 
constant Kz of about 5 * 10~, corresponding to the reaction 


i : 
R— + H,0 > RNA + OH-.. 
H H 


In these substances an unshared electron pair is available on the nitro- 
gen atom for forming the bond with the proton. In aniline, on the 
other hand, this pair of electrons is involved in resonance; and whereas 
the aniline molecule resonates among the three structures F, G, and H, 


H H H 
+ ls F 
N—H N—H N—H 
I 
F ; cf j Hf | 
V/ WW. vy, 
H 


as well as the normal structures 


+ 
is restricted to the normal structures H—N-—-H. The ion is thus made 


a 


unstable relative to the unionized molecule (using the aliphatic com- 
pounds for comparison) b; 4 free energy equal to the resonance energy 
due to the three structures F, G, and H, and its base dissociation con- 
stant is reduced very greatly, to the value Kg = 3.5 K 107". 

Since this change by the factor 1/1.4 X 10° is due entirely to the 
complete inhibition of the F, G, H resonance by addition of the proton, 
the quantity RT In 1.4 X 10° = 8.4 kcal/mole represents the F, G, H 
resonance energy in aniline. This value is probably more accurate 
than that given by thermochemical data, 6 kcal/mole (Table 6-2), and 
the agreement between the two is satisfactory. 
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During the last two decades great progress has been made in the in- 
vestigation of the structure of amides and peptides, because of their 
importance to the structure of proteins. Whereas the first and second 
editions of this book (1939, 1940) contained the statement that no in- 
formation exists about the configuration and dimensions of the amide 
group, we may now say that the structural information that has been 
obtained for this group is more extensive and more reliable than that 
for any other group of comparable complexity.®* 

The principal resonance structures of amides, A and B, 


6: b:- 
WA P fo 
A R—C B R—C 
Nee. Xe 
ae N—H 
H 


are not equivalent, and it is expected that A contributes somewhat 
more than B to the structure of the group. The resonance energy is 
about 21 kcal/mole (Table 6-2). The amides are very weak bases; 
the resonance with structure B is nearly completely inhibited by addi- 
tion of a proton to the nitrogen atom. The corresponding calculated 
value for the base constant, 1 X 10-29, is so small as to be without 
significance, except to show that the amides do not form salts with 
acids by adding a proton to the amino group. 

The structure of the amide group can be illustrated by the forma- 
mide molecule, which has been subjected to a careful study by micro- 
wave spectroscopy.*® The molecule is completely planar, as required 
for resonance of A and B. Its dimensions are given in the following 


aaa : 


H 
N 103.9° + 1.2° fos + 0.007 A 


1.343 + 0.007 A | 
een P1808? 4050" 
123.58° + o- 35° % 
y; 243 +0.007A 
\ 
H 


These dimensions are essentially the same as those that had been 


39 Much of the progress has been the result of the work of Professor Robert B. 


Corey and his collaborators. 
40 R, J. Kurland and E. B. Wilson, Jr., J. Chem. Phys. 27, 585 (1957). 
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assigned to the peptide group from analysis of the results of a number 
of careful x-ray structure determinations of crystals of amino acids, 
simple peptides, and related substances :*! 


The value of the O=—C’—N bond angle is ciose to the tetrahedral 
value 125°16’. The bond lengths are about as expected for resonance 
between structures A and B: the C’--N bond length, 1.32 x is 0.13 A 
less than would be expected for a single bond adjacent to a double 
bond, showing that there is a considerable contribution by the reso- 
nance structure BR. This contribution is evaluated as about 40 per- 
cent. For 60 percent A and 40 percent B the bond lengths from Tables 
7-5 and 7-9 are C—O = 1.26 A and C—N = 1.34 A; there may 
also be some contribution of multiple bonds involving the p orbitals 
normal to the plane of the group, correlated with the ionic aspect of 
the adjacent bond,.# 


8-5. THE CARBONATE, NITRATE, AND BORATE IONS AND 
RELATED MOLECULES 


Carbonic acid and its derivatives resonate among the three struc- 
tures A, B, and C, the resonance being complete for the ion and some- 
what inhibited in the acid 
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_ “4. B. Corey and J. Donohue, J.A.C.S. 72, 2899 (1950); R. B. Corey and 
L. Pauling, Proc. Roy. Soc. London Bi4}, 10 (1953); R. B. Corey, Fortschr, Chem. 
org. Natursiojffe 8, 310 (1951); RB. B. Corey and L. Pauling, sbtd. 11, 18 (1954). 

4 Fividence that this contribution amounts to about 20 percent for the C--O 
bond in amides has been discussed by L. Pauling in Symposium on Protein Struc- 
ture, ed. by A. Neuberger, John Wiley and Sons, New York, 1958. This would 
shorten the C—O bond to 1.24 A. 
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and its esters. (Specific mention need not be made of the structure 


sem 


20: 


ee ee 


The contribution of structures of this type, which give partial ionic 
character to bonds, is to be assumed in all cases.) 

The value 42 kcal/mole for the resonance energy is given by the 
thermochemical data for the dialkyl carbonates. This value for 
resonance of the double bond among three positions is not unreason- 
able when it is compared with the corresponding value of 24 kcal/mole 
for esters of the fatty acids, in which the bond resonates between 
two positions. 

The resonating structure requires that the carbonate ion be planar 
with bond angles 120°, and three C—O distances equal to 1.32 A 
(Tables 7-5 and 7-9). This value presumably should be decreased 
by about 0.02 A beeause of the contribution of px electrons to the 
bonds. The trigonat planar configuration of the ion was found in the 
original x-ray study of calcite“ and has been verified since by examina- 
tion of other carbonate crystals. The value calculated for the C-—O 
distance is in satisfactory agreement with that found in recent re- 
investigations" cf calcite, 1.30 + 0.01 

For the nitrate ion, with the same type of structure as the carbonate 
ion, & similar configuration is expected and observed: 


O: 
A 
+ 

= a 
:O 0: 
The value of the N—O bond length,“ 1.218 + 0.004 A, is much smaller 
than that given by Tables 7-5 and 7-9, and it is not clear whether or 
not the difference can be attributed to pr bonding. A somewhat 
larger value, 1.234 + 0.01 A, is reported for the nitrate ion in 
NO *NO,-. 


* W. L. Bragg, Proc. Roy. Soc. London A89, 468 (1914). 

“ N. Elliott, J.A.C.S, $9, 1380 (1937), reported 1.313 + 0.010 A, and R. L. 
Sass, R. Vidale, and J. Donohue, Acta Cryst. 10, 667 (1957), reported 1.294 
+ 0.004 A. 

“ &. Grison, K. Eriks, and J. L. de Vries, Acta Cryst. 3, 280 (1950). 
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In molecules in which an atom or group is attached by a covalent 
bond to one of the oxygen atoms a planar configuration is found, with 
the N--OR bond length about 1.38 A and the N—O bond length in 
the —NO, group about 1.28 A. Experimental values are 1.36, 1.39, 
1.36, and 1.41 A for N—OR and 1.26, 1.29, 1.28, and 1.22 A (all 
+0.05 A) for methyl nitrate, fluorine nitrate,“ pentaerythritol tetra- 
nitrate? (C(CH:ONOs;),), and nitric acid,4* respectively. These 
bond lengths indicate that the N—OR bond has about 15 percent of 
double-bond character. The barrier to rotation of the HO group about 
the O—N bond in HNOs has been reported as 9.3 + 1.1 keal/mole* 
and 9.5 + 0.5 kcal/mole®® from spectroscopic studies, which suggests 
about 25 percent (assuming the energy of the N=O bond to be about 
80 kcal/mole). 

The borate group in boric acid is observed® to have a planar trigonal 
configuration with the B—O distance 1.360 + 0.005 A. Similar 

BOs groups occur in many salts of boric acid. In calcium metaborate,” 

CaB.Q,, there are infinite chains of BO; groups joined by shared oxy- 
gen atoms, and in potassium metaborate, K,B,0., these groups are 
similarly joined into trimeric ions (Fig. 8-1). 

In many complex borates there are BO, tetrahedra as well as BO; 
triangles. For example, the ion [B;0;(OH);|~— consists of two tetra- 
hedra and one triangle, each sharing a corner with each of the other 
two: | 

HO 0 OH 
ni Ni a. 
cea dic 
O O 
Sy 
B 


| 
OH 
The unshared corners are occupied by OH groups. (Note that the 


* Pauling and Brockway, loc. ctt. (20). 

“TA. D, Booth and F. J, Llewellyn, J. Chem. Soc. 1947, 837. 

¢L. R, Maxwell and V. M. Mosley, J. Chem. Phys. 8, 738 (1940). 

““H. Cohn, C, K. Ingold, and H. Poole, J. Chem. Phys. 24, 162 (1956); 
J. Chem. Soc. 1952, 4272, 

‘© A. Palm and M. Kilpatrick, J. Chem. Phys. 23, 1562 (1955), 

WW. H. Zachariasen, Acta Cryat. 7, 305 (1964). 

83°W. H. Zachariasen, Proc. Nat. Acad. Sci. U. S. 17, 617 (1931); W. H. 
Zachariasen and G. E. Ziegler, Z. Krist. 83, 354 (1932). 

* W.H. Zachariasen, J. Chem. Phys. 5, 919 (1937). 
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Fie. 8-1.-A portion of the infinite metaborate chain (BQ,). in 
CaB,0, (left), and the metaborate ring [B;Oq|-—~ in KsB,0.. Small 
circles represent boron atoms, large circles oxygen atorns. 


negative charge of such an ion is equal to the number of tetrahedra.) 
These ions occur in inyoite,* CaB,03;(0H),-4H2O; meyerhofferite,* 
CaB;0;(OH)s:H20; and synthetic CaB,0;(OH)s-2H,0.% In colema- 
nite,*7 CaB,0.(OH)s-H,0, there are chains in which the[B,;03(OH)s]-~ 
ions have joined together with the replacement of two OH groups by a 
shared O. Borax,®? Na,B,0;(OH),-8H:0, contains [B.,0.(OH) lio7 


5¢ J. R. Clark, Acta Cryst. 12, 162 (1959). 

6 C.L. Christ and J. R. Clark, Acta Cryst. 9, 830 (1956). 

66 J. R, Clark and C. L. Christ, Acta Cryst. 10, 776 (1957). 

67 C. L. Christ, J. R. Clark, and H. T. Evans, Jr., Acta Cryst. 11, 761 (1958). 
88 N, Morimoto, Mineral J. Japan 2, 1 (1956). 
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ions composed of two tetrahedra and two triangles linked in the follow- 
ing way: 


‘a 


B 

2% 

Oo | O 
ue *s 

O B—O 


< J 
O O 
Lea 
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O—B 


| 
OH 


Metaboric acid, HBOk:, is reported®* to contain chains of linked tetra- 
hedra and triangles. 

The observed B—O bond lengths are 1.47 + 0.01 A for the BO, 
tetrahedron and 1.37 + 0.01 A for the BO, triangle. The B-—O 
single-bond length (Table 7-5) is 1.48 A. The experimental values 
suggest that the bonds in BO, have bond number a little smaller than 
1, and in BO; a little larger than 1 (about 20 percent of double-bond 
character, with use of the fourth boron orbital). 

Resonance of the carbonate type occurs in urea, CO(NHs)e, and 
guanidine, CNH(NH2)s. For urea the thermochemical value of the 
resonance energy is 37 kcal/mole, and for guanidine 47 kcal/mole, 
the latter being calculated with use of the estimated value 24 kcal/mole 
for the heat of sublimation. 

The observed values of interatomic distances for urea are®® C—O 
= 1,96 + 0.01 Aand C—N = 1.34 + 0.01 A. These distances indi- 
cate 20 percent double-bond character for the C—N bonds and 60 
percent for the C—O bond. 

Reliable interatomic-distance data are not available for guanidine 
or the guanidinium ion. 

The base strengths of guanidine and its derivatives present an inter- 
esting problem. Guanidine itself is a very strong base, approaching 
the alkalies in strength. This fact can be accounted for by arguments 
closely related to those used for the carboxylic acids in the preceding 
section. ‘The guanidinium ion resonates among the three structures 


59 W. WW. Zachariasen, Acta Cryst. 5, 68 (1952). 
oR. W. G. Wyckoff and R. B. Corey, Z. Kriat. 89, 462 (1934); P. A. Vaughan 
and J. Donohue, Acta Cryst. 5, 530 (1952). 
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which are all equivalent, whereas guanidine itself resonates among the 
three structures 


N—H sN—H :N—H 
d é é 
Hi’ Ni, HN Nita. Hh” Nii 
took hoon Hox 


which are not equivalent. The difference in resonance energy can be 
estimated to be of the magnitude of 6 to 8 kcal/mole, which would 
increase the basic strength very greatly. 

The monoalkylguanidines and N,N-dialkylguanidines should be — 
somewhat weaker bases than guatidine itself, for the following reason. 
The replacement of one or two hydrogens of an —NHygroup by alkyl 
radicals tends to prevent the double bond from swinging to this group, 
because carbon is more electronegative than hydrogen and hence tends 
to cause the adjacent nitrogen atom not to assume a positive charge. 
In consequence, resonance of the double bond is to some extent re- . 
stricted to the two other nitrogen atoms. This causes a decrease in the 
basic strength toward that characteristic of an imidine, the decrease 


NH: NH, 
being about twice as great for HNC as for anor A very 
NR, \yar 
much larger effect is expected for the N,N’-dialkylguanidines. The ai- 
kyl groups on two of the nitrogen atoms would tend to force the double 


H H 


| | 
bond to the third nitrogen atom, the structure R—N N—R 


NH 


C 
| 
N—H 
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being more impcrtant than the other two. This nitrogen atom would 
hence have little tendency to add a proton, and the substance would 
be a weak base. On the other hand, the N,N’,N’’-trialkylguanidines 
should be about as strong bases as guanidine itself, inasmuch as the 
conditions for resonance in this molecule and its symmetrical ion are 
exactly the same as for guanidine and its ion. These conclusions are 
in agreement with the available data;* guanidine, the monoalkyl- 
guanidines, N,N-dimethylguanidine, and N,N’N’’-trimethylguanidines 
are strong bases, whereas the N,N’-diaikylguanidines are weak bases. 


8-6. THE STRUCTURE AND PROPERTIES OF THE CHLORO- 
ETHYLENES AND CHLOROBENZENES 


The chemical properties of the chlorobenzenes and chloroethylenes 
differ strikingly from those of saturated aliphatic chlorine compounds 
and of aromatic compounds with chlorine substituted in a side chain. 
For example, methyl chloride and benzy! chloride are hydrolyzed by 
boiling alkali, giving the corresponding alcohols, whereas chlorobenzene 
is not affected by this treatment. In general there is a pronounced 
diminution in reactivity of a chlorine atom adjacent to an aromatic 
nucleus or double bond. 

The obvious explanation of this involves resonance of the following 
type, which gives to the C—-Cl bond some double-bond character: 


° oe + 
Cl: Ol: | 
ee sn VA 
H,C==C ; ee 
H w | 


In order to study this phenomenon, which may be described as involv- 
ing the conjugation of an wushared pair of electrons on the chlorine 
atom with the double bond cr aromatic nucleus, and io determine the 
amount of double-bond character in carbon-chlorine bonds of this type, 
values of the carbon-chlorine distance in chloroethylenes™ and chloro- 


“ T. L. Davis and R. C. Eldertield, J.A4.C.8. 34, 1499 (1932), 

6 1. O. Brockway, J. Y. Beach, and L. Pauling, J.A.C.8. 57, 28923 (1935). 
The value C—Cl » 1.72 + 6.01 A has been reported for CCl (electron diffrac- 
tion) by I. L. Karle and J. Karle, J. Chem. Phys. 20, 63 (1952), and 1.68 + 0.02 A 
for CFCICH: (microwave) by J. K. Bragg, T. C. Madison, and A. H. Sharbaugh, 
Phys. Rev. 77, 148 (1950). 
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benzenes® have been determined by the electron-diffraction method. 

The results of the investigations are given in Table 8-2. Whereas 
in carbon tetrachloride, methy! chloride, and similar molecules the 
carbon-chlorine distance is 1.765 A, in these substances the values 
found are from 0.03 to 0.09 A less than this, and, moreover, there is 
found for the chloroethylenes a reasonable correlation between the 


TABLE 8-2.—-INTGRATOMIC DISTANCES IN CHLORG- 
ETHYLENES AND CHLOROBENZENES 
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« These values are reliable to about +0.02 A. 


amount of shortening and the number of chlorine atoms conjugated 
with the double bond. The shortening is about 0.08 A for substituted 
ethylenes containing one or two chlorine atoms, which corresponds, 
when interpreted by the method of Section 7-5, to about 20 percent 
double-bond character. The shortening observed for trichloroethylene 
and tetrachloroethylene, 0.05 A, corresponds to about 10 percent 
double-bond character. It seems probable that there is competition 
between the chlorine atoms in these compounds for the double bond, 
leading to a decrease in double-bond character as compared with viny! 
chloride. Corresponding to the decrease in double-bond character 
is the somewhat greater reactivity observed for trichloroethylene and 
tetrachloroethylene than for vinyl chloride and the dichloroethylenes. 

The shortening observed for all of the chlorobenzenes studied is 
about 0.06 or 0.07 A, corresponding to about 15 percent double-bond 
character. (The variations from the values 1.69 or 1.70 A reported 
in the table have little significance, although there is indication of a 
small increase in distance with increase in the number of chlorine 
atoms in the molecule.) Frorn these results it can be concluded that 


8&7, O. Brockway and K. J. Palmer, J.A.C.S. 59, 2184 (1987). Two micro- 
wave values for CsHsCl have been reported: 1.706 A (G. Erlandsaoxn, Arkiv 
Fysik 8, 341 [1954]) and 1.670 + 0.003 A (R. L. Poynter, dissertation, 1954, 
quoted in Sutton, Interatomic Distances). 
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the benzene ring has about the same power of conjugation with a 
chlorine atom as has a double bond, and moreover that its capacity 
for conjugation is somewhat greater, in that little saturation is indi- 
cated for hexachlorobenzene, in contrast to tetrachloroethylene. 

Decreases in interatomic distances in the bromine and iodine deriva- 
tives of ethylene and benzene have also been reported,* with magni- 
tudes about the same as for the chlorine derivatives. In dichloro- 
acetylene, dibromacetylene, and diiodacetylene,® in which the halo- 
gens are conjugated with a triple bond, there are decreases of about 
0.13 A, corresponding to 25 percent double-bond character. 

A discussion of nuclear electric quadrupole coupling in the vinyl 
halides has led to the estimate of sbout 6 percent double-bond char- 
acter for the C----Cl bond in viny] chioride and 3 percent for the C-—I 
bond in vinyl iodide.*’ Values of electric dipole moments of mono- 
halogenated benzenes have been interpreted as corresponding to “4 
percent of double-bond character for the C—-X bonds." 

Theoretical studies of the pheremenon deseribed above have been 
made by Sherman and Hetelaar and others. 


» RESONANCE IN CONJUGATED SYSTEMS 


For a molecule such as butadiene-1,3, CH »=CH-—-CH=CH,, it 
is customary to write one valence-bond formula involving alternating 
single and double bonds and to take cognizance of the difference in 
properties from a molecule coutaining isolated double bonds by saying 
that here the double bonds are conjugated. From the new point of 
view the phenomencn of conjugation is attributed to resonance between 
the ordinary structure and certain structures involving one less double 


6 Hf. de Laszlo, Proc. Roy. Soc. Lundon A146, 690 (1934); J. A. C. Hugill, 
1. FE. Coop, and L. EF. Sutton, Trans. Faraday Soc. 34, 1418 (1938). 

& The value C--Cl = 1.632 + 0.001 A has been found for HCCCI in a micro- 
wave investigation by A. A. Westenherg, J. H. Goldstejn, and E. B. Wilson, 
Jr, Jd. Chem. Phys. 17, 1319 (1949), and 1.637 A in H;CCCCI by C. ©. Costain, 
ibid. 23, 2037 (1955). 

66H. de Laszlo, Nature 135, 474 (1935). L. O. Brockway and I. EK, Coop, 
Trans. Faraday Soe. 34, 1429 (1938), reported C—Cl = 1.68 + 0.04 » ‘A in 
HCCCI and C—Br = 1.80+0.03 A in HCCBr, and J. Y. Beach and A. 
Turkevich, J.A.C.S. 61, 299 (1939), have found values 0.01 A less than these 
for CICN and BrCN, respectively. 

67 J. H. Goldstein, J. Chem. Phys. 24, 106 (1056); J. H. Goldstein and J. K. 
Bragg, Phys. Rev. 75, 1453 (1949); 78, 347 (1950). 

6&8 C. P. Smyth, J.A.C.S. 63, 57 (1941). 

6° J. Sherman and J. A. A. Ketelaar, Physica 6, 572 (1939); J. E. Lennard- 
Jones, Proc. Roy. Soc. London A158, 280 (1937); W. G. Penney, ibid. 306; C. A. 
Coulson, ibid. A169, 413 (1939); J. Chem. Phys. 7, 1069 (19397; J. E. Lennard- 
Jones and C. A. Coulson, Trans. Faraday Soc. 35, 811 (1939); many recent 
papers. 
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| e 
bond; CH;—CH=CH—CH, for butadiene, and to a smaller extent 


C+H,—CH—CH—CH,- , etc. These structures are less stable than 
the ordinary structure and contribute only a small amount to the 
normal state of the molecule, giving the 2,3 bond a small amount of 
double-bond character. 

The quantum-mechanical treatment of this problem’® indicates 
that the single bonds in a conjugated system have about 20 percent 
double-bond character and that the extra resonance energy resulting 
from the conjugation of two double bonds is about 5 to 8 kcal/mole. 
The calculations also show that a double bond and a benzene nucleus 
are approximately equivalent in conjugating power. 

The thermochemical data for biphenyl, 1,3,5-triphenylbenzene, 
phenylethylene, and stilbene (Table 6-2) correspond to a value of 
about 7 kcal/mole for the conjugation energy of a double bond and a 
benzene ring or of two benzene rings. Somewhat lower values, be- 
tween 2 and 6 kcal/mole, are given for the conjugation energy in 
dienes by values of heats of hydrogenation.”! 

In butadiene-1,3 and cyclopentadiene the value found” for the 
carbon-carbon distance for the bond between the conjugated double 
bonds is 1.46 A. This, interpreted by use of Table 7-9, corresponds 
to 15 percent double-bond character. The same amount of double- 
bond character is also indicated by the following x-ray values for the 
bond between two benzene rings or a benzene ring and a double bond: 
stilbene (CsH;—CH=-CH—C,Hs), 1.44 A; biphenyl, 1.48 A; p- 
diphenylbenzene, 1.46 

This amount of double-bond character should give to the bond in 
some part the properties of a double bond; in particular, the conjugated 
systems should tend to remain planar. Chemical evidence for cis and 


H 
Ps H.C CH, 
trans isomers of the type Ny and C—C 
C=-CH, / \ 
St H 


H 


‘has not been forthcoming; the restriction of rotation about the central 
bond is not great enough to prevent easy interconversion of these 
molecular species. It is great enough, however, to cause the con- 


7 Y,, Pauling and J. Sherman, J. Chem. Phys. 1, 679 (1933). 

1G, B. Kistiakowsky, J. R. Ruhoff, H. A. Smith, and W. E. Vaughan, 
J.A.C.S. 58, 146 (1936). 

72 V. Schomaker and L. Pauling, J.A.C.S. 61, 1769 (1939). 
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jugated molecules to retain in general the planar equilibrium configura- 
tion, and this configuration has been verified by various physical tech- 
niques, euch as x-ray diffraction, electron diffraction, and spectroscopy. 
In the gas phase the trans molecules are found in greater number than 
the cis molecules, and in crystals the configuration is usually trans 
(about the single bonds). 

It was discovered by Gillam snd El Ridi” that the carotenoids 
exist in isomeric forms, and these forms were identified by Zechmeister™ 
as involving cis-trans isomerism about the double bonds. Steric 
hindrance between methyl groups and hydrogen atoms restricts the 
cis configuration largely to certain of the double bonds.” The absorp- 
tion spectra provide information about the location of the cis double 
bonds in the long conjugation chains, and, moreover, show that in all 
chains the trans configuration about the single bonds is the stable 
one.” 

The explanation of the stability of the trans configuration about 
the single bonds can be given on the basis of the principles discussed 
in preceding sections. For conjugation, with resonance between 
the principal structure == —- == and the less important structures 
-—— se t= and * == —+, a planar configuration is required 
by the double-bond character of the central bond. The trans and 


cis planar configurations —\. and #/ \ are thus stabilized by the 


resonance energy, several kcal/mole, relative to the nonplanar con- 
figurations. Moreover, the bonds (ordinary single bonds and bent 
bonds) adjacent to the central bond have the stable relative azimuthal 
orientation for the trans configuration and the unstable orientation 
for the cis configuration (Secs. 4-7, 4-8); the difference in energy can 
be estimated from the barrier heights restricting rotation to be about 
1.5 kcal/mole. | 

A surprising prediction is that it is the cis configuration (rather than 
the trans) about the triple bond (and the two adjacent single bonds) 
that is the stable one in conjugated systems of double bonds and a 


triple bond, ---—7 =H —... Conjugation stabilizes both the cis 


and and trans planar configurations, and the cis is further stabilized 
by the favored eclipsed orientation of the two groups adjacent to the 
triple bond, as discussed in Section 4-8 for dimethylacetylene. The 


77 A, E. Gillam and M. §. El Ridi, Nature 136, 914 (1935). 

1, Zechmeister and I. Cholnoky, Ann. Chem. 530, 291 (1937); L. Zech- 
meister, Chem. Revs. 34, 267 (1944). 

78 1, Pauling, Fortschr. Chem. org. Naturstoffe 3, 203 (1939). 
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predicted difference in energy of the cis and the trans configuration is 
about 0.4 keal/mole. In fact, the trans configuration has been found 
in crystals of 9,9’-dehydro-8-carotene.” However, it seems likely 
that it is the intermolecular forces that stabilize this configuration of 
the molecules in the crystal, because spectroscopic studies indicate 
that both 7,7’-bis-desmethyl-9,9’-dehydro-8-carotene”’? and 9,9’-de- 
hydro-@-carotene’® in ether solution have the cis configuration as the 
stable one. Moreover, hydrogenation of each of the substances gives 
mainly the cis isomer of the corresponding bis-desmethyl carotenoid 
or 6-carotene, with only small amounts of the trans isomer. 

Many x-ray investigations showing the planarity of conjugated 
molecules have been reported. ‘Thus the stilbene molecule 1s planar,’ 
whereas the closely similar unconjugated molecule dibenzyl is not 
planar;®° and planarity has been observed also for trans-azobenzene,®! 
oxalic acid and oxalate ion, dimethyloxalate,™ and many other conju- 
gated molecules. Because the amount of double-bond character of the 
conjugated ‘“‘single’’ bond is small, however, the forces that strive 
toward planarity are not very strong, and may be rather easily over- 
come by steric effects. . This is illustrated by Figure 8-2, showing a 
molecule of cis-azcbenzene drawn to scale, with use of 1.0 A as the 
van der Waals radius of hydrogen. It is seen that contact of the ortho 
hydrogen atoms of the two rings prevents the molecule from assuming 
the planar configuration, and it has in fact been found by x-ray 
examination® that each of the phenyl groups is rotated through about 
50° out of the coplanar orientation. 

A similar scale drawing of 1,3,5-triphenylbenzene, Figure 8-3, shows 
that there is some steric repulsion between hydrogen atoms in this 
molecule (drawn with nonbonded radius 1.0 A); the same amount is 
expected for biphenyl (Fig. 8-4). Triphéenylbenzene has been shown 
by an x-ray study to be nonplanar,™ with two of the phenyl groups 
rotated through about 30° in one direction and the third rotated by 
27° in the other direction. The gas molecule has been shown by elec- 


76 W. G. Sly, Ph.D. thesis, Calif. Inst. Tech., 1957. 

7 A. H. Inhoffen, F. Bohlmann, and G. Rummert, Ann. Chem. 569, 226 (1950). 

78 H. H. Inhoffen, F. Bohlmann, K. Bartram, G. Rummert, and H. Pommer, 
Ann. Chem. $70, 54 (1950). 

7 J. M. Robertson, Proc. Roy. Soc. London A150, 348 (1935). 

ee J. M. Robertson and I. Woodward, Proce. Roy. Soc. Landon A162, 568 (1937). 

$i J. J. de Lange, J. M. Robertson, and I. Wocdward, Prec. Roy. Soc. London 
A171, 398 (1939). 

& M. W. Dougill and G. A. Jeffrey, Acta Cryst. 6, 831 (1953). 

& J. M. Robertson, J. Chem. Soc. 1939, 232. 

& K., Lonsdale, Z. Krist. 97, 91 (1937); M.S. Farag, Acta Cryst. 7, 117 (1954). 
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tron diffraction® to have the rings rotated by 45° + 5°, probably with 
a statistical distribution between the two directions. The angle be- 
tween the two rings in biphenyl®™ is 45° + 10°. 

The effect of steric hindrance in giving rise to optical activity of 
0,o’-substituted biphenyls is well known.*’ 

An interesting method of determining the amount of conjugation 
energy of two benzene rings and a nitrogen-nitrogen double bond has 
been developed, subsequent to the discovery®® that the cis isomer of 


Fie. 8-2.—The planar configuration of cis-azobenzene, 
drawn to scale using 1.0 A for the van der Waals radius for 
hydrogen. Steric interactions of hydrogen atoms prevent 
the assumption of this configuration. 


azobenzene is formed from the ordinary (trans) isomer in solution 
through the action of light. As mentioned above, steric interaction 
of the two rings in the cis compound is so great, that a planar configura- 
tion cannot be achieved, the benzene rings being rotated 50° out of 
the planar configuration. Since planarity is an essential attribute of 
double-bond character, we may assume that the amount of conjuga- 
tion energy in cis-azobenzene and related molecules is small (it is 
probably not greater than 2 or 3 kcal/mole) and accept the difference 
in energy of the cis and trans isomers as the conjugation energy for 
the trans configuration. This difference has been determined by the 
measurement of heats of fusion of the two crystalline substances to the 


% OQ. Bastiansen, Acta Chem. Scand. 6, 205 (1952). 

86 (). Bastiansen, Acta Chem. Scand. 3, 408 (1949). 

87 See, for example, H. Gilman, Organic Chemistry, John Wiley and Sons, 
New York, 1943, p. 348. 

% G. S. Hartley, Nature 140, 281 (1937). 
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Fig. 8-3.—The planar configuration of 1,3,5-triphenyl- 
benzene, drawn to scale using 1.0 A for the van der Waals 
radius of hydrogen. 


Fig. 8-4.--The planar configuration of biphenyl, drawn 
to scale using 1.0 A for the van der Waals radius of hydro- 
gen. 
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(trans) liquid®® as 12 kcal/mole and by the measurement of their heats 
of combustion®® as 10 kcal/mole. 

An interesting investigation of the effect of the nuclear configuration 
of a molecule, as influenced by the steric interactions of atoms and 
groups, on the amount of resonance has been carried out by Birtles 
and Hampson” by the measurement of the electric dipole moments of 
the substituted durenes. It was pointed out in Section 6-3 that a 
nitro group or amino group substituted in benzene interacts with the 
benzene ring in such a way as to give the molecules values of the elec- 
tric dipole moments that differ from those for the corresponding alkyl 
derivatives.2 For nitrobenzene the moment, 3.95 D, is increased to 
0.64 D above the value for alkyl nitro derivatives because oi resonance 


with structures such as 
os 
‘On 
Ne 
O- 


In aniline similar resonance occurs with structures such as 
: Y NH; 


With an electron-donating group avd‘an electron-receiving group 
para to one another in the same molecule additional resonance occurs 
with structures such as 


O 
+ = ra 
i a 


For p-nitrodimethylaniline, for example, this effect causes the dipole 
moment, 6.87 D, to be much greater than the sum of the vaiues 3.95 and 
1.58 D for nitrobenzene and dimethylaniline, respectively. 


~ 


8 GS. Hartley, J. Chem. Soc. 1938, 633. 

° R. J. Corruccini and E. C. Gilbert, J.A.C.S. 61, 2925 (1939). 

* R. H. Birtles and G. C. Hampson, J. Chem. Soc. 1937, 10; see also C. KE, 
Ingham and G. C. Hampson, tbid. 1939, 981. 

% See also W. D. Kumler and C. W. Porter, J.4.C.5. 86, 2549 (1934); C. K. 
Ingold, Chem. Revs. 15, 225 (1934); L. G. Groves and 8. Sugden, J. Chem. Soc. 
1937, 1992; C. P. Smyth, J. Phys. Chem. 41, 209 (1957); K. B. Everard and L. E. 
Sutton, J. Chem. Soc. 1951, 2816; J. W. Smith, hid. 1953, 109; R. C. Cass, H. 
Spedding, and H. D. Springall, 2bd, 1957, 3451. 


8-7 Resonance in Conjugated Systems 297 


In order that resonance of these types may occur, giving partial 
double-bond character to the bonds connecting the benzene ring and 
the attached groups, the molecule must approximate the planar con- 
figuration appropriate to this double-bond character. This is possible 


CH, CH, 
in nitrobenzene itself; but in nitrodurene, <> -NOy steric in- 
CHs CH: 


teraction between the oxygen atoms of the nitro group and the ortho 
methyl groups prevents the assumption of the plandr configuration, 
the nitro group being rotated somewhat about the N—-C bond. Ac- 
cordingly the resonance with the ring should be less complete than 
for nitrobenzene. This prediction is verified by the observed mo- 
ments: nitrobenzene, 3.93 D; nitrodurene, 3.39 D; alkyl nitro com- 
pounds, 3.29 D. It is seen that the moment in nitrodurene is reduced 
nearly to the alky! value. A similar result is obtained with nitro- 
aminodurene, with moment 4.98 D, 1.12 smaller than that for p-nitro- 
aniline, 6.10 D. In this case there is inhibition also of the resonance 
involving interaction between the nitro and amino groups. 

Steric effects of this sort should be small for the amino group, be- 
cause of its small size, and nonexistent for bromine and other cylindri- 
cally symmetrical groups. It is found that corresponding durene and 
benzene derivatives involving these groups differ only slightly in 
moment, the small differences being attributed to induction in the 
methyl groups; values found are the following: aminodurene, 1.39 D, 
aniline, 1.53 D; bromcdurene, 1.55 D; bromobenzene, 1.52 D. 

Steric interactions are often of significance in the orientation of 
substituents in aromatic molecules. In the discussion of the Mills- 
Nixce effect in Section 6-3 if was mentioned that ar-tetrahydro-p- 
naphthol wudergoes substitution in the 1 position on reaction with 
the phenyldiszonium ien, this effect being explained as the result of a 
somewhai. greater contribution by one Kekulé structure than by the 
other to the normal state of the molecule. Bromination also takes 
place, like diazotization, m the 1 position, but sulfonation and nitra- 
tion are anomalous, leading to 3 derivatives. This we attribute to the 
effect of steric repulsion of the sulfonic acid group or aitro group in the 
1 position by the adjarect methylene group, leading to an increase in 
the heat of uctivation fer | substitution great enough to overcome the 
rather small advantage over 3 substitution resulting from the Mills- 
Nixon effect. 

Spectroscopic methods provide valuable information about the de- 
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gree of planarity of conjugated systems. Fluorene, / 7 
\ 


which is planar, absorbs much more strongly than benzene in the 
2500 A region. Biphenyl is intermediate, indicating some deviation 
from planarity, with interference with the conjugation of the two ben- 
zene rings, and the 0,0’-substituted biphenyls absorb only little more 
strongly than benzene itself, showing a greater deviation from planarity 
than for biphenyl.® Similarly, the absorption spectra of 9,10- 
diphenylanthracene, 9,10-di(a-naphthylanthracene, and 9,9’-dianthry] 
are almost identical with the spectrum of anthracene.“ Many other 
investigations of this sort have been reported.™ 

Overcrowded Molecules.—Many condensed aromatic molecules that 
are forced into nonplanar configurations by steric repulsion have been 
studied during recent years. An example is 3,4-5,6-dibenzophenan- 
threne, : 


HH 


The two carbon atoms shown with the symbol H attached would be 
only 1.40 A apart if the molecule were planar, and the two hydrogen 
atoms would have to occupy the same position in space. The mole- 
cule is found® to be deformed into a portion of a flat helix (either right 
or left handed), so as to separate these two carbon atoms, with their 
hydrogens, to about 3.0 A. Similar results have been reported for 
several other molecules.*? 


“1. W. Pickett, G. F. Walter, and H. France, J.A.C.S. 58, 2182 (1936); 
M. T. O’Shaughneasy and W. H. Rodebush, zbid. 62, 2906 (1940). 

“RR. N. Jones, J.A.C.S. 63, 1658 (1941). 

% Styrene, stilbene, etc., R. N. Jones, J.A.C.S. 65, 1815, 1818 (1934); Chem. 
Revs. 32, 1 (1943); nitro derivatives, W. G. Brown and H. Reagen, J.A.C.S. 69, 
1032 (1947); G. N. Lewis and G. T. Seaborg, ibid. 62, 2122 (1940); G. Thomson, 
J. Chem. Soc. 1944, 404; E. A. Braude, E. R. H. Jones, H. P. Koch, R. W. 
Richardson, F. Sondheimer, and J. B. Toogood, ibid. 1949, 1890; etc. 

% AO. McIntosh, J. M. Robertson, and V. Vand, J. Chem. Soc. 1954, 1661. 

7G. M. J. Schmidt and others, J. Chem. Soc. 1954, 3288, 3295, 3302, 3314; 
8. C. Nyburg, Acta Cryst. 7, 779 (1954). 
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In di-p-xylylene, 





H.C - ————CH, 
H.C -_—-_—__-—-CH 


the two benzene rings ave nearly parallel to one another. If each 
were planar and the CH, carbon atoms had tetrahedral angles, the 
rings would be only 2.50 A apart. Steric repulsion causes the benzene 
rings to deform so that the two C-substituted atoms of each ring are 
0.133 A from the plane of the other four. The distances between rings 
are increased in this way to 2.83 A ior the C-substituted carbon atoms 
and 3.09 A for the othors.** A similar deformation has also been 
found for di-m-xylylene.*® 

Conjugated Systems Involving Triple Bonds.—-In diacetylene, 
HC=C—C=CH, resenance occurs with more structures than in buta- 
diene, because the linear configuration permits two kinds of double 
bonds (in perpendicular planes) to contribute (Sec. 7-7). The ob- 
served value of the C—C bond length in this molecule!™® is 1.379 
+ 0.001 A. the same value has been found also in cyanogen, cyano- 
acetylene, methyldiacetylene, diacetylene dicarboxylic acid, and several 
other molecules.!° This value corresponds to bond number 1.33 
(Sec. 7-7); the amount of double-bond character of the central bond, 
33 percent, is, as expected, thus about twice as great as for a single 
bond between two double bonds. 

Vinylacetylene,@ H,C=-CH—C==CH, and vinyl cyanide,’* have 
a planar bent structure with C=-C—-C bond angle 123° and C—-C bond 
lengths 1.446 and 1.426 A, respectively, corresponding to 13 to 20 
percent of double-bond character (Table 7-9; note that cerrection 
—0.06 A is made for adjacent double bond and triple bond). This 
agrees well with the value, 15 percent, found for butadiene. 

The single bond between a carbon-carbon triple bond and a carbon- 


% CC, J. Brown, J. Chem. Soc. 1953, 3265. 

°C. J. Brown, J. Chem. Soc. 1953, 3278. 

199 G, D. Craine and H. W. Thompson, Trans. Faraday Séc. 49, 1273 (1953), 
The electron-diffraction value 1.36 + 0.03 A had been reported by L. Pauling. 
H. D. Springall, and K. J. Palmer, J.A.C.S. 61, 927 (1939). 

101 For references see Sutton, [nteratomic Distances. 

102 J. R. Morton, quoted in following reference. 

103 ©, C. Costain and B. P. Stoicheff, J. Chem. Phys. 30, 777 (1958). 
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oxygen double bond has been found to have the length 1.445 + 0.001 A 
by a microwave study,?"** showing that the resonance is about the same 
as in vinylacetylene. : 
The chemical properties of conjugated systems, including especially 
their power of transmitting the effects of groups, can be accounted for 
in a qualitative way by the resonance concept. For example, an 


electron-donating group such as(CH3)sN— in a molecule (CH3),NCH= 
CH—-CH-=R can transmit its electrons to group R by resonance with 


the structure (CH;),.N+=-CH—CH=CH—R~. Phenomena of this 
type have been discussed especially by Robinson.'™ 


8-8. RESONANCE iN HETEROCYCLIC MOLZCULES 


For pyridine, pyrazine, and related six-membered heterocyclic 
molecules Kekulé resonance occurs es in Henzene, causing the molecules 
to be planar and stabilizing them by about 49 kcal/mole. The inter- 
atomic distances observed in these molecules,?* C—-O = 1.40 A, 
C--N = 1.33 A, and N--N = 1.82 A, are compatible with this 
structure. The resonance energy found for quinoline, 69 kcal/mole, 
is about the same as that of naphthalene. 

In cyanuric triazide,!% CzNy(No5)3, and the cyanuric tricyanamide 
ion,'°? [CsN3(NCN)3!~~~, the cyanuric ring has the configuration 
and dimensions expected for Kekulé resonance. An interesting type 
of resonance! is shown by the ecyameluric nucleus, CsNz, in the 
cyamelurate ion, [CeN;O;]-~-~, and the hkydromelonate ion, 
(OsNr(NON}3) 777 (Fig. 8-5). The electronic structure of this nu- 
cleus corresponds to resonaace not ony between the two valence-bond 


tae CC. Cosiain and J, 2. Morton, J. Chem. Phys. 31, 389 (1959). 

4 2. Robinson, Outline oy on Hlectrochemical [Electronic] Theory of the Course 
of Organic Reactions, Institute of Chemistry of Great Britain and Ireland, 
London, 1932; Society of Dyers and Colourista, Jubilee Journal, 1934, 65. 

lé Hor pyridine, C—O = Ls + 0.005 A and C—N = 1.340 + 0.005 A 
(microwave), B. Bak, L. Hansen, and J. Rastrup-Andersen, J. Chem. Phys. 22, 
2013 (1954); for s-triazene, C-—N =m 1.319 + 0.005 A (x-ray diffraction), P. J. 
Wheatley, Acta Cryst. 8, 224 (1955); for e-tetrazine, C—N = 1.334 + 0.005 A, 
AN-—N = 1.321 + 0.008 A (x-ray diffraction), F. Bertinotti, G. Giacomello, 
and A. M. Liquori, ibid. $, 610 (1956). 

198 Hughes, loc. ct. (23), 1, 650; Knages, loc. ctt. (23); J. Chem. Phys. 3, 241 
(1935). 

07 J, L. Hoard, J.A.C.3. 60, 1194 (1938). 

198 J,, Pauling and J. H. Sturdivant, Proc. Nat. Acad. Sci. U. 8. 23, 615 (1937). 
Chemical evidence regarding the structure of the cyameluric nucleus has been 
presented by C. E. Redemann and H. J. Lucas, J.A.C.S. 61, 3420 (1939). 
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Fig. 8-5.—The structures of (A) the cyanuric tricyanamide ion, 
[CsNy]-~7~, (B) the cyamelurate ion, [CsN70;|7~~~, and (C) the 
cyameluric tricyanamide (hydromelonate) ion, [CeNuj~~~. Pre- 
dicted values of interatomic distances are shown. The molecules are 


planar. 
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structures I and II 


Yn oN 
2N N: 
, i 
Yo <i XS Saf 
:N N N: :N N 
| b | | | | 
C C and C C 
4\b6 \4™ 7 SF SHS 
N N N d 
T Il 


(corresponding to the Kekulé structures of benzene) but also among 
the eighteen structures of the types III to XX, 


if 
‘7 NY 


III to XX 


each of which, with six double bonds but with separated electric 
charges, makes a somewhat smaller contribution than structure i or 
II (probably about one-half or two-thirds as large). 

Borazole, B;N;He, is an analog of benzene. The molecule is a 
planar hexagon, with a hydrogen atom bonded to each of the ring 
atoms. The observed B—N bond length, 1.44 + 0.02 A, is larger 
than expected for resonance between two Kekulé structures (1.33 5 
indicating that structures with an unshared pair on the nitrogen atom 
make an important contribution to the normal state. If the Kekulé 
structures contribute to the extent required for electroneutrality of the 
atoms, with the bonds having 22 percent of partial ionic character, 
the B—N bend number would he 1.28; this value agrees with the ob- 
served bond length. 


1009 S, H. Bauer, J.4.C.8. 60, 524 (1938). 
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For the five-membered heterocyclic molecules furan, pyrrole, and 
thiophen, with the conventional structure 
: | i. 
HC CH 
/ 
Xs 


I 


resonance is expected to occur with structures of the types 


HO===-CH 
no- du 
po 


and 
i 
H CH 
NGA 
x 
ee + 


Iv, V 


The thermochemical data for these substances give the values 23, 31, 
and 31 kcal/mole, respectively, for the energy of this resonance. It is 
interesting that the extent of the resonance, as indicated by the magni- 
tude of the resonance energy, increases with decrease in electronegativ- 
ity of X; the very electronegative oxygen atom has a smaller tendency 
to assume the positive charge accompanying structures IT to V than 
has the less electronegative nitrogen or sulfur atom. This conclusion 
is further substantiated by the observed interatomic distances, C-—-O 
= 1.37 A, C—N = 1.42 i and C—S = 1.74 A in furan,!!° pyrrole, 
and thiophen,'! respectively; these correspond (with consideration of 
the electric charge effect) to about 23 percent total contribution of 
structures II to V for furan, 24 percent for pyrrole, and 28 percent for 
thiophen. 

These values indicate that each of the structures with separated 
charges makes one-quarter the contribution of the principal structure 


10 B, Bak, L. Hansen, and J. Rastrup-Andersen, Discussions Faraday Soc. 
19, 30 (1955). 
111 Schomaker and Pauling, loc. cit. (72). 
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I. The corresponding values of the C—-C bond lengths (Table 7-9) 
are 1.439 A (n = 1.25, single bond of I) and 1.377 A (n = 1.625), in 
satisfactory agreement with the experimental values, 1.440 + 0.016 A 
and 1.354 + 0.016 A, respectively. 


Similar resonance is shewn by indole, « Jed (resonance energy 


“ NH 


e \ 
54 keal/mole), carbazole, C | L) (resonance energy 91 kcal/ 
NH 


mole), and related molecules. 
The pyrimidines and purines are of special interest because of their 
presence in the nucleic acids. The dimensions of these molecules gre 


Fie. 8-6-—A drawing 
showing the dimensions of 
the molecule of 4-amino- 
2,6-dichloropyrimidine as 
determined by x-ray crys- 
tal analysis. 





Hay NS. 
tia 
f \\ 
sora 
ee 


illustrated by Figures 8-6, 8-7, 8-8, 89, and 8-10, showing molecules 
of 4-amino-2,6-dichlorcpyrimidine,“?  5-bromo-4,6-diaminopyrimi- 
dine, uracil,5 adenine (in adenine hydrochloride hemihydrate!), 
and guanine (in guanine hydrochloride monohydrate), respectively. 
The conclusion has been drawn" ® that in these rings the C—C bond 


uz ©, J. B. Clews and W. Cochran, Acta Cryst. 2, 46 (1949). 

us Gq. 8: Parry, Acta Cryst. 7, 313 (1954). 

ut W. Cochran, Acta Cryst. 4, 81-92 (1951); J. M. Broomhead, ibid. 1, 324 
(1948). 

u8 J, M. Broomhead, Acta Cryst. 4, 92 (1951). 

167, Pauling and R. B. Corey, Arch. Biochem. Biophys. 65, 164 (1956); M. 
Spencer, Acta Cryst. 12, 59, 66 (1959). 


Pia. &.7-~-A drawing showing 
the dimensions of the molecule vf 
5-bromo-4,6-diaminopyrimidine, 


Bh LBL: 30 


jx ae 
wv 





Kra. &8.--A drawing showing 
the dimensions of the moiecule of 
uracil. 





Fre. &-9.—A draw: ng showing 
the dimensions cf the molecule of 
adenine as deterrained by x-ray 
analysis of ciystals of adenine 
hydrochloride bemihydrate. 
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Fie. 8-10.—A drawing showing the 
dimensions of the molecule of guanine as 
determined by x-ray analysis of crystals of 
guanine hydrochloride monohydrate. 
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Fig, 8-11.—A drgwing showing the molecule of 
thymine with dimensions derived from x-ray stud~- 


ies of purines and pyrimidines. The point of at-~ 
tachment to a polynucleotide chain is indicated. 
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To chain 


Fic. 8-12.—A drawing showing the molecule of 
cytosine with dimensions derived from x-ray studies 
of purines and pyrimidines. The pomt of attach- 
ment to a polynucleotide chain is indicated. 
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Fie. 8-13.-—-A drawing showing the molecule of 
adenine with dimensions derived from x-ray studies 
of purines and pyrimidines. The point of attach- 
ment to a, polynucleotide chain is indicated. 
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Fria. 8-14.—A drawing showing the molecule of guanine 
with dimensions derived from x-ray studies of purines and 
pyrimidines. The point of attachment to a polynucleotide 
chain is indicated. 


length is uniformly 1.40 A, and the C—N bond length is 1.32 A if the 
nitrogen atom has an unshared pair and 1.36 A if it forms a bond out- 
side the ring. The values of the bond angles have been discussed in 
Section 4-8. The structures of the pyrimidines thymine and cytosine 
and the purines adenine and guanine that are found in deoxyribose- 
nucleic acid are shown in Figures 8-11, 8-12, 8-13, and 8-14. The 
interaction of these groups through the formation of hydrogen bonds 
will be discussed in Chapter 12. 


8&9. HYPERCON JUGATION 
In Section 8-1 it was pointed out that structures of the type 
H+ 
H—C=-C=N: make a significant contribution to the normal state of 
H 


the methyl cyanide molecule. Resonance with structures of this sort, 
involving the breaking of a single bond (in this case an H—C bond), 
is called hyperconjugation. 

Hyperconjugation was first proposed by Wheland, in a discussion of 
the effect of alkyl groups on the stability of substituted methyl radi- 
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cals.'7 The name was proposed by Mulliken, Rieke, and Brown, who 
gave a general theoretical discussion of the phenomenon and pointed 
out its widespread significance.'!® 

Yor toluene, for example, the vaiue Q for the electric dipole moment. 
would be expected if the methyl group were attached to the ring by @ 
normal single bond and the C--H bends of the group and the ring 
had the same amount of ionic character. The observed value, 0.37 
D, indicates that structures of the type 


ao 
\ 
C 


] 
S. 
contribute to a total extent of about 2.5 percent. Correspondingly the 
heats of hydrogenation of alkylolefines are less than those of the cor- 
responding olefines by about 2 kcal/mole per methyl] group adjacent 
to the double bond. 

Hyperconjugation affects many properties of hydrocarbons and 
other molecules. Its effects are in general somewhat amaller than those 
of conjugation; they correspond to resonance energies of 1 or 2 kcal 
/mole (instead of 5 or 10), changes in bond length by 0.01 or 0.02 A, 
and transfer of 0.01 or 0.02 units of electric charge. These structural 
changes are, however, great enough to have significant effect on many 
of the physical and chemical properties of substances." 


u7G, W. Wheland, J. Chem. Phys. 2, 474 (1934). 

118 R. S. Mulliken, C. A. Rieke, and W. G. Brown, J.A.C.S. 63, 41 (1941). 

119 For thorough discussions of hyperconjugation see G. W. Wheland, Reae- 
nance in Organic Chemistry, John Wiley and Sora, New York, 1955; J. W. Baker, 
Hyperconjugation, Clarendon Press, Oxford, 1962; C. L. Desay, Chem. Revs. 
36, 145 (1945); F. Becker, Angew. Chem. 65, 97 (1953). The theory is discussed 
by A. Lofthus, J.4.€.8. 79, 24 (1957). 


CHAPTER 9 


The Structure of Molecules and Complex 


Ivus Involving Bonds with Partial 


Double-Bond Character 


From the discussion in the preceding chapters several significant 
eonclusions have been drawn about the structure of molecules and 
complex ions involving bonds between atoms of the heavier elements—— 
those beyond the first row of the periodic system—-and atoms such as 
the halogens or oxygeu and groups such as hydroxyl, amino, carbonyl, 
cyanide, or nitro. It has been seen that the heavier atoms are not 
rigorously restricted by the octet rule, but can make use of d orbitals 
in bond formation; that electron donors such as the halogen and oxy- 
gen atoms and the hydroxyl and amino groups held by a single bond 
are able under certain circumstances to swing another pair of electrons 
into position for bond formation, thus giving some doubie-bond char- 
acter to the bond; and that electron acceptors such as the cyanide 
and nitro groups held by a single bond are able to provide an orbital 
for a pair of electrons from the rest. of the molecule, to give some double- 
bond character to the bond. By application of these ideas, with re- 
course to experimental information to settle doubtful points, a detailed 
description of the structure of molecules and complex ions of the heavier 
elements can be formulated, as described in the following sections. 
One new structural feature of compounds of carbon (and other first- 
row elements) is also discussed in this chapter—the effect of an electro- 
negative atom attached to a carbon atom in inducing partial double- 
bond character of other bonds formed by the carbon atom (Sec. 9-3). 


9-1. THE STRUCTURE OF SILICON TETRACHLORIDE AND 
RELATED MOLECULES 


For about 75 years the silicon tetrachloride molecule (which we select 
as an example) was assigned the simple valence-bond structure A. 
G. N. Lewis introduced the practice of showing the unshared 
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“ ; : C): 
A Cl—Si—Cl A! gO 
Cl Cl: 


electron pairs of the valence shells (structure A’), and the recognition 
of the partial ionic character of covalent bonds (Chap. 3) showed that 
the Si—Cl single bond can be described as having the amount of ionic 
character (Sit Cl—) that corresponds to the difference in electronegativity 
of silicon and chlorine (about 30 percent—Sec. 3-9). Structure A is 
analogous to the structures of carbon tetrachloride and silicon tetra- 
methyl, in which the central atom uses its sp? tetrahedral bond orbitals 
to form four single bonds with its ligands. 

When the structure of silicon tetrachloride was determined! it was 
found that the configuration of the molecule is that of the regular tetra- 
hedron, as expected, but that the Si—Cl distance, 2.01 A + 0.02 A, is 
much smaller than the sum of the covalent radii, 2.16 A. A part of 
the 0.15 A decrease in bond length can be attributed to the partial ionic 
character of the bond, as discussed in Section 7-2. The bondshortening 
calculated by Equation 7-1 is 0.08 A. The remaining shortening, 
0.07 A, is attributed to partial double-bond character of the bond. 
Since the double bond may be formed with use of either the p, or the p, 
orbitals, the discussion of Section 7-7 is assumed to apply; Table 7-12 
then shows that the observed shortening corresponds to about 23 per- 
cent of double-bond character. 

This amount of double-bond character is to be expected from con- 
sideration of the principle of electroneutrality (Sec. 8-2). The 30 
percent partial ionic character of the Si—C] bond that corresponds to 
the difference in electronegativity of the atoms would place the charge 
+1.2 on the silicon atom in the SiCl molecule. This electric charge 
would be reduced to zero if each bond had 30 per cent double-bond 
character, or to +0.2 (a value approximating electroneutrality) if each 
bond had 25 percent double-bond character. This amount of double- 
bond character (and the same amount of partial ionic character for 
each bond) is given by resonance among the six equivalent structures 
of type B: 


1 By the electron-diffraction method: R. Wierl, Ann. Physik 8, 521 (1930); 
L. O. Brockway and F. T. Wall, J.A.C.S. 56, 2373 (1934). 
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It is probably significant that for these structures ouiy the four stable 
otkitela of the silleon vaieuce aheil need fo be used. “The bond-angle 
atrain is cenvidcrably less than for pure sp* oriutals, sinoe d character 
san he introdesed with Hise vromation energy Some contribition 


may be made aise by the six strucsuces of type C7 


“Cl: 

a eney 

C *OY}=-8i-—C): 
4 OE 


A significant dependence of the Si--C] bond iength on the nature of 
the other ligands in the molecule has been found, Microwave spectros- 
copy bas provided the values? (reliable tc 0.002 A) 3.021 Ain HSiCls, 
2021 As, CYHSICl, and 2.648 A in H,SiCl, corresponding, by the 
method of biterpretation given above, to about 18 percent, 15 percent, 
and 9 percent, respectively, of double-bond character. 

4, is reasonable to attribute the small amount of double-bend char- 
acter in HySiCi to the failure of the H--Si bonds to release = silicon 
orbttal in sufficient amount; each H—sSi bond is expected from the 
electronegativity difference (0.2) to have 2.3 percent H-Sit ionic char- 
acter, and the three would kence release 0.07 silicon bond orbital, per- 
mitting 7 percent double-bond character to the 5i-—Ci bond, in close 
agreement with the value 9 percent given by the interatomic distance. 

The normal Si—CI distance 2.01 A or 2.02 A has been reported for 
several molecules, in addition to SiCh, HSiCl;. and CH SiCls, in which 
‘two or three chlorine atoms are attached to one silicon atom: SiC, SH, 
H.SiCh, SizCle, SizClkO, and (CH3)2SiCl.. For all of these moiccules 
structures of the type Ci-Si=Ci' can be written, and the same amount 
of double-bond character as in SiC], is to be expected. 

The Si—Cl distance in SiCI1F; is small-—only 1.99 A, corresponding 
to 31 percent double-bond character. The increase over the amount 
for the other molecules is probably to be attributed to the release of 
bond orbitals by the largely ionic (70 percent) Si—F bonds, permitting 
the &i-—-Cl bond to assume the amount of double-bond character that 
completely neutralizes the transfer of electric charge corresponding to 
its nornial partial ionic character. 

The cebserved Si-—Br bond length in H,;SiBr, 2.209 A, is 0.10 A 
less than the sum of the single-bond radii, 3.31 A. The predicted 
shortening for ionic character is 0.07 A; the remainder, 0.03 A, corre- 
sponds to 8 percent of double-bond character, approximately equal to 
the 7 percent bond-orbital release of the three H—-Si bonds. Similarity, 


? For references for these and other values of interatomic distances in this 
chapter see Sutton, Inieratomic Disiances. 
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the Si--T bond Jength in H,SiI, 2.433 Ais 0.07 A less-than the sum of 
ithe radii; of this shortening 0.05 A is due to partial ionic character and 
0.02 4 to double-bond character. The Si-—Br distance in SiBry, 
HSiBrs, SiBral’y, and SiBrF, is about 2.16 A, corresponding to about 
26 percent double-bond character; the predicted amount of ionic char- 
acter of the Si--Br bond is 22 percent. , 

As another example we may discuss H;GeCl, with the observed. 
(microwave) Ge-—Ci distance 2.148 A, and HGeCl;, with distance 
9.114 A, (The electron-diffraction value for GeCl, is 2.09 + 0.02 A.) 
The sum of the radii, 2.21 A is changed by the correction for partial 
ionic character (Sec. 7-2) io the predicted single-bond value 2.174 A. 
The observed bond length for H;GeCl hence corresponds (Sec. 7-7) to 
? percent double-hond character, equal to the amount of bond orbital 
released by the three Ge-—-H bonds, and the bond lengths for HGeCl; 
and GeCl, correspond to 19 percent and about, 28 percent double-bond 
character, approaching the value 30 percent that would neutralize the 
charge transfer cf the partial ionic character of the single bond. 

The bonds between chlorine, bromine, «nd iodine and the heavier 
fifth-group and sixth-group atome seem to have little double-bond char- 
acter. The observed bond lengths are approximately equal to the 
calculated single-bond values (with the correction for partial ionic 
character, a8 given in Section 7-2); for example, observed for PCls, 
2.043 A (calculeted 2.03 A); for AsCl,, 2.161 A (2.17 A); for SCh, 
2.00 A (2.00 A). 


G2, SILICON TETRAFLUORIDE AND RELATED MOLECULES 


The calculated Si—-F single-bond length (Sec. 7-2) is 1.69 A; the 
observed Si--F distances are much smaller: 1.54 A for SiF,, 1.56 A for 
SiHF,, SiCLFs, and SiBrF;, and 1.594 A for SiH,F. The extra shorten- 
ing, 0.15 to 0.10 A, corresponds to 65 to 35 percent of double-bond 
character (Sec. 7-7). 

The difference in eiectronegativity of silicon and fluorine (2.2) has 
been interpreted as leading to 70 percent ionic character of the Si--F 
bond. This amount of ionic character, if uncompensated, would place 
the charge +2.8 on the silicon atom in Sil, and +0.7 in SiH;F. The 
charge would be reduced to -+0.2 by 65 percent double-bond character 
in Sif, (as given by the above discussion of the observed bond length) 
and to +0.35 in SiH;F. These values are in reasonable accord with 
the electroneutrality principle, and, although the foregoing quantitative 
considerations are not thoroughly reliable, we conclude that the silicon- 
fluorine bonds have a large amount of double-bond character.’ 

All other bonds between fiuorine and second-row or heavier atoms 


* It is interesting that the internuclear distance of the gas molecule SiF is 
1.603 A; presumably the bond is rather similar to the Si—F bonds in stable mole- 
cules of quadrivalent silicon. 
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have interatomic distances that indicate a large amount of double- 
bond character. For example, the observed distance in PF3, 1.5385 A, 
is 0.115 A less than the calculated single-bond value, 1.65 A, cor- 
responding to about 40 percent of double-bond character. 


9-3. THE FLUOROCHLOROMETHANES AND RELATED MOLECULES; 
THE EFFECT OF BOND TYPE ON CHEMICAL REACTIVITY 


The structure H;C=F: does not make a significant contribution to 
the normal state of the methyl! fluoride molecule; the carbon atom has 
only four stable orbitals, of which three are occupied in the H—C bonds, 
leaving only one available for bonding the fluorine atom. If, however, 
two or more fluorine atoms are substituted into the methane molecule, 
resonance with structures of the type 


f- 


may occur. It was discovered by Brockway‘ that the carbon-fluorine 
bond distances in CF., CH2F2, CHF.Ci, and CF.Cl, are significantly 
less than those in CH;3F, CH.FCI, and CHFCh, and he attributed the 
difference to the effect of the double-bond character of one carbon- 
fluorine bond induced by the partial ionic character of another carbon- 
fluorine bond formed by the same carbon atom, This effect of induc- 
tion of double-bond character by the partial ionic character of another 
bond is expected to be much more important for fluorine-substituted 
methanes than for molecules containing chlorine, bromine, or iodine 
for two reasons: first, the C—F bond has a larger amount of ionic char- 
acter (43 percent) than the other carbon-halogen bonds (6 percent or 
less), and, second, multiple bonds with first-row atoms are more stable 
than those with heavier atoms. 

The average of the observed distances 1.385 A in CHF and 1.375 A 
in C2HsF may be taken to be the normal carbon-fluorine single-bond 
distance. A decrease of about 0.03 A is observed for molecules with 
two fluorine atoms attached to the same carbon atom (1.358 A in 
CH,F,, 1.36 A in CHCIF,, 1.35 A in CCLF:, 1.345 A in CHsCHF,), 
about 0.05 A for molecules with three fluorine atoms (1.332 A in CHF;, 
1.328 A in CCIF,, and 1.328 A in CIF;), and 0.06 A forCF,. These 
values of the bond shortening correspond (Sec. 7-7) to 8 percent, 15 
percent, and 19 percent of double-bond character, respectively.§ 


‘L. O. Brockway, J. Phys. Chem. 41, 185 (1937). 

' It is interesting that the observed distance 1.271 A in the gas molecule CF 
corresponds to 40 percent of double-bond character, approximately enough 
to reduce the electric charge on the atoms (caused by the 43 percent of partial 
ionic character of the single bond) to zero. 
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For CF, this amount of double-bond character (19 percent), with 
the amount of partial ionic character of the C—F single bond (43 
percent), csrresponds to the electric charge +-0.96 on the carbon atom. 
Hence we may say that this molecule contains a Ct atom, with one 
negative charge resonating among the four fluorine atoms. As a first 
approximation the structure may be described as a resonance hybrid 
of the 12 structures of type A: 


re 
A F- ia 
F 


with, of course, contributions from many other structures, such as the 
four of type 2, and the one of type C: 


as F 
B — C ro 
F EF 


The average carbon-chlorine bond length in substituted alkanes 
not containing fluorine is 1.767 + 0.002 A. Smaller values are ob- 
served in molecules in which fluorine atoms also are attached to the 
carbon atoms: 1.759 + 0.003 A in CH.CIF, 1.751 + 0.004 A in 
CCIF, and 1.74 + 0.02 A in CCLF, CHCIF,, CHChLF, and 
CCIF.CCIF,. Similarly, the normal carbon-bromine bond length is 
1.937 + 9.003 A, and the value 1.91 A has been found for CBrF; 
and CBr3F. It is likely that this C—Cl and C—Br bond shortening 
by fluorine attached to the same carbon atom is the result of partial 
double-bond formation with use of the carbon bond orbital released 
by the large ionic character of the C—F bond. The shortening (0.01 
to 0.03 A) corresponds to 3 to 8 percent of double-bond character, as 
compared with 8 to 19 percent for C—F bonds; the difference probably 
reflects the smaller tendency of the heavier atoms to form multiple 
honds and the smaller ionic character of the single bonds (which pro- 
duces a charge separation that favors the reverse transfer of charge 
by double-bond formation). 

We have seen (See. 8-6) that the partial double-bond character of 
the carbon-chiorine bond in the chloroethylenes and chlorobenzenes 
provides an explanation of the great stability of these substances rela- 
tive to the chlorcparaffins. The same explanation® applies to the fact’ 
that although the substitution of one flucrine atom in an alkane mole- 


’ Brockway, lac. eit. (4). 
7A. L. Henne and T. Midgley, Jr., J.A.C.S. 58, 882 (1926). 
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cule gives an unstable product, which easily loses hydrogen fiuoride 
to form an olefine or hydrolyzes to the alcohol, molecules containing 
cwo fluorine atoms attached to the sarae carbon atom are much more 
stable, the stability applying not only to the fluorine atoms but also 
to other halogen atcims on the same carbon atom. 


9-4, PARTIAL DOUBLE-BGOND CHARACTER GF BONDS BETWEEN 
-THE HRAVIER NONMETAL ATOMS 


The heavier nonmetais may be expected to make some use of the 
less stable orbitals of the outermost shell (8d for P, 8, Cl; 4d for As, 
Se, Br; etc.), as is indicated by the existence of compounds such as 
PCI, and SF, in which the central atom forms more bonds than per- 
mitted by the use of orbitals occupied by electron pairs in the ad- 
jacent noble gas. In our earlier discussion of the structure of PCI, it 
was pointed out that a rough quantum-mechanical treatment leads to 
the conclusion that the structure in which the phosphorus atom forms 
five covalent bonds, with use of one 3d orbital in addition to the 38 and 
three 3d orbitals, makes a significant contribution to the normal state 
of the molecule (about 8 percent). 

It might accordingly be expected that the diatomic chlorine, bromine, 
and iodine molecules would have some partial double-bond character, 


corresponding to resonance of the normal structure :X—X: with the 
mes + + Pree 

structures :X==X:, :X==X:, and :X=xX:, in which one or both of 
the atoms make use of one orbital in addition to those of the noble-gas 
shell.® 

An estimate of the amount of double-bond character in the molecules 
Cl,, Bre, and I, can be made by the consideration of interatomic dis- 
tances. Let us evaluate the pure single-bond radii of the halogens by 
use of the observed carbon-halogen distances in the halogen-substituted 
alkanes (not containing fluorine). In these molecules the bend orhbi- 
tals available to the carbon atom do not allow double-bond chsracter 
to the bonds with the halogen atoms, except for the very small amount 
(1 percent or less) corresponding to hyperconjugation (Sec. 8-9). 
(The effect of fluorine atoms in inducing double-bond character of the 
adjacent bonds has been discussed in the preceding section.) The ob- 
served carbon-halogen bond lengths for substituted alkanes are’ 
1.767 + 0.002 A for C-—-Cl, 1.937 + 0.003 A for C—Br, and 2.135 
+ 0.010 A for C—I. The correction for electronegativity difference 
gives the radius-sum values 1.807 A for C—Cl, 1.963 A for C—Br, and 
2.135 A for C—I (no electronegativity difference), which on subtrac- 


*R. 8. Mulliken, J.A.C.S. 77, 884 (1955). 
® These are the averaged values given by Sutton, Interatomic Distances. 
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tion of 0.772 A, the carbon single-bond radius, lead to the values 
1.035 A, 1.189 A, and 1.363 A for the pure single-bond radii of chlorine, 
bromine, and iodine, respectively. 

The observed bond lengths in Cl, (1.988 A), (2.284 A), and I, 
(2.667 A) are therefore shorter than the lengths expected for pure single 
bonds by 0.082 A, 0.094 A, and 0.059 A. These shortenings correspond 
(Sec. 7-7) to between 18 percent and 33 percent of double-bond char- 
acter. 7 

A similar treatment of bond lengths indicates somewhat smaller 
amounts of double-bond character, 5 to 20 percent, for S—S, Se—Se, 
P-—P, and As—As bonds. 

_ The observed bond lengths for bonds between unlike atoms (not of 
the first row) agree with those calculated from the average for bonds 
between like atoms, with the electronegativity correction. For exam- 
ple, the values 2.20 A for P—-P and 1.98 A for Cl--Cl lead, with the 
electronegativity correction —0.054 A, to 2.036 A for P—Cl, in agree- 
ment with the experimental value 2.043 + 0.003 A for PCl;. We 
conclude that these bonds have about the same amount of double- 
bond character as those between like atoms. 


9-5. THE BORON HALOQGENIDES 


In the boron trimethyl molecule the boron atom is surrounded by 
three pairs of valence electrons, which are involved in the formation 
of single covaient bonds to the three carbon atoms of the methyl 
groups. An electron-diffraction study?” has shown the molecule to 
be planar (except for the hydrogen atoms}, as would be expected for 
sp* hybrid orbitals. The B-—C distance is 1.56 + 0.02 A, which agrees 
reasonably well with the value 1.54 A. calculated, with the eclectro- 
negativity correction, by the use of 0.81 A for the boron single-bond 
radius. 

A similar structure, .4, 


might be assigned to the boron halogenides. However, the boron 
atom has a fourth stable orbital that can be used for bond formation, 


1H, A. Levy and L. O. Brockway, J.A.C.S. 59, 2085 (1937). 

"The gas molecule B:, to which we may confidently agsign the structure 
:B—-B! (with unshared pairs largely 2s in character), haa bond length 1.589 A, 
corresponding to the radius 0.795 A for boron. 
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and the three structures B, C, and D may be expected to be about aa 
stable as A, the 


h- b- h- 
ae ~e 4 N+ A Se 
B C D 


extra bond compensating for the separation of charge. The molecules 
are hence expected to resonate equally among the three structures B, 


TABLE 9-]).—InTwratomic Distances FOR BORON HaLOGENIDES 


cee en aan cy rt A A LS RT OPC GLII ee OI RE At LN IC AT A AIL ALOE OCLC LATO OL LET CO LOLOL COTE AIEEE tt OOO LI AC NLC I AIA 
ae 


Distance Distance 
calculated Amount of calculated Observed Observed 
Bond : double-bond with dou- ; : 
for single in BX; in BX 
character ble-bond 
bond 
character 
B—F 1.37 A 63% 1.24A 1.262 A 
(33). 1.29 1.2905A 
B—Cl 1.77 22 1.71 1.734+0.02 1.716 
B—Br 1.94 15 1.89 1.87+0.02 1.887 
BI 2.13 6 2.11 





C, and D, with A making a contribution such that the transfer of 
charge due to the partial ionic character of the bonds overcomes that 
due to the double bonds, making the resultant average charge of the 
boron atom nearly zero. The amounts of partial ionic character 
corresponding to the electronegativity differences are given in the third 
column of Table 9-1. 

The pure single-bond distances (second column) are calculated from 
the boron radius 0.80 A and the halogen radii given in Section 9-4 
(with 0.72 A for fluorine), with the electronegativity correction (Sec. 
7-2). The corrections for double-bond character are made in the usual 
way (Sec. 7-5). The fifth and sixth columns give the observed bond 
lengths for BF;, BCl:, BBrs and the gas molecules BF, BCI, and BBr, 
respectively. 

The observed and calculated bond lengths agree to within the un- 
certainties of the calculation. We conclude that when bond orbitals 
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and electrons are available multipie-bond formation occurs to the 
extent required to make the electric charges of the atoms zero, in ac- 
cordance with the electrcneutrality principle. 

The difference in observed bond length in BF (1.262 A) and BF; 
(1.295 A) results from the limitation to 33 percent of the double-bond 
character for each of the three bonds in BF;; in BF the fourth orbital 
can be used to the extent, needed to achieve electroneutrality. 

There are some molecules iti which the fourth orbital of boron is 
used for formation of another bond and is not available to permit 
double-bond character to be assumed by the B—X bonds. In these 
molecules the bond lengths should approximate the values calculated 
for B—X single bonds (Table 9-1 column 2). Anexample is ammonia- 
boron trifluoride, with the structure 


H F 
Pe 6 aa 
H—N—B—F 

Ss 
H F 


The observed B—-F bond length” is 1.88 + 0.01 A, in agreement with 
the calculated value 1.37 A. The values 1.39 + 0.01 A for trimethyl- 
amine-boron trifluoride” and 1.43 + 0.03 A for dimethylether-boron 
trifluoride’ have also been reported. In trichloroborazole, to which 
we may assign the structure 

Cl 

| 


I B HH 
DS fe 
N N 


] 


a a 
or” No 
| 


Hq 


the reported B—Cl bond lengths, 1.78 + 0.03 A from electron diffrac- 
tion of the gas molecule and 1.76 + 0.01 A from x-ray diffraction of 
the crystal,'® agree with the calculated value, 1.77 A. Similar agree- 
ment is found for the B—Br bond length in bromediborane, B.H,Br: 


12 J, L. Hoard, 8. Geller, and W. M. Cashin, Acta Cryst. 4, 396 (1951). 

18 §, Geller and J. L. Hoard, Acta Cryst. 4, 399 (1981). 

“4S. H. Bauer, G. R. Finlay, and A. W. Laubengayer, J.A.C.S. 67, 33% (1945). 
is K.P. Coffin and S. H. Bauer, J. Phus. Chem. 59, 193 (19585). 

16 J). L. Coursen and J. L. Hoard, J.A.C.S. 74, 1742 (1952). 
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observed,!” 1.934 + 0.010 A: caiculated, 1.04 A. (Fer the structure 
of diborane see Chap. 19.) 


9-6. THE GEIDES AND ORYGEN ACIDS OF THE 
HEAVIER ELEMENTS 


The older conventicnal valence-bund formulas for an ion such as 
the sulfate ion, 
C= 


| 
A O=8-0- 
i 


involving single and double covalent bonds from the centrai atom to the 
surrounding oxygen atoms in numbers determined by tke position of 
the central atom in the periodic table, bave now fallen into genera] 
disuse, in consequence of the suggestion, originally made by Lewis in 
his 1916 paper and accepted by most subsequent investigators, tast 
the octet rule is to be applied to the sulfur atom and other second- 
row and heavier atoms, and that only four covalent bonds are to be 
represented in the electronic structures of the sulfate ion and similar 
ions: 


On considering the question of the structure of these icons frora the _ 
resonance point of view, we see that structure B, although it makes 
some contribution, is not of overwhelming importance, that other 
structures involving double bonds between the central atom and oxygen 
are significant, and that, the available evidence indicates that the older 
valence-bond formulas such as A, wiih the double bonds resonating 
among the oxygex atoms, making them equivalent, and with the bonds 
considered to have partial ionic character, represent the ions somewhat, 
more satisfactorily than the extreme structures of the type of B. 

The observed values of interstomie distances in the tetrahedral ions 
of the ortho oxygen acids of the second-row elements are giver in 
Table 9-2. They are 0.15 to 0.19 A Jess than the values caleulatet for 
the single-bond Jengths with the covalent radii and the correction for 


17 K. Hedberg, M. E. Jones, and V. Schomsker, 2nd Int. Congr. Cryst., Stock- 
holm, 1951; C. D. Cornwall, J. Chem. Phys, 18, 1118 (1950). 
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TABLE $-Z.-—INvTRRATOMIC Distancus 1n TerranevRau [ons MQ, 


Rene AARNE AO NCE a NO CA NE Sh A ORR PI AO OP COEDS AE AEE te eS te EE ae tr 
See a AE PO TE EE OE ll NE OE ON FOG OTE TH RETO FON a AS ame SOL mR eee Sees EU RR ye a Ai 


Si-—O in P---O in S-—O in Cil—O in 











Ee cme OF oe 








MOC TTT PO,--~ 50-- ClO. 

Ghserved 1.61 1.54 t.40 1.44 Ad 
Single-bond value 1.7 1.73 1.7 1.69 
Difference -- 0.16 —~ 0.19 -- 0.21 -~- 0.25 
Bond number 1,56 1.70 1.83 2.10 
Bond ionic character 0.51 0.39 0.22 0.06 
0.29 — 0.90 


Charge on central atom + 0.96 + 0.85 + 











RAR a SAREE AE 


¢ The average for many silicates is 1.62 + 0.02 A. J. V. Smith, Acta Cryst. 7, 
479 (1934), has reviewed the best values to that time and proposed 1.60 + 0.01 A. 

>The most relisble values for the P—-O distance in the phosphate group are 
1.588 Ain KH.PO, (neutron diffraction, G. E. Bacon and R. 8. Pease, Proc. Roy. 
Soc. London A226, 397 [1953]), 1.54 A in CaH PO, (G. MacLennan and C. A. 
Beevers, Acta Cryst. 8, 579 [1955]), and 1.54 A in BPO, (G. E. R. Schulze, Z. 
phyatk. Chem. B24, 216 [1934)). ; 

¢ The value 1.49 A has been reported in orthorhombic hydrazinium sulfate, 
N2H.SOu, by I. Nitta, K. Sakurai, and Y. Tomiie, Acta Cryst. 4, 289 (1951), and 
1.51 Ain sulfohslite, Nag(SO.),C1F (A. Pabst. Z. Krist. 89, 514 [134]; T. Wata- 
nabe, Proc. Imp. Acad. Tokyo 10, 575 [1934]). 

4 The average of values for LiClO,, LiClQ,- 3H:O, and KCiO,, R. J. Prosen and 
K. N. Trueblood, ucpubliched research, Univ. Calif., Los Angeles, and for 
OH, ClO, F. 8. Lee and B. B. Carpenter, J. Phys. Chem., in press. 


partial ionic character (Sec. 7-2), as given in the second row of the 
table. Hence structure B alone is unsatisfactory. In accordance 
with the discussion in earlier sections of the chapter, we may well expect 
that the bivalent oxygen atom in these ions will strive to share four 
valence electrons with the central atom, and that structures of the 
types C, D, E, and F will contribute largely to the normal state of the 
ion: 


a: oF 1 7 
CG i6-S=0: D 9 ae E ee F :0=8=0: 


70: 


* 
* 
s 


In these structures the formation of a double covalent bond with one 
oxygen atom may be correlated with the ionic aspect of the bond to 
another atom, so that the bond erbitals used by the sulfur atom have 
the normal sp* nature (with only the usual small amount of d and s 
character—Chap. 4); some use may also be made of the 3d orbitals, 
in sp*d or ap*d? bond orbitals. 
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Let us interpret the most accurately determined bond length in 
Table 9-2, that for the phosphate ion, 1.54 A, in terms of the assumed 
double-bond character.!8 The bond shortening 0.19 A corresponds to 
bond number 1.70 (Equation 7-6, with D; — D, = 0.21 A and D, — Ds 
= 0.34 A). The transfer of charge for 70 percent double-bond char- 
acter of each of four bonds is —2.80 to the phosphorus atom, which 
with consideration of the formal charge +1 for structure B would 
leave —1.80. If each bond has the amount of ionic character corre- 
sponding to the electronegativity difference of the two atoms, 39 per- 
cent (Table 3-10), the charge +2.65 is transferred thereby to the phos- 
phorus atom, which thus has a total residual charge of +-0.85. This 
value is a reasonable one; in Chapter 13 it is pointed out that the prop- 
erties of crystals of silicates and phosphates (failure to share edges 
and faces of XO, tetrahedra) indicate that the central atoms are elec- 
cally charged, and a charge not greater than 1 is compatible with the 
electroneutrality principle. 

Similar treatment of the other three ions leads to the values + 1.06, 
+0.29, and —0.90 for the residual charges on the Si, 5, and Cli atoms, 
respectively. The sequence +1.06, +0.85, +0.29, —0.90 for si, P, 
S, Cl is a reasonable one, in comparison with the increasing electro- 
negativity of the atoms, 1.8, 2.1, 2.5, 3.0, with oxygen 3.5, except that 
the negative value for Cl is unlikely. 

It has been shown by neutron diffraction’® that in orthorhombic 
KH.PO, the phosphorus atom has two oxygen atoms and two OH 
groups ligated to it. The corresponding P—O distances, 1.508 A and 
1.583 A, correspond to 92 percent and 48 percent of double-bond char- 
acter, respectively. The average is the same as for the four equiva- 
lent P—O bonds, 70 percent. A similar distortion (with one short 
bond, 1.52 A, and three longer ones, 1.57 + 0.02 A) has been reported 
in crystalline phosphoric acid.” | 

Very little accurate structural information about esters of the oxygen 
acids of the heavier elements has been reported. The molecule of 
tetramethyl orthosilicate, Si(OCHs),, has* Si--C = 1.64 + 0.08 A, 
C—O = 1.42 + 0.04 A, and angle Si—O—C = 118° + 2°. These 
values are approximately those expected from the foregoing considera- 
tions; the amount of double-bond character of the Si—O bonds is indi- 


18 This discussion closely resembles that given by L. Pauling, J. Phys. Chem. 
56, 361 (1952). For alternative discussions, see K. S. Pitzer, J.A.C.S. 70, 2146 
(1948); A. F. Wells, J. Chem. Soc. 1949, 55; W. E. Mofhtt, Proc. Roy. Soc. 
London A200, 409 (1950). ; 

19 G. E. Bacon and R. S. Pease, Proc. Roy. Soc. London A230, 359 (1955). 

20 J, P. Smith, W. E. Brown, and J. R. Lehr, J.A.C.S. 77, 2728 (1955). 

1K, Yamasaki, A. Kotera, M. Yokoi, and Y. Ueda, J. Chem. Phys. 18, 1414 
(1950). 


9-6 The Oxides and Oxygen Acids 323 


cated by the bond length to be about the same as for the silicate ion, 
and the Si—-O—-C bond angle lies between the value for twe single 
bonds, about 108°, and a duuble bond and a single bond, 114° (ee. 
4-3), 

The only accurate information about the structure of the phosphate 
di-ester group, which is important because of its occurrence in the 
nucleic acid chain, is that given by an x-ray investigation of dibenzyl- 
phosphoric acid.” The fw) bends to the esterificd oxygen stoms 
have length 1.56 + 0.01 A and O--P—O angle 104° + 2°. The 
P—OH bond and the fourth P—O bond have lengths 1.55 +.0.01 A 
and 1.47 + 041 A, respectively, and their mutual angle is 117°. 

The pyro, meta, and other poly acids of the second-row atoms con- 
tain MO, tetrahedra with shared corners (oxygen atoms). As ex- 
pected, the M—-O bond lengths for the shared oxygen atoms are greater 
than for the others. Thus in the triphosphate ion of the NasPsO:o 
crystal”? the P—O bond lengths to the shared oxygen atoms are 1.61 
+ 0.03 A (central phosphorus atom) and 1.68 + 0.03 A (outer phos- 
phorus atoms), and those for the cight unshared oxygen atoms are 
1.50 + 0.03 A. These values correspond to 35 percent, 13 percent, 
and 98 percent of double-bond character, respectively, and to the 
charge +0.94 on the central phosphorus atom and +-0.69 on the outer 
phosphorus atoms, nearly the same as for the orthophosphate ion, 
+0.85 (Table 9-2). The bond angle O—P—O for the bonds to the 
-shared oxygen atoms is 98° and the angle P—O—P is 121°. 

In the diphosphate (pyrophosphate) ion in NasP.O;-10H;0 the 
P—O bond lengths to the shared oxygen atom are 1.63 A and to the 
unshared oxygen atoms 1.47 + 0.02 A, and the value of the P--O—-P 
angle is .134°.%4 

Many minerals can be described as salts of polysilicic acids, with 
SiO, tetrahedra sharing corners with one another. Their structure is 
discussed in Chapter 13. | 

The Chlorate Ion and Related Jons.—-The conventional electronic 
structure for the chlorate ion is 


22 J, D, Dunitz and J. 8. Rollett, Acta Cryst. 9, 327 (1956). 
3D. R. Davies and D. E. C. Corbridge, Acta Cryst. 11, 315 (1958). 
2 1D. M. MacArthur and C. A. Beevers, Acta Cryst. 10, 428 (1957). 
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in which an unshared pair of electrons on the chicrine atom occupies 
one of its cuter orbitals. The ClL—O distance observed in NaClOs; and 
KCIQy is 1.46 + 0.G1 A, with bond angle 108.6° + 1.0°; ihe ion has a 
trigonal pyramidal configuration. This bond leagth corresponds to 91 
percent of double-bond character and resultant charge —0.73 on the 
chlorine atom. It might well be expected that the charge on the chlo- 
rine atom would be the same as in the perchlorate ion, +9.35, which 
would lead to 64 percent of double-bond character and predicted 
Cl—O bond length 1.51 A. 

Au experimental value* for the Cl—O bond length for the chlorite 
ion, ClO.~, is 1.57 + 0.03 A for NH,ClO,; the bond angie is 110° + 2°. 
The bond length corresponds to bond number 1.37 and charge +0.38 
on the chlorine atom, which is reasonable. 

It is of interest to note that in these complexes, as in the halogen com- 
pounds of the elements of the fifth and sixth groups, the bond angles 
have values close to those expected for single covalent bonds: 108.0° in 
the chlorate ion and 110° in the chlorite ion. 

It is probable that in the oxyacids of the heavier atoms, such as 
H.CrO., HzaMnO., HMnO,, and HSsO., the M—O bonds have a large 
amount of double-bond character, and that the properties cf the acids 
are influenced by this to some extent. 

The Strengths of the Oxygen Acids.—The strengths of acids are, of 
course, closely related to their molecular structure. It is interesting 
that the acid constants of acids involving a central atom to which oxy- 
gen atoms and hydroxyl groups are ligated are given roughly by twa 
simple rules.?? 

Rule 1. The successive acid constants K,, Ke, Ks, - + - of @ polyprotic 
acid are in the ratios 1:10-5:10-*° .--. For phosphoric acid, for ex- 
ample, the first ionization constant has the vaiue 0.75 & 107%, the 
second 0.62 * 1077, andthe third 1 X 107, Wesee that these three 
constants are closely in the ratio 1:107-5:10-"°. 

For sulfurous acid, H,SO,, the first and second constants have the 
values 1.2 < 10-7 and 1 & 10~-', which are again in the ratio 1:107°. 
It is found that this rule, that each ionization constant of » acid is 
106,000 times smaller than the preceding one, holds weli for all of the 
acids of the class under consideration. 


2%. G. Dickinson and E. A. Goodhue, J.A.C.S8. 43, 2045 (1921); W. H. 
Zachariasen, Z. Krist. 71, 517 (1929); J. G. Bower, R. A. Sparks, and K N. 
Trueblood, unpublished research, Univ. of Calif., Los Angeles. 

26 R. B. Gillespie and K. N. Trueblood, unpublished reaserch, Univ. of Calif., 
Los Angeles. 

37 T,, Pauling, General Chemistry, W. H. Freeman and Co., San Francisee, 
1947; School Science and Math. 1953, 429. 
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TABLE 9-3.--SreeNnerys or Oxvracen Acips 
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First class: Very weak acide, X(OH}, or H,AO, 
Virst acid constant about 107° or ieaa Ky 


Hypochlorous acid, HCIO 9.6 «107-7 
Hypobromous acid, HBrO 2 *id-9 
Hypoiodous acid, H1O Lk 167 
Silicie acid, HSiO, 1 X1G-0 
Germanic acid, 11,GeOQ, 3 *ia-s 
Boric acid, H,BOs 5.8 X1Q-0 
Arsenious acid, H,As0; § xX 10-10 
Antimonous acid, HsSbC,; 197! 


Second class: Weak acids, XO(OH), or Hp~Z Oni: 
First acid constant about 10-7 Ky, 


Chlorous acid, HClO: i 107% 
Sulfurous acid, H:80; 1.2 «10-3 
Phosphoric acid, H;PO, 0.75 X1077 
Phosphorous acid, U.HPO,: 1.6 K107 
Hypophosphorous acid, HH:POs 1 107 
Arsenic acid, H,AsO, 0.5 «10 
Periodic acid, HaIO; 2.3 107% 
Nitrous acid, HNO, 0.4510" 
Acetic acid, EC.H;0, 1.80 10-& 
Carbonic acid, H:CQ; 0.45 X10-* 
Third class: Strong acids, XO.(OH), or Up XOa4, 
First acid constant about 108 
Second acid sonatant about 10-7 Ky Ky 
Chloric acid, HCO; Large. 
Sulfuric acid, H.SO, Large 1.2107 
Selenic acid, H.Se9, Large 1 107% 
Fourth class: Very strong acids, XO;(OH), or HaXOn4s 
First acid constant about 10° 
Perchloric acid, HCIO, Very strong 


Permanganic acid, HMn0, Very strong 
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Rule 2. The value of the first ionization constant is determined by the 
formule of ihe acid, written as XO,(OH).: tf m ts zero (no excess of oxygen 
atoms over hydrogen atoms, us in B(OR);) the acid is very weak, with 
Kis107; for m = 1 the acid is weak, with Ky & 10%; form = % the 
acid is strong, with K, & 10°: for m = 3 the acid is very strong, with 
Ay = 108, ~ 

It is interesting that the same factor, 10-5, occurs in this rule as in 
Rule 1. : 

The application of the rule is shown by the constants given in 
Table 9-3. 
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The first rule can be understood as reflecting the increase in electric 
attraction of the negative ion for the positive proton with increase in 
the degree of ionization. An explanation of the second rule can be 
given by the following argument: Let us consider the acids HClO, 
HC10., HC103, and HC1O,4. According to the second rule the first acid, 
hypochlorous acid,-should be a very weak acid, the second acid, chio- 
rous acid, should be a weak acid, the third acid, chloric acid, should be a 
strong acid, and the fourth acid, perchioric acid, should be a very strong 
acid. If hypochlorous acid, HClO, ionizes, the negative ion that is 
formed, C]O-, has its negative charge concentrated on a single oxygen 
atom. The force of attraction of the proton to this oxygen atom would 
be characteristic of the force that leads to the formation of an O—H 
valence bond. Now let us consider chlorous acid. In the chlorite ion, 
C1O.-, the negative charge is divided between two oxygen atoms, and 
as the proton approaches one of the oxygen atoms, in the formation of 
the O---H bond in chlorous acid, the attraction would be expected to be 
smaller than in the case of hypochlorite ion. ‘The acid constant for 
chlorous acid would accordingly be expected to be larger than that for 
hypochlorous acid. Similarly, in the chlorate ion, ClO;~, formed by 
ionization of chloric acid, the total negative charge would be divided 
among the three oxygen atoms, and the attraction of one of the oxygen 
acids for an approaching proton would be still smaller, corresponding 
roughly to that for one-third of a negative charge, rather than for one- 
half of a negative charge for chlorite ion and one negative charge for . 
the hypochlorite ion; this would be expected to cause chloric acid to be 
a still stronger acid than chlorous acid. The same argument leads us 
to expect perchloric acid to be still stronger than chloric acid. 

It is seen that all of the acids listed in the first section of Table 9-3 
have one hydrogen atom for every oxygen atom: their formulas are of 
the types CI(OH), As(OH)s, and Si(OQH).. 

In the second part of Table 9-3, the class of weak acids with first acid 
constant about 10-*, there are several acids in which the number of 
hydrogen atoms is one less than the number of oxygen atoms. These 
include acids such as chlorcus acid, CIO(OH); sulfurous acid, SO(OH),; 
phosphoric acid, PO(OH)s; and periodic acid, IO(OH)s. 

Also given in this class are two acids, phosphorous acid and hypo- 
phosphorous acid, which seem to be out of place, inasmuch as their for- 
mulas, HzPOs and H;PO,, seem not to put them in this class. Their 
acid constants, 1.6 * 107? and 1 X 40-?, respectively, are, however, 
appropriate to the class, and an explanation must be sought for the ap- 
parent abnormality. The explanation is that one of the hydrogen 
atoms in phosphorous acid is bonded directly to the phosphorus atom, 
and two of the hydrogen atoms in hypophosphorous acid are banded 
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to the phosphorus atom. The correct structural formula of phospho- 
rous acid is HPO(OH)s; this formula shows that the phosphorus atom 
has, in addition to a hydrogen atom directly bonded to it, one oxygen 
atom and two hydroxyl groups bonded to it. The structural formula 
for hypophosphorous acid is H2PO(OH); in this acid the phosphorus 
‘atom has two hydrogen atoms and one oxygen atom bonded to it, as 
well as one hydroxyl group. There is independent evidence of several 
sorts, obtained from physical chemical experiments, to show that in 
these acids there are hydrogen atoms bonded directly to phosphorus. 
The ions of these acids—phosphite ion, HPO;~~, and hypophosphite 
ion, H,PO.~~—represent intermediate structures between the phos- 
phate ion, PO,~~—~, and the phosphonium ion, PH,*+. In eaeh of these 
ions there is a phosphorus atom bonded to four other atoms, hydrogen 
or oxygen, which surround it tetrahedrally. 

Nitrous acid, acetic acid (as well as the other carboxylic acids), and 
carbonic acid deviate somewhat from the simple rulé in the values of 
their acid constants. The deviation for nitrous acid and the carboxylic 
acids can be attributed to their electronic structure—the tendency of 
first-row atoms to form stable double bonds more easily than heavier 
atoms. For carbonic acid the low value of the first acid constant is due 
in part to the existence of some of the unionized acid in the form of dis- 
solved CO, molecules rather than the acid H,CO;. It has been found 
that the ratio of the concentration of dissolved CO, molecules to H:COs; 
molecules is about 25, so that the true acid constant for the molecular 
species H,CQ; is about 2 * 10-4. 

Oxygen acids that do not contain a single central atom have strengths 
corresponding to reasonable extensions of the rules, as shown by the 
following examples: 


Very weak acids: K; = 10~7 or less Ky Ke 
Hydrogen peroxide, HO—-OH 2.4 * 107” 
Hyponitrous acid, HON—-NOH 9 «10° %1| X10-2 
Weak acids: K; = 107? 
Oxalic acid, HOOC-—-COOH 5.9% 107? 6.4 107%. 


For hyponitrous acid and oxalic acid the second ionization constant 
is only about 10~* times the first one, rather than 10-*, as in the case 
with acids with a single central atom. The larger value of the second 
ionization constant for these acids can be explained as resulting from a 
smaller effect of the negative charge produced by the first ionization, 
because of its larger distance from the second hydroxy] group that is 
undergoing ionization. 

The arguments that have been presented to explain the two simple 
rules that represent reasonably well the observed strengths of the oxy- 
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gen acids do not in fact account for the simple form of these rules. We 
may consider that it is a fortunate circumstance that the successive 
ionization constants for a single polyprotic acid have the same ratio, 
10-5, and also that the first ionization constants for oxygen acide of the 
various sorts discussed in Table 9-3 have the same ratio, 10-°, which 
happens also to be equal to the ratio for the first rule. It is this fact 
that has made it possible to summarize the acid constants in such a 
simple way and that makes the two rules easily remembered and easily 
used, without confusion. 

The acid constants of the hydrohalogenic acids are discussed in Ap- 
pendix XI. 

Sulfuryl Fluoride and Related Molecules.—-The substitution of halo- 
gen for hydroxy] in these acids resuits in molecules in which the oxygen 
and halogen atoms are attached to the central stora by bonds similar 
in character to those in oxygen acids and the halides. Sulfuryl fluoride, 
SO.F2, which has been carefully studied by microwave spectroscopy,”® 
has distances S—O = 1.405 + 0.003 A and S—F = 1.530 + 0.003 A 
and angles O—-S—O = 123°58’ + 12’ and F—S—F = 96°7’ + 10’. The 
S—O distance is 0.105 A Jess than that in the sulfate ion, 0.295 A less 
than the single-bond value. It corresponds to bond number 2.38, and 
hence, with consideration of the 22 percent partial ionic character of 
the bonds, to the charge —0.24 on each oxygen atom. Moreover, the 
S—F distance corresponds to bond number 1.33, and hence, with con- 
sideration of the 48 percent partial ionic character, also to the charge 
—0.24 on each fluorine atom. The charge on the sulfur atom is +-0.96. 
Thus the interatomic distances correspond to o structure agreeing well 
with the electroneutrality rule and the electronegativities of the atoms. 
The increase in the charge on the sulfur atom from +0.70 in the sulfate 
ion to +0.96 in sulfury! fluoride reflects in a reasonable way the replace- 
ment of two oxygen atoms by atoms of the more electronegative ele- 
ment fluorine. 

The value of the O—S—O angle, much larger than that of the 
F—S-—F angle, reflects the large amount of double-bond character in 
the S—-O bonds. 

In many other molecules of this sort also, such as POF;. POCl,, 
PSF, PSCl;, and SOF, the bond lengths and bond angles agree to 
within their experimental uncertainties with the values expected for 
structures with the amounts of double-bond character indicated by the 
atomic electronegativities and the electroneutrality principle. For 
example, for the molecules PSCl;, PSF;, PSBr.F, and PSBrs the ob- 


8D, R. Lide, Jr., D. BE. Mann, and R. M. Fristrom; J. Chem. Phys. 26, 734 
(1957). 
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served P—S bond lengths lie in the range 1.85 A to 1.89 A; the calcu- 
lated bond length for bond number 2.08, which makes the sulfur atom 
electrically neutral, is 1.87 A. 

Oxides of the Heavier Elements.— The structures of the oxides of 
the heavier nonmetallic elesnents are similar to those of the oxygen 
acids. In sulfur dioxide the S-~-O distance is observed®? to be 
1.432 + 0.001 A, which is somewhat less than thet in the gulfate ion. 
The value of the O—S-—-O bond angle, 119.54°, lies close to that ex- 

fF 303 0: 
Va 
pected for the structure {:S Js . The bond length cor 
. \ =~ 
O: 70: 
responds to bond number 2.34 and residual charges +-0.36 on the sulfur 
atom and —0.18 on each oxygen atom. This charge distribution leads 
to 1.25 D for the electric dipole momeut of the molecule (with neglect 
of contributions by unshared electron pairs), somewhat smaller than 
the observed value,”* 1.59 + 0.01 D. 


0: 
nee 
Sulfur trioxide, for which the structure SO: in resonance with 
/ 
~:0 ; 
other structures may be written, has, as expected, a planar structure 
with bond angles 120°. The S—-O bond length®* is 1.43 + 0.02 A, 
equal, to within experimental error, to that in SO2. The calculated 
bond number is therefore the same, 2.34, as is the charge on the oxygen 
atoms, —0.18, that on the sulfur atom being +-0.54. 

Sulfur trioxide easily polymerizes to form the trimer 8,0, and also 
an infinite asbestos-like polymer. In these polymers each sulfur atom 
is surrounded by a tetrahedron of four oxygen atoms, two af which are 
shared with other tetrahedra. The S—O bond lengths fcr the un- 
shared oxygen atoms are 1.40 A for the trimer® and 1.41 A for the in- 
finite polymer.*? These values correspond to bond number about 2.5 
and zero charge on the oxygen atoms. For the shared oxygen atoms 
the bond lengths are between 1.59 A and 1.63 A, corresponding to bond 
number about 1.26 and zero charge on the oxygen atoms. 

The sulfur bond angles, about 125° for the two unshared oxygen 


2 D. Kivelson, /. Chem. Phys. 22, 904 (1954); G. F. Crable and W. V. Smith, 
ibid. 19, 502 (1981); M. H. Sirvetz, cbzd. 938. 

30K. J. Palmer, J.A.C.S. 60, 2360 (3938). 

1H, C.J. De Decker and C. H. MacGiliavry, Rev. trav. chim. 60, 153 (1941). 

2. Westrik and C. H. MacGillavry, Acta Cryst. 7, 764 (1954). 
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Fig. 9-1.-——The structure of the 
molecules P.O, and As,O,. Large 
circles represent phosphorus or 
arsenic atoms, small circles oxygen 
atoms. 





Fig. 9-2.—The  strue- 
ture of the molecules P,Oio 
and P,O.S., showing the 
positions of attachment of 
the four oxygen or sulfur 
atoms to the P,O, frame- 
work, 





atoms and 100° for the two shared oxygen atoms, reflect the larger 
amount of multiple-bond character for the bonds to the unshared 
atoms. 

The molecules P,O., P,Oic, and AsO. have interesting configura- 
tions. In P,O, and As,O¢ the four phosphorus or arsenic atoms are at 
the corners of a tetrahedron, each bonded to three oxygen atoms along 
the tetrahedron edges (Fig. 9-1). The values of the P—-O and As—O 
distances, 1.65 and 1.74 A, respectively, indicate 22 percent and 10 per- 
_eent, respectively, of double-bond character for the bonds.- This 
makes itself evident also in the values of about 126° observed for the 
P—O-—P and As—O—As bond angles. The P.O; molecule is closely 
similar to the P,Q. molecule in structure, with the addition of an oxy- 


33 1,, R. Maxwell, S. B. Hendricks, and L. 8. Deming, J. Chem. Phys. 5, 626 
(1937); G. C. Hampson and A. J. Stosick, J.A.C.S. 60, 1814 (1938). 
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gen atom to each phosphorus atom, completing the PO, tetrahedra 
(Fig. 9-2). These unshared oxygen atoms are at the surprisingly small 
distance 1.39 A from the adjacent, phosphorus atoms. in the P,O,S, 
molecule, which has a similar structure,** the P—S distance is also very 
short, having the value 1.85 A. The P—-O distance, 0.34 A less than 
the single-bond length, corresponds to a triple bond. The partiai ionic 
character of the bonds, 39 percent, then leads to the charge —0.17 on 
the unshared oxygen atom. The P—S distance is close to the value 
1.87 A mentioned above (in the discussion of PSCls, etc.) as corre- 
sponding to electrical neutrality for the sulfur atom. The phosphorus 
bond angles in P.O, 116.5° between the triple bond to the unshared 
oxygen atom and the bond (about 25 percent double-bond character; 
bond length 1.62 A) to a shared oxygen atom, and 102.5° for two bonds 
to shared oxygen atoms, show the expected effect of the difference in 
character of the bonds. 

Similar structural features have been found in many other oxides 
of the heavier metals. 


9-7. THE STRUCTURE AND STABILITY OF CARBONYLS AND 
OTHER COVALENT COMPLEXES OF THE TRANSITION METALS 


The problem of the stability of the complexes of the transition metals 
was for many years a puzzling one. Why is the cyanide group so facile 
in the formation of complexes with these elements, whereas the carbon 
atom in other groups, such as the methyl group, does not form bonds 
with them? Why do the transition metals and not other metals 
(beryllium, aluminum, ete.) form cyanide complexes? In the ferro- 
cyanide ion, [Fe(CN),.]~-—~, for example, the iron atom has a formal 
charge of 4-, on the assumption that it forms six covalent bonds with 
the six ligands; how can this large negative charge be made compatible 
with the tendency of metals to lose electrons and form positive ions? 

The answers to these questions and other questions about the transi- 
tion-metal complexes have been provided by a new idea about their 
structure, developed in 1935 to account for the bond lengths observed 
in the nickel tetracarbonyl molecule. This idea is that atoms of the 
transition groups are not restricted to the formation of single covalent 
bonds, but can form multiple covalent bonds with electron-accepting 
ligands by making use of the 3d (or 4d, 5d) orbitals and electrons of the 
transition metal. 

The structure of nickel tetracarbony] has been discussed briefly in 
Section 5-9. It was pointed out that the observed diamagnetism is 
compatible with the structure A: 


“A. J. Stosick, J.A.C.S. 61, 1130 (1939). 
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With this structure the nickel atom has achieved the krypton eleciron 
configuration: its outer sheil contains five unshared pairs (in the five 3d 
orbitals) and five shared pairs (occupying the 4s4p* tetrahedral bond 
orbitals). The Ni-—-C bond length expected for this structure is about 
2.18 A as found by use of the tetrahedral radius 1.39 A obtained by 
extrapolation from the adjacent values in Table 7-13 (Cu, 1.35 A; Zn, 
1.31 A}, . 

When an tuvestigation of the structurc of the molecule was carried 
out, by the ciectron-diffraction method, it was found®™ that the molecule 
has the tetrahedra! configuration predicted for structure A, but that 
the interunclear distance is surprisingly small, only 1.82 +: 0.03 A. 

The smali distance suggests that the bonds have multiple-bond char- 
acter, corresponding to resonance of structure A with other structures 
of types 8, CD, and BE: 
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31 0, Benoeasy and PL OL Crass, J Chem Phys. 4, 828 (1935). Spectro- 
scupic evidence verifying the teivziecrai conBguration bas been reported by 
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The double bonds Ni==C are formed by use of the 3d orbitals and asso- 
ciated electrons of the nickel atom. For example, for the structures of 
type C the six bond orbitals of the nickel! aterm are asp) hybrids, and 
the other three 3d orbitals are cecupied by unshsred pairs, and for 
atructuce # there are eight d‘sn® bond orbitals and one unshared pair. 

There is unceriabity in the determinatios of the amount of double- 
bond character of the bonds, tn part because of the dependence of the 
nickel radius on the amount of @ characicr of the bond orbitals. For 
structures C we may use the d@sy* value 1.21 A (as given for Ni(iV) in 
Table 7-15); with the correcticn —G.1¢ A. for 50 percent double-bond 
character this gives the Mi---C bend iength 1.86 A. Similarly, for 
structures D the d’sp' radius 1.15 A (Table 7-18) with correction —0.17 
A for 75 percent double-bond character gives 1.74 A. The observed 
valhie lies between these two. ‘The electronegativity principle suggests 
about 78 percent of double-bond character (which gives zero charge for 
the nickel atom, with the assumption that all bonds have 12 percent of 
ionic character, corresponding to the C-—Ni electronegativity difference 
0.7). We conclude that the nickel-carbon honds in nickel tetracar- 
bony! have a large amount of double-bond character, and that it is this 
structural feature that accounts for their stability .* 

The ion [Ni(CN),]—-~~~, isoelectronic with Ni(CO),, can be made by 
reduction with potassium of [Ni(CN),]|~~ in liquid ammonia solution.” 
Its infrared spectrum*® corresponds to the expected tetrahedral struc- 
ture. The value of the C—N stretching vibrational frequency shown 
by the spectrum, 1985 cm~’, is considerably greater than the value for 
[Ni(CN),]-~, 2185 cm. From this comparison it can be concluded* 
that the C---N bond hss more double-bond character in [Ni(CN),]-~~~ 
than in [Ni(CN)s}7~~. It was pointed out by Amr El-Sayed and She- 
line®* that this conclusion agrees with expectation from the electroneu- 
trality principle. The calculation given above for Ni(CQ),, leading to 
78 percent partial ionic character for the Ni—C bonds, applies also to 
[Ni(CN),]---~. A similar calculation for (Ni(CN),]—~~ leads to 34 
percent partiai ionic character (for electroneutrality of the nickel 


atom); we conclude that the structure Ni=-C==N: makes a larger con- 





et 


B. L. Crawford, Jr., and P. C. Cross, ibid. 6, 525 (1938), and B. L. Crawford, 
Jr., and W. Horwitz, ibid. 16, 147 (1948). 

3¢ Hybrid orbitals for uickel tetracarbonyl bave been discussed by G. Gia- 
cometti, J. Chem. Phys. 23, 2068 (1955), who reaches the conclusion that with 
dap hybrid orbitals the bonds can have as much as 75 percent of double-bond 
character. 

27 J. W. Easter and W. M. Burgess, J.A.C.S, 64, 1187 (1942). 

33M. F. Amr El-Sayed and R. K. Sheline, J.A.C.S. 80, 2047 (1958). 
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tribution, and Ni-—C==N: a smaller, for [Ni(CN),|~~~7~ than for 
[Ni(CN),]-~, as is indicated by the C-—-N vibratienal frequencies.* 

The molecules CO(CO)3NO and Fe(CQi2(NO)., which are isoelec- 
tronic with nickel tetracarbony], have structures of the same type, the 
interatomic distances being observed** to have the values Co—C = 1.83, 
Fe—C = 1.84, Co—N = 1.76, Fe--N = 1.77, C—O = 1.15, and 
N—O = 1.11 A. Similar tetrahedral structures have also been found“ 
for the isoelectronic iron and cobalt carbonyl hydrides HCo(CO), and 
H.Fe(CO),, with interatomic distances Co--C = 1.75 and 1.83 A, 
KFe—C = 1.79 and 1.84 A, and C—-O = 1.15 A. These bond lengths 
indicate that the bonds are similar to those in nickel tetracarbonyl. 
There is some question about the positions of the hydrogen atoms in the 
last two compounds. The electron-diffraction study“ was made on 
the assumption that they are bonded to oxygen atoms of the carbony] 
groups. However, no absorption corresponding to the O—H stretch- 
ing vibration has been found in the infrared spectrum. Hieber‘ pro- 
posed that the hydrogen atoms are bonded to the metal atom, and 
Edgell and his coworkers,“ who feend that the C-—O vibration in 
HCo(CO), is split into three bonds in the infrared spectrum, suggested 
that the proton is bonded not cnly to the cobalt atom but also to the 
carbon and oxygen atoms of three carbonyl! groups. Splitting of the 
infrared frequencies of H,le(CO), (as compared with [Fe(CO).]~~) 
has been reported also.“4 The acid constants of Hal’e(CO), are 
K, = 4 X 10-°and Kz, = 4 X 107"; salts KHFe(CO), and K,Fe(CO), 
have been made.® The two acid constants differ by such a great 
amount that it is probable that the two hydrogen atoms are bonded 
to the same atom, which would surely be the iron atom and not an oxy- 
gen atom. This evidence and evidence from the nuclear magnetic 
resonance spectrum have been advanced“ in support of the bonding of 
hydrogen to the metal atoms. One theoretical study‘*’ has indicated 
that the Co—H bond length is 2.0 A, and another‘? has indicated a 


3° In [Ni(CN),]~ ~~~ nickel has oxidation-number 0 and in [Ni(CN)4] ~~ +2; 
the intermediate oxidation state, +1, is represented in [Nik(CN)s]~—~~—~, the 
structure of which is discussed in Sec. 11-15. 

40 L. O. Brockway and J. 8S. Anderson, Trans. Faraday Soc. 33, 1233 (1937). 

“ kh. V. G. Ewens and M. W. Lister, Trans. Faraday Soc. 35, 681 (1938). 

42 W. Hieber. Angew. Chem. 49, 463 (1936). 

40 W. F. Edgell, C. Magee, and G. Gallup, J.A.C.S. 78, 4185 (1956). 

“ HW. Stammreich, reported by F. A. Cotton, J.A.C.S. 80, 4425 (1958). 

4 P. Krumholz and H. M. A. Stettiner, J.A.C.S. 71, 3035 (1949). 

‘© R. A. Friedel, I. Wender, S. L. Shufler, and H. W. Sternberg, J.A.C.S. 77, 
3391 (1955); F. A. Cotton and G. Wilkinson, Chem. & Ind. (London), 1956, 
1305. 

7W.F. Edgell and G. Gallup, J.A.C.S. 78, 4188 (1956). 

48 F, A. Cotton, J.A.C.S. 80, 4425 (1958). 
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value Jess than 1.2 A. It is probable that the values for Co—H and 
fe-—H are close to those found in the diatomic gas molecules Co---H 
and Fe—H, which are 1.54 A and 1.48 A. respectively; those values are 
close to those given by the covalent, radii (Chap. 7). If the carbonyl 
groups were at tetrahedral angles, the hydrogen atom would be only 
about 2.8 A from three oxygen atoms and 1.9 A from three carbon 
atoms. ‘The interaction with the carbon atoms would be great, prob- 
ably distorting the molecule to increase the hydrogen-carbon distance. 
It seems not unlikely that HCo(CO), bas a configuration approximat- 
ing the trigonal bipyramid and H.Fe(CO), one approximating the 
octahedron. 

Other substitution products of nickel tetracarbonyl have also been 
reported; examples‘? are o-phenylene-bisdimethylarsine-dicarbonyl 
nickel and dipyridyl-dicarbonyl nickel. The infrared spectra indicate 
that bonds formed by the carbonyl groups are similar to those in nickel 
tetradarbonyl. 

For iron pentacarbonyl, Fe(CQO)s, a trigonal bipyramidal structure 
has been reported.®” The value found for the Fe—C distances, 1.84 A, 
shows that the bonds iu this molecule also have considerable double-— 
bond character. 

An electron-diffraction investigation of Cr(CO)s, Mo(CO)., and | 

7(CO)« has been carried out by Brockway, Ewens, and Lister." The 
molecules are regular octahedra, with Cr—C = 1.92, Mo—C = 2.08, 
and W—C = 2.06 A (all +0.04 A). These values are about 0.10 A 
less than those for single bonds, indicating that the bonds have some 
double-bond character. 

The discovery that the iron-group elements can form bonds which 
have in part the character of multiple bonds by making use of the or- 
bitals and electrons of the 3d subshell, while surprising, need not be 
greeted with skepticism; the natural formula for a compound RCO is 
that with a double bond from R to C, and the existence of the metal 
carbonyls might well have been interpreted years ago as evidence for 
double-bond formation by metals. The double-bond structure for 
nickel tetracarbonyl (structure #) was in fact first proposed by Lang- 
muir? in-1921, on the basis of the electroneutrality principle, but at 
that time there was little support for the new idea. 

The single-bonded structures are not to be ignored; they seem to 
play a determinative part with respect to the stereochemical properties 


491%.8. Nyholm and L. N. Short, J. Chem. Soc. 1953, 2670. 

6° wens and Lister, lac. cit. (41). 

S| L. O. Brockway, R. V. G. Eweus, and M. W. Lister, Trans. Faraday Soc. 
34, 1450 (1938). 
 ¥ Lengmuir, Science 54, 59 (1921). 
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of the central atom, as discussed in Chapter 5. Nickel tetracarbonyl 
and its isosteres, for example, are tetrahedral in configuration, whereas 
the nickel cyanide complex ion [INi(CN},]~~, in which the nickel-carbon 
bonds also have some double-bond character, is square, this difference 
being that predicted by discussion of the nature of the orbitals used in 
the formostion of single bonds. 

In many metal carbonyls containing two or more metal atoms there 
are metal-metal bonds. The struciures of some of these molecules will 
be discussed in Chapter li. The metal cyciopentadienyls and similar 
molecules involving fractional metal-carbon bonds will be discussed in 
Chapter 10. 

The Cyanide and Nitro Complexes of the Transition Elements.—The 
structural formula usually written for the ferrocyanide ion, 





with single covalent bonds from the iron atom to each of the six carbon 
atoms, is seen to be surprising in that it places a charge of 4— on the 
iron atoms, whereas iron tends to assume a positive charge, as in the 
ferrous ion, and not a negative charge. Now the cyanide group is an 
electronegative group, and the Fe—C bonds accordingly have some 
ionic character, which, however, can hardly be great enough to remove 
the negative charge completely from the iron atom. As suggested by 
the discussion of the metal carbonyls in the previous section, we assume 
that the cyanide group in this complex can function as an acceptor of 
electrons, and that the bonds resonate among the following types: 


A Fe (CN)- 
B Fe:C:::N: 
C Fe::C::N: 


The first of these represents an electrostatic bond between the iron 
atom and the cyanide ion, the second a single covalent bond from iron 
to carbon, and the third a double covalent bond, with use of another 3d 
orbital of the iron atom, with its pair of electrons. The first and the 
third of these place a negative charge on the cyanide group, and the 
second leaves the group neutral. Resonance among these with the 
second structure contributing only about one-third would make the 
iron atom in the complex electrically neutral, the negative charge 4- 
being divided among the six cyanide groups. The magnitude of the 


9-7 Structure and Stability of Carbonyls 337 


contribution of the third structure could be found from the value of the 
Fre—-C distance, which, however, has not been accurately determined. 

{t is interesting to note that by using all of the 3d, 43, and 4p orbitals 
of the iron atom the valence-bond structure 8 


Tt N: 
i oe 
, 
|| 7 
B > Naet.—-Pe==U==N 3 
A | 


can be written for the ferrocyanide ion. This structure (which is, of 
course, in resonance with the equivalent structures obtained by redis- 
tributing the bonds) gives the iron atom a negative charge of only unity, 
dividing the residual charge 3—- among the six nitrogen atoms, each of 
which then has the charge 4; and it is probable that the ionic character 
of the bonds is great enough to transfer further negative charge also to 
the nitrogen atoms, making the iron atom neutral or even positive. 
The structures of this type, involving some iron-carbon double bonds, 
are without doubt of greater significance to the normal state of the com- 
plex ion than the conventional structure A written at the beginning of 
this section; it may well be convenient, however, to continue to repre- 
sent the complex ion by the conventiona! structure, just as for conven- 
ience the benzene molecule is often represented by a single Kekulé 
structure. 

For other anionic cyanide complexes of the transition elements, such 
as [Fe(CN)s]--~, [Co(CN)s]---, [Mn(CN)s}*-, [Cr(CN)s}*, 
[Mi(CN),]-7, [Zn(CN),] ~~, and [Cu(CN).}-, and the analogous com- 
plexes of the elements of the palladium and platinum groups, similar 
structures involving partial double~-bond character of the metal-carbon 
bond can be written. 

The nitrosyl group and the nitro group also are able to accept an 
additional pair of binding electrons, and the bonds in complexes such as 
(Fe(CN);NO}--, [Co(NH.)sNOj+*+, and [Co(NO2)ej-~~ have to a - 
considerable extent the character of the structures 
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The crystal hexamethylisocyanide-iron(II) chloride trihydrate, 
Fe(CNCHs3)«Cle-3H.0, contains the octahedral complex [Fe(CNCHs).|++ 
with the bond length Fe—C equal to 1.85 A, corresponding to about 50 
percent of double-bond character.*> The bonds in the complex may be 


be described as involving resonance between Fe—-C==_N—CHs and 


Fe==C==N—CH3. For each of these structures the Fe—C—WN angle 
should be a straight angle, as is observed. The two structures corre- 
spond to the values 180° and 114° (Sec. 4-8) for the angle at the nitro- 
gen atom, however, and for the resonance structure an intermediate 
value would be expected; the value reported is 173°. 

For a complex such as [Co(NHs).¢]**++, containing six amino groups, 
structures involving metal-nitrogen double bonds cannot be foermu- 
lated. The stability of these complexes is to be attributed to the large 
amount of ionic character of the single bonds between the metal atom 
and its ligands, as discussed in Section 5-7. The atoms and groups 
that oceur in the octahedral complexes of cobalt are in the main 
strongly electronegative; they include NH:, OH2, (OH)~, (O.)~~ (per- 
oxide), H:NCH.zCH.NH, (ethylenediamine), (C:0,)~~ (oxalate), 
(NO;3)—, (SO4) --, and others. The atoms bonded to cobalt in all of these 
groups have about the same electronegativity (that of N+ in M—-Nt+H,, 
for example, being not much different from that of O in M—OH, etc.). 
The somewhat less electronegative chlorine and bromine atoms can also 
be introduced, but only to a limited extent (occupying a maximum of 
two of the six positions), whereas the still less electronegative iodine 
atom cannot be introduced. 

The interatomic distances observed in these complexes are compat- 
ible with this structure; the value Co—N = 1.95 i + 0,02 A for the 
ammonia ligands has been found in the crystals M[Co(NHs3)e(NOz)a], 
with M = Ag, K, and NHg, and nearly the same value has been re- 
ported for several other crystals. The value 1.96 A + 0.02 A has been 
found®* for the nitro ligands in these crystals; we conclude from com- 
parison with the value for the ammonia ligands that the structure 


O: 
ee a 
M==N makes very little contribution. 


QO: 
To summarize: we attribute the stability of the octahedral complexes 


53H. M. Powell and G. W. R. Bartindale, J. Chem. Soc. 1945, 799. 
« G. B. Bokii and E. A. Gilinskaya, Izvest. Akad. Nauk S.S.S.R. 1953, 238. 
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of cobalt to the removal of the negative charge assigned to the central 
atom on the basis of a normal covalent single-bonded structure from it 
to the surrounding electronegative groups; in the case of cyanide group, 
and to a smaller extent the nitrosyl and nitro groups, the transfer of 
charge is also accomplished in part by the formation of double bonds 
from the cobalt atom to the attached groups. 

The iron-group elements are electropositive, tending to form positive 
ions; and this property is reflected in the nature of the complexes that 
they form. The metals of the palladium and platinum groups, on the 
other hand, have little tendency to form positive ions, but prefer to 
remain neutral or even to become negative; this characteristic is indi- 
cated by their position (2.2) in the electronegativity scale. In conse- 
quence these elements can form covalent octahedral complexes not only 
with cyanide, ammonia, hydroxide, and related groups but also with 
chlorine, bromine, and even jodine atoms. In the hexachloroplatinate 
ion, [PtCig}-—, the ionic character of the bonds removes some of the 
negative charge from platinum to chlorine; but in the hexaiodo-osmiate 
ion, [OsIg]-~—~, the bonds to the weakly electronegative iodine atoms 
can have little ionic character and a good part of the negative charge 
would be left on the central atom; some of the negative charge may be 
removed by the contribution of double-bond structures involving a 
fifth outer orbital of the halogen atom (See. 9-4). 

Molybdenum and tungsten are classed with the elements of the pal- 
ladium and platinum groups rather than with those of the iron group 
with respect to nobility, and they are to be similarly classed with re- 
spect to complex formation. The stability of the complex ions 
[Mo(CN),]-~~- and [Mo(CN)s|-~~~ and their tungsten analogs can- 
not be attributed to double-bond formation, because of the smal] num- 
ber of 4d electrons; these complexes presumably involve eight single 
covalent, bonds with some ionic character, which transfer some of the 
negative charge from the central atom to the attached groups. The 
fact that the large ligancy eight is shown in combination with cyanide 
and not with chloride has probably a steric explanation. In the cya- 
nide groups with structure M:C:::N: all of the carbon electrons are 
concentrated closely about the internuclear axis, and the only unshared 
pair projects toward the outside of the complex; hence there is little 
steric repulsion between eight cyanide groups attached to the same 
atom, whereas eight larger groups could not be fitted in. 

A great amount of knowledge about the properties of metal com- 
plexes has been gathered; much of it is summarized in the book by 
Martell and Calvin.® 


% A. E. Martell and M. Calvin, Chemistry of the Metal Chelate Compounds, 
Prentice-Hall, New York, 1952. 


CHAPTER 10 


The One-Electron Bond and the 
Three-Electron Bond; Electron- 


deficient Substances 


In a few molecules and crystals it is convenient to describe the inter- 
actions between the atoms in terms of the one-electron bond and the 
three-electron bond. Each of these bonds is about half as strong as a 
shared-electron-pair bond; each might be described as a hali-bond.’ 
There are also many other molecules and crystals with structures that 
may be described as involving fractions! bonds that result from the 
resonance of bonds between two or more positions. Most of ibese 
molecules and crystals have a smalier number of valence electrons than 
of stable bond orbitals. Substances of this type are called electron- 
deficient substances. The principal types of electron-deficient sub- 
stances are discussed in the following sections (and in the next chapter, 
on metals). 


10-1. THE ONE-ELECTRON BOND 


The one-electron bond in the hydrogen molecule-ion ia about half as 
strong as the electron-pair bond in the hydrogen molecule (Dy = .60.95 
kcal/mole for H}, 102.62 keal/moie for Hr—Sece. 1-4, 1~5); and, since 
the same number of atomic orbitals is needed for a one-electron bend 
as for an electron-pair bond, it is to be expected that in general mole- 
cules containing one-electron bonds wiil be less stable than those in 
which all the stable bond orbitals are used in electron-pair-bond forms- 
tion. Moreover, there is a significant condition that must be satisfied 
in order for a atable one-electron bond to be formed between two atoms; 
namely, that the two atoms be identical or closely similar (Sec. j—4). 
For these reasons one-electron bonds are rare—much rarer, indeed, 
than three-electron bonds, to which similar restrictions apply. 
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Of the 33 excited states of the H, molecuies that have been reported, 
99 have internuclear distance within +:0.03 A of the value for Hy, 
1.06 A; it is therefore probable that these states can be described as 
corresponding to an Hj ion, with a one-electron bond, and a second 
electron in an outer orbit, with only a smali bonding or antibonding 
effect. 

Similar excited states have been observed for diatomic molecules of 
the alkali metals. They may be interpreted as invoiving a molecule- 
ion, such as Lif, with one-electron bond, plus a loosely-bound outer 
electron. The internuclear distances are about 0.3 A greater than for 
the corresponding normal states :* 2.94 A for Lit (2.672 A for Lis), 3.41 
Re for Nat (3.079 A for Neg), and 4.24 A tor Kt (3.923 A for Ky). The 
vaiues of the bond energies for the one-electron bonds, as indicated by 
the vibrational levels, are about 60 oercent of those for the correspond- 
ing electron-psir bonds. 

The only other substances’ in which cene-electron bonds are im- 
portant are the ferromagnetic metsis. {t will be pointed out in the 
following chapter that ii these subsiunces the interaction cf the spins 
of atomic electrons aud those vi bonding electrons causes some of the 
pairs of bordiny electrons tu be split into unpaired bonding electrons 
with paralle! spina. 


i0-2. THE tTHREE-ELECTRON BOND 


Lewis in his 1¢i6 naper and in his book on valence emphasized the 
fact that there exist only a few stable molecules and complex ions 
(other than those containing atoms of the transition elements) for 
which the total number of electrons is odd. He pointed out that in 
general an “odd molecule,” such us nitric oxide or nitrogen dioxide, 
would be expected to use its unpaired electron to form a bond with 
another such molecule, and thet the monomeric substance should 
accordingly be very much less stable than its dimer; and he stated 
that the method by which the unpaired electron is firmly held in the 
stable odd molecule was not at that time understood. Since then the 
explanation of the phenomenon has been found, as the result of the 


1G. Herzberg, Molecular Spectra ana Molecutar Structure, val. I, “Diatomic 
Molecules,” D. Van Nostrand Company, Princeton, N.J., 1950. 

2 It is interesting that those differevces as well as the difference for Hy and 
H?, 0.32 A, are considerably greater than the value 0.18 A given by Equation 
7-7. 

? Tn earlier editions of Way bork the buunes were discussed as examples of 
substances containing onc -slecbron seeds. New stracturai information has 
shown that they are eieciron-deficient substanves containing fractional bonds 


(Sec. 10-7). 


342 One-Electron and Three-Electron Bonds 


application of quantum mechanics to the problem; the stability ot odd 
molecules is the result of the power of certain pairs of atoms to form 
anew type of bend, the three-electron bond.‘ 

The Conditions for Formation of a Stable Three-Elecirca Sond.— 
Let us consider the normal state of a system of taree eiectrons and two 
nuclei or kernels, A and B, each with one stable bond orbita:. There 
are only two essentially different ways of introducing the three eiectrons 
into the two available orbitals, I and i1: 


I A: -B 
II A-. :B 


The exclusion principle permits only two electrons, which must nave 
opposed spins, to occupy either one of the orbitals; the third electron 
must occupy the other orbital.§ | 

It is found on carrying out the energy calculations that structure I 
alone does not correspond to the formation of a stable bond; it leads 
instead to repulsien or at best to only a very weak attraction between 
the atoms. Structure IJ alone also leads to a similar type of interac- 
tion. If, however, the atoms A and B are identical or are closely 
similar, so that the two structures have nearly the same energy, then 
resonance will occur between them, which will stabilize the molecule 
and lead to an interaction between the atoms corresponding to the 
formation of a stable bond. This bond, corresponding to resonance of 
the type {A:-B, A-:B}, may be called the three-electron bond and 
represented by the symbol A::-B. It is found by calculation and by 
experiment to be about one-half as strong as an electron-pair bond 
(that is, to have half as great a value of the bond energy). The system 
of two molecules A:::B, each containing a stable three-electron bond 
in addition to another bond between A and B, has accordingly about 


the same energy as A—B—B—A, involving an additional covalent 
bond; and we can expect that in some cases the heat of formation of 
the ames will be positive and in others it will be negative, with corre- 
sponding differences in stability of the two forms. This is in aceord 
with the results of observation: nitric oxide, to which we assign a 
structure involving a three-electron bond, does not form a stable dimer, 


‘L. Pauling, J.A.C.S. 53, 3225 (1931). 

5 The spin of the unpaired electron can be either positive or negative. The 
structures with positive spin and those with negative spin bave (with the very 
small spin-orbit interactions neglected) the same energy; together they corre- 
spond to a doublet state of the molecule. 

6 Notice the close similarity of this argument to that given for the one-electron 
bond in Sec. 1-4. 
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whereas the similar substance nitrogen dioxide does form its dimer, 
dinitrogen tetroxide. : . 

In order that there may he resonance between structures I and II and 
the formation of a stable three-electron bond the atoms A and B must 
be identical or similar; the conditions for formation of the bond are 
thus the same as those of the one-electron bond discussed in Section 1-4, 
and the two bonds show the same Gependence of bond energy on the 
energy difference of the resonating structures. It is found on examina- 
tion of the energy quantities that a stable three-electron bond might be 
formed between unlike atoms which differ by not much more than 0.5 
in electronegativity, that is, between oxygen and fluorine, nitrogen and 
oxygen, nitrogen and chlorine, chicr‘ne and oxygen, ete. Three- 
electron bonds between oxygen and fluorine, oxygen and oxygen, nitro- 
gen and oxygen, and chlorine and oxygen have been recognized in 
stable molecules, and others are indicated also by spectrosccpic data. 

It may be pointed out that the one-electron bond, the electron-pair 
bond, and the three-electron bond use one stable bond orbital of each 
of two atoms, and one, two, and three electrons, respectively. 

The Helium Molecule-Ion.—The simplest molecule in which the 
three-electron bond can occur is the helium molecule-ion, Hey, con- 
sisting of two nuclei, each with one stable 1s orbital, and three elec- 
trons. ‘The theoretical treatment’ of this system has shown that the 
bond is strong, with bond energy about 55 kcal/mole and with equilib- 
rium internuclear distance about 1.09 A. The experimental values for 
these qualities, determined from spectroscopic data for excited states 
of the helium molecule, are about 58 keal/mole and 1.080 A, respec- 
tively, which agree well with the theoretical values. It is seen that 
the bond energy in He-:-: Het is about the same as that in H-H*, and a 
little more than half as great as that of the electron-pair bond in H:H. 


10-3. THE OXIDES OF NITRCGEN AND THEIR DERIVATIVES 


Nitric Oxide.— Nitric oxide is the most stable of the odd molecules, 
For the first of the two structures I and II 


if :N=0: Il :N=0:, 
we would expect great ease of polymerization to stable molecules of the 
type 
:O=N: 
a =0: : 


7E, Majorana, Nuovo cimento 8, 22 (1931); L. Pauling, J. Chem. Phys. 1, 
56 (1953);S. Weinbaum, zbid. 3, 547 (1935). 
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and structure i}, pecaus: of ing unfavorable charge cdistoalution, should 
be somewhat less ciable than fb. Pheountaversbin sherge distrrbution 
is, however, partially neutralized by the tonite character of the double 
bond, and the difference in stability of I and iT is small enough to per- 
mit nearly complete resonance between them. We accordingly assign 
to the molecule the structure :N=0:, involving a double bond and a 
three-electron bond between the two atoms. Of the four valence orbi- 
tals of each atom one is used for the unshared pair oi electrons, two for 
the double bond, and the fourth for the three-electron bond. 

The properties of the molecule are accounted for by this structure. 
The extra energy of the three-electron bond stabilizes the molecule rela- 
tive to structure I to such extent that the heat of the reaction 2NO 
—> N2O- is small,* and the substance does net polymerize in the gas 
phase. 

This structure, which may be deseribed as involving a 24 bond, is 
expected to lead to a bond length intermediate between thai for a 
double bond and that fer a triple bond. The N—O single-bond length 
is 1.44 A (Sec. 7-2), and the double-bond and triple-bond lengths may 
be taken as 0.04 A less than for N==N and N==N, and hence equal to 
1.20 A and 1.06 A, respectively. This triple-bond value agrees well 
with the experimental value 1.062 4 for NOt, which has the strueture 


> We2O0:. The observed distance for NO is 1.181 A, somewnat larger 
than that expected for a 24 bond; it corresponds, when interpreted with 
use of an equation similar in form to Equation 7-7, to the bond sumber 
2.31. We conelude that the difference in electronegativity of the two 
atoms decreases the contribution of structure LI to such an extent that 
the three-electran bond is about a one-third bond, rather than a one- 
half bond. 

A atudy of the hyperfine structure of the electron spin magnetic reso- 
nance spectrum, resulting from the interaction with the nuclear spins, 
has led to the conelusion® that structure I contributes 65 percent and 
structure II 35 percent, and that the odd eleetron occupies a 2px orbital 
with 2.5 percent s character. 

The electric dipole moment of the moiecule is smali, about 0.16 D. 
Structure I would lead to a moment with the oxygen atom negative, 
because of the partial ionic character of the bonds; this moment. is 
neutralized by structure II. 

Dinitrogen Diexide.—Crystals of nitric oxide!® contain its dimer, 





© The enthalpy of formation of N2Q, is 3.7 kcal/mole: A. L. Smith and H. L. 
Johnston, J.A.C.S, 74, 4696 (1952). 

*G. C. Dousmanis, Phys. Rev. 97, 967 (1955); see aloo M. Mizushiina, ib<d. 
105, 1262 (1957). 

10 W. J. Dulmage, E. A. Meyers, and W. N. Lipscomb, Acta Cryst. 6, 760 
(1953). 
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with the form of » rectangle with short edge 1.12 + 0.02 A and long 
edges 2.40 A. The long edges represent very weak bonds, with bond 
number about 0.06 (Equation 7-7). It is not unlikely that there is 
some mobility of an electron from one NO to the other in the dimer, 
and that its structure can be represented by the resonance structures 
A, B, and C: 


eer + aude eu 

>=N==0: >Ns0: *-N==0: 
A B C 

-O=N: ‘Q=eN: Oa: 


The structures B and C have no odd electrons, and for resonance with 
them A must have the spins if the two odd electrons opposed. Hence 
the substance should be diamagnetic—as it has been observed to be.!! 
The residual entropy at low temperaturs,’? approximately Hin2 per 
mole of N2Os, can be explained as resulting from a disorder in the crys- 
tal, each N,O; rectangle having two possible orientations. 

Klinkenberg and Ketelaar’* have shown that NOCIO., NOBF,, and 
(NO)SnCl, (the last usually being written as 2NOCI-SnCl,) are similar 
in structure to NH,ClO., NH«BF,, and (NH,).SnCig, and hence contain 
the nitrosyl cation, (NO)*. 

In NaNO, which i is diamagnetic, "« there probably exist (NO) anions 


with the structure |: N=0: ]-. It is interesting that this anion, which 
is isoelectronic with molecular oxygen, does not have the same *2 
structure, which would lead to paramagnetism. 

The Nitrosyl Halogenides.—Nitrosy] fluoride, chloride, and bromide, 
ONF, ONCI, and ONBr, have been studied by the electron-diffraction 
method cad by microwave spectroscopy.'® Their configuration is 
nonlinear. The N—O distance is 1.14 + 0.02 A. Although a reason- 
able electronic structure, 1, 


fr 
:X 
I 


0 E. Lips, Helv. Phys. Acia 8, 247 (1935). 

18 Hf. L. Johneaton and W. F. Giauque, J.A.C.8. 51, 3194 (1929). 

8 J, J. Klinkenberg, Rec. trav. chim. 56, 749 (1937); L. J. Klinkenberg and 
J. A. A. Ketelaar, personal communication. 

‘4 J, H. Frazer and N. O. Long, J. Chem. Phys. 6, 462 (1938). 

J, A. A. Ketelaar and K. J. Palmer, J.A.C.S8. 59, 2620 (1937). 

16 ONCI by J. D. Rogers, W. J. Pietenpol, and D. Williams, Phys. Rev. 83, 
431 (1951); ONF by D. W. Magnuson, J. Chem. Phys. 19, 1071 (1951). 
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can be formulated for these molecules, this seems not to be correct, for 
the observed N--F, N-—Cl, and N—Br distances, 1.52 + 0.03, 1.96 
+ 0.01, and 2.14 + 0.02 A, are very much greater than the expected 
single-bond values (Sec. 7-2), 1.38, 1.73, and 1.86 A, respectively. It 
seems probable that these molecules resonate between structure I and 
the ionic structure IT (with a small contribution also from struciure ITI, 
representing conjugation of the double bond and an electron pair of the 
halogen atom), 


I] Ii! 


and that the ionic bond gives rise to the increase in the N—X distance. 

A study of BrNO by microwave spectroscopy!” has yielded values of 
the bond lengths and bond angle in agreement with the electron-diffrac- 
tion values (N—O = 1.15 + 0.06 A, N--—-Br = 2.14 + 0.06 A, angle 
BrNO = 114° + 5°). The fine structure due to coupling of the elec- 
tric quadrupole moment of the bromine nucleus with the electrons has 
been interpreted as showing that structure II contributes 39 percent to 
the normal state of the molecule, structure I 49 percent, and structure 
III, representing conjugation, 12 percent. ‘These values are reason- 
able, except that the observed Br—N distance indicates that the con- 
tribution of the ionic structure II is larger than 39 percent. The in- 
crease by 0.28 A over the single-bond value interpreted by Equation 
7-7 leads to bond number 0.34, corresponding to at least 66 percent 
contribution of structure II. <A similar treatment of CINO (increase 
0.23 A) and FNO (increase 0.14 A) leads to bond numbers 0.42 and 
0.58, respectively. 

The contribution of structure III would be expected to amount to a 
few percent for BrNO and CINO, and much more for FNO, because of 
the greater stability of the fluorine-nitrogen double covalent bond. A 
resonating structure with 50 percent contribution of II, 25 percent of I, 
and 25 percent of III is compatible with both the observed F—N dis- 
tance in FNO and the observed value!* 1.81 D of the electric dipole 
moment. 

We may ask why the no-bond or ionic structure II makes a large 
contribution for the nitrosyl] halogenides and not for other substances. 
The answer must be that the nitrosyl group toads to lose an electron— 
it is far less electronegative than the nitrogen atom or oxygen atom. 
This greatly decreased electronegativity would result from an unusually 


17T. L. Weatherly and H. Williams, J. Chem. Phys. 25, 717 (1956); D. F. 
Eagle, T. L. Weatherly, and H. Williams, zbid. 30, 603 (1959). 
18 Magnuson, loc. cit. (16). 
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great stability of the N==O triple bond relative to the double bond. 
We conclude that the extra stability of the triple bond in the nitrogen 
molecule, amounting to 79 kcal/mole (Sec. 6-2), applies also to the 
nitrosyl group. 

Nitrosyl-Metal Complexes. ~-Reasonabie structures of metal-nitrosyl 


complexes are M==Nt aa ): and M—N==0:. ‘The structure M—N=0: 

is to be rejected, in that it invelves similar electric charges on adja- 
cent atoms. The substances Nag[Fe(CN);NO]-2H.O, [Ru(NHs),.NO 
-H,O]Ch, and [Ru(NH,},NO|Brs are diamagnetic, as would be ex- 


pected in case that the structure M=-N=-O: made a significant contri- 
bution; seven of the nine outer orbitals of the metal atom are used in 
forming bonds (two with the nitrosyl group), and the other two are 
occupied by unshared electron pairs. 

The “brown-ring” test for nitrates involves the formation of a dark- 
brown unstable complex of nitric oxide and hydrated ferrousion. The 
composition of the complex!® is probably [Fe(OH2);NO|+*+. Let us 
assume that the iron-nitrosy] bond corresponds to the structure 


Fe==N 4s and that the bond orbitals have the same character (50 
percent d character) as in nickel tetracarbonyl and the carbonyl-nitro- 
syls (Sec. 9-7). One d orbital of the iron atom would then be used in 
forming the two bunds to the nitrogen atom, leaving four d orbitals for 
occupancy by the unshared electrons. (The water molecules are as- 
sumed to be held without the use of any 3d orbitals, as shown [Chap. 5] 
by the observed magnetic rnoments of the hydrated ferrous and ferric 
ions.) The iron atom has five unshared electrons to be placed in the 
3d orbitals. With four 3d orbitals available for these electrons, three 
electrons would reimain unpaired. This structure, which is rare for 
octahedral complexes (Chap. 5), is supported by the observation!* that 
the magnetic moment is 3.9 magnetons, corresponding to three un- 
paired electrons. The complex [Fe(C:H,OH),NO]t++, containing an 
iron atom with one less electron (four in the four 3d orbitals), has a 
similar structure; its magnetic moment?’ is 5.0 magrietons, correspond- 
ing to four unpaired electrons. 
To the compound® Fe(NOQO);Cl we assign the structure 











QO: 


19 W. P. Griffith, J. sewis,.and G. Wilkinson, J. Chem. Soc. 1953, 3993. 
20 W. Hieber and R. Nast, Z. unorg. Chem. 244, 23 (1940). 
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In this structure all nine outer orbitals of the iron atom are used in 

forming bonds or holding unshared electron pairs. The compound 

Fe(NO), has also been made.*!_ It is interesting that the structure with 
+> ee 


four Fe=-N==O: groups cannot be assigned to it, because this structure 
would require ten stable outer orbitals for the iron atom; instead, we 
assign to the compound the structure 


O: 
nae 
7 
: O=N=Fe=N a=): 
'N 
| 
O; 


There are two possibilities with this structure: (1) that the single bond 
Fe—N resonates with the three double bonds, and (2) that the bonds 
remain fixed, permitting one group to assume the angle 113° that is 


unstrained for -——N== and the other three to have the angle 180°. The 
infrared absorption spectrum** has been interpreted as supporting the 
second structure. 

Nitrogen Dioxide.—To nitrogen dioxide we ussign the resonating 
structure 


Up | 
wo, N 
0: ‘O: 


in which one oxygen atom is held to nitrogen by a double bond and one 
by a single bond plus a three-electrcn bond. In the first edition of this 
book the prediction was made that the N-—O distance is about 1.18 A 
and the ONO bond angle about 140°. The prediction of the value ol 
the bond angle was based on the argument that the configuration 


11 W. Manchot and H. Gall, Ann. Chem. 470, 271 (1929). 

% Griffith, Lewis, and Wilkinson, loc. cit. (19). It may be mentioned that the 
very low volatility of the solid substance suggests that bonds are formed linking 
the molecules into larger complexes. 
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:O==N-+-O: is intermediate between :O=-Nt=-O0: and :O==N—O:-, 
with angles 180° and 113°, respectively, und that the angle should have 
au intermediate valus. The N-—0O distanes is intermeciate between 
that in NQ,", 1.154 A, aad that ma NG, , 1.236 A. Ao infrared study 
of NO, has now yielded the values 1.188 + 6.094 A for N-—O and 
134.1° + 0.26° for the angle ONO, in agreement with the leas accurate 
electron-diffraetion values.” 

The nitronium cation, NO}, with a structure resembling that of 
carbon dioxide (linear, N—O = 1.154 A), was discovered by spectro- 
scopic methods.% Its linear configuration has been verified for 
NQ,C1O, by spectroscopic methods” und for NOP NOs (erystailine di- 
nitrogen pentoxide) by x-ray diffraciion,?? and also for several other 
crystals.*® 

Dinitrogen Tetroxide.—The dimer of nitrogen dioxide is not very 
stable: its enthalpy of formation from the monomer ts 13.873 kcal/mole. 
The molecule is found in both the erystai (x-ray diffraction)?® and the 
gas (electron diffraction)* to be planar, with orthorhombic symmetry. 
The N—N bond length reported for the crystal 1s 1.64 A. The value 
for the gas molecule, 1.75 A, is probably somewhat more accurate.*! 
This value is 0.28 A greater than the single-bond value found for hydra- 
zine; the bond number of the bond is accordingly about 0.34 (Equa- 
tion 7-7). 

The explanation of this weak bond is provided by the stability of the 
three-electron bonds in the NO, molecules that compose the dimer, 
which strive to prevent the two odd electrons from settling down on the 


2G. E. Moore, J. Opt. Soc. Am. 43, 1045 (1953). 

* §, Claesson, J. Donohue, and V. Schomaker, J.A.C.S. 16, 207 (1948). 

% ©. K. Ingold, D. J. Millen, and H. G. Poole, Nature 158, 480 (1946); D. R. 
Goddard, E. D. Hughes, and C. K. Ingold, ibid.; E. D. Hughes, C. K. Ingold, and 
R. I. Reed, ibid. 448; F. H. Westheimer and M. 8S. Kharasch, J.A.C.S. 68, 1871 
(1946); G. M. Bennett, J. C. D. Brand, and G. Williams, J. Chem. Soc. 1946, 
869. The existence of the cation was firat suggested by H. von Euler, Angew. 
Chem. 35, 580 (1922). 

26 W. BE. Gordon and J. W. T. Spinks, Can. J. Res. A18, 358 (1040). 

27 B®. Grison, K. Eriks, and J. L. de Vries, Acta Cryst. 3, 200 (1950). 

28 In NO,HS.0, by J. W. M. Steeman and C. H. MacGiilavry, Acta Cryst. 7, 
402 (1954); in (NOe)sS:O10 by K. Eviks and C. H. MacGillavry, tbid. 430. 

39 J. 8. Broadley and J. M. Robertson, Nature 164, 915 (1949). 

30), W. Smith and K. Hedberg, J. Chem. Phys. 25, 1282 (1956). 

1 The ONO angle is reported in the x-ray study ag 108°. It is highly preb- 
able, as discuased above, that the electron-diffraction value 133.7° ts correct. 
If the atoms are moved froin their reported positions in the crystal by minimum 
amounts (weighted by inverse of scattering power for x-rays) to achieve this 
value of the angle, the N-——-N distance becomes 1.74 A, agreeing with the elec- 
tron-diffraction value. 
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nitrogen atoms to form the N---N bond in the structure 


-O () 
Na 
N—N 
ee Ny 
70 O 


(There is, of course, resonance of the double bonds between the alterna- 
tive positions.) In the foregoing discussion of NO it was concluded 
that the occupancy of the nitrogen atom by the odd electron of the 
N-::O bond is about 65 percent. If the three-electron bond in NOz is 
similar and the resonance for the two NO, molecules is unsynchronized, 
the odd electrons would have 42 percent simultaneous location on the 
nitrogen atoms, and hence the bond number 0.42 would be expected. 
This result agrees satisfactorily with the value 0.34 given hy the bend 
length. 

About 4 percent of conjugation of the two N=O bonds would he 
expected, giving the N—N bond enough double-bond character to re- 
quire the observed planarity. Some contribution to the potential func- 
tion restraining the molecule to the planar configuration is made by 
the fanning out of the orbitals for the N-—N bond in the molecular 
plane consequent to the resonance of the double bond. 

The above argument about the structure of N2O, is based upon the 
assumption®? that the odd electron of NO, occupies a o orbital (3ym- 
metric in the plane of the nuclei) rather than a x orbita: (antisym- 
metric). The alternative assumption has been proposed ;** with it the 
N--N bond would be described as a x bond without an associated o 
bond. It is easy to see, however, that this alternative assumption is 


incorrect. Let us consider O=—=N==0 (linear) and the nitrite ion 


ya a of NS (bent). In the nitrite ion (angle 
| :>O 20%, ‘Oe O: 

ONO = 115.4°) the nitrogen atom can be described as a tetrahedron 
with two corners defining an edge shared with one oxygen atom snd a 
third corner occupied by the other oxygen atom; the double bond hence 


32 The wave function for a molecule with a nuclear configuration that haa a 
plane of symmetry must be either symmetric or antisymmetric in the plane. 
In the simple molecular-orbital treatment an antisymmetric wave function for 
the molecule results from occupancy of antisymmetric orbitals by an odd number 
of electrons. 

33 1), W. Smith and K. Hedberg, loc. czt. (30). 
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lies in a plane perpendicular to the plane of the nuclei. The NO» 
molecule is intermediate in structure between these two ions, and ac- 
cordingly it has an intermediate configuration—this is a configuration 
with the double bond still perpendicular to the plane of the nuclei and 
with bond angle intermediate between 115.4° and 180°, and an odd 
electron occupying a tetrahedron corner in the nuclear plane, i.e., oc- 
cupying a o orbital. 


10-4. THE SUPEROXIDE ION AND THE OXYGEN MOLECULE 


On oxidation the alkali metals are converted into oxides to which the 
formula RO, and the name alkali tetroxide were assigned until re- 
cently, in the belief that the substances were analogous to the tetra- 
sulfides and contained the O, ~ anion with structure 


With the discovery of the three-electron bond it was seen that these 
alkali oxides might contain the ion O;, with the structure 


[ 70 70-0: 


involving a single bond and a three-electron bond between the two 
identical atoms. This suggestion was verified by the measurement of 
the magnetic susceptibility of the potassium compound.* The super- 
oxide ion O; contains one unpaired electron, corresponding to the ob- 
served paramagnetism, which gives u = 2.04 Bohr magnetons, the 
theoretical value for the *II state being about 1.85; whereas the Oy — 
ion would be diamagnetic. Paramagnetism has been verified® also 
for Ca(Oz)z, and one crystalline form of NaOs has been reported to be 
antiferromagnetic.* 

The existence of the superoxide ion in crystalline KO. and NaOs, has 
been verified also by x-ray examination.*? The interatomic distance, 


% E. W. Neuman, J. Chem. Phys. 2, 31 (1934); W. Klemm and H. Sodomann, 
Z. anorg. Chem. 225, 273 (1935). 

% P. Ehrlich, Z. anorg. Chem. 252, 370 (1940). 

86 G. 8. Zhdanov and Z. V. Zvonkova, Doklady Akad. Nauk S.S.S.R. 82, 743 
(21952). 

27 For KOs, W. Kassatochkin and W. Kotow, J. Chem. Phys. 4, 458 (1936); 
S. C. Abrahams and J. Kalnaja, Acta Cryst. 8, 503 (1955); for NaQ:, Zhdanov 
and Zvonkova, loc. cit. (36); G. F. Carter and D, H. Templeton, J.A.C.S. 75, 
5247 (1953). 
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reported as 1.28 + 0.01 A, is in satisfactory agreement with that ex- 
nected for the single bond plus the three-electron bond. 

On being heated mibidium superoxide loses one-fourth of its oxygen, 
to form a substance with the stoichiometric formula RbeO;. This sub- 
stance, originully supposed to contain the ion O;”, with the struciure 


¢2a2=—_ 


20: 
6-8; 
probably has the formula Rb:O:.-2RbO,; that is, it contains both the 


peroxide ion, with structure ~:O—QO:-, and the superoxide ion.** 


Tae structure of potassium perchromate, KsCrOs, presents an inter- 
esting problem. The x-ray structure determination*®® shows that four 
Os groups surround the chromium atom. The configuration is roughly 
that of a tetragonal antiprism with opposite edges of the two square 
faces shortened to the O—O bond length 1.34 A, Four Cr—O dis- 
tances are 1.93 A and the other four are 2.02 4. The same structure is 
shown by K,NbOs, K:TaOs, RbsTaQg, and Cs;TaOs. For these sub- 
stances the normal oxidation number +5 for niobium and tantalum 
corresponds to having the Os; groups peroxide groups. However, the 
oxidation number +5 is an unusual one for chromium, and, moreover, 
the observed O—O bond length for the chromium complex, 1.34 A, 
does net agree with the peroxide single-bond length (1.49 + 0.01 A in 
BaOe,” 1.48 + 0.01 A in H:0:, nearly the same in other oe 
The structure with four superoxide ions, expected bond length 1.28 A, 
is probably acceptable so far as the experimental value 1.34 A is con- 
cerned, but the oxidation number +1 of chromium is unusual. It 
seems likely that the complex contains chromium with the common 
oxidation number +3, two peroxide groups, and two superoxide groups, 
with resonance of the electrons such that each O, group is midway be- 
tween a peroxide and a superoxide. The chromium atom would be 
made electrically neutral by forming six bonds with 50 percent ionic 
character, resonating among the eight Cr—O positions. 

Kor the normal state of the oxygen molecule we would expect the 
siructure 


a8 Shia stoxcture bas becn verified by magnetic and x-ray data for both 
Rh,O, and Ca,0s by A. Hebvs and W. Klemm, Z. anorg. Chem. 242, 201 (1939). 

39 J. A. Wilson, Arkiv. Remi, Mineral., Geol. 15B, 1 (1941). 

408. C. Abrabams and J, Kaluajy, Acta Cryst. 7, 838 (1954). 
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with a double bond. The normal molecule has, however, the term 
aymibol *2, showing it to contain tivo unpaired electrons; in conse- 
quence of tig, the pubstance is strongly paramagnetic. It seems 
probable" that the first excited state of the molecule, the 'A state, is 
represented by thiy double-bonded structure, and that the normal state. 
which is more stable by 22.4 kcal/mole, corresponds to a structure in 
which the two atoms are held together by a single bond and two three- 
electron bonds.*? The numbers of electrons and orbitals permit this’ 
structure, B, 


B [O=0: 


to be formed, each oxygen atom using one of its four valence orbitals 
for an unshared pair, one for a single bond, and two for the two three- 
electron bonds. 

Since the bond energy of a theee-eleeiron bond is about one-half that 
of a single bond, structure B would ic expected io have about the same 
stability as structure A. There is another interaction to be considered, 
however—the coupling of the two three-electron bonds. Hach of these 
involves one unpaired electron spin. The two unpaired spins can 
combine to give either a singlet state, by opposition, or a triplet state, 
by remaining parallel; one of these will be stabilized by the correspond- 
ing interaction energy and the other destabilized. Theoretical argu-- 
ments have been given** which lead to the conclusion that the triplet 
state should be the more stable, as observed. If the two odd electrons 
are somewhat unsynchronized they will be during one phase of their 
motion on the same oxygen atom, and their interaction will then be 
larger than when they are on different atoms. By Hund’s first rule 
(Sec. 2-7) the interaction is such as to make the triplet more stable than 
the singlet. ‘ Strong support for these ideas is provided by the existence 
of a ‘2 state 37.8 kcal/mole less stable than the normal state; this is to 
be identified as the state with structure B with unfavorable mutual 
interaction of the two three-electron bonds (opposed spins of the two 
odd electrons). The average energy of the normal state and this state 
is close to that of the double-bonded state. 

It is probably the presence of unpaired electron spins in the normal 
oxygen. molecules that gives rise to an interaction between them, some- 
what stronger and more definitely directed than ordinary van der 
Waals forces, that leads to the formation of O4 (or (Os)2) molecules. 
These double molecules were discovered by Lewis,“ by the analysis of 


41G. W. Wheland, Trans. Faraday Soc. 33, 1499 (1937). 
& Pauling, loc. cit. (4). 

® Wheland, loc. cit. (41). 

4G. N. Lewis, J.A.C.S. 46, 2027 (1924). 
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the data on the magnetic susceptibility of solutions of liquid oxygen in 
liquid nitrogen. The enthalpy of formation of Oy from 2Q, is very 
small, 0.16 kcal/mole, so that the O. molecules exist in air only in very 
low concentration. This is, however, large enough to give rise to ab- 
sorption spectra,* analysis of which has verified the existence of the 
molecule. 

The magnetic data show that the spins of two oxygen molecules com- 
bined in O, are paired together, to give a normal O, molecule contain- 


ing no unpaired electrons. This does not have the structure :0—0: 


:O—O: 
(Sec. 3-5), but consists instead of two O, molecules, with nearly the 
same configuration and structure as when free, held together by bonds 
much weaker than ordinary covalent bonds. Whether the molecule 
has a planar rectangular configuration or that of a tetragonal bisphe- 
noid is not known. it has been reported that. one form of crystalline 
oxygen contains rotating O, molecules in a cubic close-packed arrange- 
ment. 

The Ozonide Ion.—The red crystalline substance potassium ozonide, 
KOs, is obtained by recrystallizing from liquid ammonia the product of 
reaction of ozone and potassium hydroxide.*? The corresponding 
ozonides NaQ; and CsQOs have been shown to have magnetic suscepti- 
bility corresponding to the presence of the O; ion with one odd electron. 
The electronic structure of the ozonide ion is 


a 0 
Soe Xo: 


The bond length is predicted to be 1.35 A and the bond angle 108°. 


* 


4 O. R. Wulf, Proc. Nat. Acad. Sci. U.S. 14, 609 (1938); see alao W. Finkeln- 
burg and W. Steiner, Z. Physik 79, 69 (1932); J. W. Ellis and H. O. Kneser, 
ibid. 86, 583 (1943); Phys. Rev. 44, 420 (1933); H. Salow and W, Steiner, Z. 
Phystk. 99, 137 (1936). 

6 y,. Vegard, Nature 136, 726 (1935). 

477, A. Kazarnovskii, G. P. Nikokkii, and T. A. Abletsova, Doklady Akad. 
Nauk S.S.S.R. 64, 69 (1949). 

48 T. P. Whaley and J. Kleinberg, J.A.C.S. 73, 79 (1951). 
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10-5. OTHER MOLECULES CONTAINING THE 
THREE-ELECTRON BOND 

A few molecules in addition to those discussed in the preceding sec- 
tions ean be assigned structures involving one or two three-electron 
bonds. The normal states of the molecules SO, Se, Sez, and Tez are *2 
states, like that of the normal oxygen molecule, and it is probable that 
the electronic structures with a single bond plus two three-electron 
bonds are satisfactory for these molecules. - The- observed values of 
interatomic distances, 1.493, 1.888, 2.152, and 2.82 A, respectively, are 
about those expected. 

It was reported some time ago*® that the substance OF exists, but 
the evidence is weak.*° It might well be possible for the substance to 
be stable, however, and to be formed to some extent by the dissociation 
of Ooks, inasmuch as the conditions for resonance of the type 


; O- -F:, :O—F: + corresponding to the structure -O--F: with a 


single bond pia a three-electron bond, are satisfied for the atoms oxy- 
gen and fluorine, which differ in eleetronegativity by only 0.5. This 
structure for OF is closely similar to that of the NO molecule. 

The anion Clj has been reported in potassium chloride crystals ir- 
radiated with x-rays at the temperature of liquid nitrogen."' It may 


be assigned the structure :Cl- Cl: :~, and the bond length may be pre- 


dicted to have the value 2. 16 A 
The cation Cl, to which we assign the structure :Cl-+Cl:*, has 


been studied spectroscopically. It has bond length 1.891 Me this value 
is slightly larger than the value expected®? (Equation 7-5) for a single 
bond plus a three-electron bond, 1.863 A 


49. Ruff and W. Menzel, Z. anorg. Chem. 211, 204 (1933); 217, 85 (1934) 

6° See P. Frisch and H. J. Schumacher, Z. anorg. Chem. 229, 423 (1936). 

8 W. Kanzig, Phys. Rev. 99, 1890 (1955); T. Castner and W. Kanzig, J. 
Phys. Chem. Solids 3, 178 (1957); C. J. Delbecq, B. Smaller, and P. H. Yuster, 
Phys. Rev. 111, 1235 (1958). . 

t2 A more refined calculation of the expected bond length might be justified. 
{n Section 9-4 it was pointed out that the bond length 1.988 A in Ch probably 
refleets seme double-bond character, and that the length for a pure single bond 
is about 6.082 A greater. For Cl? one half of this amount of double-bond char- 
acter would be expected, inasmuch as one orbital for each atom is used for the 
formation of the three-electron bond. Hence the expected value for Cl, 
is 1.904 A, in good agreement with the observed value. In a similar way we use 
Equation 7-5 to calculate the expected value 2.242 A for an excited state with a 
single bond plus a three-electron antibood. The reported values for the ob- 
served excited state are 2.28 A and 2.30 A (two levels of a doublet). 
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The ion Ff has also been studied spectroscopically.*? Its bond 
energy ‘is 76 keal/mole, which is not unressonable for the structure 
& f:-F:|+, in comparison. with the values for F: and O;. 


. The ion Nez has also been found in mass-spectregraphic studies. 
lis bond length is rather uncertain : L.? to 2.1 5% We would predict, 


for the structure |: No- Ne: ]+, the value 1.69 A. The corresponding 


experimental value of the ‘bdnd energy 1s 17 kcal/mole, which is abcut 
the expected value for a three-electron bond (one-half that for the 
F—F bond). 

The Cl—O distance in the odd molecule ClO; has been found* 
to be 1.491 + 0.014 A. This value is compatible with the structure 


:Cl » Cl , involving resonance of the three-electron bond 


between the C]—O positions. The OCIO bond angle is 116.57 + 2.5°. 

No structural studies have as yet been made for other simple odd 
molecules, NOs, ClOs, [O4, which may contain three-electron bonds. 
The nitrosodisulfonate ion, [ON(SO;):]—~, which has been shown by 
magnetic measurements of the potassium salt to be an odd ion, prob- 


SO, 
ably has the structure :O-N . To di-p-anisyl nitric oxide we 
Sor 
CH,0C,H, 
assign the similar structure N =O: , and to the tetra-p 
CHOC 
CHCH, C.H.CH; 
tolylhydrazinium ion® the structure _ sony 


UCN 
CHACH, CeH.LCHs 


8 R. P. Iezkowski and J. L. Margrave, J. Chem. Phys. 36, 463 (1959). 
4% , A. Mason and J. T. Vanderslice, J. Chem. Phya. 30, 509 (1959). 

& J. D. Dunitz and K. Hedberg, J.A.C.S. 72, 3108 (1950). 

6H. Katz, Z. Physik 87, 238 (1933). 
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It is probable that in these compounds there is also some resonance of 
the type described in the following section. 
The Structure of the Semiquinones and Related Substances.—-The 


O 
| 

reduction of a quinone, such as p-benzoquinone, v (I), leads in 
O 


general to the corresponding hydroquinone, | (II}. The molecule 


corresponding to the intermediate stage of reduction, | |] (IID), is not 
-O: 


expected tc bo stable; although it is intermediate between I and IT in 
regard to number of electrons, it is rendered unstable by the fact that 
the loss in bond energy from I with four double bonds to IT with three 
occurs completely on the addition of the first hydrogen atom (at ITT). 
It is for this reason that odd molecules sre in general of little importance. 

There is, however, a way of stabilizing a semiquinone—the molecule 
intermediate between a quinone and a hydrequinone. In basic selu- 


20: 
L 


tion the semiquinone will exist as the ion, I) . The structure written 


| 
-O: 
(with Kekulé resonance in the benzene ring, of course) is not the only 
ene for the molecule; there is an equivalent structure obtamed by 
interchanging the odd electron of the bottom oxygen atom with a pair 
of electrons of the other oxygen atom. The semiquinone ion accord- 


Ve 
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ingly has the following resonating structure: 


f 


ee ee 


70: -O; 

VA ¢ 

| , | | (IV) 
\ \ 


It is seen that the resonance indicated in IV is closely analogous to 
that of the three-electron bond; in each case there is interchange of a 
single electron and an electron pair. In Hez, NO, etc. this interchange 
takes place directly between adjacent atoms, whereas in the semi- 
quinone ion it takes place by way of a conjugated system. We may 
accordingly expect the resonance energy of IV to be about one-half 
the energy of a single covalent bond; and this is just enough to permit 
the intermediate stage of reduction from quinone to hydroquinone to 
be observable. 

The condition for stabilization of the semiquinone by resonance is that 
the two structures IV be equivalent. This condition is satisfied for the 
semiquinone anion, but not for the semiquinone III itself, in which the 
presence of the hydrogen atom destroys the equivalence of the two 
structures. We thus expect the semiquinone to be stable only in 
the form of the anion. This is verified by experiment. Michaelis and 
his collaborators? have shown that the semiquinone of phenanthrene- 
3-sulfonate is stable in alkaline solution as the semiquinone ion, 


:0: :0: 


S ntninarmanad 


VAS ¢ 
SO;- 
87 J,, Michaelis and M. P. Schubert, J. Biol. Chem. 119, 133 (1937); L. Michaelis 


; proof of the existence of the monomeric ion by 
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measurement of its paramagnetic contribution to the magnetic sus- 
ceptibility of the solution (due to the spin magnetic moment of the 
unpaired electron) has been obtained by these investigators. The 
semiquinone ion is in equilibrium with a dimeric form, perhaps involv- 
ing an O—O bond; and in acid solution only the dimer is present, in 
accordance with the foregoing discussion of the expected instability of 
the unsymmetrical semiquinones. 

Many substances containing nitrogen have been shown to exist in 
intermediate reduction states corresponding to the semiquinone state, 
and for these substances it is found in general that the conditions are 
satisfied for resonance of the extended three-clectron-bond type. The 
tetramethyl-p-phenylenediaminium ion, shown by its paramagnetism 
to be monomeric,®* resonates between the two structures of the type 


CH,—N—CH; 
O oe a 
| | Similar resonance occurs for the semiquinone cat- 
NN 
CH;—N—CHs; 
ions of p-naphthophenazine, OC , and of pyocyanine, 
H 
e+ OH 
NH 
CX It is interesting to note that in the pyocyanine semi- 
NCH; 


quinone the NH and NCH; groups are sufficiently alike to permit reso- 
nance complete enough to effect stabilization. 


and E. 8. Fetcher, Jr., J.AC.S. 59, 2460 (1937); L. Michaelis, G. F. Boeker, and 
R. K. Reber, ibid. 60, 202 (1938); L. Michaelis, R. K. Reber, and J. A. Kuck, 
ibid. 214; L. Michaelis, M. P. Schubert, R. K. Reber, J. A. Kuck, and 8. Granick, 
ibid. 1678; G. Schwarzenbach and L. Michaelis, zbid. 1667. 

© Katz, loc. cit. (56); R. Kuhn and K. Schin, Ber. 68B, 1537 (1935). 
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Resonance between structures 


CH,—N--CH, CH,—N—CH, 
ve ¢ 
[| | and | | 
~ \, 
oT 
CH,;—N—CH, H,C—N-—CH, 


takes place through structures such as 


CH,—N_-CH; H,C—N—CH, 
+ 
and @ | 
aN x 
H,C—-N—CH, H,C—N—CH, 


for which the odd electron is attached to a ring carbon atom. Small 
contributions are also made by structures with the odd electron on the 
methyl carbon atoms and the hydrogen atoms. Studies of the proton- 
spin fine structure of the electron-spin magnetic resonance spectrum of 
the substance®* and its ring-deuterated derivative give for the spin 
densities at methyl protons and ring protons the values 0.0148 and 
0.0042, respectively. These values show that the odd electron is usu- 
ally in the neighborhood of one or the other nitrogen atom, and hence 
that the first two structures are the most important. 

Among the many other substances" showing resonance of the semi- 
quinone type mention may be made of those of the dipyridyl group. 


N 
TaN 
| / 
On the reduction of , y’-dipyridyl, y, , in acid solution a substance 


| ) 
\ 
N 


© 8, I. Weissman, J. Townsend, D. E. Paui, and G. BE. Pake, J. Chem. Phys. 
21, 2227 (1953). 

oT, R. Tuttle, Jr., J. Chem. Phys. 30, 331 (1959). 

6t Semiquinones of oxasines, thiszines, and selenazines are discussed by 8 
Granick, L. Michaelis, and M. P. Schubert, J.A.C.S. 62, 204, 1802 (1940). 


10-5 Molecules with Three-Eleciron Bond 361 


with a deep violet color is obtained, and similar violet substances 
| R 


Z— 
+ 


are obtained by reduction of the biquaternary dipyridyl bases | 


(called “‘viologens’”) in either acid or alkaline solution. By analogy 
with the semiquinones resonance of the type 


tot 
N.-+ N: 
OO 
¢ 
cN N-+ 
| 1 | 
R R |} 
may be suggested, with contributions also from structures of the types 
. 
Nt N: 
| 
\ 
and 
¢ 
! 
\ 
+ 





These violet substances, like semiquinones in general, are deeply 
colored. The color is correlated with resonance involving the transfer 
of electric charge from one end to another of a large molecule, as in the 
triphenylmethane dyes and other deeply colored substances.” 


* OC. R. Bury, J.A4.C.8. 87. 2115 (1935); E. Q. Adams and L. Rusensteia, ibid. 
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It has been found® that the stability of free radicals of the type A 


Ri Rs 
Now 


is dependent on the nature of the groups R and R’ in a way that can be 
interpreted in terms of steric inhibition of resonance of the type ad- 
duced in Section 6-3 in explanation of the results on the electric dipole 
moments of substituted durenes. 

The radical obtained from diaminodurene, NH2C.(CHs)4N Ha, is com- 
parable in stability with that obtained from p-phenylenediamine; the 
ortho methy! groups apparently do not come into pronounced contact 
with the hydrogen atoms of the amino groups. (This conclusion is 
compatible with the values of the van der Waals radii of the groups.) 
On the other hand, although the phenylene diamine radical with four 
‘methyl groups attached to nitrogen, [(CHs)eNCsHsN(CHa)2|t, is 
stable, the corresponding durene radical, [(CHs)2NCe(CHs)«N (CHs)e]*, 
is very unstable; no detectable concentration of it has ever been ob- 
tained. It is clear that this instability is the result of the action of 
steric repulsion between methyl groups. The planar configuration re- 
quired for resonance with structures such as 3 


Ri Ra + 


would place pairs of methyl groups such as Re and Ry’ only 2.4 A apart; 
this configuration is very unstable, the distance for van der Waals con- 
36, 1472 (1914); A. Baeyer, Ann. Chem. 354, 152 (1907); L. Pauling, Prec. Nat. 
Acad. Sci. U.S. 25, 577 (1939). 

* S. Granick and L. Michaelis, J.A.C.S. 65, 1747 (1943). 
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tact being 4.0 A. In consequence, the molecule must assume a non- 
planar configuration, with inhibition of the resonance of this type and 
with decrease in stability of the radical by the amount of the corre- 
sponding resonance energy. 

Semiquinone formation is undoubtedly of great significance in physt- 
ological processes. ‘Thus it has been found that whereas diamino- 
durene increases the resniration of erythrocytes to about the same ex- 
tent as methylene blue, tetramethyldiaminodurene has no catalytic 
effect at all. 


10-6. ELECTRON-DEFICIENT SUBSTANCES 


Electron-deficient substances are substances in which the atoms have 
more stable orbitals than electrons in the valence shell. An example 
is boron. The boron atom has four orbitals in its valence shell, and 
three valence electrons. 

A. characteristic feature of the structure of most. electron-deficient 
substances is that the atoms have ligancy that is not only greater than 
the number of valence electrons but is even greater than the number of 
stable orbitals.“ Thus most of the boron atoms in the tetragonal form 
of crystalline boron have ligancy 6. Also, lithium and beryllium, with 
four stable orbitals and only one and two vaience electrons, respec- 
tively, have structures in which the atoms have ligancy 8 or 12. All 
metals can be considered to be electron-deficient substances (Chap. 11). 

Another generalization that may deserve to be called a structural 
principle®’ is that an electron-deficidént atom causes adjacent atoms to 
increase their ligancy to a value greater than the orbital number. For 
example, in the boranes, discussed in the following section, some of the 
hydrogen atoms, adjacent to the electron-deficient atoms of boron, 
have ligancy 2. 

The structure of tetragonal boron has been determined with care. 
There are 50 boron atoms in the unit of structure. Aji but two of them 
are in icosahedral groups of 12, as shown in Figure 10-1. In the Bis 
icosahedron each boron atom forms five bonds with adjacent atoms. 
The icosahedra and the two additional boron atoms per unit (inter- 
stitial atoms) are arranged in such relative positions that each icosa- 
hedral boron atom also forms one more bond, extending in the direction 
directly out from the center of the icosahedron. Thus each of the 


“§. Granick, L. Michaelis, and M. P. Schubert, Setence 90, 422 (1939). 

& R. &. Rundle, J.A.C.S. 69, 1327 (1947); J. Chem. Phys. 17, 671 (1949). 

® This principle was first pointed out to me, in a, conversation, by Prof. V. 
Schomaker. 

87 This principle has not previously been published. 

8 J. LL. Hoard, R. E. Hughes, and D. E. Sands, J.A.C.S. 80, 4507 (1958). 
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Fig. 10-1.—-Structure of tetragonal boron as viewed in the 
direction of the c axis. One unit cell is shown. Two of the 
icosahedral groups (light lines) are centered at z = }, and the 
other two (heavy lines) at z = 3. The interstitial boron atoms 
(open circles) are at (0, 0, 0) and (4, 4, 4). Numbers identify 
the various structurally nonequivalent boron atoms. Ail of the 
extra-icosahedral bonds are shown with the exception of B;—Bu, 
which is formed parallel to the ¢ axis from each icosahedron to 
the icosahedra in cells directly above and below. 


icosahedral boron atoms has ligancy 6; the interstitial atoms have 
ligancy 4. The bonds (8 per unit) formed by the interstitial atoms are 
expected to have bond number®® 0.89, and the others (140 per unig) to 
have bond number slightly less than 4 (0.485, when correction is made 
for the slightly stronger bonds formed with the interstitial atoms). 


¢* This value for the bond number is the one given by the statistical theory 
of resonating bonds described in the following section. A more detailed discus- 
sion of boron is given by L. Pauling and B. Kamb, Laue Festschrift, Z. Krist., 
in press. 
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The icosahedral boron atoms may be described as forming three single 
bonds each of which resonates between two positions. 

The expected half-bond boron-boron distance is twice the single- 
bond radius 0.81 A (Table 7-18) plus the half-bond correction 0.18 A 
(Equation 7-7). This value, 1.80 A, agrees well with the experimental 
vahie, 1.797 4: 0.015 A. For the other bonds the calculated distance 
is 1.65 A and the observed value is 1.62 + 0.02 A. 

Similar icosahedral By groups are found in other modifications of 
boron and also in the compound ByCs, in which there are linear C, 
groups.’° 

Crystalline boron is expected to be stabilized to some extent by the 
resonance energy of the bonds among the alternative positions. The 
amount of resonance stabilization can be estimated in the following 
way: The enthalpy of formation of (—AH*) for B(CHs)3(g) is 25.7 
kcal/mole and that of ethane is 16.5 kcal/mole. Hence the enthalpy 
of formation of B(CHs)3(g) from elementary boron and ethane is 0.9 
keal/mole. If elementary boron contained normal B—B single bonds, 
the reaction would involve only breaking some of these bonds and some 
C—C bonds in ethane and forming three B—C bonds, and the value 
of —AH° would be expected to be 17.3 kcal/mole, as given by Equation 
3-12, which relates bond energy to electronegativity difference. We 
conclude that the difference between these two values, 16.4 kcal/mole, 
is the resonance energy of elementary boron.7! Two thirds of this 
quantity, 10.9 kcal/mole, is the resonance energy of a boron-boron 
bond between two positions, 

As another example we may discuss”? the crystals MBg, in which M 
represents Ca, Sr, Ba, Y, La, Ce, Pr, Nd, Gd, Er, Yt, or Th. The 
structure, shown in Figure 10-2, involves a boron framework with 
atoms M in the interstices. Each boron atom forms bonds with five 
other boron atoms, four in its B, octahedron and the fifth in an adjacent 
octahedron. ‘The five bonds have the same length, which for CaB, has 


6 G. 8. Zhdanov and N. G. Sevast’yanov, Doklady Akad. Nauk 8.8.8.&. 32, 
432 (10941); H. i. Clark and J. L. Hoard, J.A.C.8, 65, 2115 (1943). 

% Rough agreement is found with the result of another caletlation, From 
s consideration of values of enthalpy change accompanying addition of N(CHs): 
to B(CH;), BeHs(CH;), and BH, 8. H. Bauer, A. Shepp, and R. E. McCoy, 
J.A.C.8. 78, 1008 (1953), concluded that the enthalpy of dimerization of BH, 
is 32 + 2keal/mole. The enthalpy of formation of B:H,(g) is ~7.6 koal/mole, 
and hence that of BH; is -19.8 keal/mole. Iffelementary boron had no reso- 
nance energy, the value would be 6.7 kcal/mole (Equation 3-12). Hence the 
resovance energy of boron is 20.5 + 1 kcal/mole. This value is probably less 
reliable than the value 16.4 given above. 

72 M. von Stackelberg and F. Neumann, Z. phystk. Chem. B19, 314 (1932); G. 
Allard, Bull. Soc. chim. France 51, 1213 (1932). 
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the experimental value” 1.72 + 0.01 A. Nearly the same value is 
found in CeBse, and similar values are found in the other compounds, 
ranging from 1.69 A for YB, to 1.77 A for BaB,y. ‘These values reflect 
the sizes of the atoms M (the radius for ligancy 12 is 1.797 tor Y, 1.970 
for Ca, 23.215 A for Ba-—Tabie 11-1). 

It is prohuble that the atoms M form bonds with one another, and 
that the boron atoms use their valence electrons in forming boron- 
boron bonds. ‘The bond number of these bonds would then be 0.60, 





Fig. 10-2.—-The atomic arrangement in the cubic 
urystal calcium hexaboride, CaBe 


with the expected B-—RB bond Jength 1.75 A. tis also not improvdabie 
that there is some transfer of valence electrous from M to the boron 
framework. If one electron were transferred, the B—B bond number 
would be 0.633, with expected bond length 1.74 A. 

There is reason to expect the bond numbers in the resonating sys- 
tem of an electron-deficient molecule to be approximately 3. Let 
us consider N bond positions and M electron pairs. There are 
N'/(N — M)1M! ways of distributing the M@ pairs among the N poai- 
tions. For given N, this function has its maximura value when MM is 


723 LL. Pauling and S. Weinbaum, Z. Krist. 87, 181 (1934). 
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equal to N/2. The resonance energy increases with increase in the 
number of resonance structures, and hence would have its maximum 
for this value of Mf. (A factor tending to keep the ligancy small is the 
repulsion of adjacent nonbonded atoms.) Hence we may expect to 
find often that the number of bond positions in the resonating system 
is approximately twice the number of resonating electron pairs, and 
the bond numbers are about 4. The boranes (Sec. 10-7) provide good 
examples of this rule. 

The following sections contain discussion of the boranes (Sec. 10-7), 
related substances (Sec. 10-8), ferrocene and related substances (Sec. 
10-9), and other electron-deficient compounds (Sec. 10-10). 


10-7. THE STRUCTURE OF THE BORANES" 

Boron forms a series of kydrides of surprising composition.”> The 
simple substance BH; has not been prepared; instead, hydrides of vari- 
ous compositions occur, including BsH., BeHio, BsHs, BsHu, BeHuo, 
BoH,s, and By Aus. 

The structural problem presented by these substances is not a simple 
one; the furrdamental difficulty is that there are not enough valence 
electrons in the roolecules to bind the atoms together with electron- 
pair bonds. In BeHg, for example, there are twelve valence electrons; 
all twelve would be needed to hold the six hydrogen atoms to boron by 
covalent bonds, leaving none for the boron-boron bond. 

It was suggested by Sidgwick”® that electron pairs are used for the 
boron-boron bond and four of the boron-hydrogen bonds and that one- 
electron bonds are formed bet ween boron atoms and the two remaining 
hydrogen atoms. Structures based upon this suggestion were dis- 
cussed in the previous editiens of this book. 

It was then discovered that the configurations of the molecules 
correspond to an increase in ligancy of the boron atoms to 5 or 6 and of 
some of the hydrogen atoms te 2. These configurations provide strong 
support of the suggestion made by Lewis’? that the electron pairs reso- 


7 The discussion in this section resembles that given by L. Pauling and B. 
Kamb, Proc. Nat. Acad. Sci. U.S. 45, in press (1959); see also K, Hedberg, 
J.A.C.S. 74, 3486 (1952); W. N. Lipscomb, J. Chem. Phys. 22, 985 (1954); W. H. 
Eberhardt, B. Crawford, Jr., and W. N. Lipscomb, 7bid. 989; W. C. Hamilton, 
Proc. Roy. Soc. London A235, 295 (1956); J. Chem. Phys. 29, 460 (1958); M. 
Yamazaki, ibid. 27, 1401 (1957). 

78 See, for a review of this subject, A. Stock, Hydrides of Boron and Silicon, 
Cornell University Press, 1933; H. I. Schlesinger and A. B. Burg, Chem. Revs. 
31, 1 (1942). 

78 N. V. Sidgwick, The Electronic Theory of Valency, Clarendon Press, Oxford, 
1927, p. 103. 

77 GN. Lewis, J. Chem. Phys. 1, 17 (1933). 
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sate among the several interatomic positrons in such a way as to pro- 
duce fractional bonds, with resonance stabilization of the molecules. 

Diborane, ByH,, has the configuration shown in Figure 10-3. This 
configuration was proposed long ago;"* it has been verified by spectro- 
scopic and other physical evidence.”” ‘The molecular dimensions were 
obtained by 2 careful electron-diffraction study.*° 

Four of the hydrogen atoms have liganey 1. Their H-—B distance 
is 1.187 + 0.030 A. This value agrees moderately well with the single- 
bond value 1.13 A : it corresponds to bend number 0.80 + 0.68, which 
shows that the bonds are not pure single beads. The bridging hydro- 
gen atoms, with ligancy 2, have B—--H bond length 1.334 + 0.027 A, 
corresponding to bond number 0.45 + 0.05, and the B-—B distance 1s 





Fie. 10-3.—The configuration of atoms in diborane, B;Ha. 


1.770 + 0.013 A, corresponding to bond number 0.56 + 0.03. (The 
bond numbers are calculated with radius 0.81 A for boron and 0.32 for 
hydrogen.) 

The sum of the bond numbers of the nine bonds is 5.60 + 0.55. It 
should be six, because there are twelve valence electrons in the mole- 
cule, and therefore the values given above need to be increased by an 
average of 0.04. 

A simple theoretical treatment that can be applied to electron-de- 
ficient substances in general ean be given for the diborane molecule.*! 
Let us consider the various valence-bond structures that can be written 
for the rociecule®? (with its known configuration) with use of the six 


78 W. Dilthey, Z. angew. Chem. 34, 596 (2921). 

16 F, Stitt, J. Chem. Phys. 8, 981 (1940); 9, 780 (1941); H. C. Longuet-Higgings 
and R. P. Bell, J. Chem. Soc. 1943, 250; K. 8. Pitzer, J.A.C.S. 67, 1126 (1946); 
W. ©. Price, /. Chem. Phys. 15, 614 (1947); 16, 894 (1948). 

8¢ K. Hedberg and V. Schomaker, J.A.C.S. 73, 1482 (1951). 

% Pauling and Kamb, loc. cit. (74). 

& In general the condition muy be made, from the electroneutrality principle, 
that atoms have formal charge 0, +1, or —1, only. 
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electron pairs and the stable valence orbitals (one for hydrogen, four 
for boron}. Twenty structures way be written: thay sre of type A 
(2 structures), PB (2), C (43, P @), and B (4). 








He ei a rH Ht tt 
cs ae ie * ea ra +07 < 
B B. n 5 
/ if yoo s : ae 
Hi H H H H S 
A (2) B (2) 

H Ht H nt H BH 
Ne vA ay 
B B Be ~————B 
je i a yo at \ 
H H 4 ¥ H H 
C (4) D (8) 

H+ H vai 
Fa an 
H oH H 


E (4) 


We may, as a first approximation, assume that these structures con~ 
tribute equally to the normal state of the molecule. The bend num- 
bers calculated in this way are 0.85 for nonbridging B--H, 0.45 for 
bridging B—H, and 0.80 for B--B. The two B-—H vaiues agree wall 
with those obtained from the interatomic distances, but the B---B value 
does not. Possibly the structures with neutral atoms should be given 
greater weight than those with separated charges. fy the stcactures of 
type A are given triple weight the calculated bond numbers berorns 
0.875 for nonbridging B-—H, 0.459 for bridging B---H, and 0.687 for 
B—B. | . 

The resonance energy for diborane may be found in the following 
way: From the electronegativities of boron and hydrogen we estimate 
(Equation 3-12) that the enthalpy of formation of BH; from hydregen 
and single-bonded boren weuld, be 0.69 kcal/mole. Elementary boron 
is more stable than single~-bonded boron by 16.4 keal/mole Sec. 10-5); 
hence the enthalpy of formation of BH, from the elements m their 
standard states is estimated to be —-15.7 keal/mole. The observed 
enthalpy of formation of BeH, from the elements is —7.5 kcal/mole, 
and accordingly that from 2BH; is 23.9 keal/mole. Since 2BH, and 
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Bells cuntain the same bonds, except for thetr resonunce in BeHs, we 
raay take this quantity, 26.9 keal/mole, to be the resonance energy of 
idH,. Asa first approximation the structure may be described as in- 
volving the resonance of each of two B—H bonds between two positions 
(to the bridge hydrogen atoms), with a contribution also of the B—B 
bond resonance. The value 23.9 kcal/mole is seen to be reasonable in 
comparison with the value 10.9 kca}/mole obtained in Section 10-6 for 
the resonance energy of a B—B bond between two positions. 





Fig, 10-4.—Arrangement of atoms in the molecule of pentaborane, B;Hs. 


Pentaborane, B,Hy, has the structure® shown in Figure 10-4. In 
this molecule the B-——-H bonds for nonbridging hydrogen atoms have 
the length 1.22 + 0.07 A, corresponding to the bond number 0.68 
+0.20, and the bridge hydrogens have the length 1.35 + 0.02 A, cor- 
responding to the bond number 6.43 -+ 0.04. It may be pointed out 
that the experimental values of the electric dipole moment, 2.13 D for 
pentaborane* and 3.52 D for decaborane,® require a separation of 


83 Klectron diffraction: K. Hedberg, M. E. Jones, and V. Schomaker, J.A.C.S. 
73 3538 (1951); Proc. Nat. Acad. Sci. U.S. 38, 680 (1952); x-ray diffraction: 
W J. Dulmage and W.N. Lipscomb, J.A.C.S. 73, 3539 (1951); Acta Cryst. 5, 
260 (1952); microwave spectroscopy: H. J. Hrostowski and R. J. Myers, J. Chem 
Phys. 22, 262 (1954). 

& H. J. Hrostowski, R. J. Myers, and G. C. Pimentel, J. Chem. Phys. 20, 


518 (1952). 
6 A, W. Laubengayer and R. Bottei, J.A.C.S. 74, 1618 (1952). 
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charge in the molecules corresponding approximately to these bond 
numbers. ** 

The B-—B bond length for the sides of the base of the pyramid is 
1.800 + G.005 A and that for the other four bonds is 1.690 + 0.005 A. 
These values correspond to bond numbers 0.50 and 0.75, respectively. 
The sum of the bond numbers for ali of the bonds, which should be 
12 (there are 24 valence electrons), is 11.84 + 1.32. 

The method of averaging for all valence-bond structures, asdescribed 
above for diborane, is extremely laborious for any except very simple 
molecules. <A statistical theory of resonating valence bonds that can 
be easily applied to complex as well as simple molecules has been de- 
veloped.§? It can be illustrated by application to BsH». Let us begin 
by assigning the probability 1 to the nonbridging B-—-N) bonds and 
3 to the other bonds in the molecule: 





We assume that a hydrogen atom can form no bond or one bond and 
that a boron atom can form not more than four bonds (corresponding to 
the number of bond orbitals). For eaeh bond position in the molecule 
we calculate the probability that the other bonds are so arranged as to 
permit the bond to be formed, assuming that the occupancy of the 
positions is unsynchronized. For example, let us consider the apical 
B—H position. The hydrogen atom, which is not a bridging hydro- 
gen, has probability factor 1 for forming its one bond (the correspond- 


86 A quantum-mechanical discussion of the structure of these -molecules in 
relation to the dipole moments has been reported by W. N. Lipscomb, J. Chem. 
Phys. 25, 38 (1956). 

87 Pauling and Kamb, loc. ett. (74). 
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ing factor for a bridging hydrogen is 4). The apical boron atom has 
four } bonds, and the probability that at least one of its four orbits! 
is free is found by a simple calculation to be 15/18. The sum of the 
probabilities for all 21 bonds is 11.24. The calculated bond numbers: 
for B—H (apex), B—H (base), B--H cbridging), B—B (base), und 
B—B (slant) are 1.00, 0.87, 0.37, 0.50, and 0.64, respectively. These 
correspond to bond lengths 1.13 A (1.22 + 0.07), 1.17 A (1.22 + 0.07), 
1.39 A (1.35 + 0.02), 1.80 A (1.809 + 0.005), and 1.73 A (1.690 
+0.005), respectively; the values in parentheses are the experimental 
values. The statistical theory of resonating bonds is seen to account 
for the major features of the pentaborane structure.®® 

The enthalpy of formation of BsH,(1) is 7.8 keal/mole relative to 
the elements in their standard states, 76 kcal/mole relative to single- 
bonded boron. With the smali correction (0.23 kcal/mole per hydro- 
gen atom) for the partial ionic resonance energy of the B--H bonds, 
this value gives 74 keal/mole as the resonance energy stabilizing the 
BsH, moiecute. This value is reasonable, in comparison with the 
values for tetragonal boron and B.H, discussed above; it corresponds 
to about 10 kcal/mole for each of four bonds resonating between two 
positions for the bridging hydrogen atoms, two B—B bonds resonating 
between two positions for the base boron atoms, and three bonds reso- 
nating among four positions (that is, one no-bond resonating among the 
four positions) for the bonds to the apical boron atom. 

A great contribution to the structural chemistry of the bpranes was 
made in 1950 when Kasper, Lucht, and Harker®® reported their deter- 
mination of the structure of decaborane, BisHy. The structure, shown 
in Figure 10-5, involves a group of ten boron atoms in positions corre- 
sponding to a By icosahedron with two adjacent boron atoms removed. 
Each of these missing boron atoms is replaced by two hydrogen atoms, 
which serve as bridges. The other ten hydrogen atoms are attached 
separately by single bonds to the ten boron atoms. Each boron atom 
has ligancy 6, with the arrangement of the bonds similar to that in the 
tetragonal boron crystal. In addition to the bond for each boron that 
extends out from the dodecahedron center to its nonbridging hydrogen 
atom, two boron atoms (at the top in Fig. 10-5) form two bonds to 
bridging hydrogen atoms and three to other borons, four form one bond 
to a bridging hydrogen and four to other borons, and the remaining 
tour form five bonds to boron atoms. . 


a8 A refinerment of the statistical theory can be made by repeating the calcula- 
tion with use of the bond numbers given by the preceding calculation as proba- 
bilities, until a self-consistent set is obtained. This refinement leads to small 
changes only in the bond numbers. 

8° J, 8. Kasper, C. M. Lucht, aud D. Harker, Acta Cryst. 3, 436 (1950); C. M. 
Lucht, J.A.C.S. 73, 2373 (1951). 


10-7 The Structure of the Boranes 373 





Fig. 10-5.—The atomic arrangement in the molecule of 
decaborane, Bio. Note that the 10 boron atoms are ap- 
proxintately at corners of a regular icosahedron. Each of the 
two remaining corners of the icosahedron may be considered 
to have been replaced by two bridging hydrogen atoms. The 
other 12 hydrogen atoms are bonded to boron atoms in such 
a way that the B—H bonds extend out from the center of the 
icosahedron. 


The statistical resonating-bond theory described above can be easily 
applied to decaborane. Each boron atom forms one bond to an at- 
tached hydrogen atom and five bonds that are taken to have probabil- 
ity $ (to five borons or four borons and one bridging hydrogen). The 
21 B—B bonds are hence all alike, as are the 10 B—H _ bonds and the 
8 B—H’ bonds (H’ represents a bridging hydrogen atom). Their bond 
numbers are calculated to be 0.50, 0.86, and 0.36. These values corre- 
spond to the bond lengths B—B = 1.80 A, B—H = 1.17 A, and 
B—H’ = 1.40 A. These values agree roughly with the experimental 
values B—B = 1.79 A (average of values between 1.73 and 2.01), 
B—H = 1.28 A, and B—H’ = 1.37 A. 

The enthalpy of formation of ByHu(e), —8 kcal/mole, leads by a 
calculation similar to that made above for pentaborane to the value 
153 keal/mole for the resonance energy of decaborane. The molecule 
contains 29 bonds (21 B—B and 8 B—H) that are essentially half- 
bonds (bond numbers 0.50 and 0.36). If we describe it, as an approxi- 
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matiog, as involving fourteen half-bonds resonating between two posi- 
tions each, we obtain 10.8 kcal/mole as the resonance energy of a bond 
between two positions. This value agrees excellently with the value 
10.9 kcal/mole found for the boron crystal. 

Tetraborane, BsHio, has the structure” shown in Figure 10-6. The 
application of the statistical resonating-bond theory leads to bond 
numbers B,—H = 1.00, Be—H = 0.88, Br, -H’ = 0.44, Bir—H’ 
=(0.32, B:—B, = 0.60, and B;—B, = 0.44 (here B; represents the 
central boron atoms, Bz the outer ones, H the nonbridging, and H’ the 
bridging hydrogen atoms). The corresponding bond lengths are 





Fig. 10-6.—The atomic arrangement in tetraborane, BaHho, 
represented in a plane. The arrangement of the four boron 
atoms in space is that of the bottom part of the decaborane, 
Figure 10-5. The four bridging hydrogen atoms and two of 
the hydrogen atoms attached only to the side boron atoms 
(right and left) occupy six other icosahedral positions; four 
B—H bonds extend out from the center of the icosahedron. 


B—H = 113 A, B-H=1.17 A, Br-H’ = 1.34 A, Br—-H’ 
= 1.43 A, Br,—B,; = 1.75 A, and B,—B, = 1.84 A. These values agree 
excellently (mean deviation 0.015 A) with those selected as most prob- 
able in an analysis®! of the x-ray and electron-diffraction results: 
B,—H = 1.19 A, Bx—H = 1.19 A, Br—H’ = 1.33 A, Br—H’ =1.43 
A, B,—B, = 1.75 A, and B,—B, = 1.85 A. It is especially interesting 
that the resonating-bond theory leads to an explanation of the observed 
differences in the two B—H’ bond lengths and in the B—B bond 
lengths. 


*% Electron diffraction: M. E. Jones, K. Hedberg, and V. Schomaker, J.A.C.S. 
75, 4116 (1953); x-ray diffraction: C. E. Nordman and W. N. Lipscomb, ibid.; 
J. Chem. Phys. 21, 1856 (1953). 

® Lipscomb, loc. cit. (74). 
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Dihydropentaborane, BsHuy, is Jess stable than pentaborane. Its 
structure,” shown in Figure 10-7, may be described as obtained by 
breaking one of the base B—B bonds of the Bs pyramid and introducing 
two hydrogen atoms. The statistical resonating-bond theory leads to 
the following bond numbers and bond lengths: Br—Bs, 0.42, 1.85 A; 
B,--Bs, 0.39, 1.87 A, Br—Bs, 0.58, 1.76 A; Bs—Bsz, 0.53, 1.79 A; 
B.—H, 0.76, 1.20 A; By--H, 0.98, 1.13 A; Bs—H, 0.91, 1.15 A; Be—H’, 
0.42, 1.36 A: Bs—H’, 0.39, 1.38 A. Here Bi represents the central 
boron atom, Bz the boron atoms forming one hydrogen bridge bond, Bs; 
those forming two hydrogen bridge bonds, H the nonbridging hydrogen 


Fic. 10-7.—A diagram representing the 
structure of dihydropentaborane, Bs5Hn. Sev- 
eral of the atoms are approximately at icosa- 
hedral corners. 


atoms, and H’ the bridging hydrogen atoms. The x-ray study gave the 
bond lengths B——H = 1.07 A, B—H’ = 1.24 A, By—By = 1.87 A, 
B,—Bs = 1.72 A, Br—Bs = 1.75 A, and Bs—B, = 1.77 A, and the 
electron-diffraction study gave the average B—B value 1.81 A, all in 
rough agreement with the calculated values. 

exahorane, BsHio, has the structure*® shown in Figure 10-8. The 
six boron ators and four bridging hydrogen atoms lie approximately at 
ten eorners of an icosahedron. 

The statistical rescnating-bond calculation leads to the following 


“ Blectron diffraction: K. Hedberg, M. E. Jones, and V. Schomaker, 2nd 
Int. Congr Cryst., Stockholm, 1981; x-ray diffraction: L. R. Lavine and W. N. 
Lipscomb, J. Chem. Phys. 22, 614 (1954). 

aE. LU. Hirshield, K. Erike, R. BE. Dickerson, #. L. Lippert, Jr., and W.N. 
Lipscomb, J. Chem. Phye. 28, 56 (1958). 
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bond numbers and interatomic distances: Bs—H, 0.97, 1.14 A; other 
B—H, 0.84, 1.19 A; B,—H’, 0.45, 1.34 A; other B—H’, 0.36, 1.40 A; 
Br—Be, 0.62, 1.74 A: By -B,, 0.49, 1.81 A. By--B., 6.49, 1.81 A; 
Br~-Bs, 0.79, 1.68 A: B.—-Bs, 0.62, 1.74 A; Br—By, 0.49, 1.81 A (H’ is 
the bridging hydrogeu, Bi boron at apex, E, base boron with one hydro- 
gen bridge only, Bs adjacent toi}. The values reported from the x-ray 
study are B—H, average 1.22 + 6.68 A; B--—H’, uverage 1.38 + 0.68 A; 
Br—Bz, 1.79 + 0.01 A; Bi-~Bs, 1.75 + 0.01 A; Bx—-By, 1.74 + 0.01 A, 
Be—Bn, 1.60 + 0.01 A; Be—Bs, 1.74 + 0.01 A; By—By, 1.79 + O01 A. 





Fig. 10-8,—Diagram representing the struc- 
ture of the hexaborane molecule, BsHis. Sev- 
eral of the atoms are at icosahedral! positions. 


The structure found™ for enneaborane, BsH;s, is shown in Figure 
10-9. There are five bridging hydrogen atoms. Each boron atom i.as 
ligancy 6. The boron atoms are approximately at nine corners of an 
icosahedron. The boron atom at the left (B,) has two nonbridging 
hydrogen atoms attached to it, and each of the others has one. The 
statistical resohating-bond theory leads to the following bond numbers 
and bond lengths: B;—H, 0.76, 1.20 A; other B—H, 0.90, 1.16 A; 
Br—H’, 0.28, 1.46 A; other B—H’, 0.38, 1.38 A; B,;—B, 0.38, 1.87 A; 
other B—B, 0.52, 1.79 A. The observed values of the bond lengths 
agree moderately well: B—H, average 1.15 + 0.10 A; Bi—H’, 1.45 


“ R. E. Dickerson, P. J. Wheatley, P. A. Howell, and WN, Lipscomb, J. 
Chem. Phys. 27, 200 (1957). The composition of the substance was determined 
by the x-ray atudy. . 
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+6.10 A; other B--H’, 136 + 6.10 A; Br—B, 1.86 + 0.05 4; other 
B—B, 1.81 + 0.05 A 

The structures of BH, Bho, BsHo, B Hy, BsHyo, BsHig, and 
BiH, have common features. In all except BsH, the atoms are ar- 
ranged in a way closely related to the icosahedron; ic BsH, there is a 
close relation to the octahedron. In some cases a hydrogen atom oc- 
cupies a corner of the icosahedron; in others the corner is replaced by 





Fia@. 10-9.-—-A diagram representing the 

stracture of enneaborane, BeHy;. All of the 

_ boron atoms and some of the hydrogen atoms 
are approximately at icosahedral positions. 


two hydrogen atoms, or even three (BsHi.). There is one hydrogen 
atom attached to each boron atom in such a way that the B—H bond 
points outward from the center of the moiecule. The ligancy of boron 
is either 5 (tetragonal pyramid) or 6 (pentagonal pyramid) : the average 
ligancy is 5 in B:Hia, 5.6 in BsHu, 5.67 in BeLHio, 5.8 in BsH,, and 6 in 
BiH, Bothis, and BioHx. 
The most stable boranes are BisHy and BsH>. In each of these two 
molecules every boron atom has one nonbridging H attached, and all 
(BioHu) or most (BsH,) of the boron atoms form five half-bonds (in 
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BsH, the apex boron forms four B—B bonds with bond number 0.64). 
The conclusion may be drawn that the structural feature leading to 
greatest stability is ligancy 6 with one nonbridging B—-H bond (or 
B—-B bond, as in elementary boron). 

We may ask if there are any possible boranes other than BisHy that 
are based entirely on this structural feature. One is BeH, with a By 
icosahedron. It is likely that this molecule is stabie, but that the con- 
ditions for its preparation are essentially the same as for the colorless 
or yellow compounds of low volatility that are obtained by heating the 
boranes.* Substances with high molecular weight may result from 
condensation of boranes with elimination of water and formation of 
B—B bonds; for example, ByHy icosahedra might eliminate four hy- 
drogen atoms to form B-—-B bonds that would hold the icosahedra in a 
framework with composition (BeHs).. The yellow color observed for 
some of the solid boranes would be expected for such large conjugated 
systems. 

Another structure satisfying the requirement is that for BgHu, ob- 
tained by adding a hydrogen atom in the fifth basal bridging position 
of BeHio (Fig. 10-8). However, BeH1 1s an odd molecule, and would 
either add or lose an electron, forming [BsHu]~ or [BeHu]+. In order 
to keep the bond numbers of the resonating bonds close to 4, as is 
needed for maximum stability, a pair of electrons is needed for the two 
half-bonds; hence it is the anion rather than the cation that will be 
stable.% Compounds such as KB.Hy have not yet been reporved. 
We may predict that the bonds have the following bond numbers and 
bond lengths: B—H, 0.93, 1.15 A; B—H’, 0.40, 1.37 A; B--B, 0.54, 
1.78 A. | 

The substance NaB;Hs has been reported.*? The ion [{Bsl1,|- may 
be assigned the ay structure: 


ma Z \Z a 
v4 ‘er Sa 








8 A chrome-yellow (BH). has been reported by A. Stock and W. Maihing, 
Ber. 69, 1456 (1936). 

$8 The stability of [Bj.Huj*t has been suggested by W. N. Liparomb, J. Chem. 
Phys. 28, 170 (1958), on the basis of a molecular-orbital treatment. It seems 
likely, however, that the argument given above is valid, and that the anion 
.rather than the cation is stable. Lipscomb also suggested that the [B,H,]~ 
ion with a B, tetrahedron and three bridging hydrogen atoms about one tri- 
angular face should be stable. This structure, with one boron atom forming 
only a B—H bond plus three fractional B—-B bonds, would be very unstable, 
according to the argument given above. However, the [B,sH.Cl]~ ion might be 


stable. 
7 W. V. Hough, L. J. Edwards, and A. B. McElroy, /.A.C.S. 78, 689 (1956). | 
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(It is deficient in electrons; |BelHs|~-~~ is analogous to propane.) The 
predicted values of bond numbers and bond lengths are B,—H, 0.89, 
1.16 A; Be—H’, 0.38, 1.38 A; B,--H’, 0.41, 1.36 A; B~-B, 0.62, 1.75 A. 
In other reported salts, such as NaeB.Hio,® the anion with a double 
negative charge may be expected to have the same configuration as for 
the sorresponding borane, expected for the decrease in all bond lengths 
(by 0.03 A for [BsHio]-~) corresponding to the increase by one in the 
number of resonating electron pairs. | 
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Bromodiborane, BeH,Br, has a structure essentially identical with 
that, of diborane except that a bromine atom replaces one of the non- 
bridging hydrogen atoms.’ ‘The B—-Br bond length, 1.934 + 0.010 
A, corresponds to bond number 0.80 (the B-—-Br single-bond length is 


at 
/o™ 
1.894 A). In 1,)-dimethyldiborane,*® (CH3;),.B—-—-—-BH,, the B—C 
H 


bend length, 1.61 A, corresponds to the bond number 0.77. In amino- 
diborane, B2H,NH:, and dimethylaminodiborane, BLH;N(CHs)s, one 
of the bridging hydrogen atoms is replaced by the amino or dimethyl- 
amino group.’ The B—N bond length, 1.53 + 0.04 A, corresponds 
to bond number 0.80. | 

A number of other substituted boranes are known. An interesting 
one is BreHw(NCCHs)2, the product of reaction of decaborane with 
acetonitrile.1°! Its structure has been determined!*? by x-ray study of 
the crystal. The two hydrogen atoms projecting out from the two top 
boron atoms of Figure 10-5 are replaced by acetonitrile groups. These 
groups are linear, as would be expected for the reasonable structure 

Tetraboron tetrachloride, BsCls, differs from the boranes in that the 
liganey of boron is only 4. ‘Fhe boron atoms lie at the corners of a 
regular tetrahedron.’ Each boron utom forms three B—B bonds, 
with the other atoms of the tetrahedron, and a B-—Cl bond, directed 
out from the center of the molecule. The B-—Cl bend length, 1.70 A, 


92 A, Stock and E. Kuss, Ber. 59, 2210 (1926). 

*9 Hedberg, Jones, and Schomaker, lor. cit. (92). 

100 K, Hedberg and A. J. Stosick, J.A.C.S, 74, 954 (1952). 

101 R. Schaeffer, J.A.C.S. 79, 1006 (1957). 

102 J, van der Maas Reddy and W. N. Lipseomb, J.A.C.S. 81, 754 (1959). 

108 M. Atoji and W. N. Lipseomb, Acta Cryst. 6, 547 (1953). The substance 
was first prepared by G. Urry, T. Wartik, and H. I. Schlesinger, J.A.C.S. 74, 
5809 (1952). 


386 One-Hieciron and Three-Electron Bonds 


is approximately the single-boud value, 1.72 A; the bond may have a 
smal] amount of dcouble-bond character. The B—B bond length, 
1.70 A, corresponds to bond number 6.74. This value is somewhat 
larger than the value 0.67 that would apply if each boron used one of 
its valence electrons completely in forma B—Clbond. It suggests that 
the B—-Cl bond has bond number 6.89 (plus some double-bond char- 
acter, using electron pairs of the chlorine atom). 

The corresponding borane 5,H, involves boron with ligancy 4, equal 
to the orbital number (whereas in B.C], the partial double-bond char- 
acter of the B—Cl bonds may be said to correspond to an increased 
ligancy for boron); accordingly we would not expect B«H, to be stable. 
Similariy, as discussed in the preceding section, BsH. (octahedral Be 
group, ligancy 5 for boron) would Le expected to be unstable and 
Buy (icosahedral Bis, ligancy 6} to ve stable. '% 

Beryllium borohydride, BeBeHs, has the structure*™ 


in which each boren or beryllium atorn is surrounded tetrahedrally by 
four hydrogen atoms. The bond lengths and corresponding bond 


1% In tetrachlorodiborine, BsCh, and to.raflucrediborine, Bei, the ligancy of 
boron is 38. These substances are not electron-deficient substances; the halogen 
atoms have extra electron pxsira that can make use of the fourth orbital of boron 
for double-bond formation. BeF, is planer, with bond lengths B-—B = 1.67 
+ 0.05 A and B—F = 1.32 + 0.044 and bord angle FBF = 120° + 2.5° 
(x-ray investigation of the crystal: L. Trefonas and W. N. Lipscomb, J. Chem. 
Phys. 28, 54 (1958}). Whe x-ray investigation of the B:Ci, crystal has led to a 
similar planar structure, with B—B = 1.80 + 0.05 A, B—-Cl = 1.72 + 0.06 A, 
and angle CIBC] = 121.5° + 3° (M. Atoji, W. N. Lipscomb, and P, J. Wheatley, 
abid. 23, 1176 [1855}). The gas molecule has beén reported to have the same 
dimensions but with s bisplencidal (nonplanar) configuration (electron diffrac- 
tion: Hedberg, Jones, snd Schomaker, loc. cit. (92); Infrared aud Raman spectros- 
eopy: M. J. Linevaky, E. R. Shull, Db. B. Mann, acd T. Wartik, J.A.C.8. 75, 3287 
{1953]). It seeme likely that there is largely usrestricted rotation about the 
B——B bond, 

16 Quantum mechanical calculations have been reported to show instability 
of these substances: Eberhardt, Crawford, and Lipscomb, loc. ctt. (74); H. C. 
Longuet-Higgins and M. de V. Roberta, Proc. Roy. Soe. Londen A230, 110 
(1955). 

96S H. Bauer, J.A.C.S. 72, 622 (19503. This electron-diffraction study is 
supported by a spectroscopic investigation: W. C. Price, J. Chem. Phys. 17, 
1044 (1949). 
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numbers are B—H (nonbridging) 1.22 A, n = 0.71; B—H (bridging) 
1.28 A, 2 = 0.61; B—~Be 1.74, n = 0.74; Be--H 1.63 A, n = 0.20. 
The sum of these bond numbers is 7.56, 2 little smaller than the num- 
ber of bonding electron pairs; the bond numbers should accordingly be 
increased (each by 0.03). Boron has ligancy 5 and beryllium has 
ligancy 6. 

Aluminum borohydride has the structure?’ 
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in which aluminum is surrounded octahedrally and boron tetrahedrally 
by hydrogen atoms. The bond lengths and bond angles are B—H 
(nonbridging) 1.21 A, n = 0.74; B—H (bridging) 1.28 A, n = 0.61; 
B—AI 2.15 A, n = 0.61; Al-—-H 2.1 A, n=0.20. The sum of the bond 
numbers, 11.13, is 0.87 less than the number of bonding electron pairs, 
12, indicating that cae bond numbers should be increased by an average 
of 0.04. 
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Several electron-deficient compounds in which there are bridging 
methyl groups, with ligancy 5 or 6 for carbon, are known. The first 
one to be recognized was the tetramer of platinum tetramethyl, 
Pt,(CHs)is. This substance was subjected to x-ray investigation by 
Rundle and Sturdivant,!** who found it to have the structure shown in 
Figure 10-10. Each carbon atom has ligancy 6; it is bonded to its 
three hydrogen atoms and also to the three neighboring platinum 
atoms. The bond lengths were not accurately determined (the plati- 
num-platinum distance was found to be 3.44 A); however, it is likely 
that the Pt—C bridging bonds are approximately half-bonds (with 


107 Bauer, also Prica, loc. ett. (106). 
108 R. E. Rundle and J. H. Sturdivani, J.4.C.8. 69, 1561 (1947); the structure 
was reported in the first edition of this book, 1939. 
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Fia@. 10-10.—The molecular structure 
of the tetramer of platinum tetramethyl, 
Pt.(CHs)1s. The small circles represent 
platinum atoms and the large circles car- 
bon atoms of the methyl groups. 


bond number about 0.83 for the C—H bonds), permitting the value 
2.25 A for the Pt—C bridging bond length to be predicted.'™ 

The increase in ligancy of the carbon atom illustrates the principle, 
mentioned in Section 10-6, that an electron-deficient atom causes adja- 
cent atoms to increase their ligancy. The platinum atom in the 
monomer, Pt(CHs)4, would make use of only seven of its nine valence 
orbitals: four for bonds to the four carbon atoms and three for the 
three unshared pairs of 5d electrons. The electron deficiency of this 
atom then permits the increase in ligancy of carbon. 
_ The trimethylaluminum dimer, Al.(CHs)s, has a structure closely 
resembling that of diborane (Fig. 10-3), with methyl groups replacing 
the hydrogen atoms.!" The nonbridging and bridging Al—C bond 
lengths, 2.00 A and 2.24 A, and the Al—AI bond length, 2.56 A, corre- 
spond to the bond numbers 0.74, 0.30, and 0.80, respectively, with sum 
5.96, in good agreement with the number of bonding electron pairs (not 
including the C—H bonds), 6. 

The crystal dimethyl beryllium, Be(CHs)s, has a structure!!! similar 


109 Rundle and Sturdivant reported also the structure of Pt«(CHs)2Ch, in 
which there are bridging chlorine atoms. The Pt—Cl bond length, 2.48 A, is 
just the half-bond value. 

10 X-ray investigation of the crystal: D. N. Lewis and R. E. Rundle, J. Chem. 
Phys. 21, 986 (1953). 

11 A, TIT. Snow and R. E. Rundle, Acta Cryst. 4, 348 (1951). 
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to that of silicon disulfide (Fig. 11-19). There are infinite polymers, 
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in’ which each beryllium atom is tetrahedrally surrounded by four 
bridging methyls. The Be—C bond length, 1.93 A, and the Be—-Be 
bond length, 2.10 A, correspond to the bond numbers 0.29 and 0.26, 
respectively. !!? The sum of these bond numbers per Be(CHsg)2 is 1.42, 
somewhat less than the number of bonding electron pairs, 2. It is 
likely that the bond number for each of the five bonds (four Be-—-C gone 
Be—Be) per Be(CH3)2 is about 0.4. 

Carbonium Ions as Reaction Intermediates.—The properties of 
electron-deficient substances may be expected to be of great impor- 
tance in the theory of chemical reactions. For example, a positively 
charged (and hence electron-deficient) carbon atom in a complex ear- 
bonium ion would be expected to cause adjacent atoms to increase their 
ligancies, as by the formation of a three-membered ring and by the use 
of bridging hydrogen atoms. The analysis of the mechanisms of chem- 
ical reactions may in the course of time permit much more precise 
principles to be formulated than are now at hand. 

Among the numerous examples in the recent literature of organic 
chemistry are the discussions of the reactions of norborny] derivatives 
with use of a structure for the norbonium ion!" involving the formation 
of a three-membered ring through increase in ligancy of the carbon 
atoms to 5 and similar treatment of reactions of cyclopropylcarbiny! 
derivatives.!44 In the investigation of carbonium-ion reactions of 
cyclopropylearbiny] derivatives!" it was shown by use of carbon-14 as 


H.C 
a tracer that the three methylene groups of the ion, CH—CH,, 
H.C 


are essentially equivalent, and the suggestion was made that the four 


u2 Calculated with single-bond radius 0.889 A for beryllium (Table 7-18). 

us T, P, Nevell, E. de Salas, and C. L. Wilson, J. Chem. Soc. 1939, 1188; 8. 
Winstein and D. Trifan, J.A.C.S. 71, 2953 (1949); 74, 1147, 1154 (1952); J. D. 
Roberts, C. C. Lee, and W. H. Saunders, Jr., ibid. 76, 4501 (1954). 

uéR, H. Mazur, W. N. White, D. A. Semenow, C. C, Lee, M. S. Silver, and 
J. D. Roberts, J.A.C.S. 81, 4390 (1959). 
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carbon atoms agsume a tetrahedral configuration. From the foregoing 
discussion of the boranes we are led to suggest that three hydrogen 
atoms serve as bridging atoms and that the ion has the structure 


The bond numbers given by the resonating-bond theory are C—-H. = 1, © 
CH = 1, C/—C = 1, C’—C’ = 0.53, and C’—H’ = 0.40. The 
charge of the cation is distributed over the three H” atoms, each 
+0.20, and the three C’ atoms, each +0.13. ji 

Complexes of Olefines and, Silver lon.—Much work has been done 
on the interaction of the silver ion, Agt, with unsaturated and aromatic 
hydrocarbons. (Mercuric jon and some other metal ions also react 
with carbon-carbon double bonds.) The structure proposed by Win- 
stein and Lucas! * is probably essentially correct. Let us consider 2 
silver ion and ethylene. The system is an electron-deficient on: there 
are 12 valence electrons and 13 valence orbitals (including one orbital 
for the silver ion). We may write three structures for the complex: 


H H H H H H 

“ON ‘oe 
Ag ws ee Ag 

rie: ra rie: 


If the three structures contribute equally, the C—Ag bonds have bond 
number 4 and the C—C bond has bond number 1. 

The crystal AgClO.- CoH, has been’studied with x-rays by Smith and 
Rundle.!® Each silver atom was found to be ligated to four carbon 
atoms: C, and Cz of the benzene molecule on one side of it and C, and 
Cs of that on the other side. In this way chains of alternating silver 
atoms and benzene molecules are formed. The bond lengths Ag—C; 


18 8 Winstein and H. J. Lucas, J.A.C.S. 60, 836 (1939). 
18 HW, G. Smith and R. E. Rundle, J.A.C.S. 80, 5076 (1958). 
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and Ag—C, are 2.50 A and Ag—Cs and Ag—C; are 2.63 A. With the 
silver radius taken as the bicovalent value, 1.39 A, these bond len gths 
correspond to the bend numbers 0.22 and 0.18, respectively. Their 
expected value, for equal resonance among the two Kekulé structures 


Ag 
N/ | 
and two structures of type: L ) for each silver-carbon bond, is .020. 
x 


A somewhat similar structure has been found for the erystal con- 
taining silver nitrate and cyclooctatetraene."7 The silver atom is 
near four carbon atoms of the ring, Ci, Ce, Cs, and Cs. The bond 
lengths Ag—C, and the like are 2.46, 2.51, 2.78, and 2.84 A, correspond- 
ing to the bond numbers 0.26, 0.22, 0.08, and 0.06, respectively. 

These two examples indicate that the Ag—C bond is essentially 
equivalent to half of a C==C double bond in weighting the resonance 
structures. i | 


10-10. FERROCENE AND RELATED SUBSTANCES 


A few years ago the synthesis of a substance of a new type, dicyclo- 
pentadienyl iron, Fe(CsHs)s (commonly called ferrocene), was reported 
almost simultaneously by two groups of investigators.148 Ferrocene 
forms orange crystals, which vaporize without decomposition. It can 
be oxidized to the blue ferricinium cation [Fe(CsHs)3|+. Many similar 
substances have been reported: ruthenocene, Ru(C,H,5)4; ruthenicinium 
ion, [Ru(CsH;)a]+; corresponding compounds of titanium, vanadium, 
chromium, manganese, and cobalt and of their congeners; correspond- 
ing compounds with indenyl replacing dicyclopentadienyl; and corre- 
sponding benzene compounds, such as dibenzenechromium, Cr(C.H.)s, 
and its cation, [Cr(CsHs)s}+. 

It was shown by Fischer and his collaborators!!* that crystals of 
ferrocene and the similar compounds of vanadium, chromium, cobalt, 
nickel, and magnesium are isomorphous, and a determination of the 
structure of ferrocene was mads by Dunitz, Orgel, and Rich. The 
molecule was found to have the configuration shown in Figure 10-11. 
Ruthenocene forms crystals that are not isomorphous with those of 
ferrocene; the molecules have a related structure,'™ differing from that 


eT ES. Mathows and W. N. Lipscomb, J.4.C.8. 80. 4745 (15158). 

“el. d. Kealy and P. L. Pauscn, Naturs, 168, 1039 (1981); 3. A. Miller, J. A. 
Tebboth, and J. F. Tremaine, /. Chem. Soc. 1932, 632. 

ne W. P. Piab and BE. QO. Fischer, Z. enorg. Chem. 274, 317 (1853); E. Weiss 
and KE. O. Fischer, ibid. 278, 219 (1953). 

20 J. D, Dunitz, L. E. Orgel, and A. Rich, Acta Cryst. 9, 373 (3956), 

331 G, L, Hardgrove and D, H,. Templeton, Acta Cryet. 12, 28 (1959). 
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of ferrocene only in that the two cyclopentadienyl rings are in the 
eclipsed rather than the staggered relative orientation. 

The C—-C bond length found for ferrocene (by electron diffraction of 
gas molecules) !#? is 3.435 4: 0.015 A. The C—C distance in rutheno- 





Fra. 10-11.-—The structure of ferrocene, Fe(CsHs)s. 


cene!® is 1.43 + 0.02 A. The experimenta) values of the Fe-—C and 
Ru—C bond lengths are 2.05 + G01 A and 2.21 + 0.02 A, respec- 
tively. 

A Resonating-Bond Treatment of Ferrocene.— The electronic struc- 
ture of ferrocene has been treated by many investigators.!% We shail 
discuss it in terms of resonating covalent honds.}* 

. The iron atom might be expected, in this complex as in others (Chap. 


(22 The values C—C = 1.440 + 0.015 Aand Fe—C = 2.064 + 9.010 A were 
reported by K. Hedberg, W. C. Homilton, and A. F. Berndt (A. F. Berndt, 
Ph.D. thesis, Calif. Inst. Tech., 1957), and the values 1.43 + 0.03 A and 2.03 
+ 0.02 A by E. A. Seibold and L. E. Sutton, J. Chem. Phys. 23, 1967 (1955). 
The crystal values are 1.41 + 0.03 A and 2.05 + 0.03 A: Dunitz, Orgel, and 
Rich, loc. czt. (120). 

128 Hardgrove and Templeton, loc. ett. (121). 

2G, Wilkinson, M. Rosenblum, M. C. Whiting, and R. B. Woodward, 
J.A.C.S. 74, 2225 (4952); J. D. Dunitz and L. E. Orgel, Nature 171, 12) (3953), 
J. Chem. Phys. 23, 954 (1955); BE. O. Fischer and R, Jira, Z. Naturforsch. 8b, 
217 (1953); 9b, GIS (1954); 10b, 354 (1955); W. Moffitt, J.A.C.S. 76, 3386 
(1954); J. W. Linnett, 7’rans. Faraday Soc. $2, 904 (1956); D. A Brown, J. Chem. 
Phys. 29, 1086 (4958). 

25 Pauling and Kamb, loc. cit. (74). 
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4), to use all of its nine valence orbitals for bond formation or for oc- 
cupancy bv unshared electrons cr electron pairs. There are 18 valence 
electrons 1a Loe melecule (in addition to those required for the single 
C—H bonds and the single C-—-C bonds of the two rings), that is, a 
pair for each of the nine orbitals of the iron atom. The electron pairs 
may resonate into carbon-carbon positions, conferring some double- 
bond character on these bonds. The structure should be such as to 
satisfy the electroneutrality principle. !76 

Let us consider the ways in which the nine valence electron pairs of 
ferrocene (apart from those used in forming five C—H and five C—C 
bonds in each cyclopentadienyl ring) may be distributed among the ten 
C—-C and ten Fe—C bond positions with use only of the stable orbitals 
of the atoms (one orbital of each carbon atom is available, and 9 of the 
iron atom}. The Fe—-C bonds have a :small arnount (12 percent) of 
ionic character, so that a single negative formal charge may be placed 
on the iron atom, or it may have zero formal charge; other charge dis- 
tributions may be rejected on the basis of the electroneutrality prin- 
ciple. 

There are 500 structures compatible with these limitations. They 
are represented by the following diagrams: 

re me ~ II ULI My 
7:3 Fe > Fe 7: Fe > Fe 


dete, gts ill er, — mii 


A 25 B 25 C 50 D 10 E10 


le ae | le ie AMP he 
2::Fe 7:Fe ' : Fe 7iF 
etn __ Il THE ee cet aa il 
F 150 @ 150 H 30 I 50 J 50 K 10 


The number below each diagrum is the number of structures of the 
type indicated. The horizontul bars represent C==C bonds and the 
vertical bars Fe-—-C bonds; for example, euch of the 25 structures of 


type A involves two \ vy rings, each ring having one carbon atom 


honded to the tron atom. 


126 "The cyclopentadienyl] rings (and the iron atom) of ferrocene are shown to 
have no electric charge by the identity of the firet acid constant of ferrocene 
dicarboxylic acid with that of benzoic acid (R. B. Woodward, M. Rosenblum, 
and M. C. Whiting. /.4 CS. 74, 8458 {1952]}). 
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AS an upproximation the different structures may be assumed to 
have the same energy, and hence to contribute equally to the normal 
state of the molecule. in going from structure A to structure ©, for 
example, one 3d electron is promotes to a 4p orbital, and an udditional 
bond is formed (4wo Fe—C bonds formed, one C==C converted to 
C-—C); the bond energy roughly cancels the promotion energy. We 
may therefore evaluate the properties of the molecule hy averaging 
over the 560 structures A to K, with equal weights. 

This average gives 1.225 for the carbon-carbon bond number and 
0.471 for the iron-carbon (or ruthenium-sarbon) bond number. ‘The 
calculated average number of unshared pairs on the iron atom is 2.03. 
Its average formal charge is ~0.79. The partial ionie character of 
the 4.71 Fe-——-C bonds (12 percent) reduces the charge to ~0.22. 

Tt is interesting that the 150 structures @ (Ave Fe—C bonds, two 
unshared pairs) represent the molecule quite well. — 

The nature of the bond orbitals of the iron atom can be calculated. 
If the assumptions are made that the unshared pairs occupy 3d orbitals 
and that the 3d orbitals uot occupied by them are distributed equally 
among all the other orbitals (all of which are used in some of the reso- 
nance structures of the normal state), the amount of d character in 
these orbitals is 42.6 percent. The corresponding value of the single- 
bond radius of iron is 1.135 A (Sec. 11-8), and the calculated Fe—-C 
bond length for bond number 0.472 is 2.05 A. This agrees perfectly 
with the observed value 2.05 + 0.01 A. Similarly for ruthenium the 
single-bond xadius is 1.304 A and the calculated Ru-—C bond length is 
2,22 A, in agreement with the observed value 2.21 + 0.02 A. The 
calculated bond length for the carbon-carbon bond (bond number 
1.225) is 1.445 A (Table 7-9), in satisfactory agreement with the experi- 
mental values 1.435 + 0.015 A for ferrocene and 1.43 zt 0.02 A for 
rutbenocene. We conclude that the resonating-bond theory for these 
substances is in complete agreement with the experimental results. 

Nickelocene, Nif{CsH5)2, has the same siructure!?”? as ferrocene. It 
is observed to have the paramagnerism corresponding te twe unpaired - 
electron spins. 

We may apply the resonating-bond theory to nickelocene. There 
are 20 valence electrons in the molecule, in additicn to those of the 
(-—H and C—C single bonds. Altogether 4100 structures compatible 
with the electroneutrality principle (formal charge @ or ~1 for the 
nickel atom) may be written. They are of various types, some of 
which are represented by the following diagrams: 


7 Electron diffraction, Ni-—C = 2.20 + 0.02 A, C—C = 1.44 + O.02 A: 
K. Hedberg, unpublished work, Calif. Inst. Tech. 
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Here the vertical arrow represents an unpaired elestron occupying an 
atomic orbital, and the other symbols have the same meanings as in the 
diagrams for ferrocene. For example, for each of the 25 structures A 
there are two carbon-carbon double bonds in each ring, two nickel-car- 
bon bonds, three unshared pairs occupying 3d orbitals of the nickel 
atom, and two unpaired electrons occupying orbiiais of the nickel atom 
(not pure 3d orbitals, because a large fraction of the two remaining 3d 
orbitals is used in forming the nickel-carbon bonds). For these struc- 
tures A seven of the nine valence orbitals of the nickel atom are used; 
for others eight or nine. An example is F: 


4 
at 


cle 


F 450 


With the assumption that the 4106 structures have equal weights, 
the carbon-carbon bonds in the ring are caiculated to have bond num- 
ber n = 1.173 and the nickel-carbon bonds to have n = 0.439, with 
34.6 percent d character for the nickel bond orbitals. The number of 
unshared pairs on the nickel atom is 2.89. The formal charge on the 
nickel atom is —0.64; of this, the 4.39 Ni—C bends, with 12 percent 
ionic character, would provide the opposite charge +0.53, leaving the 
nickel atom essentially neutral (charge —0.11). 

The calculated values of bond lengths are 1.456 A fer carbon-carbon 
and 2.12 A for nickel-carbon. They agree only roughly with the re- 
ported values, 1.44 A and 2.20 A, respectively, }*5 

The study of proton nuclear magnetic resonance spectra has shown 
that a shift in frequency occurs that can be accounted for by a positive 
electron spin density of 0.14 on each carbon atom;}”* leaving 0.6 on the 
nickel atom. The value of the spin density on the carbon atoms given 
by the resonating-bond calculation is 0.152, in good agreement with the 
observed value. 

It is interesting that the structures of type F alone provide a good 
approximation for nickelocene: bond numbers 1.20 for C-—C and 0.40 


428 K. Hedberg, reported by Berndt, on. cif. (122). 
139 A. M. McConnell and C. H. Heli, J. Chem. Phys. 27, 314 (1957). 
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for Ni—C, bond lengths 1.45 A and 2.14 A, three unshared pairs on the 
nickel atom, spin density on carbon atoms +0.10. 

The observed values of the paramagnuetism correspond to 2, 3, 2, 5, 
0, 1, and 2 unpaired electron spins for the dicyclopentadienyl com- 
pounds of Ti, V, Cr, Mn, Fe, Co, and Ni, respectively. This sequence 
of values cannot be accounted for in any simple way. It ix the result 
of the interaction of several factors that contribute to the energy of the 
normal state of each molecule. 

One of these factors is the bond energy. For Ti(CsHs5)e, for cxample, 
there are 425 structures for the case of no unpaired electrons and 175 
with two unpaired electrons (restricted to the titanium atom, because 
they are in pure 3d orbitals). The numbers of bonds are 4.00 Ti-—C 
and 2.59 C=C for the first case and 2.86 Ti—C and 3.14 C==C for the 
second case. The extent to which the bond energy favors the first 
case:depends on the relative bond energies of Ti—C and C==C bonds 
and upon the contributions of resonance energy and promotion energy. 

The resonance energy of 3d atomic electrons favors states wilb a Jarge 
number of unpaired 3d electrons. The resonance stabilization is found 
from the spectroscopic values ef atomic energy levels to be eN (N ~ i) /2, 
where N is the number of unpaired. 3d electrons and ¢ varies uniformly 
from 11 keal/mole for titanium to 15 kcal/mole for nickel.¥° Hence 
for titanocene, with two unpaired 3d electrons, this factor provides the 
stabilization energy 11 kcal/mole, and for manganocene, with five un- 
paired 3d electrons, it provides the stabilization energy 130 kcal/mole. 
The striking difference between manganese and its two neighbors, 
chromium and iron (found also in other compounds-—Sec. 7-9) lacks 
a convincing explanation. It may be determined by the difference in 
energy of a 3d and a 4s or 4p electron, which is rapidly changing with 
atomic number in this region (Sec. 2-7). 

Proton magnetic resonance studies#' of V(CsHs5)e and Cr(CsHo)s 
show negative electron spin densities of — 0.06 and —0.12, respectively, 
on the carbon atoms. These negative spin densities probably arise 
in a different way from the positive spin density in Ni(CsH 35), discussed 
above. The unpaired electrons in 3d orbitals are restricted to the 
metalatom. They interact with the shared electron pairs of the M—-C 
bonds in such a way as to make the distribution of the electrons of the 
shared pair unsymmetrical: the electron with spin paralle} ta those of 
the unshared electrons on the metal tends to remain on the metal and 
the other one on the carbon atom. The observed negative spin den- 
sities can be accounted for in this way, with the values of the 3d — 3d 


130 J,, Pauling, Proc. Nat. Acad. Sci. U.S. 39, 561 (1953). 
131 FH. M. McConnell and C. H. Holm, J. Chem. Phys. 28, 749 (1958); BH. M. 
McConnell, W. M. Porterfield, R. E. Robertson, and T. Cole, ibid. 30, (1959) 
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interaction energy given above, by use of a reasonable value for the 
bond energy, about 50 kcal/mole. 

Cyclopentadieny]! nickel nitrosyl, (CsHs)NiNOQ, is a dark-red liquid 
made by treating nickelocene with nitric oxide.? Its structure has 
been determined by the electron-diffraction method. The observed 
C—C bond length, 1.484 + 0.005 A, corresponds to bond number 
1.275 + 0.025, essentially the same as in ferrocene and nickelocene. 
The five Ni—C bonds have length 2.144 + 0.006 A, corresponding to 
bond number 0.35 + 0.01. The nitrosyl group projects from the side 
of the nickel atom opposite that occupied by the cyclopentadienyl 
residue. The nickel-nitrogen distance is 1.64 + 0.02 A, which corre- 
sponds to bond number 1.7. It is likely that there is resonance among 


the structures Ni—N=O:, Ni==N=0:, and Ni=N—O :. The 
N—O distance, 1.154 + 0.009 A, indicates some contribution also of 


the structure Ni :N==O0:. There is some evidence that the NiNO 
angle is about 160°, as would be expected if the first structure made a 
significant contribution. 

A less accurate structure determination, by the x-ray method, 
has been reported" for cyclopentadienyl manganese tricarbonyl, 
(CsHs)Mn(CO)s. The C—C distance, 1.40 + 0.06 A, is about the 
same asin other compounds. The bonds from the manganese atom to 
the ring carbon atoms have length 2.15 + 0.02 A, corresponding to 
bond number 0.37 + 0.03, and those to the carbon atoms of the three 
carbonyl groups have length 1.77 + 0.03 A, corresponding to bond 
number 1.6 + 0.2. We conclude that two electron pairs are involved 
in bond formation with the ring and five in bond formation with the 
carbonyl] groups. 

Cyclopentadienyl thallium, T1(CsHs), has been investigated recently 
by microwave spectroscopy. The cyclopentadienyl group is nearly 
planar and has pentagonal symmetry. It hes to one side of the thal- 
lium atom. 

We may discuss the structure that would be expected for this mole- 
cule. The thallium atom has three electrons in its outer shell. How- 
ever, in most of the compounds of thallium two of these electrons form 
an unshared pair in the 68 orbital, and the remaining electron serves as 
the valence electron, with the corresponding bond orbital having largely 


138 TS. Piper, F. A. Cotton, and G. Wilkinson, J. /norg. & Nuclear Chem. } 
165 (1955). 

133 Berndt, op. cit. (122). 

13¢ Somewhat similar compounds of molybdenum and other metals are dis- 
cussed in Sec. 11-15. 

88 J. K. Tyler, A. P. Cox, and J. Sheridan, Nature 183, 1182 (1959). 
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p character. "ihe structure that would represent the normal state of 
the molecule sz « first aporoxiunation is shatin which the {heiinm etam 
forms one born, rescasung atione the positions to the five ecarbo> 
sioms. The thalliam-carbou bond number would then be 6.29, and 
the carbon-carbes: bond maumber for the bends in the ring wenld be 
1.40, The thaiiuin radius 1.570 A (Table 11-3) Jeads, with the correc-- 
tion —0.056 A for partial ionic chsracter, tu the value 2.29 A for the 
thallium~carben single-bond distance, and accordingly to the value 
2.72 A for the length of a bond with n = 6.20, The corresponding 
carbon-carbon bond leagth, for 2 = 1.40, is 1.410 A. 

We would, however, expect some contribution of the structures in 
which there sre a positive charge on one of the carbon atoms in the 
ring, a negative charge on the thallium atom, and two thallium-carbon 
bonds, in order to compensate the separation of charge resulting from 
tae partial ionic character of the bonds. From the electronegativity of 
thallium: (1.3) the partial jenic character of the bond is estimated to be 
13 pereeut, so that structures of this sort should make a 12 persent 
contribution. The corresponding bond numbers are then 0.22 for 
thallium-carbon and 1.37 for carbon-carbon, corresponding to the bond 
lengths 2.67 A and 1.415 A, respectively. 

These expected values of bond lengths are in reasonably good agree- 
ment with these reported from the microwave investigation: 2.70 + 0.01 
A for thallium-earben and 1.43 + 0.02 A for carbon-carbon. 

The discussion of electron-deficient substances is continued in the 
following chapter. 


CHAPTER ii 


Lhe Metallic Bond 


li-i, THE PROPERTIES OF METALS 


THE elements that are classed as metala display to a larger or smaller 
extent certain characteristic properties, including high thermal con- 
ductivity and electric conductivity, metallic luster, ductility and mal- 
leability, power to replace hydrogen in acids, cic. These properties 
are shown most strikingly by the elements in the lower left region of the 
periodic tabie; in fact, metallic character is closely associated with 
ciel copontive character: and in general » small value of the electro- 
negativity of an element, as given by the bond-energy method, the 
electromotive-foree series, or any similar treatment, corresponds to 
pronounced metallic properties of the elementary substance. 

Lorentz advanced a theory of metals that accounts in a qualitative 
way for some of their characteristic properties and that has been ex- 
tensively developed in recent years by the application of quantum 
mechanics. He thought of a metal as a crystalline arrangement of hard 
spheres (the metal cations), with free electrons moving in the inter 
stices. . This free-electron theory provides a simple explanation of 
metallic luster and other optical properties, of high thermal and electric 
conductivity, of high values of heat capacity and entropy, and of cer- 
tain other properties. 

One of the most interesting of these properties is the small tempera-. 
ture-independent paramagnetism shown by many metals, including the 
alkali metals. It was the discussion of this phenomenon by Pauli? 
in 1927 that initiated the development of the modern electronic theory 
of metals. The fundamental concept is that there exista in a metal 
a continuous or partialiy continuous set of energy levels for the “free” 
electrons. At the absolute zero the electrons (NV in number) would 


1H, A, Lorentz, The Theory of Electrons, Teubner, Leipzig, 1916. 
* W. Pauli, Jr., 2. Phystk 41, 81 (1927). 
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yecupy the N/2 most stable levels in pairs, and, as required by the 
Pauli exclusion principte, the spins of the electrons of each pair would 
de apposed, so that the spin magnetic moments of the electrons would 
1ot be available for orientation in an applied magnetic field. At higher 
-emperatures some of these pairs are brakeu, as one of the electrons of a 
air is raised to s higher energy level, and the spin moments of these 
inpaired electrons then 1aake a contribution to the paramagnetic sus- 
sxeptibility of the metal. Vhe number of unpaired electrons increases . 
with increasing temperature; the contribution of one wupaired electron 
spin to the paramagnetic susceptibility decreases with increasing tem- 
perature, however (App. NX), and the two eftects are fouud on quantita- 
tive discussion to lead to an approximately temperature-independent 
paramagnetic susceptibility ef the observed order of magnitude. 

The quantum-mechanical theory of metals has been extensively de- 
veloped »by Sommerfeld and many other investigators. Discussion of 
it is beyond the scope of this book, however, and instead we shall con- 
sider the problem of the structure of metals from 4 more chemical point 
of view. The treatment given i: the fullowing sections is not to be 
interpreted as being a rival of the quantum-niechanical theory, but 
rather as offering an alternative avenue of appruach toward the same 
goal as that of the theoretical physicists. 


11-2. METALLIC VALENCE 


The great field of chemistry comprising the compounds of metals 
with one another has been largely neglected by chemists in the past. 
Approximately three-quarters of the elements are metals. This means‘ 
that the binary systems of pairs of metals constitute about +, —well 
over one-half—of all binary systems, and one might conclude that the 
chemistry of the metals should be the major part of chemistry, more 
extensive than the chemistry of metals in combination with nonmetals, 
or of nonmetals and nonmetals. In fact, textbooks of general chem- 
istry may devote only one or two pages out of several hundred to a 
discussion of the compounds of metals with one another. Perhaps part 
of the reason for the neglect by chemists of this branch of chemistry is 
that many compounds of metals with one another show a range of 
composition, so that the chemist, who likes the precision of compounds 


3 A. Sommerfeld, W. V. Houston, and C. Eckart, Z. Physik 47, 1 (1928); J. 
Frenkel, ibid. 819; W. V. Houston, ibid. 48, 449 (1928); F. Bloch, tbid. 52, 555 
(1928);etc. For summarizing discussions and further references, see A. Sommer- 
feld and N. H. Frank, Rev. Medern Phys. 3, 1 (1931); J. C. Slater, Rev. Modern 
Phys. 6, 209 (1934); N. F. Mott and H. Jones, The Theory of the Properties of 
Meéals and Alloys, Clarendon Press, Oxford, 1936; A. H. Wilson, The Theory of 
Metals, Cambridge University Press, 1936; H. Fréhlich, Elektronentheorte der 
Meialle, J. Springer, Berlin, 1936. 
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with definite composition, daltonides, rather than the imprecision of 
the berthollides, turns away from them. Moreover, there is the non- 
existence of good solvents for metallic systems; both the inorganic 
eheraist and the organic chemist are accustomed to beginning their 
work on a solid substance by purifying it by recrystallization from a 
suitable solvent. This process can only occasionally be used with 
intermetallic compounds—one can, for example, obtain beautiful big 
erystals of KHgiz3 by cooling a solution of potassium in mercury, but 
purification by recrystallization is in general not a feasible process for 
intermetallic compounds. I think, however, that the most important 
reason for the neglect of this branch of chemistry during the past cen- 
tury is that a theory of valence and structure for intermetallic com- 
pounds was not developed at the same time as for other compounds. 

In the assignment. of valences to metals in intermetallic compounds 
the chemist would have faced a problem similar to that faced by 
Frankland, Cowpor, Kekulé, and other chemists in their attack on the 
valence theury of organic chemistry. The compound KHg:; might be 
compared with naphthalene, CioHs. In KHgis the valence of potas- 
sium might well be taken as 1, corresponding to its position in the 
periodic table—-presumably the valences of the first-group elements 
and the second-group elements can be taken as 1 and 2, respectively. 
But the formula KH¢g.3 should not then be taken to require that the 
valence of mercury be yy. The organic chemist did not conclude from 
the formula CioHs for naphthalene that the valence of carbon should be 
taken as 4, because as soon as the idea of the carbon-carbon bond was 
developed he accepted for naphthalene a structure in which carbon 
atoms are bonded to one another, as well as to hydrogen atoms, 60 as 
to permit carbon to retain its valence of 4. Inthe same way we might 
assume that in KHgi3 mereury atoms are bonded to one another, as well 
as to potassium atoms; but the formula does not tell us what, the 
metallic valence of mercury is. 

The organic chemist was successful in developing valence theory and 
discovering the quadrivalence of carbon because he could make many 
simple compounds, such as CH, and CH;Cl, in which the carbon atom 
waa indicated to be attached to four other (univalent) atoms.’ If a 
simular atisck on intermetallic compounds could have been made 
valence theory would probably have been extended to cover this field 
of chemistry. In fact, however, we see that it fails. In addition to 
K Hey, potassium forms with mercury the compounds KHgs, KHz, 
Kgs, and Kg. If we were to assume that the last of these, with the 
highest potussium cuntent, invelves only bonds between mercury and 
potassium, we wouid assign to mercury the metallic valence 1. The 
compound of sodium with mercury with the highest sodium content is 
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NagHg, which we should similarly interpret as indicating metallic 
yalence 2 for mereury; and the compound Li;sHg indicates the same 
valence. The compound of magnesiuiy with mereury with highest 
magnesium. content is Mg,Hg, this indicates metallic valence & for 
mercury, if the same ussumption, that this compound containe only 
mereury-magnesium bouds, ismade. [tie evident that thie procedure, 
analogous to that used by the organic chamist in discovering the 
quadrivalence of carbon, fails to disclose the metalic valence of mer 
cury. 

The properties of the metals themselves can be used to indicate, at 
least approximately, the values of the metallic valence.‘ [f, in the 
sequence of elements beginning with potassium, we assume that the 
metallic valence of potassium is | and that of calcium is 2, we recog- 
nize the expected correlation between valence and properties: the 
metal calcium is harder, stronger, and denser than potassium, ii hag a 
higher melting point, boiling point, enthalpy of fusion, ang unihaipy of 
vaporization than calcium, and in general its properties correlate weil 
with the assumption that the bonds holding the atoms together are 
twice as strong in calcium ‘as in potassium, corresponding to the respec- 
tive valences 2 and 1. Similarly, there is a further increase in hard- 
ness, density, melting point, and some other properties from calefum 
to scandium, permitting us to conclude reasonably that scandium has 
the valence 3 that corresponds to its position in the periodiu tabie. 
The change in these properties continues from scandium te titanium, 
titanium to vanadium, and vanadium to chromium, and we may well 
feel justified in concluding that the metallic valences of titanium, 
vanadium, and chromium are,4, 5, and 6, respectively. These are 
just the maximum valences shown by these elements in inorganic com- 
pounds—maximum oxidation numbers for titanium, vanadium, and 
chromium are +4, +5, and +6, respectively, as in the oxides TiXs, 
V20s, and CrQs. 

The properties of the following transition metals do not suggest a 
further increase in metallic valence, to 7 for manganese, 8 for iron, and 
9 for cobalt. Instead, the properties mentioned above, hardness, 
density, melting point, and so on, indicate that the metallic valence 
remains roughly constant from chromium to nickel, then. decreases 
somewhat from nickel to copper, and shows a further decrease from 
copper to zinc. I now tbink that it is reasonable to assign the metallic 
valence 6 as the normal metallic valence for the elements manganese, 
iron, cobalt, and nickel, and about 54 for copper, 44 for zine, 3% for 
gallium, 24 for germanium (when functioning as a metal), and 14 for 
arsenic. 


4L. Pauling, Phys. Rev. 54, 899 (1938). 
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Tn 1938 I assigned to iron the metalic valence 5.78 (rather than 6), 
on the basis of an argument that I uow consider to be wrong. Iron, 
with atemic number 26, has eight electrons outside the argon shell, and 
might use ail of them in the formation of chemical bonds. If the bonds 
were shared-electron-pair bonds the spins of the electrons would have 
to be pafred, and would not contribute to the magnetic moment of the 
metal. The saturation magnetization of iron corresponds to magnetic 
moment 2.22 Bohr magnetons per atom, requiring that not more than 
5.78 electrons per atcm be involved in the formation of electron pairs. 
Y concluded thai, the metallic valence of iron is accordingly 5.78. There 
ig, oe the possibility that some of the unpaired electrons are 
invoived ja the bonding between atome—in the language of chemical 
valence oe they would be described as forming one-electron bonds 
in the metal, and in the language of the ordinary electron theory of 
metals they would be described as occupying a conduction band in 
which the electron spins are uncoupled, 30 that there is only one elec- 
tron per energy level, instead of two. A simple calculation’ making 
use of spectroscopic values of tae interaction energy of electrons in the 
iron atom hus led to the value 0.26 electron per atom in this band with 
uncoupled spins, indicating for the iron atom the total valence 6.04, of 
which 5.78 represents electrons involved in the formation of electron- 
pair bonds aad 0.26 represents eiectrons involved in the formation of 
one-electron bonds. (This calculation was made in the course of work- 
ing. out & simpie quantitative theory of ferromagnetism, on the basis 
of Zener’s ideas* about the uncoupling of the spins of conduction elec- 
trons by interaction with atomic electrons.) It seems accordingly not 
unreasonable to accept the integral value 6 for the valence of iron, and, 
for the reasons given above, to accept this value also for the related 
elements chromium, manganese, cobalt, and nickel. 

The mecianical properties of copper and ginc indicate valences iess | 
than 6 for thease elements. The magnetic properties of alloys of nickel 
and copper can be weed to derive a value for the valence of copper, by 
the following argument. The saturation magnetic moment of the fer- 
romagnetic alloys of nickel and copper decreases linearly with increase 
in the atomic fraction of copper in the alioy in such a way as to reach 
the ‘value 6 for the alloy with 56 atomic pereent copper (Fig. 11-1). 
This alloy has 10.86 electrons per atom. If we assume that the metallic 
valence remains 6 for both nickel and copper ir this alloy, 6 orbitals are 
required for the vsience electrons, and 2.28 orbitals for the remaining 
4.56 electrons, which are present as shared electron pairs. Accordingly 
8.28 orbitals are occupied outside the argon shell; the remaining 0.72 


*‘L. Pauling, Proc. Nai, Acad. Sci. U.S. 39, 551 (1983). 
°C. Zener, Phys. Zev. 81, 440 (1951). 
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orbital per atom, of the complement of 9 stable orbitals (tive 3d orbitals, 
one 4s orbital, and three 4p orbitals) is the metallic orbital, which will 
be discussed iater. We now assume that in pure copper the same 
amount of metallic orbital is required to be present, 0.72 per atom, 
leaving 8.28 orbitals for occupancy by valence electrons and unshared 
electron pairs. The 11 electrons of the copper atom outside the argon 
shell can be introduced into these 8.28 orbitals as 11 — 8.28 = 2.72 
unshared pairs, and 11 — 2 & 2.72 = 5.56 unpaired electrons. Ac- 
cordingly we conclude that the metallic valence of copper is approxi- 





26 
Atomic number 


Fig. 11-1.—Observed values of saturation magnetic moments per 
atom of transition elements of the iron group and their alluys. Values 
for some alloys, which deviate from the curve, are not shown; these 
alloys probably involve ferrimagnetism. 


mately 5.56. The same argument leads to 4.56 for zinc, 3.56 for 
gallium, 2.56 for germanium, and 1.56 for arsenic. ; 


11-3. THE METALLIC ORBITAL 


The argument given above about the properties of the transition 
metals suggests that the number of valence electrons involved in bonds 
between the atoms of the metal is 6 through the sequence from chro- 
mium to nickel. Inasmuch as there are nine reasonably stable orbitals 
available outside the.argon sheil, we might expect that additional elec- 
trons, two for iron and three for cubalt, could occupy two or three of 
the remaining orbitals individually, producing the saturation raagnetic 
moment of 2 Bohr magnetons for iron and 3 Bohr magnetons for co- 
balt, but that in nickel, with four additional electrons to be fitted into 
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the three orbitals, two of the electrons would have to occupy an orbital 
together with opposed spins, causing the magnetic moment to drop 
again to 2 Bohr magnetons. The saturation magnetic moment would 
accordingly be expected to rise frorn 0 for chromium to a maximum of 
3 for cobalt, and then to drop to 2 for nickel and 0 for zinc. In fact, 
as shown in Figure 11-1, the experimental values of the saturation 
magnetic moment for these metals and their alloys with one another 
rises to a maximum at a point about a quarter of the way between iron 
_ and cobalt and drops to 0 at a point intermediate between nickel and 
copper. (Some other alloys, which may be antiférromagnetic, do not 
fit this curve.) These facts were interpreted’ as ‘indicating that not all 
the nine orbitals 3d°4s4p* are available for occupancy by electrons in 
the transition metals, but instead a somewhat smaller number of orbi- 
tals, about 8.3. The position of the maximum in the saturation mag- 
netic moment curve of Figure 13-1 provides information about the 
number of orbitals available for occupancy by bonding electrons or 
atomic electrons. The experimental points for the iren-cobalt alloys 
with the body-centéred structure indicate a maximum at 26.34 elec- 
trons per atom; those for the iron-nickel alloys, for which the number 
of points is smaller, indicate 26.18; and the two straight lines drawn 
Lo approximate all of the values reasonably closely intersect, when 
extrapolated, at 26.28 electrons per atom. We may accept this value 
as the most reliable, and assume that 8.28 electrons per atom outside 
the argon shell can be occupied in individual orbitals; with a larger 
number of electrons some unshared electron pairs (two electrons oc- 
cupying one atomic orbital) are formed. ‘The value 8.28 as the sum 
of the bonding orbitals and occupied atomic orbitals leaves 0.72 for, the 
number of metallic orbitals per atom. This is exactly equal to the 
number of metallic orbitals given by the position of the foot of the 
curve, between nickel and copper, and the assumption that 6 electrons 
per atom are valence electrons, as discussed above. 

A reasonable interpretation of the 0.72 raetallic orbital per atom 
was not formulated until ten years inter.’ it was then suggested that 
the metallic orbital permits the unsynehronized resonance of electron- 
pair bonds from one interatomic position to anotber by the jump of 
one electron from one atom to an adjacent atom, leading to great 
stabilization of the metal by resonance «nergy, and to the characteristic 
properties of metals. 

It is known that lithium, for example, forms some diatomic molecules 
in the gas phase; these molecules are described as consisting of two 
atoms held together by a single covalent bond. In lithium metal each 


7 Pauling, loc. cit. (4). 
8 LL. Pauling, Nature 161, 1019 (1948). 
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atom has eight nearest neighbors anc one valence electron, which per- 
mits the formation of an electron-pair bond for each pair of atoms. 
The bonds may be considered to resonate among alternative positions, 
mainly the eight positions between each atom and its nearest neighbors 
(and, to a amaller extent, the six positions between each atom and the 
six next nearest neighbors). If each atom were to remain electrically 
neutral, by retaining its valence electron, the stabilization through the 
permitted synchronized bond resonance, 


Li—Li Li Li 

Li—Li i Ls 
analogous to that in the benzene molecule, would be relatively small. 
.Much greater stabilization could result from unsynchrcnized resonance, 


Li—Li Li—Li- 
+ | etc. 
Li—Li Li—L 


This unsynchronized resonance would require the use of an additional 
orbital on the atom receiving an extra bond. It is assumed that this 
additional orbital is the metallic orbital. 

A discussion of the nonintegral value, 0.72, of metallic orbitals per 
atom will be given in the following section, in connection with the dis- 
cussion of interatomic distances in the allotropic forms of tin. 


11-4, INTERATOMIC DISTANCES AND BOND NUMBERS IN METALS 


In Chapter 7 a brief discussion was given of interatomic distances 
for bonds with bond number a less than 1, and the following equation 
for the relation between the corresponding bond distance D(n) and the 
bond distance for n = 1, D(1), was proposed: 


D(n) = D(1) — 0.600 log n (11-1) 


An extensive system of metallic radii has been formulated on the 
basis of this equation. Ti is evident that there is some uncertainty 
about this empirical equation; in particular, the value 0.60 A for the 
factor of the logarithmic term is somewhat uncertain; but, in fact, the 
conclusions about slectronic structure, bond numbers, and valence ia 
metais and intermetallic compounds that have been reached through 
use of the equation would not be significantly changed by some change 
in the value of this factor. 

Experience has shown that Equation 11-1 can usually be applied in 
the interpretation of observed interatomic distances with considerable 
confidence. Some intermetallic compounds, however, have structures 
such as to make it possible that some of the interatomic distances repre- 
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gent bonds in tension and others represent bondsain compression. The 
application of Equation 11-1 in the interpretation of these interatomic 
distances wouid lead to error, and it is necessary in using the equation 
to keep this possibility in mind. 

Let us consider the element tin as the first example of the application 
of the equation. From the argument given above about the gecessity 
of having 0.72 metallic orbital per atom in order for a substance to be a 
metal we predict tho metallic valence 2.5@ for tin. The calculation is 
made in the following way (analogous to that for copper given above): 
The tin atom haa 14 electrons outside its krypton shell, There are 9 
stable orbitals outside this shell, 4ddsip*. Of these 9 orbitals, 0.72 is 
allocated as metallic orbital, leaving 8.28 for occupancy by bonding 
electrons and unshsred electron pairs. This requires that there be 
14 -- 8.28 = 5.72 unshared electron pairs, leaving 2.56 orbitals for oc- 
eupancy by bonding eleetrens; hence the metaliic value of tin is pre- 
dicted to be 2.56. 

Now let us consider the interatomic distances in the two allotropic 
forms of tin, gray tin and white tin. Gray tiu has the diamond struc- 
ture: each tin atom is surrounded by four other tin atoms, at the dis- 
tance 2.80 A. It is known that in the molecule tin tetramethyl, 
Sn(CH,),, in which tin is surely quadrivalent, forming single bonds with 
each of the carbon atoms, the tin-carbon distance is 2,17 A; and, inas- 
much as the singie-bond radius of carbon is 0.77 A, the single-bond 
radius of tin can be taken ag 1.40 A, The observed distance 2.80 A in 
_ gray tin is, then, just that expected for a single covalent bond, and we 
are led to the conchision that tin in this ferm has valence 4. The tin 
atom can achieve valence i by usiag all of its nine outer orbitals, either 
for occupancy by unshared pairs (5 orbitals holding 10 electrons) or by 
bonding electrons (4 orbitals, holding the remaining 4 of the 14 outer 
eleotrons of the tia atom). Accordingly there is no metallic orbital 
in gray tin; all nine outer orbitals are used either in bond formation or 
for oceaipancy by unshared pairs (the electron configuration is 4d°Ss6p*) ; 
but gray tin is not a metal—it is a metalloid, and it docs not have the 
characteristic properties of a metal: high electric conductivity, negative 
temperature coefficient of electric conductivity, malleability, etc. 

White tin, on the other hand, has the characteristic properties of 
a metal. In white tin each tin atom has four nearest neighbors at 
3.016 A and two others at 3.175 A, its structure being that shown in 
Figure 11-2. We may apply Equation il-1 to calculate the valence 
of tin in white tin, assuming the aingle-band distance to be 2.80 A. 
The bond numbers for the bonds with length 3.016 A and. 3.175 A are 
_ respectively, 0.44 and 0.24; these values correspond to the valence 
2.24. It will be pointed out later that it is likely that the single-bond 
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radius for tin, as for many other metals, depends somewhat on the nat- 
ure of the bond orbitals and has the value 1.424 A, rather than 1.40 A, 
for valence 2.56. With this value the bond numbers corresnondiag 
tu the distances 3.016 A and 3.175 A are calculated to be 0.52 and 
0.28, respectively, leading to the valence 2.64 for tin in the metaiiic 
form of the element, in good agreement with the predicted vaiue 2.56 A. 

We may nowask why the valence of tin in the metallic form of the 
element is not 2, corresponding to one metailic orbital per atom and the 
electron configuration 4d!°5s*5p?, but is 2.56. The answer is, I think, 
given by the quantum-mechanical principle that the actual structure 
for the normal state of a system is that structure, from araong all 





Fia. 11-2.—The arrangement of atoms in the 
tetragonal crystal white tin (metallic). The 
tetragonal axis is vertical. 


conceivable ones, that minimizes the energy of the system. Let us 
consider a hypothetical form of tin, resembling white tin, but with 
valence 2 and one metallic orbital per atom. This structure would be 
stabilized by the essentially completely unsynchronized resonance of 
the two valence bonds per atom among the alternative positions, six 
around each atom. Now let us introduce a single quadrivalent tin 
atom. The number of bonds would be increased, which would further 
stabilize the crystal. There would be, it is true, a small interference 
with resonance of the bonds, because this one atom would not have a 
metallic orbital; but the amount of interference would be so small as 
not to diminish the resonance energy comparable to the increase in 
stabilization caused by the extra bond. A second quadrivalent tin 
atom would stabilize the metal still further, but finally, as the number 
of quadrivalent tin atoms became significant, the interference with 
resonance of the bonds would become so great as to cause a decrease in 
resonance energy equal to the increase in bond energy accompanying 
the increase in the number of quadrivalent atoms. At this point the 
minimum in energy (the maximum stability) of the system would be 
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reached; and this would represent the actual structure of the crystal 
of white tin. J have not found it possible to carry through a theoretical 
argument leading in a reliable way to the value 0.72 as-the number of 
metallic orbitals per atom at which the maximum stability of a metallic 
crystal is achieved, but a simple theoretical treatment can be carried 
through that suggests that this value is not unreasonable.” 

With use of the observed values of interatomic distances in metals, 
discussed in the following sections, and Equation 11-1, values of FR, 
the metallic radius, have been derived. These values are given in 
Table 11-1, together with the assumed values of the metallic valence 
v and the values of the metallic radius for ligancy 12, #(212). 


11-3. THE CLOSEST PACKING OF SY HERES 


It ig not surprising that often a crystalline substance is a rather 
closely packed aggregate of storas or ions, since the van der Waals 
interactions, Coulomb interactions, and interactions involving metallic 
valence tend to stabilize structures in which the atoms have large 
liganeies. It has been found that the structures of many crystals 
ean be profitably discussed in terms of the packing of spheres, to whic 
we now direct our attention. 

Cubic and Hexagonal Closest Packing of Equivalent Spheres,— The 
problem of packing spheres in ways that leave the minimum of in- 
terstitial space has interested many investigators. Fifty-five years ago 
W. Barlow’® discovered that there are two ways of arranging equivalent 
spheres in closest packing, one with cubic and one with hexagonal 
syrametry. 

There is only one way of arranging spheres in a single closest-packed 
layer. This is the familiar arrangement in which each sphere is in 
contact with six others, as in Figure i1-3. <A second similar layer can 
be superimposed on this layer in such a way that each sphere is in 
contact with three spheres of the adjacent layer, as shown in Figure 


°L, Pauling, Proc. Rey. Soc. London Ai9d, 343 (1249). 

10 W. Barlow, Nature 29, 186, 205, 404 (1883); Z. Krist. 23, 1 (1894); 29, 433 
(1898), In the first of these papers Beriow suggested five “very symmeiricsl” 
structures, the sodium chloride, céstum chloride, and nickel arsenide arrange- 
ments, and cubic and hexagonal closest packing. L. Sohncke, Nature 29, 383 
(1883), eriticized his selection as arbitrary; he also said that an alkali halogenide 
such as NaCl could not have the sodium chloride arrangement, because it does 
not show the existence of discrete molecules! Lord Kelvin, Proc. Rey. Sac. 
Edinburgh 16, 693 (1889), in discussing the packing of spheres, required that 
they be not only equivalent but also oriented similarly, and showed that-eubic 
closest packing ie the only closest-packed structure satisfying this condition. 
His additional requirement has no physical significance; hexagonal closest 
packing is as important an arrangement as cubic closest packing. 
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Bry, 11-3.—The arrangement of evheres in & closest-packed layer, 


i1-4, <A third layer can then be udded in either one of two possible 
poritions, with its spheres either directly above those of the first layer, 
asin igure 11-4, or over the holes in the first layer not oceupied by the - 
second layer. Onee either choice is made, the structure is determined, 
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Tie. 11-4.~—-The arrangenicat of spheres in hexagonal closest packing. 
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Fro. 11-5—The modes of superposition of closest-packed 
lavers of spheres in hexagonal closest packing (left) and cubic 
closest packing (right). 


if all of the spheres are tu be equivalent. The first structure, with 
hexagonal symmetry, is shown in Figure 11-4 and at the left in Figure 
11-5; it is called heaxegonul closest pucking. The second structure. called 
cubic closest packing, is shown tu Figures 11-5 (at the right) and 11-6, 
the Jatter being taken from one of Barlow’s papers. 

A convenient description of these structures utilizes the symbols 
A, B, and C for the three layers of close-packed spheres differing trom 
one another in position. ffexagonal closest packing corresponds to the 
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sequence of layers ABABAB:::(or BCBC::: or ACAC::*), and cubic 
closest packing to ABCABCASC:::. The structure repeats itself after 
two layers in hexagonal closest packing and after three layers in cubic 
closest: packing. 

In each of the closest-packed structures each sphere is in contact 
with twelve others, a hexagon of six in the same plane and two triangles 
of three above and below. In hexagonal closest packing the upper 
triangle has the same orientation as the lower triangle and in cubic 
closest packing it is rotated through 60°. 

The suggestion thet in metal crystals the atoms are arranged in 
closest packing was made by Barlow before the development of the 
x-ray techiique, in order to account for the observations that many 
metals crystallize with cubic or hexagonal symmetry and that in the 
latter case many of the observed values of the axial ratio lie near the 
ideal value 24/2/ 3 = 1.633 for hexagonal closest packing. 

For crystals involving spherical or wearly spherical molecules that 
are attracted to one another by van der Waals forces, closest-packed 
structures, giving the maximum number of intermolecular contacts, can 
be expected to be stable. It has been shown that all the noble gases 
(He, Ne, Ar, Kr, and Xe) crystallize in cubic or hexagonal closest pack- 
ing. Moreover, it has been fourid that in many molecular crystals of 
simple gases the molecules are rotating with considerable freedom, per- 
mitting them to simulate spheres in their interactions with neighboring 
molecules;‘! these crystals are usually closest-packed. Thus crystals 
of molecular hydrogen consist. of rotating Hz molecules in hexagonal 
closest packing, and in crystalline HCl, HBr, HI, HS, H.Se, CH,, and 
SiH, the molecules are arranged in cubic closest packing.” 

Closest-packed Structures Containing Nonequivalent Spheres.— 
Although the cubic and hexagonal arrangements described above are 
the only closest-packed arrangements of equivalent spheres, there is an 
infinite number of other arrangements that do not differ greatly from 
them. These are the closest-packed arrangements of spheres of the 
same size which, however, are not all crystallographically equivalent. 
Any sequence of closest packed layers, such as ABCBACBC ---, is just 
as close packed as these two; each sphere is in contact with twelve 
others, which are arranged about it either as in cubic or as in hexagonal 
closest packing. ‘These arrangements, which differ so little from the 
other two, are found to have some importance. 


1%, Pauling, Phys. Rev. 36, 430 (1930). 

12 Some of these substances have low-temperature modifications in which the 
molecules do not rotate. In the high-temperature forms the rotation of the 
molecules is not completely free, but is somewhat hindered; in some cases ib 
may be described as rapid change among alternative orientations. 
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Fira. 11-7.—The four closest-packed structures involving 


Figure 11-7 shows the four possible waya of superimposing closest- 
packed lsyers so that only two kinds of nonequivalent Isyers are 
present." The simplest of these, calied double-hexagonai closest pack- 
ing, corresponds to the sequentce 4HfACABAC'++, cepeating after four 
ayers. It involves alternation cf layers (A) with aciacent layers ar- 
ranged as in cubic closest packing and of layers (B and C) = adjacent 
layers arranged as in hexagonal closest packing." 


“LL, Pauling, Chem. Bull., Chicago 19, 35 (19332). 

“4 The structures can accordingly be described by the sequence chch---, 
indicating alternation of cubic and hexagonal closest packing. The three other 
structures have the similar sequences hcchec++-, hhchhe---, and 
hhechhec-s 
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two nonequivatent kinds of epheres with the same radius. 


li-6, THE ATOMIC ARRANGEMENTS IN CRYSTALS OF 
METALLIC ELEMENTS 

The structures reported for the metals, as determined by x-ray dif- 
fraction, are listed in Table 11-2. 

Closest-packed Structures.—TIf the stability of a metal crystal were 
determined by the number of bonds formed at a minimum interatomic 
distance, with no contribution of longer bonds, the structurea with 
closest packing would be the most stable for the metallic elements. 
These structures, which have been described in the preceding eection, 
involve contact between each atom and the 12 nenrest neighbors. 
(The next interatomic distances are 41 percent larger and presumably 
have little significance. } 

It is noteworthy that 46 of the 58 metallic elemenis listed in Table 
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11-2 crystallize with either the cubic closest-packed or the hexagonal 
closest-packed arrangement or with both. 

The close approximation of metal atoms in these crystals to mutually 
attracting spheres is further shown by the values observed for the axial] 
ratio c/a of the hexagonal closest-packed structures, as tabulated below. 


Li i 68? Se 1.594 Ho 1.576 Zn 1.589 Ru 1.583 
Na 1.6384 Y 1.572 tur «572 Hi 3.587 Re 1.615 
Be 1.5835 Gd 1.592 Tm 1.570 ro. G26 Os 1.579 
Meg 1.624 Th 1.581 Lu 1.585 Co 1.624 Zn 1.856 
Ca 1.640 Dy 1.573 Ti 43.601 Te 1.605 Cd 1.886 


Of the 25 values, 23 lie within 4 percent of the theoretical value 
94/2/4/3 = 1.633 that makes the twelve smallest interatomic dis- 
tances egual; the two excepticnal substances, zinc and cadmium, are 
discussed below, together with several other metals that crystallize 
with structures obtained from closest-packed arrangements by a de- 
formation that shortens some of the twelve small interatomic distances 
at the expense of others. 

The small difference in nature of the cubic and hexagonal closest- 
packed arrangements is verified by the approximate equality of inter- 
atomie distances for the two structures of metals that exist in the 
corresponding allotropic forms, as given in Table 11-2. 

A few metals crystallize with close-packed structures with non- 
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4 This table is taken in the main from the summary by M. ©. Neuberger, Z. Krist. 93, 1 (1936), with 
more recent values of interatomic distances from Sutton, Interatomic Distances, and the references 
given in the following notes. The symbols Al (cubic closest-packed arrangement), A2 (cubic body- 
centered arrangement), A3 (hexagonal closest-packed arrangement), A4 (diamond arrangement), eto., 
are those used in the Strukturbericht and Structure Reports. The numbers below these symbols are the 
smallest interatomic distances in A and the number of corresponding neighboring atoms (in parenthe- 
seq). The values in the table are those for 20°C or 25°C. : 

An Al modification of Li, 3.12 (12), has been reported to be formed under shear at 77°K: C. 8. 
Barrett, Phys. Rev. 72, 245 (1947), and an A3 modification, 3.111 (6), 3.116 (6), at 78°K: C. 8. Barrett, 
Acta Cryst. 9, 671 (1956). 

© Another modification of Be, with unknown structure, bas been reported: F.:M. Jaeger and J. E. 
Zanstra, Koninkl. Ned. Akad. Wie op: Proc. 36, 636 (1933). > 

4A third modification of Ca, A2, bas 3.877 (8) at 500°C. 

¢ A2 of Ti has 2.864 (8) at 900°C. 

ft Al of Cr has 2.61 (12) at 1850°C. 

9 The complex structures A12,.A13, and AS of Mn are discussed in the text. Al bas 2.731 (12) at 
1095°C and A2 bas 2.668 (8) at 1134°C. : 

& Al of Fe has 2.578 (12) at 916°C and A2 has 2.539 (8) at 1394°C. 

fee A3 modification of Sr has 4.32 (6), 4.32 (6) at 248°C, and the A2 modification has 4.20 (8) at 
614°C, 
A2 of Zr has 3.125 (8) at 862°C. 

k A2 of Tl has 3.362 (8) at 262°C. 

' A2 of Th has 3.56 (8) at 1450°C. 

™ AZ of U has 3.058 (8) at 805°C. 

® A2 of Np has 3.05 (8) at 600°C, extrapolated to 2.97 (8) at 20°C. In each of two low-temperature 
forms each atom has four nearest neighbors at 2.20 to 2.72 A and others at 3.06 A or more. 

° The value in the table is calculated from the Al value 3.279 A at 320°C by use of the linear ex- 
pansion coefficient — 21  10-* deg (this 5 form of Pu is the only metal known with a negative 
expansion coefficient). Other forms are a, stable below 117°C, structure unknown; 8, 117° to 200°C, 
structure unknown; y, 200° to 300°C, a face-centered orthorhombic structure with 3.026 (4), 3.159 
(2), 3.287 (4) at 285°C; e«, above 475°C, A2 with 3.150 (8) at 500°C. , 

P A high-density Al modification has been made by cooling Ce; it has 3.41 (12) at 80°K: A. F. 
Schuch and J. H. Sturdivant, J. Chem. Phys. 18, 145 (1950). A similar Al modification has also been 
made by pressure: A. W. Lawson and T.-Y. Tang, Phys. Rev. 76, 301 (1949). It has 3.42 (12) at 15,000 
atm, room temperature. 
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equivalent alors. Americium’™ cerhun,” ispionmin, praaeedymiara, 
and neodyminm! bave the elenehare remrescated ter the syoxbed 
caec he, as deseribed in the preneduig section Gtouole luxagonal 
closest packing). Samasrium' hes tha raombohedral sirusbure 
hhehhehue---, In each case tos avial ratio is within 1 persens of 
the value for closest packing of spheres. 

Several metals have been found to crvstealiize in clusest-packed struc- 
tures with roore or leas randosness in the aequence of layers with & and 
e environment. Lithium and sodium (but oot potassium, mbidivin, 
and cesiuin) are partially transformed to hexagonal closest packing with 
some packing faults (occasional c lavers) by cooling and cold work.!® 

The values of the metethc radius in Tabie 11-1 have heen obtained 
for those metels with closest packing by making the change from the 
abserved distance (the average of the tw, for hexagonul closest packing 
with agisl ratio differing by a small wmounts frors 1.633) vo the divtatues 
for bond nambern = 3}. This correction, as given by Equation 1)-1 
for metallic vaiencs v and ligancy 12, is 0.600 log (»/12). 

Metal. Structures Related to Closest-packed Structures.---Zine and 
caximium ecrystaliize with a structure that is identical with hexagonal 
closest packing except for extension in the direction of the hexagonal 
axis, the axial ratio c/a having the values 1.856 and 1.886, respectively, 
which are about 15 percent greater than the value for closest packing 
ot apheres. In consequence, the interatomic distances for the six 
contacts between each atom and its nearest ae ea in the basal piane 
are appreciably smaller than those for the other six significant son- 
tacts, with three atoms in the plane above and three atoms in the 
plane below. The interatomic distances are 2.660 and 2.907 A for 
zine and 2.973 and 3.287 A for cadmium. 

From the interatomic distances the conclusion is to be drawn that 
the bonds in the hexagonal layers of atoms in these metals are stronger 
than those between layers. This conclusion is substantiated by the 
properties of the crystals, which show basal clenvage and have larger 
values of the compressibility, coefficient of thermal expansicn, and 
electrical resistance in the direction perpendicular to the basal plane 
than in this plane. Moreover, measurements of the intensities of 


6’ T, Graf, B, B. Cunningham, C. H. Dauben, J.C. Wailmann, D. H. Temple- 
ton, and Hi. Ruben, J.A.C.S. 78, 2340 (1956). 

«OF, Metfargue, H, L. Yakel, Jr, and IL. K. Jetter, Acta Cryst. 10, 832 
(1057), : 

Fal, Seedding, A. AL Daans, and K. W. Herrmann, Acta Cryat. 9, 539 
(1955). 

% EN, Biinger and W. , Zasibasr 


1, J. 4.0.8. 75, 6650 (1963). 
"CL$. Barratt, Acia Cryat. 3, 674 4 
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y-ray reflections kave shown that the restoring forces of oscillation 
of the aiows ie the basal plane ere greatur than those far oseliation 
salt of inde mlane. 

The structure of mergury (A410) is alosely culated fa that of gins 
and sadonhwem:, His obtained fron cubic crosest necking by con nrecsion 
along oae of the threefold axes of the cube, the hexagons] layers of 
atoms thus boing brought closer to one another than in » closest-packed 
structure, Rach mereury atom bas three neighbors in the layer above 
and three in vae iayer below at the interatomic distance 2.999 A, and 
six in the same layer at tac somewhat larger distance 3.463 A. ‘Thus 
mercury, like zine and cadmium, forms six strong bonds and six 
weaker bords, but it differs from its congeners in the directions of the 
bonds. 

Equation Li-{ can be appliad te cbtaia the ratio of bond numbers for 
the two kinds of bonds, on the assarotiun ibat the bond orbitals, and 
hence D(1), are the same. For buad mombers » and a" and corre- 
sponding bond distances 7)’ smd 2°" we obiain Lue equation 


DM — PD = 3 500 ice tn’ in") 


For sing the bond distances git en abeve lead bo a’/n’ = 2.68 With 
the assumed valence 4.56 the bond uunbers and the metallic radius 
are calevinted to he n’ = 6.35, n° ~ 21, and Ay = 1.452 A. This 
value is somewhat larger toan the value given ia Table i!-1 (1.213 A); 
the difference wili be discussed in the follwing section, 

The structures of selenium and tellurium, of arsenic, antimony, and 
bismuth, and of silicon, germanium, and grey tin involve two, three, 
and four nearest neighbors, respectively. These structures are in- 
terpreted reasonably as involving covalent bonds between each atom 
and its nearest neighbors. These bonds are formed to the number 
indicated by the usual valence of the element and also by the octet 
rule. It was suggested by Hume~-Rothery™ that the sequence of num- 
ber of nearest neighbors could be continucd further to the left in the 
periodic table, leading to the expected values five for gallium, indium, 
and thallium (and perhaps boron and atuminum), six for sine, cad- 
mium, and mereury, seven for comper, silver, and goid, and so on. 
The rule does not have genezal validity, but it is given significance by 
its compatibility with the sinc-cadmium and mercury structures. 

Indium has a tetragonal structure (A6) that can be described as 
cubic closest packing somewhat extended slong one axis. Each stom 
has four neighbors at 3.242 A and eight at 3.370 A. One modification 
of manganese has e. similar structure, differing in that there is compres- 


30 W. Hume-Rothery, Phil. Mag. 9, 65 (1930); 11, 649 (1931). 


414 The Metallic Bond 


sion, rather than extension, along one axis; each atom has eight 
neighbors at 2.582 A and four at 2.669 A. 

The Cubic Body-centered Arrangement.— Jn the cubic body-centered 
arrangement (A2) each atom has eight neighbors at the distance 
ay./3/2 and six neighbors at the 15 percent larger distance ao. If the 
valence of the atom were used only for bonds to the eight nearest 
neighbors, the effective radius would be that for ligancy 8, which by 
Equation 11-1 is 0.053 A less than for ligancy 12. But the observed 
differences for all those elements that heve both an A2 and a closest- 
packed modification are all less than 0.053 A, usually 0.03 to 0.04 A, 
which supports the description of these metals as involving the forma- 
tion of eight strong bonds and six weaker bonds between each atom 
and its neighbors. It has been pointed out by Thewlis?’ that, when 
the interatomic distances are all corrected to room temperature, the 
observed differences agree with those predicted by Equation 11-1, with 
consideration of the six weaker bonds and the assumption that the 
metallic valence is the same for the A2 structure and the closest-packed 
structures. Some of the single-bond radii of Table 1i-1 have been 
obtained with use of Equation 11-1] from observed distances for A2 
crystals. | 

The A2 structure is seen from Table 11-2 to be the preferred one for 
the alkali metals, barium, the fifch-group metals, and the sixth-group 
metals; it is also observed as ane aiiciropic form for titanium, zir- 
conium, iron, and thallium. 'The factors determining the choice of the 
A2 structure by certain elements are no04 known. 


11-7. THE ELECTRONIC STRUCTURE OF THE 
TRANSITION METALS 


In most of the quantum-mechanical treatments that have been 
carried out for the transition metals the assumption has been made 
that the 3d shell is full or nearly full of electrons. For example, the 
treatments of copper by Fuchs”? and Krutter™ correspond closely to 
the configuration 3d'!°4s, with the binding due almost entirely to the 4s 
electron (hybridized somewhat with 4p). For nickel the magnetic 
moment of 0.6 Bohr magnetons per atom has been assumed to indicate 
that the electron configuration of the atoms in the metal is approxi- 
mately 3d?-44s°§, and corresponding configurations with all but about 
0.6 electron in the 3d subshell have been assumed also for cobalt and 
iron. On the other hand, the arguments presented above suggest that 
the electronic configurations of these elements in the metallic state 


% J. Thewlis, J.A.C.S. 75, 2279 (1953). 
* K. Fuchs, Proc. Roy. Soc. Londen A1S1, 585 (1935). 
2H. M. Krutter, Phys. Rev. 48, 664 (1935). 
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involve promotion of several electrons to higher orbitals. The con- 
figuration 2d%4s4p? for copper would correspond to the valence 5, and 
3d7484p° (with no metallic orbital) to the valence 7; the valence 5.56 
might be expected to result from the contribution of these two con- 
figurations in the ratio 72 to 28 percent. for iron, with valence 6 and 
iwo unpaired eluctrons occupying separate orbitals, we must assume 
the configuration 3d54s4p*. 

There is, in fact, no reason for us not to accept configurations that 
involve a considerable amount of promotion of eléctrons. Figure 11-8 
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Fig. 11-8.—-Values of energy levels of carbon atoms and iron 
atoms, as determined by spectroscopic methods. The unit of 
energy used in the scale at the left is the electron volt. 


shows the low-lying spectroscopic energy levels of the carbon atom 
and the iron atom. The three lowest levels of the carbon atom corre- 
spond co the configuration 28?2p?, which is the basis of the bivalent 
state of the carben atom. 
Tt was pointed out in Section 4-2 that the configuration sp*, which 
has promotion energy about 200 kcal/mole relative to the ground con- 
figuration 2s°2p?, is she basis of the quadrivalent state of the carbon 
atom and is shown by guantum-mechanical calculations for methane 
to contribute about 49 percent to this valence state. Now let us con- 
sider the iron atom, for which spectruscopic energy levels are shown on 
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the right side of Figure 11-8. The normal siate, §D, is based on the 
configuration Sd%4s%, The Grat excited atate, *8, is based on the ean- 
figuration 22749. Among other rather low-lying statea (under 160 
kead mele) are 2cS4egy UO’ aoe Gok PL Analysis of the energy lavals 
suggests that a 49 electron in the neutral iron atom is more stable than 
3d eleetren by about 23 kee} (mele, and more stabie than a dp electron 
by 60 keal/mole. ‘Che configuration 3é>4s4p* accordingly lies about 92 
kcal/mole above the normai configuration, id®4s2, and only 36 keal/mole 
above the configuration 3d*. It is seen from this argument, as indi- 
cated in Figure 11-8, that the promotion energy of iron from the normal 
configuration to the configuretion Sat4sdp? is only about ane-half as 
great as the promotion anergy of the carbon atom to the configuration 
2s2p* corresponding to its quadrivalence, and we can understand that 
the bond energy of six valence electrons in iron can easily effect this 
promotion; the enthalpy of sublimeition of iron (97 keal/mole) is‘also 
about one-half of that of carbon ({70 kcal/mole}. 

There is accordingly no conflict between the information about the 
states of the neutral iron atom, as shown by the iron spectrum, and our 
assumption that the metallic valence of ivon has the value 6. In the 
same Way we can see that large veiues of the metallic valence can be 
accepted for other transition metais (such as 5.56 for vopper), even 
though the electron configuration for the lowest state of the isolated 
atom corresponds formally to a smailer valence (3d%4s for copper, 
corresponding to univalence). 

We may say that the valence 4 for carbon and the metallic valence 6 
for iron represent the maximum numbers of electrons that contribute 
to the formation of chemical bonds, and not the average numbers. It 
is accordingly not surprising that some eonsiderations that might be 
expected to give the numbers of bonding electrons do not lead te such 
large values. An example is a simple theory of the equation of state 
of metals based on the virial theorem.** ‘This theory, in which the 
energy of formation of the metal from the gaseous metal ions and free 
vaience electrons occurs as & parameter that is given its experimental 
value, leads to calculated values of the compressibility in good agree- 
ment with experiment for the alkali metais (valence 1) and the alkaline- 
earth metals (valence 2). For the transition metals titanium to nickel 
agreement is obtained if it is assumed that there are 3 valence electrons 
per atom, rather than 4, 5, or 6, and for copper, silver, and gold 2.5 
rather than 4.5. It is significant that for carbon (diamond) agreement 
is obtained with the value 2, rather than 4. | 


*W. G. MeMillan and A. L, Latter, J. Chem. Phys. 29, 15 (1958). 
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11-8. METALLIC RADIY AND HYBRID BOND ORBITALS 


Values of the single-bond radius are shown in Figures 11-9 and 11-10 
for the elernents of the first and second long periode and the firet very 
long periott. 

There are some features of the course of the values in the sequences 
that merit cominent, First, what is the cause of the rapid decrease in 
single-boud radius froma potessium to chromium, and the correspond- 
ing deereases for the other sequences? We may be snre that this 
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Fre, 11-9.—-Méetallic radii for the elements of the frat long period and 
the second long period. Values of octahedral radii and tetrahedral radii 
are also represented. 


devrease is not siraply the result of increase in atomic aumber. The 
decrease corresponding simply ic increase in atomic number, without 
chauge in bond type, is much smaller in magnitude; it is indicated for 
the elements of the first Jong period by the straight line that is drawn 
throug’: the scint for calcium and the points (represented by triangies) 
for the ‘etcahed “4 radius of germanium, arsenis, etc. All of these 
radii represent bond orbitals of approximately the sp* type. Far ex- 
aniple, the square for mangenese is the radins for bipusitive manganese 
found in Mn8; (hauerite), for which the magnetic properties show that 
there are five 3d orbitals occupied by atomic electrons, leaving only 
the 49 and 4p orbitals fer use in bonding. The slope of this line corre- 
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sponds to a decrease in radius by 0.043 A for increase in atomic number 
by 1. The same slope, —0.043 A, is found for the second long period, 
and a smaller value, —0.030 A, for the very long period (the line passing 
through the points for Ganda europium, ytterbium, and the tetra- 
hedral radii in Figure 11-10). 

We conclude instead that the rapid decrease in radius from potassium 
to chromium is due to the nature of the bonding orbitals. It has been 
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Fig. 11-10.— Metallic radii for the elements of the first very long period. 


suggested™ that in potassium the bond orbitals are mainly s, with 26 
percent p character, and that the amount of p character and d character. 
increases to 39 percent d character for chromium, remaining approxi- 
mately constant at 39 or 40 percent through the sequence to nickel. 
That this interpretation is reasonable is indicated by a comparison 
with the octahedral radii of iron, cobalt, and nickel, indicated in Figure 
11-9 by squares, with the oxidation numbers also shown. The smaller 
octahedral radii correspond to d’sp* orbitals, with 33 percent d charac- 
ter, and the radii that are about 0.10 greater correspond to dsp* orbitals, 
with 20 percent @ character. It is evident that there is a rapid de- 
crease in single-bond radius with increase in the amount of d character 


% Pauling, loc. cit. (9). 
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of the bond orbital, and that the value 40 percent for the d character of 
the metallic orbitals is reasonahie. 

The single-bond radii for the lanthanons (La to Lu, Fig. 11-10) show 
gorue interesting features. ‘The magnetic properties” require that most 
of the lanthanons have metallic valence 3, but that two of these metals, 
europium and ytterbium, have metailic valence 2. The interatomic 
distances reflect these valences clearly, as shown in Figure 11-10. The 
stability of metallic valence 2, rather than 3, for these two metals may 
be attributed to the special stability of a half-filled or completely filled 
4f subshell. 

The smaller of the two single-bornd zadii indicated for cerium in 
Figure 11-10 relates to a modification of the metal that was discovered”’ 
after a search for it had been initiated as a result of the consideration of 
Figure 11-10. The ordinary, less dense modification of cerium corre- 
sponds to valence about 3.2, and the new, high-density modification 
to valence about 4. 

A striking abnormality in behavior is shown by manganese, which 
crystallizes in three modifications, no one of which contains ohly atoms 
with the size expected for metallic valence 6. Gamma-manganese, a 
tetragonal structure represehting a small distortion from cubic closest 
packing, has interatomic distances corresponding to Rk (1.12) = 1.306 A. 
If we take the single-bond radius of manganese as 1.171 A, a re- 
liable interpolation between the valves for chromium and iron, we 
caleulate for manganese in this modification the valence 4.25. This 
suggests that 3 of the 7 outer electrons in the manganese atom are 
atomic electrons, occupying od orbitais, und 4 are valence electrons. 
In the more complex modifications of manganese, 6-manganese, with 
20 atoms in the unit cube, and a-manganese, with 58 atoms in the unit 
cube, the interatomic distances show clearly that both the Jow-valent 
manganese, with valence 4, and normal manganese, with valence 6, are 
present. In @-manganese there sre two crystallographic sorts of atoms, 
8 corresponding to valence 6 and 12 to valence 4; in a-manganese there 
are 4 crystallographic sorts, one, 24 atoms, corresponding to valence 6, 
and the other three, 34 atoms, fo valence 4. No explanation has as yet 
heen proposed for the stability of the state with valence 4 for manga- 
nese, 

A set of empirical equations representing the single-bond radius of 
a transition element os a function of atomic number and degree of 
hybridization of the boud orbitals has been formulated* These 


28 W, Klemm and NH. Bommer, 4%. anorg. Chem. 231, 188 (1987); 241, 264 
(19629); H. Bommer, ibid. 242, 277 (1939). 

27 Lawson and Tang, also Schuci and Sturdivant, loc. cit. (T11-2). 

78 Pauling, loc. cit. (9). 
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equations are the following: 
Tron-transition elements: 
yin} == 1.884 -- 0.42 
Rylaps) ~ La2e —- O.0Adz 
Ry§, 2) = 1.828 -- 0.0482 - (1.600 -- 6.1002z)8 
(s is the number of electious culsvie the noble-gas shell and 6 is the 
amount of d character in the pone orbitals) 
Palladium-transition snetals: 
Ri(p) = LAV — C0482 
Ri(sp)* == 2.001 — 0.043¢ 
(Ri(S, t) = 200Gb — 1.G44e -~ (1.627 -- 0.10024 
Platinum: transition metade: 
Ril = 1960 -~- Dudu, 
Ri(en®) = 1.855 — G30 
2i(8, 2) = 1.850 ~- G.Ne0z — (1.276 — 0.0702) 8 
Tho pature of the bond orbilels (p, sp", sp? with some contribution 
of d) for the byperclectronic atoms (following nickel, palladium, and 
platinum) ja s function of the valence, Values of the singie-Bond 
raciua for some values of ihe valepee are given for thuse elements fn 


Table 11-4 ‘The use of these values will be Uhiatrated iater. 
it ig interesting to note thet bond nurabers approximately equal 
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(5) 1.853 (4) 1.406 io) 4 442 (2) 1.4384 
(3) 1.396 {2} 1.484 fi} 1.47? 
-(1} 1.5268 
Au Hg Th Pb 
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to the ratios of small integers, especially 3, 4, %, and 34, cccur rather 
often, and there may be special stability associated with these bond 
numbers; the importance of half-bonds (with 7 = 4) has been em- 
pliasized by Rundle.” 

The use of these values may be illustrated by a discussion of tin. It 
was pointed out in Section 11-4 that application of Equation 11-1 with 
D, taken as 2.80 A leads to valence 2.24 for the tin atoms in white 
tin. However, 1.40 A is not the value for R; for tin with this valence; 
from Table 11-3 we see that a somewhat larger value, about 1.43 A, 
should be used. It is found by trial that for four bond distances 
3.016 A and two 3.175 A, a consistent solution is obtained for R, 

= 1.423 A, interpolated linearly between the values given in Table 
11-3. The valence is 2.64, and the bond numbers are 0.52 and 0.28. 

A similar treatment of zinc and cadmium leads to valences 3.93 and 
3.98, respectively. The six strong bonds have bond numbers 0.48 and 
0.51, and the six weak bonds have bond numbers 0.18 and 0.15. 

For all three metals the strong bonds have bond numbers equal to 
+ to within the reliability of their evaluation (0.48 is found for the 
six strong bonds in mercury, too). Bond numbers approximately equal 
to the ratios of small integets occur rather often, and special stability 
may be associated with them. 


' 11-9. BOND LENGTHS IN INTERMETALLIC COMPOUNDS 


Any intermetallic compound for which interatomic distances are 
known might be used as an example of the application of Equation 
11-1 and the set of single-bond metallic radii. Cementite, FesC, is an 
important compound which shcws some interesting features. In this 
orthorhombic crystal the iron atoms are in reasonably elose packing, 
each having either 12 iron ligands at the average distance 2.62 Aor ll 
at the average distance 2.58 A. Each carbon atom is at the center 
of a trigonal prism of six iron atoms, with the Fe—C distance 2.01 A. 

We may predict the distances from the structure and radii. Carbon 
without doubt is quadrivalent, so that the iron-carbon bonds must have 
bond number %. The sum of the iron radius 1.167 A and the carbon 
radius 0.772 A is 1.939 A, and with the correction of Equation 11-1 we 
obtain 2.04 A as the predicted Fe—C distance. This is in reasonably 
good agreement with the experimental value 2.01 A. Each iron atom 
forms a bond with bond number # with each of two carbon atoms, using 
up 1¢ of its total valence of 6 and leaving 4% for the Fe—Fe bonds. 
The predicted bond numbers for ligancy 12 and 11 are 0.39 and 0.42, 
respectively, and the predicted Fe—Fe distances are 2.58 A and 2.56 A, 
which are approximately equal to the corresponding observed values, 


#0 R. E. Rundle, J.4.C.8. 69, 13827 (1947); J. Chem. Phys. 17, 671 (1949). 
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2.62 A and 2.58 A. Possibly the structure is under some strain, which 
compresses the Fe-—C bonds by 9.03 A and stretches the Fe- —Fe bonds 
by 0.03 A; an alternative explanation is that the orbitals of the iron 
atoms Have undergone a change in hybridization, those bonding iron 
to carbon having an increased amount of d character, decreasing the 
iron radius by 0.03 A, with a corresponding decrease in amount of d 
character and increase in radius of the orbitals involved in forming 
Fe—Fe bonds. 

We can understand the increased hardness and strength of cementite 
over elementary iron by the consideration of the bonds; The volume 
of cementite per iron atom is‘only a few percent greater than that of 
elementary iron, and within this volume there is an increased amount 
of bonding, involving the valence electrons of the carbon atoms. We 
may use the heat of sublimation of cementite per iron atom, compared 
with that of the element, as a measure of the increased strength of the 
bonds. The heat of sablimation of carbon is about 78 percent greater 
than that of iron, and accordingly the heat of sublimation of Fes;C per 
iron atom is about 60 percent greater than that of elementary iron. 
For a reticular structure, such as that shown by cementite, the strength 
may be taken as roughly proportional to the heat of sublimation of the 
material in unit volume; accordingly we understand why a small 
amount of carbon can produce a great amount of change in mechanical 
strength. 

In cementite the carbon atom, although it has its normal covalence 4, 
has increased its ligancy.to 6. It is interesting to note that in order for 
an atom to increase its ligancy beyond its covalency it is not necessary 
that this atom have an extra orbital; it is instead sufficient for the 
atoms that surround it to have extra orbitals. The valence bonds of 
the central atom may then resonate among their alternative positions 
by pivoting about the central atom. This sort of pivoting valence- 
bond resonance is shown by carbon in cementite and by atoms of other 
nonmetals and metalloids in many compounds. 

The compounds with the nickel arsenide structure are especially in- 
teresting in this respect. Very many substances, such as NiAs, FeS, 
FeSb, and AuSn, crystallize with this structure (Fig. 11-11). We may 
discuss AuSn as anexample. Each tin atom is surrounded by six gold 
atoms at the corners of a trigonal prism, with the distance Au—Sn 
= 2.847 A, and each gold atom is surrounded by six tin atoms at the 
corners of a flattened octahedron, and also by two gold atoms, at 
2.756 A, in the opposed directions through the centers of the two large 
faces of the octahedron. The tin atoms are arranged in the positions 
corresponding to hexagonal closest packing, but the axial ratio c/a has 
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the value 1.278, instead of the normal value 1.633. We predict for 
gold the valence 5.56, and for tin either the metallic valence 2.56 or 
the cavaleace 4. The Au---Sn distance is much too small to corre- 
spond to valence 2.56 for tin, but it agrees well with the valence 4, 
With this valence the Au—Sn bonds have bond numbers %, and the 
interatomic distance predicted with use of the single-bond radii 1.838 A 
for gold and 1.399 A for tin 4s 2.843 A, in almost exact agreement With 
the experimental value 2.847 A. Accordingly the tin atom is quadri- 
valent, without a metallic orbital, and its four valence bonds resonate 
among the six positions connecting it with the ligated gold atoms. 
These bonds use up 4 of the total of 5.56 valences of géld. If the 


Fig. 11-11.—The arrangement of 
atoms in the hexagonal crystal 
nickel arsenide, NiAs. Nickel atoms 
are represented by black circles; 
they have ligancy 6, with oc- 
tahedral cooftlination of arsenic 
atoms about themselves. Arsenic 
atoms are represented by open cir- 
cles; they have ligancy 6, with co- 
ordination of the nickel atoms in a 
trigonal-prism arrangement. 





axial ratio of the crystal had the value 1.633 the remaining 1.56 valences 
of gold would not be utilized; however, by compression along the c 
axis, keeping the Au—-Sn distance constant, the gold atoms that suc- 
ceed one another along the ¢ axis can be brought into a suitably small 
distance from one another to permit, Au---Au bonds to be formed. The 
bond number predicted for these bonds is 0.78, and the Au-~A.u dis- 
tance that is predicted is 2.741 A, in close approximation to the ob- 
served distance 2.756 A. The system of metallic valences and radii 
accordingly provides an explanation of the interatomic distances, in- 
cluding the compression along the hexagonal axis to give the ab- 
normally small axial ratio. 

Some other aspects of these structures may also be discussed. In 
cementite the carbon atoms, with ligancy 6, coordinate six iron atoms 
about themselves at the corners of a trigonal pyramid. The arrange- 
ment of iron atoms is such that octahedral coordination about carbon 
would be an alternative possibility, and we may ask why the carbon 
atom with ligancy 6 prefers the trigonai prism as its coordination poly- 
hedron, and also why the tin atom in AuSn assumes this coordination 
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polyhedron. ‘The choice by the compound AuSz of the aickel arsenide 
structure rather than the sodium chloride structure can be accounted 
for in part, inasmuch as there is no casy way of distorting the sodium 
chloride structure to permit the Au--Au bonds to be formed, utilizing 
the gold valencies not involved in bonding with the tin atoms; but 
alternative structures with octahedra! coordination or some other type 
of coordination about tin might well be accepted in place of the nickel 
arsenide structure. It seems likely that the trigonal prism is preferred 
to the octahedron by a quadricovalent atom with ligancy 6 because 
it decreases the bond-angle strain. The four valence bonds of carbon 
or of quadrivalent tin have the greatest stability when they extend 
toward the four corners of a regular tetrahedron. With octahedral 
coordination there is no way of introducing the four bonds that does 
not involve at least one 180° bond angle; the strain is accordingly 
great. With the trigonal prism, however, the largest angle is about 
135°, rather than 180°, and there is less bond-angle strain. 


11-10. STRUCTURES OF INTERMETALLIC COMPOUNDS BASED 
ON THE SIMPLE ELEMENTARY STRUCTURES 


@iany intermetallic compounds have structures that involve the 
disordered or ordered distribution of metal atoms of two or more kinds 
among the atomic positions for cubic or hexagonal closest packing. 
Among the substances with structures of this type based on cubic 
elosest packing are the following: AuCu, PtCu, AuCus, PdCus, PtCua, 
CaPbs, CaTl;, CaSns, CePbs, CeSn;, LaPb;, LaSns, PrPbz, PrSns. In 
_ general there is small difference in radius of the atoms in a compound 
of this type. 

A more complex structure®® is that of PuAls. This crystal is based 
on the sequence of hexagonal layersechcchcch--:, each layer contain- 
ing plutonium atoms and aluminum atoms in the $ ratio. 

Among the intermetallic compounds that crystallize with structures 
based on the cubic body-centered structure A2 are the binary com- 
pounds CuPd, CuBe, CuZn, AgMg, FeAl, AgZn, AgCd, AuZn, AuCd, 
NiAl, NdAl, SrCd, SrHg, BaCd, BaHg, and LaCd, with the cesium 
chloride structure. In these crystals each atom has as nearest neigh- 
bors, at the corners of a cube about it, eight unlike atoms, whereas in 
‘ NaTl, LiZn, LiCd, LiGa, Liln, Nalin, and LiAl, which represent 
another type of structure based on A2 (B32), each atom has as nearest 
neighbors four like atoms and four unlike atoms. Other compounds 
with structures related to A2 are LaMgs, CeMgs, PrMgs, FesAl, Fe;Si, 
Cu,AlMn, Cu,Al, CusSn, and the 7-alloys, discussed below. 


30 A. C. Larson, D. T. Cromer, and C. K. Stanbaugh, Acta Cryst. 10, 443 
(1957). 
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11-11. ICOSAHEDRAL STRUCTURES 


The maximum number of rigid spheres that can be brought into con- 
tact with another sphere with the same radius is twelve. The corre- 
sponding coordination polyhedra, seen in the cubic and hexagonal 
closest-packed structures, have eight triangular faces and six square 
fa.ces. 

t, is possible to retain ligancy 12 with a central sphere ag much as 10 
percent smaller than the surrounding spheres. These spheres are then 
arranged at the corners of a regular icosahedron, which has 20 triangu- 
lar faces (Figure 10-1). 





Fre, 11-12.—The atomic arrangement in the 
cubic crystal MoAhs. There is a molybdenum 
atom at the corner and the center of each cube. 
It is surrounded by 12 aluminum atoms, at 
icosahedral corners. 


There are many known structures of intermetallic compounds that 
involve icosahedral coordination about the smaller atoms. Usually 
these structares are complex, with 20, 52, 58, 162, 184, or more atoms 
in a cubie unit of structure. Many of the crystals are cubic. The ico- 
sahedron has 12 fivefold axes of symmetry, 20 threefold axes, and 30 
twofald axes; the fivefold axes cannot he retained in the crystal, but 
some of the others can be (a maximum of four threefold axes in a cubic 
erystal). 

A simple icosahedral structure®! is that of MoAly, WAli, and (Mn,- 
Cr)Ali. In this structure, based on a body-centered cubic lattice, 


J, Adam and J. B. Rich, Acta Cryst. 7, 813 (1954). 
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there is at each lattice point a nearly regular icosahedron of twelve 
aluminum atoms about the smaller central atom (Fig. 11-12). 

The cubic Friauf structure is shown by MgCue and many other 
compounds. In this structure, represented in Figure 11-13, each cop- 
per atom is surrounded by an icosahedron formed by six magnesium 
atoms and six copper atoms. The ratio of radii (for ligancy 12) of cop- 
per and magnesium is 0.80; hence thé ratio for the central atom (cop- 
per) and the average for the surrounding atoms (magnesium and cop- 
per) is that corresponding to stability of the icosahedron. 





Fia. 11-13.-—The arrangement of atoms in 
the cubic crystal MgCu, (the cubic Friauf 
structure). 


The larger atoms, magnesium, have ligancy 16 (12 Cu and 4 Mg), as 
seen in Figure 11-13. This incrcase in ligancy for magnesium, relative 
to that (12) for the element, and the assumption of icosahedral coordi- 
nation by copper cause a decrease in volume of the compound relative 
to the elements. The volume decrease is 6.7 percent. A part of it 
may be the result of electron transfer (Sec. 11-12), but similar decreases 
are found in general for icosahedral structures. 

The element manganese has four reported allotropic forms, of which 
two are icosahedrai. The allotrope §-manganese is cubic with 20 
atoms in the unit cube, and a-manganese is cubic with 58 atoms in the 
unit cube. In each structure one of the kinds of atoms has an effective 
size less than that of the others and shows icosahedral coordination: 
8 of the 20 atoms per unit for 8-manganese and 24 of the 58 for a-man- 
ganese. The larger atoms have liganfcy 14 for B-manganese and 13 
and 16 for a-manganese. ‘The effective radii correspond to metallic 
valence close to 6 for the smaller atoms and 4.5 for the larger atoms. 

Two other allotropic forms have been reported by Basinski and 
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Christian,** one with structure Al, stable from 1100° to 1130°C, and 
one with structure A2, stable from 1130° to 1240°C. The lattice con- 
stants, corrected to rooin temperature, correspond to R(ZL 12) about 
1.30 A. Another form, obtained b quenching, has been assigned the 
A6 structure, with 8 bon: at 2.582 A and 4at — 2.669 A, corresponding 
to R(L 12) = 1.306 A. The calculated valence for the Manganese 
atoms in these three forms is 4.5; hence these atoms may be considered 
to be similar to the larger atoms in a-manganese and f-manganese. 

No satisfactory theory of this small metallic valence of manganese 
has as yet been proposed. 

The compound MgyAly crystallizes with the a-manganese structure, 
and several compounds (AgsAl, CusSi) have the 8-manganese structure, 
with some randomness of distribution of atoms of different kinds over 
the two kinds of atomic positions. 

One of the most complex structures known is that of the compound 
M@gs(Zn, Aljag. The unit of structure is a cube containing 162 atoms. 
The structure is based on icosahedral coordination of larger atoms 
about somewhat smaller ones.** it is characteristic of the icosahedron 
that groups of four contiguous atoms occur only at corners of a tetra- 
hedron; every triangle formed by three contiguous atoms in the icosa- 
hedron has a fourth atom lying approximately above its center. Accord- 
ingly a structure involving icosahedral packing may be built up by 
placing atoms out from the centers of the triangular faces of an inner 
polyhedron. The metrical nature of the icosahedron is such that the 
distances from the atom at.the center to its twelve ligands is 5 percent 
smaller than the distances between these Jigands; hence the retention 
of icosahedral packing through successive ligation spheres requires a 
continued steaciy increase in average size of the atoms in these spheres. 
This increase in size can be achieved by placing the smaller atoms, zinc 
and aluminum, alone in the inner spheres, and introducing pi larger 
atoms, magnesium, as part of the outer spheres. 

The structure is based on a body-centered lattice. At ach lattice 
point there is a small atom (Zn, Al). It is surrounded by an icoga- 
hedron of twelve atoms (Fig. 11-14). This group is then surrounded 
by 20 atoms, at the corners of a pentagonal dodecahedron, each atom 
lying directly out from the center of one of the 20 faces of the ico- 
sahedron. The next 12 atoms lie out from the centers of the pentag- 
onal faces of the dodecahedron; this gives a complex-of 45 atoms, the 
outer 32 of which lie at the corners of a rhombic triacontahedron. The 
next shell consists of 50 atoms, each directly above the center of a 


2 Z.8. Basinski andj. W. Christian, Proc. Roy. Soc. London A223, 554 (1954). 
%G. Bergman, J. L. T. Waugh, and L. Pauling, Nature 169, 1057 (1952); 
Acta Cryst. 10, 254 (1957). 
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triangle that forms one-half of one of the 30 rhombs bounding the 
rhombic triacoutshedron; these 60 atoins lie at the corners of a trun- 
cated icosahedron, which has 20 hexagonal faces and 12 pentagonal 
faces. Twelve additional atoms are then located out from the centers 
of 12 of the 20 hexagona! faces. The very large complexes, shown in 
Figure 11-14, are then condensed together in such a way that each of 
the 72 outer atoms is shared between two complexes; each outer atom 
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Fig, 11-14.—The atomic arrangement ia the cubic crystal Mysa(Za, Al)ao. 
The six drawings, from left to right in the top row and then left to right in 
the bottom row, have the following significance: A central atom surrounded 
by 12 atoms at the points of a nearly regular icosahedron; the icosahedral 
group of 13 atoms surrounded by 20 atoms at the points of a pentagonal 
dodecahedron; the complex of 33 atoms surrounded by 12 atoms at the 
corners of an icosahedron; the outermost shell of 60 atoms at the corners of a 
truncated icosahedron, plus 12 atoms out from the centers of 12 of the hexs- 
gons of this polyhedron; packing drawing showiag the outer shell cf 72 atoms 
surrounding the central complex of 46 atoms; the structure of the crystal, in 
which these complexes located about the points of a body-centered cubic 
lattice share all of the 72 atoms of the outermost shell with neighboring 
complexes, 


then contributes 36 atoms per lattice point, which with inner complexes 
of 45 atoms gives 81 atoms per lattice point, 16Z in the unit cube. 
All of the smaller atoms (Al, Zn) have icosahedral coordination; the 
larger ones (Mg) have liganey 14, 15, or 16. ea 
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11-12. THE 7-ALLOYS; BRILLOUIN POLYHEDRA 


It was pointed out by Hume-Rethery* in 1926 that certain inter- 
metallic compounds with closely related structures but apparently 
unrelated stoichiometric composition can he ecornsidered to have the 
same ratio of number of valence electrons ta number of atome. For 
example, the 6 phases of the systema Ou---2in, Cur—4Al, end Oue-Sn are 
analogous in structure, all being based on the A srrangement; thelr 
compositions correspond closely to the formulas Cu@n, CusAl, and 
CusSn. Considering copper to be univalent, zinc bivalent, aluxainum 
trivalent, and tin quadrivalent, we see that the ratio of valence elec- 
trons to atoms has the value $ for each of these compounds: 


CuZn: (1 + 2)/2 = 3/2; 
Cu,Al: (3 + 3)/4 = 3/2; 
CusSn: (5 + 4)/6 = 3/2. 


Other alloys that may be placed in this class are CuBe, Ag@n, AgCd, 
AgMg, AuZn, and Ag;Al. 

A more striking example is provided by the y-alloys, the principal 
representatives of which are CusZns, CuepAlk, CuaSns, and FesZna. 
The corresponding phases of several other systems are also known, with 
ideal compositions CusCds, AgeZne, AgsCds, AusZns, AgsAL, CurGay, 
AgsSne, CosZnn, NisZnq, Rhs@na, PdgZnn, PtsZn2, etc. ; in some of 
these systems the y phase shows 3, wide range of composition about 
the ideal value. These crystals are cubic, with 52 atoms in the unit 
of structure (27 X 52 for CugSnz, corresponding to tripling the vate 
of ao). The structure is an icosahedral one. It is obtained froxa the 
body-centered structure 42 by taking a cube, with edge three times 
that of the unit for A2, which contains 3* XK 2 = 54 atoms, removing 
two atoms, and displacing the others by small amounts. ‘he atoms 
of different kinds are distributed among the atomic positions in differ- 
ent ways for the different stoichiometric compositions given above. 

For the y-alloys the ratio of valence electrons to atoms has the sur- 
prising value 7+: 


CusZng: (5 + 16)/13 = 21/13: 
CuAX: (9 + 12)/13 = 21/18; 
CugSns: {3} a 32) /39 aad 21/13; 
Fe;Znun: (0 + 42)/26 = 21/13. 
% W. Hume-Rothery, J. Inst. Metals 35 295 (1926); see also A. F. Westgren 


and G. Phragmén, J. Metallk. 18, 279 (1926); Metallwirtechaft 7, 700 (1928); 
Trans. Faraday Sec. 25, 379 (1929), 
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it is to be noted that Fe, Co, Ni, Rh, Pd, and Pt are assigned zero 
valence electrons in order that the ratio retain its value. 

It seems likely that ihc Hume-Rothery rule is to be explained as 
resulting from a perturbation of the energy of the valence electrons by 
their diffraction by the crystal lattice. The distribution in energy 
(kinetic energy) of free electrons in volume V can be calculated. There 
is one quantized state (orbital) per volume h? in phase space, and two 
electrons, with opposed spins, can occupy each orbital; in conse- 
quence, the number of electrons n with energy not greater than # is 
16+/20m?/?E?/?/3h?. It was pointed out by Brillouin® that the dis- 
tribution is perturbed when an electron has such a wave length 
(\ = h/+/2mE) and direction as to permit Bragg reflection from an 
important crystallographic plane (one with large scattering factor for 
electrons). The perturbation is of such a nature as to stabilize elec- 
trons with energy just equal to or less than that corresponding to 
Bragg reflection and to destabilize electrons with a larger energy. 
Hence special stability would be expected for metals with just the 
right number of electrons to correspond to the Brillouin perturbation. 
This number is proportional to a volume of a polyhedron (the Brillouin 
polyhedron) in reciprocal space, corresponding to the crystallographic 
planes giving rise to the perturbation.* 

It was pointed out by Jones®’? that the first important Brillouin 
polyhedron for the y-alloys (bounded by the forms {330} and {411}) 
contains 22.5 electrons per 13 atoms, and he proposed that some ¢fect 
determined by the shape of the Brillouin polyhedron could reduce this 
number to 21 electrons per 13 atoms and thus explain the stability 
of the y-alloys. 

This consideration ignores the difference between the ordinary 
valence and the metallic valence described in this chapter. For 
CusZne, for example, the valences 5.56 for copper and 4.56 for sinc 
given in Table 11-1 lead to 64.28 valence electrons per 13 atoms, and 
the same ratio is obtained also for CusGa,, CusiSna, ete. 

There is, in fact, one other important Brillouin polyhedron for these 
crystals.3° It is bounded by the only other strongly reflecting crystal- 
lographic forms, {600} and {442}, and its volume is 63.90 electrons 
per 13 atoms, very nearly equal to that given by the metallic valences 
of Table 11-1. The number 63.90 corresponds exactly to valences 


8% J. Brillouin, Compt. rend. 191, 198, 292 (1930); J. de phys. radium 1, 377 
(1930); 3, 565 (1932); 4, 1, 333 (1933); 7, 401 (1936). 

36 Electron numbers for cubic Brillouin polyhedra are given by D. P. Shoe- 
maker and T. C. Huang, Acta Cryst. 7, 249 (1954). 

37 H. Jones, Proc. Roy. Soc. London A144, 225 (1934); A147, 396 (1934). 

3s T,, Pauling and F. J. Ewing, Rev. Modern Phys. 20, 112 (1948). 
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5.53 for copper, 4.53 for zinc, and so on, which agree with those of the 
table to within the reliability of thelr determination from the satura- 
tion magnetic moments of ferromagnetic metals. Similar agreement 
between Brillouin polyhedra and the metallic valences of Table 11-1 
(or those given above in the descriptions of the structures) has been 
found for 6-manganese and some other substances. 


11-13, ELECTRON TRANSFER IN INTERMETALLIC COMPOUNDS 


The consideration of interatomic distances shows that electron trans- 
fer from atoms of one element to those of another takes place in many 
interatomic compounds, and that the numbers of electrons involved are 
reasonable in relation to the changes in valence resulting from loss or 
gain of electrons and to the partial ionic character of the bonds be- 
tween unlike atoms and the striving of atoms toward electroneu- 
trality | 

Let us divide atoms into three classes: hypoelectronic (e:ectron- 
deficient) atoms, hyperelectronic (electron-superfluent) atoms, and buf- 
fer atoms. Hypoelectronic atoms are atoms that can increase their 
valence by adding electrons. The hypoelectronic elements include the 
first three elements of each short period and the first five elements of 
each long period, as shown in Table 11-4. Atoms of these elements 
have more bond orbitals than valence electrons (in the uncharged state), 
and they can accordingly increase their valence by one unit by accept- 
ing an electron. MHyperelectronic atoms are atoms that can increase 
their valence by giving up an electron. The hyperelectronic elements 
with respect to metallic compounds include the last three elements 
(before the noble gases) of each short period and the last seven ele- 
ments of each long pexiod. Atoms of these elements have more valence 
electrons than bond orbitals, and they can increase their valence by. one 
unit by giving up one electron of a pair occupying a bond orbital, 
thus leaving a valence electron in the orbital. Buffer atoms are atoms 
that can give up or accept an electron without change in valence. The 
five elements Cr, Mn, Fe, Co, and Ni and their congeners in the other 
two long periods are buffer elements with respect to metallic com- 
pounds; they can give up a nonbonding d electron or introduce an 
electron into the incomplete nonbonding d subshell without change in 
metallic valence (Cr, Mo, and Ware buffer atoms with respect only 
to addition of an electron). 

Carbon and silicon are placed in a separate class in Table 11-4. 
Carbon is an element with stable valence, 4; either the addition of an 
electron toa carbon atom or the removal of an electron from it causes & 
decrease in its valence. Silicon also has the stable valence 4, except 


39 J. Pauling, Proc. Nat. Acad. Sci. U S. 36, 533 (1950). 
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® These three atoms can accept electrons but not give up electrons without change in valence. 
> ‘The rare-earth metals may have some buffering power. 


that it may under certain circumstances make use of outer orbitals 
(3d, 48, 4p) and achieve some increase in valence through electron 
transfer. This effect is less important in alloys of silicon than in com- 
pounda of the bypoelectronic atoms. 

Let ua consider the ways in which an intermetallic compound AB 
might be stabilized by the transfer of an electron from atom B to atom 
A, 

First, an increase in the number of valence bonds and correspond- 
ing increase in stability would result from electron transfer from B to 
A if A were hypoelectronic and B were hyperelectronic, or if A were 
hypoelectronic and B were a buffer, or if A were a buffer and B were. 
hyperelectronic. 

Second, according to the electroneutrality principle (Sec. 8-2) an in- 
crease in stability would follow from a transfer of electrons if it were 
to result in a decrease in the electric charges on the atoms. Let B 
be more electronegative than A. The covalent bonds between A and B 
would then have some ionic character, of such a nature as to give A a 
positive electric charge and B a negative charge. Transfer of an elec- 
tron from B to A reduces the charges on the atoms, and the substance 
can thus be stabilized. It is interesting that this effect involves the 
transfer of electrons to the more electropositive atoms (the stronger 
metals); that is, in the opposite direction to the transfer of electrons 
that takes place in the formation of ions in electrolytic solutions. 

These two stabilizing effects usually operate together, becayse the 
electronegativity increases in the sequence hypoelectronic elements, 
buffers, hyperelectronic elements. Both effects are stronger for com- 
pounds of hypnelectronic elements with hyperelectronic elements than 
for compounds of elements of either of these two classes with buffer 
eleraents. ‘hus we expect electron transfer to be especially important 
for compounds such as NaZnys, Jeas important for compounds:such as 
AlpCo. and Fe;%rin, and of little significance for compounds such as 
Nagk, FeCr, and Cuséns. 
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In special cases electron transfer may take place even in compounds 
of two metals in the same class. Stabilizing factora that might operate 
to this end inelude the filling of Brillouin zones, the stabilizing of 
partisliy filled nonbonding subshelis through increase in multiplicity 
fanproach to half-filling) or through completion of the subshell, and the 
relief of strain resulting from geometric constraints on ratios of inter- 
atomic distances through change in tond numbers. 

The compound AIP may be taken as 2 simple example. It has the 
sphalerite structure, in which each atom is surrounded tetrahedrally 
by four unlike atoms. Aluminum is a hypoelectronic atom, with nor- 
mal valence 3 and with single-bond radius 1.248 A. Phosphorus is a 
hyperelectronic atom, with ncrmal valence 3 (resulting from occupancy 
of four orbitals by five electrons) and single~bond radius 1.10 A. The 
calculated Al—P single-bond length Gneluding the electronegativity 
correction, Sec. 7-2) is 2.41 A, and the value fer valence 3 and bond 
number n equal to ? is 2.38 & The observed distance, 2.35 A, lies 
about midway between these values. It corresponds to bond number 
0.86, which indicates transfer of 0.44 electron irora phosphorus to 
aluminum, increasing the valence ci each atom to 3.44. The difference 
in electronegativity of phosphorus and aluminum, 0.5, corresponds to 9 
percent ionic character of the bonds; accordingly the electron transfer 
is approximately that required to neutralize the charge of the atoms 
resulting from the partial ionic character of the bonds. 

As another example we may discuss the striking purple alloy Al,Au, 
which has the fluorite structure, with a) = 5.99 A. Each gold atom 
has eight aluminum ligates, at 2.59 A. If gold retained its usual 
metallic valence, 5.56, the eight Au—Ali bonds would have bond num- 
ber 0.70, and the corresponding correction —0.600 log n = 0.093, plus 
the single-bond radii 1.342 for gold and 1.248 for aluminum, with the 
electronegativity correction, would give the predicted Au-—A! distance 
2.665 A, which is so much greater than the observed value as to elimi- 
nate the assumed valences. Agreement is cbtained by assuming gold 
to have the valence 6.60; the corresponding radius (Table 11-3) is 
1.313 A, and the bond-number correction, for n = 0.82, is 0.051, lead- 
ing to 2.574 A for the Au—-Al bond length. 

The valence 6.60 can be achieved by a neutral gold atom (without a 
metallic orbital). However, in order for gold to have this valence, 
sluminum must have valence 3.30, or greater if significant Al—Al 
bonds are formed; and hence at least 0.6 electron per gold ‘atom must 
have been transferred to the aluminum atoms. Indeed, the observed 
Al—Al distance 3.00 A for the six aluminum ligates about each alumi- 
num atom corresponds to n = 0.15, and indicates that a significant 
amount of valence of the aluminum atoms is used in these bonds. It 
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is likely that about 1.5 electrons are removed from each gold atom, 
which would liberate the customary 0.72 metallic orbital; 0.75 electron 
added to each aluminum atom would increase the aluminum valence 
to 3.75, of which 3.30 would be used in bends to the four gold ligates 
and the remainder in Al—Al bonds. 

This large amount of electron transfer is not incompatible with the 
electroneutrality principle. The electronegativity of aluminum is 1.5, 
and that of gold is 2.4. The differenee corresponds to 18 percent ionic 
character of the Au—-Al bonds, which with valence 6.60 for gold would 
lead to the charge —1i.19 on the gold atom. To restore it to neutrality 
1.19 electrons would have to be transferred to two aluminum atoms. 

The proposed structure provides an explanation of the very high 
melting point (1060°C) and large heat of formation of the compound.” 
Coffinberry and Hultgren‘! pointed out that the properties of the 
Al—Au alloys indicate the operation of an unusually strong attraction 
between aluminum atoms and goid atoms. 

As an example of a compound in which electron transfer is relatively 
unimportant we may discuss PtSn, which also has the fluorite struc- 
ture, a) being 6.41 A. The normal metallic valences 6 for platinum 
and 4 for tin permit the formation of Pt—Sn bonds with n = j{ and 
Sn—Sn bonds with n = 4. The predicted Pt—Sn distance 2.770 A is 
only slightly low, the observed distance being 2.78 A. The predicted 
Sn—Sn distance for n = 3, 3.27 A, is somewhat larger than the ob- 
served distance, 3.205 A, and a small amount of strain is accordingly 
indicated. Fhe strain would be expected to cause a lengthening of the 
Pt—Sn bonds and shortening of the Sn-——-Sn bonds in inverse ratio to 
their total strengths, 6 to 1, and hence it would lead to the bond 
lengths 2.78 A and 3.21 A, in excellent agreement with experiment.. ) 

Electron transfer is especially important in the alloys of the alkali 
and alkaline-earth metals with hyperelectronic elements and buffer 
elements. In the formation of many of these alloys from the elements 
a very large volume contraction is observed, resulting in part from the 
bond-number correction of interatomic distances due to the increase in 
valence and in part from the decrease in single-bond radius of the 
hypoelectronic atom with increase in valence. Thus, although the 
normal radius of sodium for ligancy 12, 1.896 A, is greater than that of 
lead, 1.746 A, the replacement of one-fourth of the lead atoms in pure 
lead by sodium atoms, to form the phase NaPb,, leads to a contraction, 
the bond distance decreasing from 3.492 ‘A to 3.446 A. This decrease 


40 W. C. Roberts-Austen, Proc. Roy. Soc. London 49, 347 (1891): 50. 367 
(1892). 

41 A. S. Coffinberry and R. Hultgren, Am. Inst. Mining Met. Engrs., Tech. 
Publ. No. 885, 1938. . 
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is explained in part by the electronegativity correction and in part by 
electron transfer, with a little less than one electron transferred to the 
sodium atom. In many other intermetallic compounds of the alkali 
and aikaline-earth metals the interatomic distances similarly indicate 
that electron transfer occurs to such an extent as to increase the 
valence by about one unit. 


11-14. COMPOUNDS OF METALS WITH BORON, 
CARBON, AND NITROGEN 


Some of the compounds of the metals with boron, carbon, and nitro- 
gen have structures that can be described in a simple way as involving 
the arrangement of the metal atoms in closest packing or in some other 
simple structure and the insertion of the small nonmetal atoms into 
interstices of the lattice of metal atoms.*? AIN, with the wurtzite 
structure, can be described in this way, the aluminum atoms having a 
hexagonal elosest-packed arrangement with the nitrogen atoms in tet- 
rahedral positions; this crystal can be described as involving covalent 
bonds between the nitrogen atom and its four aluminum neighbors. 
ScN, TiN, ZrN, VN, NbN, TiC, ZrC, VC, NbC, and TaC, which have 
the sodium chloride arrangement, contain metal atoms in cubic closest 
packing with nitrogen or carbon atoms in octahedral positions. Since 
these first-row atoms are restricted to a maximum of four covalent 
bonds, it is probable that the octahedral coordination of six metal 
atoms about each light atom involves resonance of covalent bonds 
among the six positions. The structure of Fe,N is similar in nature; 
the iron atoms are in cubic closest packing, with nitrogen atoms at the 
centers of octahedra of six iron atoms (cubic unit, 4Fe at 000, 440, 
303, 033; N at $99). 

The bond lengths in these substances are the expected ones, as may 
be illustrated by the discussion of a representative substance with the 
sodium chloride arrangement, VN. Each vanadium atom has 6 nitro- 
gen neighbors at 2.06 A and 12 vanadium neighbors at 2.92 A. The 
calculated values for quinquevalent vanadium and tervalent nitrogen 
are 2.03 A and 2.92 A, respectively. In this crystal the nitrogen re- 
tains its unshared electron pair and its valence 3, whereas in others 
(such as AIN, analogous to AIP, discussed in the preceding section) 
there is electron transfer, leading to increase in its valence. 

Cementite, Fe,C, has an interesting structure, involving both octa- 
hedral and trigonsi-prismatie arrangements of six iron atoms about a 
carbon atom (Strukturbericht, II, 33). The iron boride FeB (Struktur- 
bericht, ILI, p. 12) contains trigonal prisms of iron atoms about the 
boron atoms, the Fe—-B distance being about 2.15 A, which is approxi- 
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mately equal to the sum of the covalent radii. However, each boron 
atom also has two boron atoms close to it, at 1.77 A, so that B—B co- 
valent bonds are preeest in the structure. 

The process of forming boron-boron bonds is carried on further in 
sluminum boride, Alf, which has a very simple hexagonal structure, 
consisting of hexagonal laycrs of boron atoms, ke the layers of carbon 
atoras in graphite, with aluminum atoms in the spaces between the 
layers (Fig. 11-15). The B-—B bond length is 1.73 A, corresponding 
ton = 0.66; that is, two valence electrons per boron atom are used in 
the B—-B bonds, which are two-thirds bonds. 





Fra, 11-15.—The structure of the hexagonal crystal AlB2. Small circles 
represent boron atoms, They form hexagonal layers resembling the layers 
of carbon atoms in graphite. Large circles represent aluminum atoms. 


The boride UB. has an interesting structure," related to the struc- 
tures discussed in Section 10-6. It is face-centered cubic, with ao 
= 7.473, the unit cube containing 4 UBy. There are By groups with 
cubo-octahedral structure. Each uranium atom is surrounded by 24 
boron atoms, which form a regular polyhedron with six square faces 
and eight hexagonal faces. Each boron atom has five boron neighbors, 
at 1.76 A, and two uranium neighbors, at 2.79 A. 


11-15. MOLECULES AND CRYSTALS CONTAINING 
METAL-METAL BONDS 


The existence of the mercury-mereury bond in the mercurous ion, 
Hgs**, and in molecules such as mercurous chloride, ClL-Hg—Hg—Cl, 


“ F. Bertaut and P, Blum, Compt. rend. 330, 666 (1949). 
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has been recognized for decades, but until recently other examples of 
molecules containing metal-metal bonds had not been reported. Now 
a great many are known. 

The complex ion [WsCly]-~~ was discovered to have such a struc- 
ture through the determination of the structure*t of KgWsCly The 
complex ion consists of two WC], octahedra sharing a face. The 
W-—Cl bond lengths are 2.40 A (unshared Cl) and 2.48 A (shared Cl). 
The tungsten atoms are closer to the plane of the shared face than to 
the plane of the peripheral chlorine. ‘The W—W distance, 2.409 A; is 
less than in metallic tungsten, and about equal to the value 2.40 A 
expected for a double bond between the tungsten atoms. Each tung- 
sten atom has three valence electrons in addition to those involved in 
the bonds to the chlorine atoms. The tungsten-tungsten bond can 


be described as involving resonance among the structures W—W, 


W=W, W=W, and W=W. 

Whereas K,W2Cl, is diamagnetic, the closely similar substance 
K;3CreCl, is paramagnetic, with three unpaired electrons per chromium 
atom. In the [CraCl,]~-~ ion the chromium atoms are 3.12 A apart,® 
corresponding to bond number 0.05 (that is, there is no Cr—Cr bond). 

A bond between two lead atoms is found® in hexamethyl dilead, 
Pb:(CH;)s. The Pb--Pb bond length, 2.88 + 0.03 A, is about that 
expected from the tetrahedral radius of lead, as is the Pb—C bond 
length, 2.25 + (.06 A. This substance is, Of course, similar to hexs- 
methylethane and the corresponding compounds of silicon, germanium, © 
and tin. 

Vbe structuce reported for crystals of molybdenum dioxide and tung- 
sten dioxide by Magnéli* aiso shows the presence of bonds between the 
metal atoms. ‘These crystals have a distorted rutile structure, in 
which each metal atom is surrounded by an octahedron of oxygen 
atoms. ‘Uhe distertion from the ideal structure is of such a nature as 
to bring two molybdenum or tungsten atoms very close together to 
form a pair of atoms 2.48 A apart, the scrresponding edge shared by 
the two octahedra heing greatly lengthenecd. The bond number ealcu- 
inted from. this interatomic distance is 1.47, suggesting that there is an 
effort by each quadrivalent molybdenum or tungsten atom to use its 
two remaining valence electrons for the formation of a double bond 
with another atom: of molybdenum or tungsten. The distance from 


“C, Brosset, Arkiw. Kemi, Mineral., Geol. 12A, No. 4 (1935); W. H. Watson, 
Jy., and J. Waser, Acta Cryst. 11, 689 (1988). 
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the metal atom to the oxygen atom suggests resonance of about four 
covalent bonds among the six positions, causing the total valence of the 
molybdenum or tungsten atom to be approximately 6. A similar dis- 
torted rutile structure is found** for VO;; the V—V distance is 2.68 A 
In the corresponding crystals molybdenite, MoSe, and tungstenite, 
WS, however, the metal atoms are so far apart that the bond between 
them is weak; the Mo—-Mo or W—W bond number (for six bonds 
formed by each atom) is only 0.12. However, the black color and 
metallic luster of these substances, which resemble graphite in appear- 
ance, show that there is a significant interaction between the metal 
atoms. 

Many essentially nonmetallic crystals are known in which metal 
atoms approach one another to within such distances as to correspond 
to significantly large fractional bond numbers, and there is little doubt 
that many of the physical and optical properties of the crystals are 
essentially determined by this closeness of approach. For example, 
the oxygen compounds containing iron seem to have a color that is 
correlated with the distance between iron atoms: pseudobrookite, 
Fe:TiOs, and hematite, Fe,Os, with iron-iron distance 2.88 A, are red, 
whereas hydrated iron oxides such as lepidocrocite, goethite, limonite: 
and xanthosiderite tend to be lighter in color. The mineral cubanite, 
CuFe.S;, contains pairs of iron-sulfur tetrahedra in which the iron-iron 
- distance, approximately 2.5 A, corresponds to a bond number of 0.3. 
It was suggested by the investigator of the crystal, Buerger,*® that this 
closeness of approach of iron atoms might be related to the unusual 
ferromagnetism shown by this sulfide mineral. 

The crystal structure of cupric acetate hydrate, Cue(CH;COO),:2H,.0, 
shows that the pairs of copper atoms are only 2.64 A apart®° This dis- 
tance corresponds to a bond with n = 0.33. The substance has 
anomalous magnetic properties that have been interpreted as repre- 
senting a weak bond.*! Similar bonds have been reported for several 
crystals containing Ni, Pd, and other métal atoms. 

The theory of the color of dyes and other complex organic molecules 
has been rather well developed in recent years, and the color of these 
substances is reasonably well understood. However, little progress has 
been made in the development of a systematizing or correlating theory 
of the color of inorganic complexes. There is one set of substances that 
show especially striking coloration. This is the set of substances con- 
taining the same element in two different valence states. Substances 


48 G. Anderssen, Acta Chem. Scand. 10, 623 (1956). 
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of this sort have been recognized for many years as having abnormally 
deep and intense coloration. For example, the complexes of cuprous 
copper with chloride ion in solution in concentrated hydrochloric acid 
are colorless, as is cuprous chloride itself, and the complexes of cupric 
copper with chloride ion are green. However, if cuprous and cupric 
solutions are mixed, an intensely colored brown or black solution is 
obtained, apparently due to complexes containing both cuprous and 
cupric copper. Similarly, tervalent antimony chloride and quinque- 
valent antimony chloride are colorless, but a mixture of the two has a 
deep brown or black color. Crystals of (NH4)sSbCle, a black sub- 
stance, have been investigated by x-rays by Elliott’? and shown to have 
a structure indistinguishable from that of potassium chlorostannate. 
Moreover, the crystals are diamagnetic, so that the complexes cannot 
be [SbCls]—~-, which would necessarily be paramagnetic because of the 
presence of an odd number of electrons, but must be alternately 
[SbCl,]--~ and [SbCl,.]-. Crystals of cesium aurous auric chloride, 
Cs-AuAuCl,, are also intensely black in color. 

Another example of the phenomenon is often observed in the chemi- 
cal laboratory when a solution containing ferrous ion is precipitated 
with alkali. Ferrous hydroxide is white, and ferric hydroxide is brown. 
When a ferrous solution is precipitated, however, the initially white 
precipitate is immediately partially oxidized by atmospheric oxygen to 
form a ferrous ferric hydroxide, which is black in color (or deep green 
when finely divided). 

A few years ago it was pointed out to rae by Sterling Hendricks that 
ordinary black mica, biotite, which has an intensely black color, owes 
this color to the presence of iron in both the ferrous and ferric oxidation 
state. Black tourmalines also usually contain both ferrous and ferric 
iron. Another intensely black mineral, with black streak, is ilvaite, 
with composition Ca(Fet*),Fet*+(SiO,),0H. 

Molybdenum blue and tungsten blue, which have an intense deep- 
blue coloration, have the formulas MoO2.5_3 and WoO2.s_3. The tung- 
sten bronzes also contain tungsten in an intermediate valence state; 
their formulas lie between the limits NazW20., and NazW3;0,. Many 
metal oxides, such as Fes0,, U30s, and PrsOu, may owe their black 
color to this phenomenon, 

The ion [MogCl¢|+*++ is found in solutions of molybdenum dichloride, 
MoeCly, and in the crystals** [MosCle](OH),-14H2O, [MosCls]CL 
‘8H.O, and (NHz)2[MoeCls]Cl,-2H2O. Its structure is shown in 
Figure 11-16. Each molybdenum atom uses two of its six valence 

82 N. Elliott, J. Chem. Phys. 2, 298 (1934). 


33 C. Brosset, Arkiv. Kemi, Mineral., Geol. A20, (1945); A22 (1946); P. A, 
Vaughan, Proc. Nat. Acad, Sci, U.S, 36, 461 (1950). 


4409 The Metatiic Bond 





Fig. 11-16.—The structure of the complex ion [MogCla}+**. 


electrons in the bonds to the chlorine atoms and the other four to form 
single Mo—Mo bonds along the edges of the Moe octahedron. The 
Mo—Mo bond length, 2.63 i is close to the single-bond value 2.592 A 
derived from the metal (Table 11-1). 

The ions [Nb,Cl,.]++, [TacCla}++, and [TasBris]++ have a related 
structure,” shown in Figure 1-17. The number of valence electrons 
is such that the bonds along the edges of the Nbe and Tas octahedra 
have bond number 3. The observed Nb-—-Nb and Ta--Ta bond 
lengths, 2.85 A and 2.90 A, respectively, agree moderately well with 
the expected value 2.79 A. 





Fi@. 11-17,—The structure of the complex ion [TagClis|**. 
“ P. A. Vaughan, J. H. Sturdivant, and L. Pauling, J.A.C.S. 72, 6477 (1950) - 
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An interesting discovery was made by Powell and Ewens,™ who de- 
termined the crystal structure of iron enneacarbonyl, Fes(CO),, finding 
the configuration of the molecule to be that shown in Figure 11-18, 
with a threefold axis of syrametry. Six carbonyl groups are attached 
to one or the other of the iron atoms; the other three are bonded to both 
iron atoms, and thus have a structure similar to that in ketones. The 
iron atoms can be considered to be trivalent. The observed diamag- 
netism of the substance shows that the spins of the odd electrons of 
the two iron atoms sre opposed; this suggests strongly that there is a 
covalent bond between the two iron atoms. The Fe—Fe distance, 
2.46 A, is compatible with this idea. Hence in this substance each 
jron atom forms seven bonds (d'sp*), six with carbon atoms and one 
with the other ircn atom; two unshared electron pairs occupy the two 
remaining 3¢ crbitals of each iron stom. 


Fig. 11-18.—The structure of di-iron enneacarbonyl, Fe3(CO)s. 


X-ray structure determinations have shown that the molecules 
Mno(CO)io and Re(CO)i9 contain metal-metal bonds with Mn——-Mn 
= 2,93 A and Re—Re = 2.02 A, these values being about 0.6 or 0.5 A 
longer than the single-bond distances. ‘There are no bridging car- 
bonyls. The other five octahedral positions about each metal atom 
are occupied by the carbonyl groups, on a straight line out from the 
metal atom. The two octahedra are twisted inte the staggered con- 
figuration. These are the first authentic structures of this type in 
which the two halves of the molecule are held together only by metal- 
rnetal bonds. The diamagnetism that is observed is compatible with 
the structures. 

The molecule of diphenylacetylene dicobalt hexacarbonyl has been 
shown by an x-ray investigation?’ to have the structure shown in Figure 
11-19. Each cobalt atom forms six bonds, directed toward the corners 

8 Ff. M. Powell and R. V. G. Ewens, J. Chem. Soc. 1939, 286. 


6 L. F. Dahl, B. BE. Ishishi, and R. BS. Rundle, J. Chem. Phya. 26, 1750 (1957). 
8&7 W.G. Sly, Ph.D. these, Calif. Inst. Teoh., 1957. 
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of a distorted octahedron. Each of the two acetylenic carbon atoms 
forms four single bonds, three of which are in the central tetrahedron: 
one with -the other acetylenic carbon and two with the two cobalt 
atoms. All bond lengths are reasonable; in the tetrahedron they are 
C—C = 1.464, Co—C = 1.95 + 0.06 A, Co—Co = 2.47 A. If the 
Co-—-CO bonds are taken to be double bonds (their length is 1.75 
+ 0.05 A), all nine orbitals of each cobalt atom are used in bond 
formation, and also all nine valence electrons. 





Fia. il-19.—The structure of dicobalt 
hexacarbonyl diphenylacetylene, Co.(CO).C: 
(CeHs)2. Large circles represent cobalt atoms, 
small circles carbon atoms, and circles of inter- 
mediate size oxygen atoms. 


We may anticipate that in the next decade many more substances 
will be found in which metal-metal bonds play an important part. 


11-16. THE STRUCTURES OF SULFIDE MINERALS 


The sulfide minerals have structures based largely upon covalent 
bonds between the sulfur atoms and other atoms in the substances. In 
some of the minerals the bonds resonate among alternative positions, 
and in some there are also metal-metal bonds, conferring metallic 
properties, especially metallic luster, upon them. 

Sphalerite and wurtzite, the two common forms of zinc sulfide,** have 
the tetrahedral structures shown in Figures 7-5 and 7-6. Pure zinc 
sulfide is colorless. The minerals are usually yellow, brown, or black, 
the color probably being due to imperfections and impurities. The 
luster is not metallic, but resinous or adamantine. 

Galena, PbS, is an example of a mineral with metallic luster. The 
atoms are ordered in the sodium chloride arrangement. Each lead 

58 Other forms, corresponding to more complex arrangements of the tetra- 


hedral layers, algo occur in nature: C. Frondel and C. Palache, Am. Mineralogist 
35, 29 (1950). 
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atom has six sulfur neighbors at 2.96 A and twelve lead neighbors at 
4.19 A. The bond numbers, calculated with use of the metallic single- 
bond radius for lead, are 0.23 and 0.10, respectively. Hence the lead 
atom forms a total of 1.38 covalent bonds to sulfur and 1.20 to other 
lead atoms, its covalence being 2.58. The metallic luster may be 
attributed to the lead-lead bonds. 

Alabandite, MnS, has the same atomic arrangement. Its luster is 





Fig. 11-20.—The structure of the crystal SiS,. Small 


circles represent silicon atoms, large circles sulfur atoms 
(Strukturbericht). 


not metallic, but dull. The Mn—S bond length, 2.61 A, shows that 

the manganese atom has the §S structure described in Section 7-9. 
The structure of the fibrous synthetic substance silicon disulfide,®® 

SiSe, is shown in Figure 11-20. This structure illustrates a difference 


5° A. Zintl and K. Loosen, Z. phystk. Chem. A174, 301 (1935); W. Bissem, 
H. Fischer, and E. Gruner, Naturwissenschaften 23, 740 (1935). 
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oetween sulfides and oxides that can be explained by the smaller 
amount of partial ionic character for M--S bonds than for M—O 
bonds. It will be pointed out in Chapter 13 that the repulsion of the 
positive charges of the silicon atoms in silicon dioxide makes structures 
in which the SiO, tetrahedra share edges or faces less stable than those 
in which they share only corners with ons another. In SiSe, on the 
other hand, the SiS, tetrahedra share edges, to form long chains. The 
Si—S bond length, 2.16 A, agrees with the calculated single-bond value, 





Cu Fe § 
Fie. 11-21.—The structure of the tetragonal crystal chalcopyrite, CuleS,. 


2.17 A, showing that the bonds have little double-bond character. The 
charge on the silicon atoms is calculated from the clectronegativity 
difference of the atoms, assuming no double-bond charactry, to be 
+0.44. The repulsion of the charges causes a distortion of the SiS, 
tetrahedra such that the shared edges are somewhat shorter than the 
unshared edges (shared, 3.82 A; unshared, 3.56 and 3.70 A). 

Many sulfide minerals have structures closely related to those of 
sphalerite and wurtzite. Chalcopyrite, CuFeS:, is an example (Fig. 
11-21). Its structure® is a tetragonal superstructure of sphalerite, 
with the copper and iron atoms in the zinc positions of sphalerite. 


60 7,, Pauling and L. O. Brockway, Z. Krist. 82, 188 (1932). 
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Enargite, CusAsS,, has a structure that is a superstructure of the 
wurtzite arrangement.*! The sulfur atoms are in the same positions 
as in wurtzite, and the atoms of copper and arsenic replace those of 
zinc in an ordered way, so as to give discrete AsS, groups (Fig. 11-22). 
The observed As—S bond length, 2.22 A, agrees exactly with the cal- 
culated value for a single bond, 2.22 A (from the covalent radii, with 
the correction for electronegativity difference). The Cu--S bond 
length, 2.32 A, corresponds to bond number about 0.7 (the appropriate 





Fig. 11-22.—Ths structure of the orthorhombic crys- 
tal enargite, CusAsS,. Large circles represent sulfur 
atoms, small open circles copper atcms, and smal! 
shaded circles arsenic atoms, The structure is a super- 
structure of wurtzite. 


single-bond radius of copper is 1.23 A). Approximately the same 
Cu-—S bond length is found in other copper sulfide minerals. The 
copper-sulfur bonds have only a small amount of ionic charaeter, and 
the conclusion may be drawn that the electric charge of the copper 
atom is negative, probably close to — 1. 

The mineral sulvanite, CusV&,, has been found to have a surprising 
structure.** The crystal is cubic, with 1 Cus VS, per unit cube, with 
edge Gy = 5.37 A, and it was expected that the structure would be a 
superstructure of sphalerite, which has 4 ZnS in a cubic unit with 
ap = 5.41 A. In fact, the four sulfur atoms and the three copper 
atoms occupy the corresponding positions in the structure (Fig. 11-23), 


% },, Pauling and S. Weinbaum, Z. Krist. 88, 48 (1934). 
= 1, Pauling and R. Hultgren, Z. Krist. 84, 204 (1983). 
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so that each sulfur atom is bonded to three copper atoms at three of 
the corners of a nearly regular tetrahedron, but the vanadium atom 
is not at the fourth corner of the tetrahedron; it is in the negative 
position to this corner. The V-—S bond length, 2.19 A, is that for a 
single bond, and the Cu—S bond length, 2.29 A corresponds to bond 
number about 0.7. 






& 
Loy dA 


SS 


Fria. 11-23.—The structure of the cubic crystal sulvanite, CusVS«. 


The selection of this structure, in which the V—S—-Cu bond angie 
has the value 70°32’, rather than the sphalerite superstructure with 
tetrahedral angles, is surprising. It is likely that in this sulfide min- 
eral, as well as in the others, the sulfur atom is to be described as 


+ sis 
:S —, with one unshared electron pair and three bonds. In sulvanite 


one bond is formed with the vanadium atom and the other two resonate 
among the positions to the three copper atoras, The unshared pair 
projects into the hole in the erystal, where the fourth metal atom 
would be in sphalerite. The bond orbitals of sulfur may have enough 
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d and f character to permit the small bond angle to be assumed with- 
out much strain. 

The structure is also stabilized by the formation of metal-metal 
bonds. £ach vanadium atom has six copper neighbors at 2.685 A, 
corresponding to bond number 0.8. Hence each vanadium atom forms 
four single bonds with the four adjacent sulfur atoms and six one-third 
bonds with the six adjacent. copper atoms. One electron has been 





Fig. 11-24.—-Diagram showing the forward half of the unit 
cube of binnite. Large circles represent sulfur atoms, small open 
circles copper atoms, and small shaded circles arséhic atoms. 
Bonds between adjacent atoms are indicated. Note that there 
are two kinds of copper atoms and two kinds of sulfur atoms. 


transferred to it, a hypoelectronic atom, from the hyperelectronic cop- 
per atoms (Sec. 11-13). The amounts of ionic character of the bonds 
(V-—S, 18 percent; Cu-—S, 9 percent; ¥-—Cu, 3 percent) are such that 
the electric charges of the atores are changed from the formal values 
—1 for vanadium, —1 for copper, and +1 for sulfur to —0.22 for 
vanadium, —0.78 for copper, and 4+-0.64 for sulfur. 

A somewhat more complex structure is that of the tetrahedrite min- 
erals. Tetrahedrite and binnite (tenuantite) have compositions ap- 
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proximating the formulas CuoZn.SbSy and CuzFe:AsSis, respec- 
tively. Their structure®? is shown in Figure 11-24. It is closely re- 
lated to the sphalerite structure. In a large cube (a = 10.19 A in 
pinnite) containing 32 ZnS, 8 Zn are replaced by arsenic or antimony 
atoms and the other 24 by copper atoms (with zinc and iron in appar- 
ently random substitution for copper; two bipositive atoms are needed 
per formula). The sulfur atoms occupy only 24 of the 32 sphalerite 
positions, such that As and Sb have figancy 3: in addition, two sulfur 
atoms are present in the positions 000 and 4 4 3, each surrounded by six 
copper atoms in an octahedral configuration. Each arsenic atom has 
an unshared electron pair and forms three bonds with sulfur atoms 
(bond length 2.21 A). The copper atoms are of two kinds. Those of 
one kind have ligancy 4; they form four bonds with sulfur atoms, with 
bond number about 0.75 (bond length 2.28 A). Those of the other 
kind have ligancy 3; they form two single bonds with sulfur atoms 
(bond length 2.23 A) and one weaker bond (bond length 92.29 A, bond 
number 0.7). 

Many other structures of sulfide minerals have been determined. 
Most of them conform reasonably well to the structural principles 
described ia this book, but some have surprising features that have 
not yet been incorporated in the system of structural chemistry, and 
in generai the reasons for the choice of one structure rather than 
another are not yet evident. The general structure theory of the 
sulfide minerals still awaits formulation. _ 


Ff. Machatschki, Z. Krist. 68, 204 (1928); L. Pauling and &. W. Neuman; 
ibid. 88, 54 (1934). 

* An example is provided by the related structures of the minerals sy!vanite, 
calaverite, and krennerite, discussed by G. Tunell and L. Pauling, Acia Cryst. 5, 
875 (1952). Sylvanite has the composition AgAuTe:, and calaverite and kren- 
nerite AuTes, with some substitution of Ag for Au. Tn each of the three struc- 
tures the gold and silver atoms ligate six tellurilum atsms octahedraily. The 
bond lengihs are pot equal, however; two bonds are single beads, and the other 
jour are weaker (in calaverite their bond number in 0.35). Asa first approxi- 
mation the ligation of the gold atoms can be described as involving the square 
quadricovalent dsp* bonds of triposiive gold ‘Chap. 3) with iwo bonds extend- 
ing toward two of the octahedral positions sud two reronating among the other 
four. 
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The Hydrogen Bond 


12-1. THE NATURE OF THY HYDROGEN BOND 


Ir was recognized some decades ago that under certain conditions 
an atom of hydrogen is attracted by rather strong forces to two atoms, 
instead of only one, so that it may be considered to be acting as a bond 
between them. This is called the hydrogen bond.! _ The bond was for 
some time thought to result from the formation of two covalent bonds 
by the hydrogen atom, the hydrogen fluoride ion [HF,]- being as- 


signed the structure [: F: H: F: }-. It is now recognized that the hy- 


drogen atom, with only one ‘stable orbital (the is orbital), can form 
only one covalent bond, that the hydrogen bond is largely ionic in 
character, and that it is formed only between the most electronegative 
atoms. A detailed discussion of its nature is given in the following 
sections. 

Although the hydrogen bond is not a strong bond (its bond cnergy, 
that is, the energy of the reaction XH + Y — XHY, lying in most 
cases in the range 2 to 10 kcal/mole), it has great significance in deter- 
mining the properties of substances. Because of its small bord energy 
and the small activation energy involved in its formation and rupture, 
the hydrogen bond is especially suited to play a part in reactions oc- 


2 Other names, such as hydrogen bridge, have also been used. 

A detailed discussion of the hydrogen bend ia given in the book by G. C. 
Pimentel and A, L. McClellan, The Hydregen Bond, W. FR. Freeman Co., San 
Francisco, 1959. Many excellent review articles have been published; among 
them are E. N. Lassettre, Chem. Revs. 20, 259 (1937); H. Hoyer, 2. Llektrochem. 
- al (1943); J. Doughue, J. Phys, Chem. 502 (1952); A. R. Ubvelokda and 

. Gallagher, Acta Cryst. 8, 71 (1955); G. M. Badger, Rev. Pure and App. 
nea (Australia) 7, 55 (1957); C. A. Coulson, Research (Londen) 10, 140 (1957); 
M. Magat, Nuovo cimente 10, 416 (1985); D. Sokolov, Tagungsber. der chem. Ges. 
Deutsch. Dem. Hep. 1955, 16. 


449 


450 The Hydrogen Bond 


curring at normal temperatures. It has been recognized that hydrogen 
bonds restrain protein molecules to their native configurations, and I 
believe that as the methods uf structural chemistry are farther applied 
to physiological problems it will be found that the signiticance of the 
hydrogen bond for physiology is greater than that of any othor single 
structural feature. 

The first mention of the hydrogen bdnd was made by Moore and 
Winmill,? who assigned to trimethylammonium hydroxide the structure 


CH; 


| 
CH;,—N—-H—OH, 


| 
CH; 


accounting in this way for the weakness of this substance as a base as 
compared with tetramethylammonium hydroxide. Recognition of the 
importance of the hydrogen bond and of its extensive occurrence was 
made by Latimer and Rodebush,* who used this concept in the discus- 
sion of highly associated liquids, such as water and hydrogev fluoride, 
with their abnormally high dielectric constant values, of the small 
ionization of ammonium hydroxide, and of the formation of double 
molecules by acetic acid. The number of molecules recognized: as 
contéining hydrogen bonds has been greatly increased by spectroscopic 
and crystal-structure studies and by analysis of physicochemical in- 
formation.‘ 

With the development of the quantum-mechanical theory of valence 
it was recognized® that a hydrogen atom, with only one stakde orbital, 
eunt.ot form more than one pure covalent bond‘ and that the attrastion 


2'T. 5. Mcore and T. F. Winmill, /. Chem. Soc. 101, 1635 (1912); see ales P, 
Pfeiffer, Ann. Chem. 398, 137 (1913). 

3 iv. M. Latimer and W. H. Rodebush, /.A.C_S. 42, 1419 (1920). G. N. 
Lewis (Valence and the Structure of Atoms and Molecules, Chemical Catalog Co., 
New Yerk, 1923, p. 109) mentions that the idea was used by Huggins in an 
unpublished work; see also M. L. Huggins, Phys. Rev. i8, 333 (1921); 19, 346 
(1922), 

* This method was applied mainly by N. V. Sidgwick (The Electronica Theory 
of Valency, Clarendon Press, Oxford, 1927), who used it in the discussion of 
compounds such as the enolized 6-diketones; see alao Lassettre, Zac. crt, (1). 

‘|. Pauling, Proc. Nat. Acad. Sei. U.S. 14, 359 (1928). 

* The bond-forming power of the outer orbitals of the hydrogen atom is 
negligibly small. It has been suggested by several authors that use muy be made 
of an & orbital of hydrogen for formation of a second covalent bond. However, 
in ease that a bond A—H with small ionic character is formed the proton is 
shielded almest completely by its hail of the shared electron pair, and if has 
accordingly no power to attract an L electron. Only if the A—H bond were 
largely ionic would there occur appreciable attraction for an L electron, and 
under this circumstanee the proten could use its 13s orbital for covalent bond for- 
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of two atoms observed in hydrogen-bond formation must be due largely 
tc ionic forces. This conception of the hydrogen bond leads at once 
fo the explanation of its important properties. 

First, the hydrogen bond is a bond by hydrogen between éwo atoms; 
the ecordination number of hydrogen does not exceed two.” The posi- 
tive hydrogen ion is a bare proton, with no electron shell about it. 
This vanishingly small cation would attract one ation (which we 
idealize here as a rigid sphere of finite radius—-see Chap. 13) to the 
equilibrium internuclear distance equal to the anion radius, and could 
then similarly attract a second anion, as shown in Figure 12-1, to form 





“ a“ 


Fig. 12-1. 


a stable complex. A third anion, however, would be stopped by anion- 
anion contacts, which prevent its close approach to the proton. From 
the ionic point of view the coordination number of hydrogen is thus 
restricted to the value two, as is observed in general.® 


neem oe: 





mation with the atom B of the group A—H—B (during the ionic phases of the 
A-—H bond), and go would not need to call on the unstable Z orbital. 

7 In some circumstances a hydrogen atom with some residual positive charge, 
as in the ammonium ion, is attracted by the resultant electric field of two or 
more negative ions. The corresponding weak interactions, although similar in 
nature to those involved in hydrogen-bond formation, are not conveniently 
included in this category. 

8 It was shown by G. A. Albrecht and R. B. Corey, .A.C.S. 61, 1087 (1939), 
that the crystal structure of glycine is such as to indicate strongly that one of 
the hydrogen atoms of the —NH, group is attracted about equally by two 


O 
oxygen atoms, forming a bifurcated hydrogen bond N--H . The structure 


“\ 


O 
has been refined by R. E. Marsh, Acta Cryst. 10, 814 (1957), and the position of 
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Second, only the most electronegative atoms should form hydrogen 
bonds, and the strength of the bond should increase with increase in the 
electronegativity of the two bonded stoms. Referring to the electro- 
negativity scale, we might expect that fluorine, oxygen, nitrogen, and 
chlorine would possess this abilty, to an extent decreasing in this 
order. Itis found empirically that fluorine forms very strong hydrogen 
bonds, oxygen weaker ones, and nitrogen still weaker ones. Although 
it has the same electronegativity as nitrogen, chlorine has only a very 
small hydrogen-bond-forming power; this may be attributed to its 
large size (relative to nitrogen), which causes its electrostatic interac- 
tions to be weaker than those of nitrogen. 

Increasing the electronegativity of an atom increases its power of 
forming hydrogen bonds. The ammonium ion and its derivatives, such 
as [RNH;|+, form stronger hydrogen bonds than ammonia or normal 
amines. Ths phenols form stronger hydrogen bonds than aliphatic 
alcohols because of the increase in electronegativity of the oxygen atom 
resulting from resonance with structures such as 


: H 

In almost all hydrogen bonds the hydrogen atom is nearer to one of 
the two adjacent electronegative atoms than to the other. In ice, for 
example, the distance between two hydrogen-bonded oxygen atoms is 
2.76 A, and the proton has been shown by neutron diffraction to be 
1.00 A from one oxygen atom and 1.76 A from the other (Sec. 12-4). 
Also in diaspore, AIHOs:, the oxygen-oxygen distance is 2.650 A and 
the oxygeu-hydrogen distances, determined by neutron diffraction, are 
1.005 A and 1.68 A (Sec. 12-7), ; 

The amount of partial ionic character expected for the O—H bond 
from the electronegativity difference of the atoms is 39 percent. Hence 
the ls orbital of the hydrogen atom is liberated from use in covalent- 
’ bond formation with the adjacent oxygen atom to the extent of 39 
percent, and hence available for formation of a fractional covalent bond 
with the more distant oxygen atom of the hydrogen-bonded group 
O—H:--O; the hydrogen bond in ice can be described as involving 
resonance among the three structures A, B, and C: 


A )-—H :0 
B oO: Ht :0 
Cc oO: H—O 
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the protea hag been verified by neutron diffraction by J. H. Burns and H. A. 
Levy, Am. Cryst. Asa’, Meeting June (1958). The bifurcated hydrogen bond 
seoms to be present also in crystals of iodic acid, HIO; (M. T. Rogers and L. 
Melmholz, J.A.C.S. 63, 278 [1941]), acd in nitramide, NH:NO, (C. A. Beevers 
and A. 8. Trotman-Dickenson, Acia Cryat, 10, 34 (1957}). 
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(Here the dashes represent pure covalent bonds.) A rough idea of the 
amount of covalent bonding to the more distant oxygen atom can be 
obtained by use of the equation relating interatomic distance to bond 
number for fractional bonds, Equation 7-7. The long H---O distance 
in ice is 0.80 A greater than the single-bond distance, corresponding to 
bond number 0.05. Hence we conclude that for the hydrogen bonds 
in ice the three structures A, B, and C contribute about 61 percent, 34 
percent, and 5 percent, respectively. The contribution of structure 
C for diaspore is similarly calevlated from the distance 1.68 A to be 6 
percent. The shortest reported O--H-::O bonds have oxygen-oxygen 
distance 2.40 A (Sec. 12-7). This is only 0.06 A greater than the dis- 
tance expected for two half-bonds, 2.34 A, and it is likely that sym- 
metrical hydrogen bonds between oxygen atoms are present in a few 
substances. 

In general the A—H°:*B hydrogen bond can be taken to be approxi- 
mately linear; for example, in diaspore the angle between the inter- 
nuclear lines A—H and A- - -B has heen found by neutron diffraction 
(Sec. 12-7) to be 12.1°. An estimate of the strain energy for deviation 
of the O—H-:-:O bonds with oxygen-oxygen distance 2.76 A (as in ice) 
has been made;" it is that the strain energy of bending the hydrogen 
bond is 0.0035? kcal/mole, where 5 is the deviation, in degrees, from & 
straight angle of the O—H and H::-O bonds at the hydrogen atom. 

The strain energy of extending or compressing the O—H---O bond 
with length 2.76 A (as in ice) has been calculated from the compressibil- 
ity of ice to be 12 (D — Do)? kcal/mole, in which D — Do is the change 
in length of the bond in A (Sec. 12-9). 

In all molecules and crystals containing hydrogen bonds A—H:--B 
the angles between the bond A—H and other bonds formed by atom A 
correspond to the principles discussed in Chapter 3; for example, in 
alcohols (Sec. 12-5) the angle R—O-—H'::: is close to 105°. Also, in 
general the angles between the weak H---B bond and the other bonds 
formed by atom B are those that would be predicted for a covalent 
H—B bond. There are some exceptions to this rule, however; an 
example is urea, in which two of the O---H—N bonds formed by the 
oxygen atom are in the plane of the molecule, as expected for the struc- 


ee 
ture aes *, and the other twoare out of the plane. These hydrogen 


bonds are very weak; the observed O---H—N distance 3.03 A corre- 
sponds (Equation 7-7) to only 1.7 percent contribution of the covalent 
long-bond structure C. 

In general a hydrogen bond A—H:--B ean be considered to involve 


* L. Pauling, J. chim. phys. 46, 435 (1949). 
1¢ T,, Pauling and R. B. Corey, Fortachr. Chem. org. Naturstoffe 11, 180 (1954). 
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an electron pair of atom B. An exception is urea, in which the oxygen 
atom, with two electron pairs available, forms four hydrogen bunds. 
Another exception is ammonia; one unshared electron pair of the nitro- 
gen atom is involved in the formation of three hydrogen bonds. It 
will be seen in the following section that these three N—-H---N hydro- 
gen bonds affect the physical properties of the substance to about the 
same extent that those of hydragen Muoride are affected by one F—H---F 
bond: 


12-2. THE EFFECT OF THE HYDROGEN BOND ON THE 
PHYSICAL PROPERTIES OF SUBSTANCES 


It is the hydrogen bond that determines in the main the magnitude 
and nature of the mutual interactions of water molecules and that is 
consequently responsible for the striking physical properties of this 
uniquely important substance. in this section we shall discuss the 
melting point, boiling point, and dielectric constant of water and re- 
lated substances; other properties of water are treated later (Sec. 12-4). 

For the sequence of related substances H.Te, H.Se, and H2S the 
melting points and boiling points show the decreasing courses ex- 
pected in view of the decreasing molecular weights and van der Waals 
forces!! (Fig. 12-2). The continuation of the sequence in the way 
indicated by the values for the noble gases would lead to the expecta- 
tion of values of about —100°C and —80°C, respectively, for the 
melting point and boiling point of water. The observed values of 
these quantities are very much higher; this is the result of the forma- 
tion of hydrogen bonds, which have the extraotdinary effect of doubling 
the boiling point of the substance on the Kelvin scale. 

The melting points and boiling points of ammonia and hydrogen 
fluoride are also considerably higher than the values extrapolated from 
the sequences of analogous compounds, the effects being, however, 
somewhat smaller than for water. This decrease for ammonia is due 
in part to the smeller electronegativity of nitrogen than of oxygen and 
in part to the presence in the ammonia molecule of only one unshared 
electron pair, which must serve as the source of attraction for the pro- 
tons involved in all the hydrogen bonds formed with the N—H groups 
of other molecules. Hydrogen fluoride can form only one-half as 
many hydrogen bonds as water, and, although its F—-H:--F bonds are 
stronger than the O—H---O bonds in water and ice, the resultant 
effects are smaller for this substance than for water. 


1 The van der Waals forces for these substances are due mainly to dispersion 
forces, which decrease with decrease in atomic number for atoms of similar 
structure. London’s calculations (F. London, Z. Physik 63, 245 (1930) have 
shown the interaction of permanent dipoles to contribute only a small amount 
to the van der Waals forces for a substance such as hydrogen chloride. 


12-2 Effect on Physical Properties of Substances 455 


It is worthy of note that from the existence of both the melting 
point effect and the boiling point effect the deduction can be made that 
sore of the hydrogen bonds existing in crystals of hydrogen fluoride, 
water, and aiamonia are ruptured on fusion and that others (more than 
one-half of the total} are retained in the liquid, even at the boiling 
poiut, and are then ruptured on vaporization. Indeed, the very strong 
hydrogen bonds of hydrogen fluoride tend to hold the molecules to- 
gether even in the vapor, which is partially polymerized. 


100 °C 


Melting Points ' Boiling Points 


y° 


Temperature 


— 100° 


— 200° 





Fre. 12-2.--The melting points and boiling points of 
isoelectronic sequences of hydride molecules. 


Methane, with no power to form hydrogen bonds, shows the expected 
very low boiling point. Its melting point, however, lies about 20° 
higher than the expected value; the explanation of this is not known. 

Properties that are related to melting point and boiling point also 
show the effect of hydrogen-bond formation; this is illustrated for the 
molal heat of vaporization in Figure 12-3." 

The abnormally high dielectric-constant values observed for certain 
liquid substances, such as water and ammonia, were attributed by 
Latimer and Rodebush to continued polymerization through hydrogen- 


2 Figures similar to 12-2 and 12-3 were published by F. Paneth in his volume 
of George Fisher Baker Lectures, Radio-Elements as Indicators, McGraw-Hill 
Book Co., New York, 1928. 
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bond formation. In Figure 12-4 the comparison is made of the values 
of the dielectric constant of liquid substances, measured™ at 20°C, and 
the values of the electric dipole moments of the molecules of the sub- 





we 









eee cer tees mee an 





10 


Heat of vaporization, kcal/mole 
r-) 


Fig. 12-3.—The enthalpies of vaporization of isoelectronic 
sequences of hydride molecules. 


stances in the gaseous state or in solution in nonpolar solvents. It 
_ is seen that most of the points lie close to a simple curve, represented in 
the figure.“ The points for methylamine, ammonia, the alcohols, 
water, hydrogen peroxide, hydrogen fluoride, and hydrogen cyanide, 
however, lie above the curve. For all of these substances except the 


1% The value shown for the dielectric constant of liquid hydrogen fluoride 
at 20°C, 65, is extrapolated from measurements made at 0°C and lewer tempera-~ 
tures. The value 87 for the dielectric constant of hydrogen peroxide is obtained 
by linear extrapolation of the value found for a 46 percent aqueous solution of 
the substance and that for pure water. 

4 By consideration of the molal volume and by other refinements a atill closer 
correlation of dielectric constant of liquids and molecular dipole moments for 
substances which do not form hydrogen bonds might be achieved; the simple 
comparison made above is, however, suitable to our purpose. « 
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Fy}, 12-4.--The dielectric constants of polar liquids plotted 
against the dipole moments of the gas molecules. From left 
to right the substances shown by open circles are AsH3, HI, 
P Hg, HBr, TiS, CHC), HCl, (C.H,),0, SOC, SOz, SO;Cl,, 
(CH;),CO, CH,NO,; by solid circles, CH;NH:, NH;, CH;OH, 
C:H,OH, H,.0, HF, H,0:, HCN. 


last hydrogen-bond formation is expected, to an extent, indeed, which 
is roughly related to the magnitude of the deviation from the curve, 
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which is small for methylamine and ammonia and larger for the sub- 
stances containing oxygen and fluorine.” 

The very high value observed for the dielectric constant of liquid 
hydrogen cyanide ia surprising in that it shows that in this substance 
the carbon atom is able to use its attached hydrogen atom in hydrogen- 
bond formation. From the electronegativity scale the C--H bond 
would be attributed only a small amount of ionic character, insufficient 
to permit it to attract an adjacent negative atom with appreciable 
force. We have seen, however, from the dipole moment of the CN 
group that the structure R--Ct+::N:~ is of considerable importance 
for the cyanides (Sec. 8-1); resonance with this structure, involving a 
positive formal charge on the carbon atom, increases the electronega- 
tivity of the atom enough to permit it to form C—H---N hydrogen 
bonds. These bonds are strong enough to affect the melting point and 
boiling point appreciably; the observed values, —12° and 25°C, are 
much higher than those of acetylene, which are —81° and — 84°C, re- 
spectively. Their very great effect on the dielectric constant can be 
explained in the following way. Polymerization of hydrogen cyanide 
leads to linear molecules, | 


H—Cs=N---H—CseN---H—C==N--H—C=eN -.-H—CseN, 


with resultant dipole moments equal to about 3.00 nm X 107' e@.8.u. 
for polymers (HCN), (the dipole moment of the simple molecule HCN 
being 3.00 < 107% e.s.u.). In the simple theory of the dielectric con- 
stant this quantity varies directly with the square of the dipole moment 
and with the first power of the number of molecules in unit volume; 
the observed value 116, which is about three times the value given by 
the curve for the monomerie substance, would accordingly result from 
an average degree of polymerization of three, which might well occur 
in the condensed system even with only weak hydrogen bonds. A 
theoretical treatment of the dielectric constant of liquid hydrogen 
cyanide has been carried out, with use of the gas-molecule value of 
the electric dipole moment. From the dependence of the dielectric 
constant on the temperature the enthalpy of formation of the C—-H---N 
bond was evaluated as 4.6 kcal/mole. 

It has been pointed out’ that data on the density of hydrogen cya- 
nide gas show the presence of polymers (HCN),. The,enthalpy of the 


1 A quantitative theoretical treatment of the dielectric constant of water 
and alcohols in terms of hydrogen-bond formation and making use of the gas- 
molecule values of the electric dipole moment has been published by G. Oster 
and J. G. Kirkwood, J. Chem. Phys. 11, 175 (1943). An alternative treatment 
of water has been made by L. Pauling and P. Pauling (unpublished). 

16 R. H. Cole, J.A.C.S. 77, 2012 (1955). 

17 W. F. Giauque and R. A. Ruehrwein, J.A.C.S. 61, 2626 (1939) 
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hydrogen bond in the dimer, Ht-—C==N ---H—C==N, was evaluated as 
3.28 kcal/mole, and the sum of the enthalpies of the two bonds in the 
trimer, H—-Cs=N ---H—C=s=N ---H—Cz=N, as 8.72 kcal/mole. The 
increase in hydrogen-bond strength with increasing degree of 
polymerization is interesting, and can be given a sixaple interpretation 
in terms of resonance. 

Crystals of hydrogen cyanide have been shown!® to contain linear 
polymers (HCN),, with the C—H---N length 3.18 A. Itis interesting 
to note that the long polymers (HCN), would not be expected to be 
able to change their orientation in the crystalline substance, and that 
in consequence solid hydrogen cyanide, unlike ice, would have a low 
dielectric constant. This has been found experimentally by Smyth 
and McNeight,’® who.reported the value of the dielectric constant of 
the solid to be about 3. 

Evidence of intermolecular asseciation through weak hydrogen-bond 
formation with use of a hydrogen atom attached to a carbon atom of 
a halogenated hydrocarbon molecule (chloroform and similar sub- 
stances with ethers and glycols) has been reported.” The technique 
of proton magnetic resonance applied to solutions of chloroform in 
acetone and in triethylamine has shown that 1:1 complexes between 
solute and solvent are formed,”! and the energy of the hydrogen bond 
has been shown to be 2.5 kcal/mole for Cl;C-—-H---OC(CHs)2 and 4.0 
keal/mole for Cl;C—-H---N(C,H;);. The change with temperature of 
the second virial coefficient for the mixed vapor of chloroform and di- 
ethy) ether has been shown to correspond to the formatiou of 
ClhC—H>-:O(C.Hs)2 molecules, with the hydrogen-bond energy 6.0 
kcal/mole. 

There is' an interesting difference in properties between fluoro com- 
pounds and the corresponding hydrogen compounds that can be ex- 
plained by the assumption of the formation of C—H---X bonds. For 
example, triluorcacety! chloride, F;CCOCI, has a boiling point below 
0°C, whereas that of acetyl chloride is 51°C; similarly, trifluoroacetic 
acid anhydride, (F;CCO),O, boils at 20°C and acetic acid anhydride at 
137°C. 

The degree of polymerization of hydrogen fluoride, water, hydrogen 
peroxide, and the alechols is without deubt much greater than that of 


18 W, J. Dulmage and W. WN. Lipscomb, Acia Cryst. 4, 330 (1951). 

9 (, P. Smyth and 8. A. McNeight, J.A.C.S, 58, 1723 (1936). 

20 §, Glasstone, Trans. Faraday Sec. 33, 200 (1937); D. B. erage and F. J. 
Wilson, tbid. 31, 596 (1935); G. F. Zellhoefer, M. J. Copley, and C. 8. Marvel, 
JAC. s. 60, 13837 (1938); and many later papers. 

a ©, M. Huggins, G. C. Pimentel, and J. N. Shoolery, J. Chem. Phys. 23, 
1244 (1955). 

2 J, H. P. Fox and J. D. Lambert, Proc. Roy. Sec. London A120, 557 (1962). 
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hydrogen cyanide. The dielectric constants of these substances remain 
smaller than that of hydrogen cyanide, however, because for them 
polymerization is not accompanied by a linear increase in the magni- 
tude of the resultant dipole moment of the molecule. Hydrogen 
fluoride, for example, tends to form hydrogen bonds at about 140° 
angles, and a molecule (HF)., such as the following one, = ° 


F-H..P 
% 
H 
i 
 *#F 
Lf 
3 
H—F 


may have a very small resultant dipole moment; liquid hydrogen 
fluoride probably also contains ring molecules with zero moment in 
large numbers (Sec. 12-3). 

Hydrogen-bond formation is of irmportance also for various other 
properties of substances, such as the solubility of organic liquids in 
water and other solvents, melting points of substances under water,” 
viscosity of liquids,* second virial coefficient of gases,* choice of crystal 
structure, cleavage and hardness of crystals, infrared absorption 
spectra, and proton magnetic resonance. Some of these are discussed 
in the following sections of this chapter. 


12-3. HYDROGEN BONDS INVOLVING FLUORINE ATOMS 


The strongest hydrogen bond known is that in the hydrogen di- 
fluoride ion, HF,. The enthalpy of formation of HF, (g) from HF (g) 
and ¥ (g) has been evaluated as 58 + 5 kcal/mole by Waddington™ 


3 N. V. Sidgwick, W. J. Spurrell, and T. E. Davies, J. Chem. Soc. 107, 1202 
(1915); W. Baker, ibid. 1934, 1684; H. O. Chaplin and L. Hunter, tbid. 1938, 
375; E. D. Amstutz, J. J. Chessick, and I. M. Hunsberger, Sctence 111, 305 
(1950). 

4 C. BE. Kendall, Chem. & Ind. (London) 1944, 211. 

% Fox and Lambert, lec. cit. (22). 

* T. C. Waddington, Trans. Faraday Soc. 54, 25 (1958). Several theoretical 
calculations for the symmetrical mode! of the ion have given approximately 
the same value: a very simple treatment (lL. Pauling, Proc. Roy. Soc. London 
A1il4, 181 [1927}) leads to 49.5 kcal/mole, and a somewhat more refined one 
(M. Davies, J. Chem. Phys. 15, 739 [1947]) to 47.5 kcal/mole. 
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by the use of a calculated crystal energy and thermochemical quan- 
tities. This value is about eight times as great as that for any other 
hydrogen bond (Sec. 12-12).%? 

Evidence that the proton lies midway between the fluorine atoms in 
the crystal KH}, has been provided by entropy measurements, ?* study 
of the polarized infrared spectrum,”* neutron diffraction,®° and nuclear 
spin magnetic resonance.*! The uncertainty in the location of the 
proton at the midpoint between the fluorine atoms is reported to be 
+0.10 A for the neutron diffraction study and + 0.06 A for the nuclear 
magnetic resonance study. 

The fluorine-fluorine distance in the HFy ion in the crystal KHF, 
has been determined®? to be 2.26 + 0.01 A. Hence the H—F half- 
bond in this ion has the length 1.13 A, which is 0.21 A greater than the 
H—F single-bond length in HF, rather than 0.18 A, as given by 
Equation 7-7. 

The hydrogen bonds in the polymers (HF), present in gaseous hydro- 
gen fluoride are much weaker than those in the HF] ion. The average 
bond energy (enthalpy) was evaluated by Fredenhagen ? as 6.02 
kcal/mole. Fredenhagen found evidence for various polymers with n 
equal to 3 or more; the dimer seems to be less stable than the higher 
polymers. The enthalpy of formation of (HF)., which presumably 
has @ ring structure with six hydrogen bonds (bond angle 120°), from 
6HF was reported by Simons and Hildebrand™ to be 40 kcal/mole, 
corresponding to 6.7 kcal/mole per F—-H---F hydrogen bond. The 
electron-diffraction study® of (HF), has given the value 1.00 + 0.06 A 
for F—H and 2.55 + 0.05 A for F—H--- F, leading to 1.55 A for H---F. 
This value corresponds to about 9 percent covalent character of the 
H---F bond. The bond angie in the gas polymers is reported to be 
140° + 5°. 


*7 The enthalpy of formation of HF, (aq) from HF (aq) and F~ (aq) is only 
about 4 kcal/mole. Hence the hydrogen bonds formed by F~- and HF with 
water molecules must be much, stronger than those formed by HF;. If we 
make the reasonable assumption that most of the difference is due to the four 
hydrogen bonds between F- and ligated water molecules, each of these 
O—H---F- bonds is to be assigned bond energy about 13 kcal/mole. 

22, F. Westrum, Jr., and K. 8. Pitzer, J.A.C.S. 71, 1946 (1949). 

279 R. Newman and R. M. Badger, J. Chem. Phys. 19, 1207 (1951). 

80S. W. Peterson and H. A. Levy, J. Chem. Phys. 20, 704 (1952). 

= J. 8. Waugh, F. B. Humphrey, and D. M. Yost, J. Phys. Chem. 57, 486. 
(1953). 

2 T.. Helmhbolz and M. T. Rogers, J.A.C.8. $1, 2590 (1939). 

% KX, Fredenhagen, Z. anorg. Chem. 218, 161 (1934). 

# J. H. Simons and J. H. Hildebrand, J.A.C.S. 46, 2183 (1924). 

*S. H. Bauer, J. Y. Beach, aud J. H. Simons, J.4.C.S. 61, 19 (1939). 
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Crystalline hydrogen fluoride has been found® to contain infinite 
zigzag chains with F—H-:::F distance 2.49 + 0.01 A and bond angle 
120.1°. These values are more accurate than those for the gas phase. 

Cady? has made the crystalline substances KH2F:, KH;F., and 
KH,F;s, and Winsor and Cady** have made CsH:Fs, CsH;F., and 
CsH,F;. The structures.of these crystals have not yet been deter- 
mined. It seems likely that the H,F,,, ions in these crystals contain 
zigzag hydrogen-bonded chains, but there is the possibility that the 
structures involve a central fluoride ion with three or more HF mole- 
cules attached by hydrogen bonds; for example, H,F; might have the 
tetrahedral structure 


F-<H:--F---H—F 


with F—H---F distance about 2.35 A. 

The crystal structure of NH,HF- is of interest in that it is completely 
determined by hydrogen bonds.** In KHF; each potassium ion has 
eight equidistant fluorine neighbors. The structure of NH,HF, is 
similar,*° except that four of the eight fluorine atoms, surrounding the 
nitrogen atom tetrahedrally, are drawn in to the distance 2.80 + 0.02 A 
through the formation of N—H-:--F hydrogen bonds, the other four 
being at about 3.1 A. The structure is shown in Figure 12-5. 

The F—H-—F- distance in NH.HF, is 2.32 + 0.02 A, about 0.06 A 
greater thanin KHF». This increase may be the effect of the N-—-N::-F 
hydrogen bonds in partially saturating the valence of the fluorine atom, 
and thus decreasing the strength of the F—H—F bonds. 


* M. Atoji and W. N. Lipscomb, Acta Cryst. 7, 173 (1954). It is interesting 
that D. F. Horing and W. E. Osberg, J. Chem. Phys. 23, 662 (1955), have ob- 
tained evidence from infrared spectra for the existence of zigzag chains in the 
low-temperature crystalline forms of HCl and HBr, with H---X—H bond angle 
about 107° for HCl and 97° for HBr. The high-temperature forms have struc- 
ture with cubic closest packing of the HX molecules, either rotating or with 
random orientation. 

7G. H. Cady, J.A.C.S. $6, 1431 (1934). 

88 'R. V. Winsor and G. H. Cady, J.A.C.S. 70, 1500 (1948). 

3° L: Pauling, Z. Krist. 85,380 (1933); M. T. Rogers and L. Helmholz, J.A.C.S. 
62, 1533 (1940). 

40 Pauling, also Rogers and Helmholz, loc. cit. (39). 
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Ammonium azide, NH,Ns, has the same structure‘! as NH.HF,; the 
N—H---N hydrogen bonds have the length 2.98 A. 

The ammonium fluoride crystal, NH.F, has a structure closely re- 
sembling that of wurtzite (Fig. 7-6). Each nitrogen atom is bonded 
by hydrogen bonds to four tetrahedrally arranged fluorine ions, the 
N-—H-:-F distance being 2.66 A. The value of the energy ef the 
N-~H---F bond has been discussed by Sherman*? by the comparison of 
the experimental value of the crystal energy of the substance with the 
value calculated for an ionic structure not involving hydrogen bonds, 





Fig. 12-5.—The atomic arrangement of the crystal 
NH.HF,. The large circles represent nitrogen atoms 
and the smaller circles fluorine atoms, with hydrogen 
bonds indicated by double lines. 


use being made of thermochemical data for the other ammonium 
halides. The added stability of the crystal due to hydrogen-bond 
formation is 18.3 kcal/mole greater for ammonium fluoride than for 
ammonium iodide. If we assume the extra interaction energy of the 
ammonium ion with the surrounding iodide ions in the latter crystal* 


“LL. K. Frevel, Z. Krist. 94, 197 (1936); E. W. Hughes, Ph.D. dissertation, 
Cornell University, 1935. ; 

4@ J, Sherman, Chem. Revs. 11, 93 (1932). 

‘Ss The data for ainmonium chloride and bromide, treated similarly, lead to 
values of about 6 to 8 kcal/mole for the extra energy of interaction of the 
ammonium ion with the surrounding chloride and bromide ions. In these 
crystals each ammonium ion is surrounded by eight halide ions at cube corners. 
It can form hydrogen bonds with four, at tetrahedron corners, ata time. There 
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to be about 2 kcal/mole, the value 5 kcal/mole is obtained for the. 
N—-H---F bond energy in ammonium fluoride. 

The structure of NH.F is closely similar to that of ice (see the follow- 
ing section): the atoms are similarly arranged, and the dimensions 
differ by only 3.7 percent (N-—--H---F, 2.66 A; O-—H:: -O, 2.76 A). It 
has been found“ that the two substances form orystailine solutions 
containing as much as 10 percent ammonium fluoride. Ammonium 
fluoride is the only substance known to have appreciable solubility, in 
ice. 

In the hydrazinium difluoride crystal,“* NsHeF2, there are hydrogen 
bonds with distance N—H:-::-F equal to 2.62 + 0.02 A, 0.04 A less 
than in NH,F. It is likely that the decrease in distance represents an 
increase in strength of the N—H::-F bonds resulting from increased 
ionic character of the N—H bonds in the hydrazinium ion, N2H—t* 
with two positive charges and six hydrogen atoms, over the ammonium 
ion, with one positive charge and four hydrogen atoms.. 

The great majority of ammonium salts are isomorphous with the 
corresponding potassium and rubidium salts, the effective ionic radius 
of the ammonium ion, about 1.48 A, being nearly the same as that of 
rubidium ion, 1.48 A, and a little larger than that of potassium ion, 
1.33 A (Chap. 13). The exceptional substances NHiF, NH HF», and 
NH,N; contain hydrogen bonds from the ammonium ion to surrounding 
electronegative atoms. In other crystals containing such bonds a 
change in structure is not noted, but only a decrease in interatomic 
distances, the ammonium compound having a molecular volume 
smaller than that of the rubidium compound. 

It is interesting that in general fluorine atoms attached to carbon do 
not have significant power to act as proton acceptors in the formation 
of hydrogen bonds* in the way that would be anticipated from the 
large difference in electronegativity of fluorine and carbon. 


i2-4. ICE AND WATER; CLATHRATE COMPOUNDS 


The crystal structure of ice has been shown by x-ray investigation,“ 
which has led to the assignment of the oxygen atoms to positions in the 


is evidence that at room temperature the ammonium ion changes freely from 
one orientation to another. 

“RR. F. Brill and 8. Zaromb, Nature 173, 316 (1954); S. Zaromb and R. F. 
Brill, J. Chem. Phys. 24, 895 (1956); S. Zaromb, zbid. 25, 350 (1956). 

4M. L. Kronberg and D. Harker, J. Chem. Phys. 10, 309 (1942). 

44 This fact was pointed out to me by V. Schomaker. 

47D. M. Dennison, Phys. Rev. 17, 20 (1921); W. H. Bragg, Proc. Phys. Soc. 
London 34, 98 (1922); W. H. Barnes, Proc. Roy. Soc. London A125, 670 (1929); 
H. D. Megaw, Nature 134, 900 (1934); 8. Hillesund, Ark. norske Vidensk. Acad. 
No. 8 (1942). 


12-4 Ice and Water; Clathrate Compounds 465 


lattice, to be similar to that of wurtzite (Fig. 7-6), each oxygen atom 
being surrounded tetrahedrally by four other oxygen atoms, at the 
distance 2.76 A, as shown in Figure 12-6. This is a very open. struc- 
ture, which causes ice to have a low density; hydrogen sulfide, for 
example, crystallizes in a closest-packed arrangement, each sulfur atom 
(hydrogen sulfide molecule) having 12 equidistant neighbors. The ice 





Fig. 12-6.—The arrangement cof molecules in the ice 
crystal. The orientation of the water molecules, as repre- 
sented in the drawing, is arbitrary; there is one proton 
along each oxygen-oxygen axis, closer to one or the other 
of the two oxygen atoms. 


structure is, however, just that expected in case O-—H-+--O hydrogen | 
bonds are formed, with each bond making greater or less use of one of 
the four valence electron pairs of cach cf the two bonded oxygen 
atoms.‘ 


‘8 It has been found (H. Konig, Z. Kriet. 165, 279 [1944]) that water vapor 
condenses at very low temperatures to produce a cubic modification of ice, closely 
similar to ordinary ice, but like sphalerite (Fig. 7-5) rather than wurtzite. The 
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The question now arises as to whether a given hydrogen atom is 
midway between the two oxygen atoms it connects or closer to one than 
to the other. The answer to this is that it is closer to one than to 
the other, and that (with few exceptions) each oxygen atom has two 
hydrogen atoms bonded to it by strong bonds. In the gas molecule 
the O—H distance is 0.96 A, and the magnitudes of the changes in 
properties from steam to ice are not sufficiently great to perimit us to 
assume that this distance is increased in ice to 1.38 A. There is, for 
example, only a rather smal! difference in the frequencies of the vibra- 
tional motions of the molecule involving stretching the O—H bonds 
observed for ice and water vapor; this difference has been interpreted‘ 
as corresponding to the value 0.99 A for the O---H bond distance. A 
more accurate value, 1.01 A, has been obtained by neutron diffraction 
of deuterium oxide ice.*° 

An interesting verification of the existence of discrete water mole- 
cules in ice is provided by the discussion of its residual entropy, which, 
moreover, also gives definite information about the orientation of the 
water molecules in the crystal.§! It is found experimentally that ice®? 
and heavy ice®® retain appreciable amounts of entropy at very low: 
temperatures. If each water molecule in the ice crystal were oriented 
in a definite way, permitting the assignment of a unique configuration 
to the crystal, such as that suggested by Bernal and Fowler, the 
residual entropy would vanish. We accordingly assume that each 
water molecule is so oriented that its two hydrogen atoms are directed 
approximately toward two of the four surrounding oxygen atoms, that 
only one hydrogen atom lies along each oxygen-oxygen line, and that 
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edge of the unit cube is 6.37 + 0.02 A at —190°C (F. V. Shallcross and G. D. 
Carpenter, J. Chem. Phys. 26, 782 [1957])}. Condensation below — 140°C 
leads to a deposit that gives diffuse rings in the x-ray diffraction pattern; be- 
tween --140 and ~—120°C the deposited material gives a sharp pattern corre- 
sponding to the sphaleritelike structure, with sharp rings. The same results are 
obtained for deuterium oxide. The hydrogen-bond length at —120°C is 2.751 A 
for both the cubic form and the hexagonal form of both light water and deuterium 
oxide (M. Blackman and N. D. Lisgarten, Proc. Roy. Soc. London A239, 93 
{1957}. 

7 P. C. Cross, J. Burnham, and P. A. Leighton, J.A.C.S. 59, 1134 (1937). 

50S. W. Peterson and H. A. Levy, Acéa Cryst. 10, 70 (1957). 

5 L, Pauling, J.A.C.S. 57, 2680 (1935). 

6 W. F..Giauque and M. Ashley, Phys. Rev. 43, 81 (1933); W. F. Giauque and 
J. W. Stout, J.A.C.S. 58, 1144 (1936). 

68, A. Long and J. D. Kemp, J.A.C.S. 58, 1829 (1936). 

& J. D. Bernal and R. H. Fowler, J. Chem. Phys. 1, 515 (1933); these authors 
alsé suggested thai at ternperatures just below the melting point, but not at 
lower temperatures, the molecular arrangement might be partially or largely 
irregular. 
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under ordinary conditions the interaction of nonadjacent molecules is 
such as not to stabilize appreciably any one of the many configurations 
satisfying these conditions with reference to the others. Thus we as- 
sume that an ice crystal can exist in any one of a large number of 
configurations, each corresponding to certain orientations of the water 
molecules. It can change from one configuration to another by rota- 
tion of some of the molecules or by motion of some of the hydrogen 
nuclei, each moving 0.76 A from a position 1.00 A from one oxygen 
atom. to the similar position near the other bonded atom. it is 
probable that both processes occur. The fact that at temperatures 
above about 200°K the dielectric constant of ice is of the order of 
magnitude of that of water shows that the molecules can reorient 
themselves with considerable freedom, the crystal changing in the 
stabilizing presence of the electric field from unpolarized to polarized 
configurations satisfying the above conditions.© | 

When a crystal of ice is cooled to very low temperatures it is caught 
in some one of the many possible configurations; but it does not assume 
(in a reasonable period of time) a uniquely determined configuration 
with no randomness of molecular orientation. It accordingly retains 
the residual entropy k inW, in which & is the Boltzmann constant 
and W is the number of configurations accessible to the crystal. 

Let us now calculate W. In a mole of ice there are 2N hydrogen 
nuclei. If each had the choice of two positions along its O—O axis, 
one closer to one and the other closer to the second oxygen atom, 
there would be 2%" configurations. However, many of these are ruled 
out by the condition that each oxygen atom have two attached hydro- 
gen atoms. Let us consider 1 particular oxygen atom and the four 
surrounding hydrogen nuclei. ‘There are 16 arrangements of this OH, 
group; one with all four hydrogen nuclei close te the oxygen atom, 
corresponding to the ion (H,O)**+, four corresponding to (H;0)*, six to 
H.O, four to (OH)~, and one to O--. The acceptable arrangements 
assigning two strongly bonded hydrogen nuclei to this oxygen atom 
accordingly comprise six-sixteenths or three-eighths of the total. Of 
these, only three-eighths are suitable with respect to the second oxygen - 
atom, and so on; the number of configurations W is henc& 22% (2)* or 


(3)”.. 


56 The protons will tend to jump in this way in groups, so as to leave each 
oxygen atom with two protons attached; ice is so similar to water that we are 
assured that the concentrations of (GH}~ and (H;0)+ ions present in ice are 
very small. 

66 At the April 1937 meeting of the American Chemical Society at Chapel 
Hili, North Carolina, L. Onsager reported that values of the dielectric constant 
calculated for this model agree approximately with experiment. 
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This leads to the theoretical value k In (§)¥ = R In § = 0.806 
eal/mole degree for the residual entropy of ice. The experimental 
values are 0.82 cal/mole degree for ordinary ice and 0.77 cal/mole de- 
gree for heavy ice; the agreement with the theoretical value provides 
strong support for the postulated structure involving hydrogen bonds 
with the hydrogen nucleus unsymmetrically placed between the two 
bonded oxygen atoms. 

Verification of this disordered structure for ice has been made by 
neutron diffraction. The intensities of the diffracted beams of neu- 
trons were found to correspond to a structure in which the scattering 
power of a half-hydrogen atom is assigned to each of the four tetra- 
hedral sides about each oxygen atom; that is, the intensities correspond. 
to occupancy of half of the sides by hydrogen atoms.** A reinvestiga- 
tion of single crystals of deuterium oxide at —50°C and — 150°C by 
neutron diffraction®® has led to the determination of the O—D distance 
is 1.01 A and the D--O—D angles as close to tetrahedral (109.5° + 0.5°). 

Of the enthalpy of sublimation of ice, 12.20 kcal/mole, about one- 
fifth can be attributed to ordinary van der Waals forces (as estimated 
from values for other substances); the remainder, 10 kcal/mole, repre- 
sents the rupture of hydrogen bonds and leads to the value 5 kcal/mole 
for the energy of the O—-H-:--O hydrogen bond in ice. The small value 
1.44 kea!/mole of the enthalpy of fusion of ice shows that on melting 
only about 15 percent of the hydrogen bonds are broken. 

Measurements of the alternating-current conductivity of ice® have 
given results indicating that water molecules on internal surfaces of the 
ice crystal engage in a special kind of random walk in which the mole- 
cule is always attached to the surface by one hydrogen bond (bipedal 
random walk), The temperature dependence of the local conductivity 
corresponds to an activation energy of 5.2 kcal/mole, which may be 
interpreted as the energy required to break a hydrogen bond. Nuclear 
magnetic resonance (proton spin) studies of water have permitted the 
determination of the self-diffusion coefficient and the spin-lattice re- 
laxation time, The temperature dependence of these quantities corre- 
sponds to an energy of activation for the ratic of the self-diffusion co- 

Fue 


8’ It was found by K. 8. Pitzer and %. V. Coulter, J.A.C.8. 60, 1310 (1938), 
thet sodium sulfate decahydrate has a residual entropy of 1.7 cal/mole degree, 
corresponding to some randomness of orientation of water molecules. in some 
other crystals the hydrogen bonds are ordered, so that there is no residual en- 
tropy; examples are H;:SO, (T. R. Rubin and W. F. Giauque, ibid. 74, 800 
{1952]) and ZnSO,-7HsO (R. E. Barieau and W. F. Giauque, tbid. 72, 5676 
1950}; W. F. Giauque, R. E. Barieau, and J. E. Kunzler, did. 5685). 

68, O. Wollan, W. L. Davidson, and C. G. Shull, Phys. Rev. 75, 1348 (1949). 

s* Peterson and Levy, loc. cit. (50). 

©. J. Murphy, J. Chem. Phys. 21, 1831 (1953). 
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efficient to the viscosity that decreases from 5.5 kcal/mole at 2°C to 
3.5 at 100°C, and for the spin-lattice relaxation time that decreases 
from 5.5 at 2°C to 3 at 100°C." The value 35.0 keal/mule for the 
energy of the hydrogen bond between twe water molecules in water 
vapor has been obtained threugh tha determination of the seeond viris} 
coeficient of water vapor. 

The enthalpy of sublimation of hydrogen perce, 14.) keal Snes, 
leads, when corrected by subtraction of the estimated cabie 4 kual /inole 
for the energy of van der Waals attraction, to the same value for the 
hydrogen-bond energy as for water. 

The problem of the structure of liguid water bas attracted much 
attention, but as yet no completely satisfactory solution to it has been 
found. We shall postpone the discussion of this problema until after 
the description of the structure of certain crystalline hydrates of simple 
substances. 

Clathrate Compounds.—In 1811 Humphry Davy showed that 
water is a component of the phase thst had earlier been thought to be 
crystalline chlorine, and 12 years later Faraday™ reported an analysis 
corresponding to the formula Cl;-101Hi;0. Later studies have indicated 
that the composition is close to Cl,-8H,O. Since Faracday’s time 
similar crystalline hydrates of many simple substances, including the 
noble gases and simple hydrocarbons, have been reported. X-ray 
studies of hydrates of xenon, chlorine, bromine, sulfur dioxide, hydro- 
gen sulfide, methyl bromide, methyl iodide, ethyl chloride, chloroform, 
and some other substances® showed that some of these crystaln have 
9 cubic unit of structure with edge about 12.6 A and others have a 
cubic unit of structure with edge about 17.0 A. Stractures have been 
proposed for these two types of hydrates. The results of a thorough 
x-ray study of one crystal, chlorine hydrate, had been reported.’ The 
structure found for chlorine hydrate is shown in Figures 12-7 and 12-8, 
The 20 water molecules can be placed at the corners of 9 pentagonal 
dodecahedron, as shown in Figure }2-7. They form hydrogen bonds 
along the dodecahedron edges. The angles of a regular pentagon are 
108°, closely approximating the tetrahedra! angle. The expected value 
of the length of the edge of the dodecahedron is accordingly about 


e J. H. Simpson and H. Y. Carr, Phys. Rev. 111, 1201 (1958). 

& J, S. Rowlinson, Trans. Faraday Soc. 45, 974 (1949). 

* H. Davy, Phil. Trans. Roy. Soc. London 101, 185 (1811). 

“« M. Faraday, Quart. J. Sct. 15, 71 (1823). 

«& M. von Stackelberg, O. Gotzen, J. Pietuchovaky, O. Witscher, H. Fruhbuss, 
and W. Meinhold, Fortachr. Mineral. 26, 122 (1947). 

66 W. EF. Claussen, J. Chem. Phys. 19, 259, 662, 1425 (1951); L. Pauling and 
R. BE. Marsh, Proc. Nat. dcad. Sct. U.S. 36, 112 (1962). 

87 Pauling and Marsh, lec. cit. (68). 
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2.76 A, the hydrogen-bond length for two water molecules. In the 
unit of structure, which is a cube 11.88 A oned ge (for chlorine hydrate), 
there are two dodecahedra, one at the cube corner and the second, 
with different orientatiou, at the center (Fig. 12-7). Hight of the 20 
water molecules in each dodecahedron form hydrogen bonds with cor- 
responding molecules in the eight surrounding dodecahedra. These 
hydrogen bonds extend directly cut from the center of the polyhedron, 
along the threefold axes of the crystal. In addition, there are six 
water molecules in interstices between four dodecahedra, such that 
each forms four hydrogen bonds, one with a water molecule in each of 





I'rg. 12-7.—The arrangement of water molecules in the chlo- 
rine hydrate crystal. Some of the water molecules are at the 
corners of pentagonal dodecahedra, us indicated. Some adii- 
tional water molecules (circles) are needed to complete the struc- 
ture. Hydrogen bonds are formed along the edges of the d>- 
decahedra, and also between adjacent dodecahedra and between 
the dodecahedra and the iaterstitia! water molecules. ba 


the four surrounding dodecahedra, as shown in Figure 12-8. ‘The ar- 
rangement of the 46 water molecules in the unit cube is such ‘as to define 
six tetrakaidecahedra, in addition to the two pentagonal dcedecahecdra 
per unit cube. The tetrakaidecahedra (Figure 12-8) are polyhedra 
with two hexagonal faces and eight pentagonal faces. The values of 
the parameters of the oxygen atoms, as determined from the x-ray pat- 
tern, are such as to correspond to the value 2.75 A for the bydrogen- 


12-4 Ice and Water; Clathrate Compounds 471 


bond lengths throughout the crystal. Each of the 46 water molecules 
in this framework forms four hydrogen bonds that are approximately 
tetrahedral in orientation. 

Chlorine molecules, with somewhat random orientation, occupy the 
tetrakaidecahedra. There are accordingly six Cl. molecules per unit 
cube. It is likely also that there are two water molecules per unit 
cube, occupying the cavities in the dodecahedron; these cavities are 
too small for a chlorine molecule. The composition of the crystal thus 
is Cl.-8H.O. 





Fig, 12-8.—A portion of the hydrogen-bond framework in the 
chlorine hydrate crystal. The water molecules are grouped into 
tetrakaidecahedra as well as dodecahedra. | 


In xenon hydrate, methane hydrate, and other hydrates involving 
small molecules the eight polyhedron centers per unit cube are oc- 
cupied by the xenon or methane molecules, their composition accord- 
ingly being Xe-52H.O and CH,-52H20. 

Compounds of this sort, in which molecules are entrapped by a lattice 
formed by other molecules, are called clathrate compounds. Often the 
lattice is formed by molecules linked to one another by hydrogen 
bonds. ‘The structures of many of these substances have been deter- 
' mined by Powell and his cowerkers.*® An especially interesting class is 
that formed by quinol, p-dihydroxybenzene.®* The hydroxy! groups 


68 For reviews see H. M. Powell, J. Chem. Soc. 1948, 61; Research (London) 
1, 353 (1948). ; 

6° HW. M. Powell and P. Riesz, Nature 161, 52 (1948); H. M. Powell, J. Chem. 
Soc. 1950, 298, 300, 468. 
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of the quinol molecules form hydrogen bonds with one another in 
such a way as to form two infinite interpenetrating frameworks, not 
bonded to one another. (in this respect the structure resembies that 
of cuprite, Fig. 7-9.) There are cavities in the structure, large enowgh 
to accommodate a small molecule: one cavity per three molecules 
of quinol. Known substances of this sort have the composition 
3C.H.(OH).-M, with M = Ar, Kr, Xe, HCl, HBr, HS, SO2, COs, 
HCN, H2Co, HCOOH, CH,0O8, and CH;CN. 

Water.-—The problem of the structure of liquid water is an interest- 
ing one that is still far from complete solution. There is no doubt that 
water, like other liquids, has a structure that involves a great deal of 
randomuess, and yet it is likely that there are certain configurations 
of groups of water molecules that occur with high frequency in the 
liquid. The structure for water that has received serious consideration 
for many years is the one proposed by Bernal and Fowler.’° Bernal 
and Towler suggested that water retains in part a hydrogen-bonded 
structure similar to that of ice. They pointed out that as more and 
more hydrogen bonds are broken, with increase in temperature, the 
oxygen molecules may arrange themselves in a manner approximating 
more and more closely to closest packing of spheres, and that there 
would be a significant increase in density for this sort of packing, as 
compared with the open packing of the completely hydrogen-bonded 
structure of ice. They suggested also the possibility that the decrease 
in density that occurs when ice melts might result in considerable part 
from the existence in water of hydrogen-bonded complexes with a 
structure resembling that of quartz. The increase in density of water 
that occurs on warming from 0°C to 4°C may be attributed to a de- 
crease in the concentration of aggregates with the icelike structure and 
increase in the number of complexes with a quartzlike structure” or 
some other denser structure. 

The suggestion that water contains significant numbers of aggregates 
with a quartzlike structure musi be rejected, because there is no way 
in which a complex with a quartzlike structure can be stabilized relative 
to one with a tridymitelike or cristobalitelike structure. For each of 
these structures each oxygen atom is surrounded tetrahedrally by four 
other oxygen atoms, with which it forms hydrogen bonds. In the 
quartzlike structure the hydrogen bonds are bent through a consider- 
able angle from the normal angle 180°, and the presence of these bent 


v 


7 Bernal and Fowler, loc. cté. (54). 

” Ordinary ice is sometimes described as resembling tridymite, a hexagonal 
form of silicon dioxide, with SiO, tetrahedra sharing corners. Cristobalite is 
a closely similar cubic fotm. Guarts is another hexagonal form in which the 
tetrahedra are arranged ih a different way, such as to increase the density by 
16 percent. 
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hydrogen bonds should introduce 4 serious destabilization. 

It seems not unreasonable to discuss the structure of liquid water 
in terms of the structure of methane hydrate, discussed above. If 
each of the methane molecules in the crystal of methane hydrate were 
replaced by water molecules, there would be obtained a crystal with a 
completely hydrogen-bonded framework of 46 water molecules per 
cubic unit, plus 8 water molecules per cubic unit in the centers of the 
polyhedra, forming no hydrogen honds. The number of hydrogen 
bonds is 85 percent of the number in ice, as is thdicated by the en- 
thalpy of fusion (mentioned above). The density of this crystal, as- 
suming the dimensions to be the same as for methane hydrate, is 
1.00 g/cm’, which is that of liquid water. Moreover, it is found on 
analysis of the structures that the pentagonal dodecahedra may be 
arranged relative to one another in a large number of ways, so that 
highly random structures for liquid water might be based upon ag- 
gregates of water molecules bonded to one another in this way. The 
radial distribution function for water as calculated from the x-ray 
diffraction pattern, the dispersion of dielectric constant, and some 
other properties of water are found to be compatible with a structure 
of this sort.” 
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In crystalline alcohols the molecules sre usually combined by hydro- 
gen bonds to polymers of the type 


R R R 
é é é 
H Na 1 Na H Nu 
ra ye ra 


An example is the methanol crystal, which has such a structure,’ with 
O—H:--O distance 2.66 A at —110°C. The hydrogen bonds form 
zigzag chains, as represented above. 

It is not necessary that many of these bonds be broken for the crys- 
tal to melt to a liquid containing long-chain” or ring polymers—indeed, 
if the liquid contained only ring polymers, such as (ROH)., 


72 L. Pauling, Trans. Internat. Conf. on the Hydrogen Bond Ljubljana, Sept. 
1957; L. Pauling and P. Pauling, unpublished research. 

7K. J. Tauer and W. N. Lipscomb, Acta Cryst. 5, 606 (1952). 

™ X-ray evidence for chain structures in liquid alcohols has been presented 
by W. C. Pierce and D. P. MacMillan; J.A.C.S. 60, 779 (1938). 
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no loss of energy due to the rupture of hydrogen bonds would oceur on 
fusion. For this reason the heats of fusion and the melting points of 
alcohols are only slightly abnormal, whereas the heats of vaporization 
and boiling points show the effect of the hydrogen bonds strongly; 
and in consequence the liquid state is stable over a wide temperature 
range. It is instructive to compare ethyl alcohol with its isomer di- 
methy! ether; the respective values of some physical constants of these 
substances are as follows: 


C:H;,OH ( CH 3) 20 Differ ence 
Melting point ~ 115°C — 141°C 26°C 
Boiling point 78° — 25° 103° 
Molal enthalpy of sublimation 11.3 6.3 5.0 


The difference in the molal enthalpies of sublimation, 5.0 kcal/mole, 
may be accepted as an approximate value of the energy of the O—H:--O 
bond in crystalline ethanol. 

The tetramer of methanol, (CH,;0H),, has been found to be present 
in the vapor.”> Its structure can be assumed to involve a square of 
four hydrogen bonds: 


R R 
\ ye 
O—H-.-0 
b..4-6 
/ \ 
R R 


7% W. Weltner, Jr., and K. S. Pitzer, J.A.C.S. 73, 2606 (1951). 
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The enthalpy of formation of the tetramer from four monomeric gas 
raolecules is 24,2 kcal/mole. One-fourth of this value, 6.05 kcal/mole, 
may be taken to be the energy of the hydrogen bond; a small correction 
should be made for the van der Waals attraction. The value thus 
agrees with that given above for ethanol. 

Studies of the association of ethanol molecules in carbon tetra- 
chloride solution have been made by infrared spectroscopy, permitting 
the evaluation of the enthalpies of formation of the dimer, trimer, and 
tetrarmer.”® The value for the tetramer, 22.56 kcal/mole, corresponds 
to 5.64 kcal/mole for the energy of the,hydrogen bond (no correction 
for van der Waals attraction is made because the interaction with the 
solvent counteracts it). This value agrees moderately well with the 
value obtained above from the enthalpy of sublimation. The values 
for the dimer-and the trimer, 5.09 and 10.18 kcal/mole, presumably 
correspond to one and two hydrogen bonds, respectively. 

The alcohol pentaerythritol, C(CH,OH),, forms tetragonal crystals, 
with the structure”? shown in Figure 12-9. The hydrogen bonds, with ° 
the O-—H:--O distance 2.69 A, bind the molecules into layers. The 
crystal shows a correspondingly good basal cleavage. 

In this alcohol the hydrogen bonds bind the oxygen atoms together 
into square groups, as shown above for the methanol tetramer. 

The hydrog:1 atoms in the pentaerythritol crystal have been located 
by a neutron-diffraction study of the deuterated substance.7® The 
have an ordered arrangement; each hydrogen atom is 0.94 + 0.03 i 
from the nearest oxygen atom, and the angle C—-O—H has the value 
110°. The angle between the directions O—H and O- - -O ig 6°, so 
that there is a 9° bend in the hydrogen bond (deviation of the O—-H--- O 
angle by 9° from a straight angle). 

In resorcinol, m-dihydroxybenzene,” there are infinite-- OHOH :- 
spirals (a modification) and staggered chains (8 modification). The 
O—H---O distance is about 2.70 A. 

The hydrogen bonds in crystalline and liquid ammonia are weaker 
than those in ice and water for two reasons: the small ionic character 
of the N—-H bond gives it only small hydrogen-bond-forming power, 
and the one unshared electron pair of the NH; molecule must serve for 


% W. C. Coburn, Jr., and E. Grunwald, J.A.C.S. 80, 1318 (1958). 

7B. G. Cox, F. J. Llewellyn, and T. H. Goodwin, J. Chem. Soc. 1937, 882; 
KE. W. Hughes, unpublished investigation; I. Nitta and T. Watanabé, Nature 140, 
365 (1937); Sct. Papers Inst. Phys. Chem. Res. (Tokyo) 34, 1669 (1938). The 
intramolecular interatomic distances are C—C = 1.548 + 0.011 A, C—O 
= 1.425 + 0.014 A: R. Shiono, D. W. J. Cruikshank, and E. G. Cox, Acta 
Cryst. 11, 389 (1958). 

78 J. Hvoslef, Acta Cryst. 11, 383 (1958). 

79 J. M. Robertson, Proc. Roy. Soc. London A157, 79 (1936) ; J. M. Robertson 
and A, R. Ubbelohde, ibid. A167, 122 (1938). 
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all of the bonds formed by the molecule with other N—-H groups, 
whereas water has an electron psir for each hydrogen bond. In the 
ammonia crystal®® each nitrogen atom has six neighbors*! at 3.380 
+0.004 A, this distance representing a weak N-—H---N bond; the 
stronger N-—-H:--N bonds in NH,N; show the distance 2.94 — 2.99 A. 
From the heat of sublimation, 6.5 kcal/mole, the energy of the N—-H.---N 





Fig, 12-9.—The structure of pentaerythritol, C(CH,OH),. 
Large circles represent oxygen atoms, circles of intermediate size 
carbon atoms, and small circles hydrogen atoms attached to carbon 
atoms. Hydrogen bonds are shown by double lines. 


bond in ammonia can be calculated to he about 1.3 kcal/mole, with use 
of the estimated value 2.6 kcal/mole for the van der Waals energy. 


66H. Mark and E. Pohland, Z. Arisi. 61, 532 (1925); J. de Smedt, Bull. Ac. 
Roy. de Belgique 10, 655 (1925); I. Olovsson and D. H. Templeton, Acta Cryst. in 
press (1959). 
%. The structure of the crystal represents a small distortion from cubic closest 
packing; the six next nearest neighbors are at 3.95 A. 
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The hydrogen bonds formed by water are not sufficiently strong to 
lead to an appreciable concentration of polymerized molecules in the 
vapor phase. The oxygen atoms of carboxyl groups can, however, 
form stronger hydrogen bonds, leading to the formation of stable 
double molecules of formic acid and acetic acid. The structure of the 
formic acid dimer as determined by the electron-diffraction method* 
is the following: 


—270A— 
fo | eee O 
ie \ 1.25 A 
H—C C= 
\ / 
O-----H—9O 1.36 A 


The value 2.70 A for the O—H--- O distance in this substance is smaller 
than that in ice, 2.76 A, as expected for this stronger bond. From the 
enthalpy of dimerization, ®* 14.12 kcal/mole, the O—H---O bond energy 
is found to have the value 7.06 kcal/mole. The value 7.6 kcal/mole 
is similarly found for the hydrogen-bond energy in acetic acid. These 
values are about 50 percent greater than those for ice. 

The distance from each hydrogen atom to the nearer of the two ad- 
jacent oxygen atoms in the dimer of acetic acid has been reported®™ to 
be 1.075 + 0.015 A ; this is considerably greater than the value 1.01 A 
for ice, as is to be expected in consequence of the increased strength 
of the hydrogen bond. 

The increased strength of this hydrogen bond can be accounted for 
in the following way. The resonance of the molecule to the structure 


gives a resultant positive charge to the oxygen atom 


1. Pauling aud L. O. Brockway, Proc. Nat. Acad. Set. U.S. 20, 336 (1934); 
J. Karle and L. ©. Brockway, J.A.C.S. 66, 574 (1944). The same structure 
was found far the dimers of acetic acid and trifluoroacetic acid. 

&® A.S. Coolidge, J.4A.C.S. $0, 2166 (1928). 

“@ M.D. Taylor, J.A.C.S. 73, 315 (1951). 

* R, C. Herman and R. Hofstadter, Phys. Rev. 53, 940 (1938); J. Chem. Phys. 
6, 534 (1938), This value is obtained by applying Badger’s rule to frequencies 
observed in the infrared absorption spectra of light and heavy acetic acid 
(CH;COOH and CH,COOD). 
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which donates the proton in hydrogen-bond formation, and thus in- 
creases the ionic character of the O—H bund and the positive charge 
of the hydrogen atom. It also gives to the other oxygen atom, the 
proton acceptor, an increased negative charge. Both of these effects 
operate to increase the strength of the O—H--:O bond. 

It is interesting to note that in general the strength of an unsym- 
metrical hydrogen bond A—H---B is increased by increasing the re- 
sultant positive charge of A and the negative charge of B. 

Benzoic acid and other carboxylic acids have been shown to be as- 
sociated with double molecules in solution in certain solvents, such as 
benzene, chloroform, carbon tetrachloride, and carbon disulfide.* The 
value 4.2 kcal/mole for the hydrogen-bond energy has been found in 
this way for benzoic acid and o-toluic acid, and 4.7 kcal/mole for 
m-toluic acid. 

Benzoic acid exists in the monomeric form in solution in acetone, 
acetic acid, ethyl ether, ethyl alcohol, ethyl acetate, and phenol; in 
these solutions the single molecules are stabilized by hydrogen-bond 
formation with the solvent. 

Salicylic acid forms double molecules in solvents such as benzene 
and carbon tetrachloride. It has, moreover, been shown by the spec- 
troscopic method (Sec. 12-8) that the double molecule contains no OH 
groups which are not involved in hydrogen-bond formation. This re- 
sults from the assumption by the molecule of the following structure: 


O 
/ 
H | 
: 
O—H.---O 
Sy 
rn | 
ONO No.4 
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The two carboxy! groups are joined as in the dimer of formic ee and 
in addition each hydroxy] group is bonded to an oxygen atom of the 
adjacent carboxyl group.*” It has become customary to refer to this 
ring formation as chelation (from xn}, a crab’s claw) through hydro- 


*6 F. . Wall and F. W. Banes, J.A.C.S. 67, 898 (1945). 
87 This structure is found also in the crystal: W. Cochran, Acia Cryst. 4, 376 
(1961). 
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gen-bond formation, the term being used also in a wider sense.® 

The effect of chelation or internal hydrogen-bond formation on the 
properties of salicylic acid is striking. Branch and Yabroff® have 
pointed out that salicylic acid is a much stronger acid than its meta 
and para analogs because of the effect of the hydrogen bond with the 
hydroxyl group in saturating in part the proton attraction of the 
carboxylate ion. The effect is still more pronounced in 2,6-dihy- 
droxybenzoic acid,®° with the structure 


This substance is a stronger acid than phosphoric acid or sulfurous 
acid; its acid constant has the value 5 X 107%. 

In crystals of 0, m, and p-hydroxybenzoic acids hydrogen bonds are 
formed between molecules (and for the ortho compound within the 
molecule), whereas only the ortho compound can form the chelate 
bond in the single molecules of the vapor. The heat of sublimation 
is hence expected to be smaller for salicyclic acid than for its analogs, 
and related properties should differ accordingly. This is observed 
to be the case; the vapor pressures of the substances at 100°C have the 
relative values 1320, 5, and 1. The quantities RT In 1320/5 and 
RT 1n 1320/1 have the values 4.16 and 5.36 kcal/mole, respectively; 
we deduce therefore that the energy of the hydrogen bond in the 
o-hydroxybenzoic acid molecule is approximately 4.7 kcal/mole. In 
this argument the reasonable assumptions are made that the free- 
energy values of the three crystals are the same. and that the free- 
energy values of the gases differ only by the hydrogen-bond energy of 
the ortho compound. 

The effect of hydrogen bonds on the physical properties of crystals 
is shown in a striking way by oxalic acid. This substance exists in two 
anhydrous crystal forms.*! One of these, the a form, contains layers 
of molecules held together by hydrogen bonds, the structure of a layer 


88 (. T. Morgan and H. D. K. Drew, J. Chem. Soc. 117, 1457 (1920). 

8° G. E. K. Branch and D. L. Yabroff, J.A.C.S. 56, 2568 (1934). 

0 W. Baker, Nature 137, 236 (1936). 

* §. B. Hendricks, Z. Krist. 91, 48 (1935); E. G. Cox, M, W. Dougill, and 
G. A. Jeffrey, J. Chem. Soc. 1952, 4854. 
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being represented schematically by the following diagram: 
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The crystal can correspondingly be easily cleaved into layers, this 
cleavage not breaking any of the hydrogen bonds. In the 8 form of 
the crystals there are long chains of molecules, with the structure 


H—-O. a. 0---H—O - 
PP 
O—H---O O-H...0” 


These crystals cleave along two planes parallel to the axis of these 
strings, breaking up into long laths. The O—H-:-O distances for both 
forms are about 2.63 

Similar structures have been found for many other dicarboxylic 
acids, including succinic acid,** COOH{CH;):COOH; glutaric acid, 
COOH(CH;);COOH; adipic acid, COOH(CH;),COOH, and sebacic 
acid, COOH(CH:s)sCOOH. Crystal structure determinations have 
also ‘been made of many carboxylic acid hydrates; in all of the crystals 
the carboxyl groups form hydrogen bonds, usually with water mole- 
cules, An example is oxalic acid dihydrate;* in this crystal the 
O—H---O distance is 2.50 A 


Of the many crystals of known structure containing hydrogen bonds 


J, D. Morrison and J. M. Robertson, J. Chem. Soc. 1949, 980. 
% J. D. Dunitz and J. M. Robertson, J. Chem. Sac. 1947, 142. 
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we shall mention a few, in addition to those referred to above, in order 
to indicate the stereochemical properties of this bond. | 
Boric acid™ contains layers of B(OH); molecules held together by 
hydrogen bonds as indicated in Figure 12-10, which represents & por- 
tion cf one layer. The crystal cleaves easily along the layer plane. 
Each oxygen atom forms two hydrogen bonds, the O--H--:O distance 
being 2.72 + 0.01 A. These bonds are coplanar with the BOs groups. 
The substances ammonium trihydrogen paraperiodate, (NH,)zHsIOs, 
and potassium dihydrogen phosphate; KH:PO,, contain one hydrogen 
atom for every two oxygen atoms. In their crystals hydrogen bonds 
are formed between oxygen atoms of adjacent complex anions, each 
oxygen atom forming one such bond. The structure®™ of the hexagonal 





Fig. 12-10.—The arrangement of atoms in a layer of the boric acid 
erystal. Large circles represent oxygen atoms and small circles boron 
atoms. The double lines represent hydrogen bonds. 


crystal (NH,)sHsIOg, is shown in Figure 12-11. The IOs groups, which 
lie on trigonal axes; are rotated about these axes in such a way as to 
bring each oxygen atom to the distance 2.60 + 0.05 A from an oxygen 
atom of an adjacent group, with which it forms a hydrogen bond. The 
structure of the tetragonal crystal KH2PQ, is similar; the PO, groups 
rotate about the diagonal axes on which they lie to give the O—H---O 
bond distance the value 2.487 + 0.004 A. 


* W. H. Zachariasen, Z. Krist. 88, 150 (1934); Acta Cryst. 7, 305 (1954). 

% EL. Helmhols, J.A.C.S. 59, 2036 (1937). 

8. B. Hendricks, Am. J. Sct. 15, 269 (1927); J. West, 2. Krist. 74, 306 
(1930); G. K. Bacon and R. S. Pease, Proc. Roy. Soc. London 220A, 397 (1953). 
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Fig, 12-11.—The structure of the crystal (NH,)sH3IOs. 
Circles represent ammonium ions, octahedra [10,]5~ ions, 
and double lines hydrogen bonds. 


In diaspore, AIHOz, with the structure*’ represented in Figure 12-12, 
the oxygen atoms occur in pairs connected by a hydrogen bond; the 
crystal accordingly contains the group O--H::-O. The O—H--:-O dis- 
tance is 2.650 + 0.003 A. Therelated crystal lepidocrocite,** FeQ(OH), 
contains oxygen atoms of two kinds (Fig. 12-13). Those of the first 
kind are bonded to iron atoms only, whereas each of those of the second 
kind forms two hydrogen bonds. 

A valuable contribution to the understanding of the nature of the 


7 F. J. Ewing, J. Chem. Phys. 3, 203 (1935). Groutite, MnHO,, has the same 
structure: R. L. Collin and W. N. Lipscomb, Acta Cryst. 2, 104 (1949). 
* F. J. Ewing, Acta Cryst. 3, 420 (1935). 
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- Wig. 12-12.—The structure of the diaspore crystal, AIHOQ,. Oxygen 
atoms are at the corners of the octahedra and aluminum atoms at their 
centers. Hydrogen bonds are indicated by tubes. 





Fig. 12-13.—The structure of lepidocrocite, FeO(OH). 
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hydrogen bond and its contribution to the stabilization of structures 
has been made by Busing and Levy, in their accurate determination of 
the atomic positions in diaspore, including the location of the hydrogen 
atoms.’ As shown in Figure 12-12, cach aluminum atom is ligated to 
six oxygen atoms. The sluminum-oxygen_bond lengths are Al—O; 
= 1.858 + 0.004 A (1) and 1.851 + 0.002 A (2) and Al—On = 1.980 
+ 0.003 A (1) and 1.975 + 0.003 A (2). The atoms O; are those that 
do not define the edges shared between adjacent octahedra, and On 
are those that define these edges. The O—H--:O bond distance was 
found to have the value given above, with the hydrogen atom 1.005 
from On. The bond O;r-—H deviates by 12° from Or- - -Or. 

The stronger bonding to Ox than to 0; (bond numbers 0.85 and 
0.00, respectively, as given by Equation 7-7) may be understood by the 
following argument. The Al--O bonds have a considerable amount 
of ionic character, such as to place a positive electric charge on the 
aluminum atoms. The closest approach of two aluminum atoms is 
across a shared octahedral edge. It is to be expected that the electro- 
static repulsion of these atoms would cause a stretching of the Orr —Al 
bonds (as well as a decrease in the length of the shared edge, as dis- 
cussed in Sec. 13-6). The observed Al—O; and Al—Or bend lengths 
differ by 0.12 A, and we conclude (Equation 7-7) that the valence 3 of 
aluminum is divided among its six bonds in such a way that the Al—O; 
bonds have bond number 0.61 and the Al—Or; bonds have bond num- 
ber 0.39. Each O; atom thus has 1.83 of ite valence 2 satisfied by its 
three bonds to aluminum atoms. Each O;; atom has 1.17 of its valence 
2 satisfied by its three bonds to aluminum atoms. The valences 0.17 
for O; and 0.83 for Ox; remain unsatisfied. Hence the hydrogen atom 
in the hydrogen bond between O; and Oy is closer to O;; than to O1, 
as observed, | 

Symmetrical Hydrogen Bonds between Oxygen Atoms.—It was 
pointed out in Section 12-3 that the hydrogen atom in the [HF;|- ion 
lies midway between the two fluorine atoms and may be considered to 
form a half-bond with each. The observed F—H distance, 1.13 A, is 
0.21 A greater than it is in the HF molecule; this difference is a.reason- 
able one—by application of Equation 7-7 it corresponds to bond num- 
ber 0.45, which is the value usually found for bridging hydrogen atoms 
in the boranes (Sec. 10-7). 

The O—H bond length in water is 0.96 A. The O—--H distance for 
a symmetrical O—H-—O hydrogen bond is 1.17 A; the two oxygen 
atoms would then be 2.34 A apart. . 

For most hydrogen bonds between oxygen atoms the O- - -O distance 


ss W. Busing and H. Levy, Acta Cryst. 11, 798 (1958). 
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lies between 2.50 A and 2.80 A. The values 2.44+0.02 A for nickel 
dimethylglyoxime®? and 2.40+0.02 A for acetamide hemihydro- 
chloride,!°°> (NH,COCHs).-HCl are exceptions. The location of the 
hydrogen atom midway between the two atoms in the hydrogen 
diacetamide cation has been verified by a neutron-diffraction study of 
the crystal.!o . 

The structure of this ion is 


CH: ‘a 
H,N—C 


C—NH, 
a 
H;C 

The N-—C distance is 1.303 -+ 0.013 A and the C—O distance is 1.244 
+0.012 A. ‘These bond lengths indicate that the two structures 
N—C=O and N==C—O make nearly equal contributions: N--C=O 
about 57 percent and N==C—O about 43 percent. Hence the oxygen 
atom has about 0.48 of its valence unsatisfied. 

The difference 0.24 A between the O—H distance in this compound 
aud in water corresponds to bond number 0.40 (Equation 7-7). Ac- 


cordingly the formation of a symmetrical hydrogen bond permits the | 
satisfaction of the valence of the oxygen atom. 


12-7. THE SPECTROSCOPIC STUDY OF THE HYDROGEN BOND 


A very important method of studying the hydrogen bond was de- 
veloped by Wulf, Hendricks, Hilbert, and Liddel!** and applied by 
them in the study of a large number of compounds. Some of the 
results of this investigation are described below. The experimental 
method used is the study of the infrared absorption spectrum of sub- 
stances in carbon tetrachloride solution, the spectral region of interest 
being that corresponding to the frequencies characteristic of the 
stretching of O—H or N—H bonds. Similar studies have been made 


* LL. E. Godycki, R. E. Rundle, R. C. Voter, and C. B. Banks, J. Chem. 
Phys. 19, 1205 (1951); L. Godycki and R. E. Rundle, Acta Cryst. 6, 487 (1953). 

100 W. J. Takei and E. W. Hughes, Acta Cryst., in press (1959). 

10 F), W. Peterson and H. Levy, unpublished communication to E. W. Hughes. 

10 TJ, Liddel and O. R. Wulf, J.A.C.S. 55, 3574 (1933); O. R. Wulf and U. 
Liddel, ibid. 57, 1464 (1935); G. E. Hilbert, O. R. Wulf, 8. B. Hendricks, and 
U. Liddel, Nature 135, 147 (1935); J.A.C.S. 58, 548 (1936); 8. B. Hendricks, 
O. R. Wulf, G. E. Hilbert, and U. Liddel, zbid. 1991; O. R. Wulf, U. Liddel, and 
S. B. Hendricks, ibid. 2287; O. R. Wulf and L. 8S. Deming, J. Chem. Phys. 6, 
702 (1938). 
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by many other investigators. A detailed account of the work in this 
field is given in a book by Pimental and McClellan.?% 

Compounds Showing Strong Hydrogen-Bond Formation.--The fre- 
quency of the vibration corresponding essentially to the stretching of 
the O—H bond in molecules containing this group lies in the neighbor- 
hood of 3500 cm—! (in wave-number units), its first overtone being at 
about 7000 cm~!. The absorption spectrum in this infrared region of 
a solution of methanol in carbon tetrachloride solution'™ is shown in 
Figure 12-14; it consists of a well-defined peak at about 7115 em™!. 


Mae Tripper. 


CARBINOL 





7000—S«C ZOO 7400 * * aE 7400 





Fie. 12-14.—Infrared absorption spectra of methanol, triphenyl- 
carbinol, carbazole, and aniline in carbon tetrachloride solution 
(Hilbert, Wulf, Hendricks, and Liddell). Ordinates represent the 
molal absorption coefficient and abscissas the wave number, 
in cm7, 


Other alcohols show a similar absorption spectrum; for triphenylcar- 

binol, for example, there is no noticeable difference from methanol ex- 
cept for a shift in frequency to 7050 em}. The N—H group gives 
similar spectra, in the region near 6850 cm, as is seen from the curve 


108 Pimentel and McClellan, op. cit. (1). 
1% See the articles listed in foctnot2 102. 
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oe S™N 
reproduced in Figure 12-14 for carbazole, |. A more com- 
ye 
N 


| 

H 
plex spectrum would be expected for the amino group, because of the 
presence of two interacting N—H bonds; the curve shown for aniline 
is characteristic of this group. 

The striking observation was made by Hilbert, Wulf, Hendricks, and 
Liddel that OH and NH groups that sre involved in strong hydroeen 
bond formation do not absorb radiation in this-way in the 7000 cm~! 
region, nor in the region of the other overtones of the O—H and N—H 
oscillations. Instead of a sharp peak, the spectrum of these substances 
shows only a weak and diffuse absorption band in these regions. This 
effect was observed for all the substances investigated which were 
known from other evidence to contain hydrogen bonds, including, for 


O 
_ 


example, o-nitropnenol (Fig. 12-15) and salicylaldehyde, 6 : 


¢ 
C 


H 


the physical properties of which indicate hydrogen-bond formation be- 
tween the hydroxyi group and an adjacent oxygen atom. . 


0 > N a“ 0. 
Fig. 12-15.—The atomic arrangement in the ‘H 
ortho-nitrophenol molecule. The interatomic \ 
distances and bond angles are given their correct 20 


values; it is seen that the C—H bond is directed 
toward an oxygen atom of the nitro group. 


It is probable that the change in the nature of the infrared absorption 
bands on hydrogen-bond formation is connected with the interaction 
between the vibration of the hydrogen atom and the vibration of the 
heavier atoms, such that the infrared radiation is absorbed over a 
wide range of frequencies, representing the combinations of the- 
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PaBLe 12-1.~SupsrTancyes Formina Strona INTRAMOLECULAR 
Hrproaen Bonps 


(Absence of strong absorption in the 7000 cm region) 





o-Nitrophenol 

2,6-Dinitropheno! 

1-Nitronaphthol-2 

2-Nitroresorcinol 

Methy] salicylate, o-CsH.OHCOOCH, 
o-Hydroxyacetophenone, 0-C,H,OHCOCH, 
1,4-Dihydroxy-5,8-naphthoquinone 
1,5-Dihydroxyanthraquinone 
4,6-Diacetylresorcinol 
2,4-Dinitroresorcinol 
4,6-Dinitroresorcinol 
2,2’-Dihydroxybenszophenone 
1,8-Dibydroxyanthraquinone 
2,5-Dihydroxydiethylterephthalate 


Acetylacetone, Se es 
OH 
Salicylaldehyde, OH 


CHO 


2,5-Dichlorobenzeneazo-1-naphthol-2 
2,6-Dichloro-2’-hydroxy-4-methyl-5’-chloroagsobenzene 
Phenylazo-1-naphthol-2 

Salicylaldehyde-anil, 2-OHC,H.,CH=NC.Hs 

2-H ydroxy-5-methylbenzophenoneoxime acetate, 


mae CC.H;, 
~ ococH, 
OH 


Salicylaldoxime acetate, 
x ~ fococe 


Salicylaldehyde-a-methyl-a-phen en 
Cx CH CH, 
OH 


(See next page) 
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stretching frequency of the principal bond formed by the hydrogen: 
atom and the many low vibrational frequencies of the haavier atome 
of the groups connected by the hydrogen bond.’™ 

This method of investigation, applied to nearly one hundred sub- 
stances, has provided valuable information regarding the conditions 
that favor the formation of strong bydrogen bonds. In Table 12-1 a 
list is given of some of the substances found not to absorb strongly in 
the 7000 cm! region, and hence inferred to contain strong hydrogen 


TaB.LD 12-2.—Supsrances Not Formine Strona (NTRAMOLECOLAR 
Hrorocun Bonps 


(Presence of strong absorption in the 7000 cm region) 











m-Nitrophenol 

p-Nitrophenol 

o-Cresol, o-C,H,CHR,OR 
o-Chloropheno! 

Catechol, 0-O,H,(O8); 

Resorcinol, m-OsH (OB); 
Hydroquinone, p-CeB,(O 8). 
Benzoin, C.H , COCHOHCG,A, 
Ethy! lactate, CH; CHOHCOOC,H, 
o-Hydroxybentonitrile 
o-Phenylphenol 
3,6-Dibromo-2,5-dibydroxydiethylterephthalate 
m-tlydroxybenzaldehyde 
p-Hydroxy benzaldehyde 
p-Hydroxyasohensene 
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bonds between the OH or NH group and adjacent electronegative 
atoms in the molecule. A complementary list is given in Table 12-2 
of molecules that, do absorb strongly in this region; it is inferred that 
these substances do not form intramolecular hydrogen bonds at all or 
form only very weak bonds of the type discussed in the following sec- 
tion. 

From these results it can be concluded that in o-nitropheno! and 
similar molecules the steric conditions for forming strong hydrogen 


1066 RM. Badger and 8S. H. Bauer, J. Chem. Phys. 3, 369 (1937); M. Davies and 
G. B. B. M. Sutherland, tbid. 6, 755 (1938); S. Bratoz, D. Hadzi, and N. Shep- 
pard, Spectrochim. Acta 8, 249 (1956); G. C. Pimentel, J.A.C.S8. 79, 3323 (1957). 
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bonds are satisfied, whereas in other molecules, such as m-nitrophenol 
and o-hydroxybenzonitrile, they are not. The evidence provided by 
this spectroscopic method agrees in general with that found in other 
ways, and the rules that can be deduced from it can be interpreted in a 
reasonable way in terms of interatomic distances and bond angles. 

The Formation of Weak Intramolecular Hydrogen Bonds.-—The 
spectra of many of the substances containing hydroxy] groups studied 
by Wulf and his coworkers consist of a single sharp peak in the neigh- 
borhood of 7050 cm~}, as illustrated in Figure 12-14. Other substances 
which absorb strongly in this region (and are shown in this way not to 
be forming strong hydrogen bonds with use of the hydroxyl and amino 
groups) give curves of different types, involving pronounced frequency 
shifts and often splitting of the peak into two components, as shown in 
Figure 12-16. It has been suggested! that this complexity of the 
observed spectra is due to the presence in the solution of two or more 
types of hydroxyl or amino groups with different characteristic fre- 
quencies—the groups of different type being either in different mole- 
cular species, as in the case of o-chlorophenol discussed below, or in 
the same molecule, asin catechol. This suggestion has received strong 
support, through the experimental verification?’ of predictions based 
on it. 

The substances resorcinol, hydroquinone, m-nitrophenol, and 2,6- 
dimethylphenol, as well as many others, show a single absorption peak 
resembling that of phenol very closely, not only in shape but also in 
position, the maxima for these five substances appearing at 7050, 7065, 
7035, 7060, and 7050 cm, respectively. This shows that there is 
very little interaction between a phenolic hydroxyl group and another 
group substituted in the meta or para position (or, in the case of alkyl 
groups, in the ortho position) in the benzene ring; the interaction 
through the ring produces only small frequency shifts of the order of 
magnitude of 20 em. 

In phenol and substituted phenols the C—O bond has some double- 
bond character, as discussed in Section 8-3. This tends to cause 
the hydrogen atom io lie in the plane of the benzene ring. The 
phenol molecule can thus assume either of the two configurations 


O—H H-—-O 


and , which, however, are equivalent, so that we expect 


166 T,, Pauling, J.A.C.S. 58, 94 (1936). 

107 Wulf, Liddel, and Hendricks, loc. cit. (102); O. R. Wulf and E. J. Jones, 
J. Chem. Phys. 8, 745 (1940); O. R. Wulf, E. J. Jones, and L. 8. Deming, zbzd. 
753. 
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Fiq. 12-16.—Infrared absorption spectra of phenol and related sub- 
stances in carbon tetrachioride solution (Wulf and collaborators). 


phenol only one molecular species and a sharp OH absorption peak, as 
observed at 7050 cm™—?. 
Similarly, the two configurations 
O—H H—O: 
Cl CI Cl Cl 


and 


Cl Cl 


for 2,4,6-trichlorophenol are equivalent, and we expect a single peak 
for this substance also. However, we can predict that it will occur at 
a lower frequency than that for phenol, because of the attraction of the 
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adjacent chlorine atom for the hydroxyl hydrogen. Both the carbon- 
chlorine and the oxygen-hydrogen bonds have an appreciable amount 
of ionic character, giving the chlorine atom a negative charge and the 
hydrogen atom a positive charge. The interaction of these causes the 
proton to be attracted by the chlorine atom and pulled a small dis- 
tance away from the oxygen atom;'°* this leads, as shown by applica- 
tion of Badger’s rule (Sec. 7-4), to a decrease in the OH frequency. 
The decrease is observed; the spectrum of the substance is similar 
to that of phenol, but with a displacement of 160 em}, to 6890 cm-!. 


O—H 
| Cl 
For o-chlorophenol the two configurations A ( (cis) and 


\7 
H---O 


Ch 
Cy (trans) are not equivalent. We expect these two molecular 


species to be present in solution with the cis form outnumbering the 
trans because of the stabilizing influence of the OH-:-Cl interaction. 
Hence the spectrum of the substance should show two peaks; one at 
about 7050 cm! (trans form, frequency as in phenol) and one at about 
6890 cm~? (cis form, frequency as in 2,4,6-trichlorophenol), with the 
.6890 cm? peak stronger than the other. This is in fact observed; 
two peaks occur, at 7050 cm~! and 6910 cm—', with the area of the 
6910 cm~? peak about ten times that of the 7050 cm-! peak (Fig. 
12-16). 

The infrared absorption spectrum thus shows that o-chlorophenol in 
solution in carbon tetrachloride consists of about 91 percent cis mole- 
cules and 9 percent trans molecules. The cis molecules are more stable 
than the trans molecules by a standard free-energy difference of about 
1.4 keal/mole (calculated from the ratio of the areas of the peaks). 
This is presumably the difference in free energy of the cis molecule 
with its intramolecular hydrogen bond and the trans molecule with a 
weaker hydrogen bond with a solvent molecule. 

Lhe weak hydrogen bond in o-chlorophenol stabilizes the gas mole- 
cule relative to those of the meta and para isomers, whereas the crystal- 
line and quid phases of the three substances, in which hydrogen bonds 
can be formed between adjacent molecules, have about the same stabil- 


108 The equilibrium O—H distance is increased by about 0.01 A by interaction 
with the chlorine atom. 


12-7 Spectroscopic Study of Hydrogen Bond 493 


ity. In consequence, the boiling point of the ortho isomer, 176°C, is 
lower than those of the others, 214° and 217°C, respectively. The 
effect is shown also by the melting points, which have the values cc 
0°, and --4°°for three crystalline modifications of o-chlorophenol, 29° 
for m-chlorophenol, and 41° for p-chlorophevol. 

An absorption peak at 6620 cm! has been observed for liquid 
o-chlorophenol by Errera and Mollet.1®* The further decrease in fre- 
quency below the value 6910 cm for the trans form of the molecule 
can be explained by assuming that the liquid contains dcuble molecules 
with the structure 


These double molecules would be stabilized by the energy of the strong 
O—H::-O hydrogen bond. The formation of the bond would increase 
the electronegativity of the oxygen atom on the right, causing its O—H 
bond to have increased ionic character; this would increase the positive 
charge on the attached hydrogen atom, and lead to a stronger 
O—H-:-Cl hydrogen bond, with its resultant decrease in OH vibra- 
tional frequency. 

A spectrum of the same type as that of the solution has been ob- 
served for the vapor of o-chlorophenol also.!*° 
. The absorption curves for o-bromophenol and o-iodophenol are 
similar to those for o-chlorophenol, the shifted peaks lying at 6860 
and 6800 cm™, respectively. Guaiscol, o-methoxyphenol, shows a 
single peak at 6930 cm~!, corresponding to the cis configuration 


109 J, Errera and P. Mollet, J. phys. Radium 6, 281 (1935). 

10 R, M. Badger and S. H. Bauer, J. Chem. Phys. 4, 711 (1936). The effect of 
change in temperature in changing the relative amounts of the two molecular 
forms has been studied by L. R. Zumwalt and R. M. Badger (ibid. 7, 87 [1939]; 
J.A.C.S. 62, 305 [1940]), who found for the energy of the hydrogen bond in the 
gas molecule the value 3.9 + 0.7 kcal/mole, and for the free energy of the bond 
2.8 + 0.5 kcal/mole. 


494. The Hydrogen Bond 

:» -+-O-—-CHa; there seems to be no appreciable amount of the trans- 
form present. In this molecule the O—H---O hydrogen bond that is 
formed is weak compared with other O—H---O bonds because of the 
unfavorable steric conditions. 

The broad peak observed for tetrabromoguaiacol has its maximum 
close to 6810 cm—!, showing that the proton attraction of the O—H --Br 
bond is greater than that of the O—H---O bond under the steric condi- 
tions present in this molecuie. 


Catechol shows two nearly equal peaks, at 6970 and 7060 em-!. Of 
the three configurations 


H H 
A oe. ye » 
H “a 
J od CX / 
O O O 
i 


for this molecule, the third is the most stable, inasmuch as it is stabil- 
ized relative to the second by the O—H:-:Q interaction, and the first 
is made unstable by repulsion of the similarly charged hedeueen atoms. 
The third configuration accounts satisfactorily for the observed spec- 
trum of two equal peaks. 

The eifect of the weak hydrogen bond on the boiling point of catechol 
is noticeable. The substance boils at 245°C, whereas the boiling point 
of resorcinol is 277° and that of hydroquinone 285°. 

Pyrogallol shows a peak at 7050 cm-! and another with doubled 
area at 6960 cm~'; this spectrum corresponds to the structure 


H—O --- H 


06 
- 


The two equal peaks observed for tetrabromocatechol at 6820 and 6920 
cm? similarly correspond to the structure 
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“NN a 
Br QO 


Br 


The weak hydrogen bonds shown by this spectroscopic method to be 
present in the molecules discussed above and in many others are not of 
great significance in affecting the melting and boiling points and other 
physical properties of substances, nor do they lead to isomeric forms of 
substances of sufficient stability to permit their separation. It is, how- 
ever, possible that ‘these bonds are strong enough to influence the 
chemical properties of substances, and especially the rates of chemical 
reactions. 

Factors Affecting Hydrogen-Bond Formation.—It is seen by refer- 
ence to Tables 12-1 and 12-2 that a phenolic hydroxyl group forms a 
strong hydrogen bond with an oxygen atom of a’ adjacent nitro group. 
The conditions here are favorable to the formation of this bond. The 
conjugation of the groups with the benzene ring causes the planar 
configuration 


O-——H + -O 


| 
No 


to be stable. This places the hydroxyl oxygen atom 2.6 A from a nitro 
oxygen atom, with the hydrogen atom directed approximately toward 
it. 

The nitro group is able to form hydrogen bonds with two hydroxy] 
groups, as in 2-nitroresorcinol, with the structure 


Carboxyl oxygen is also effective in hydrogen-bond formation, as in 
methyl salicylate, 
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and in the dimer of salicylic acid and in 2,0-dihydroxybenzoic acid, 
mentioned in Section 12-6. 
In 1,8-dihydroxyanthraquinone, with the structure 





the carbonyl oxygen acts as receptor for two hydrogen bonds. 

In most of these substances hydrogen-bond formation involves clos- 
ing a six-membered ring (counting the hydrogen atom), the values of 
interatomic distances and bond angles being such as to favor the forma- 
tion of a strong hydrogen bond. On the other hand, a strong hydrogen 
bond is not formed with completion of a Gvemenbered ring, the con- 
ditions being unfavorable. Ethyl lactate, for which the structure 


| H 
o” O 
NN. 4 
Wa 
Be OCH, 


can be written, shows a large infrared absorption peak at 6900 cm™’, 
representing a weak hydrogen bond, and a small peak at 7050 cm—', cor- 
responding to a small number of molecules with configurations that do 
not permit this weak bond to be formed. The bond is weak in this 
substance for two reasons: the longer hydrogen-oxygen distance is large 
(2.02 A, which is 0.22 A greater than in ice and hence corresponds to a 
bond less than half as strong), and the hydrogen atom is not well di- 
rected toward the outer part of the oxygen atom, where the unshared 
electron pairs are located. 

The possibility of forming a six-membered ring does not insure that 
-a@ strong hydrogen bond will be formed, for other steric effects may 
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operate unfavorably. In o-hydroxybenzonitrile, with the structure 


O—-~h 


oe 


ed 


the 180° C—Cz=N bond angle causes the O-—H:---N distance to have 
a large value, about 3.5 A, and, moreover, the hydrogen atom is not 
directed toward the unshared electron pair of the nitrogen atom; in 
consequence only a weak attraction occurs. 

Another interesting exaraple has been discussed by Hilbert, Wulf,. 
Hendricks, sand Liddel, that of 3,6-dibromo-2,5-dihydroxydiethy]- 
terephthalate. For this substance the configuration 





might be expected, involving strong hydrogen bonds. The spectro- 
scopic study shows, however, that the hydrogen bonds formed are weak, 
an absorption peak being cbserved at 6810 cm-', This is interpreted 
in a reasonable way as resulting from the steric repulsion of the bro- 
mine atoms for the ethoxy groups, which causes rotation about the 
C—COOC;H, bonds and thus increases the O—H---O distance by sev- 
eral tenths of an Angstrém. The effect is shown to be due to the 
bromine atoms by the fact that 2,5-dihydroxydiethylterephthalate con- 
tains strong hydrogen bonds, as shown by the absence of infrared ab- 
sorption in the 7000 cm=! region. . 

In general the usual rules of stereochemistry (planarity for conju- 
gated systems, tetrahedral values of bond angles) apply to both of the 
atoms connected by hydrogen bonds. Many examples have been 
quoted of planar aggregates involving hydrogen bonds (boric acid, 
oxalic acid, etc.) and approximately tetrahedral bond angles for the 
hydrogen-bonded atoms. As mentioned earlier, it is not surprising 
that these rules apply with smaller force to the atom B than to the atom 
A of a group A—H---B, as illustrated by the urea crystal. 

Other examples of structures involving strong hydrogen bonds-are 
given in the following sections. 
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12-8. HYDROGEN BONDS IN PROTEINS 


The polypeptide chains of protein molecules are coiled in 4 precise 
way. Hydrogen bonds play an important part in determining the con- 
figurations of these molecules. A great deal has been learned in recent 
years about the N—H-:--O hydrogen bonds formed by the peptide 
groups of the polypeptide chains; little is as yet known ‘about the hy- 
drogen bonds formed by the side chains of the amino-acid residues. 

From the determination of the structure of crystals of amid.ws and 
simple peptides the structure shown in Figure 12-17 has been a4 signed 
to the amide group in polypeptide chains. 'The N—C bond has about 


Fig. 12-17.—Fundamental dimen- 
sions of polypeptide chains as derived 
from x-ray cryst:!-structure determi- 
nations of amin. acids and simple 
peptides. 





é 


40 percent double-bond character (bond length 1.32 A). The group is 
planar, and it has been found to have the trans configuration t. ali sub- 
stances studied except the cyclic peptides (diketopiperazine). 

There is essential freedom of rotation about the single bonds be- 
tween the amide groups and the a carbon atoms, permitting the poly- 
peptide chain to assume many configurations. Certain configurations 
are stabilized by the formation of N—H---O hydrogen bonds.!!! 

Structure determinations of crystals of amino acids and simple pep- 
tides have shown that in general the N—H--:O bond is linear (to within 
about 10°), and that the nitrogen-oxygen distance is equal to 2.79 
+0.12 A. The oxygen atom lies on the extension of the N—-H bond 
axis. The energy of the hydrogen bond seems not to depend greatly 
on the angle at the oxygen atom, but there is some evidence that maxt- 
mum stability results from having all four atoms N—H--:O-=C’ on the 
same axis. 

Estimates have been made of the amount of strain energy associated 
with the deviation from the optimum values of the structural parame- 
ters caused by steric factors.!!2 These estimates can be expressed by 


13 For a summary of work in this field see Pauling and Corey, loc. cit. (10). 
12 T,, Pauling and R. B. Corey, Proc. Nat. Acad. Sci. U.S. 37, 251, 729 (1951). 
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giving the amount of change in the parameters that corresponds to a 
strain energy of 0.1 kcal/mole. This amount of strain is found from 
known force constants to correspond to stretching or compressing the 
single bonds to the a carbou atom by 0.02 A or the coniugated bonds 
C’---N and C’—-O by 0.01 A, or te changing @ bond angle by 3°, or to 
rotating the two ends of the amide group by 3° from the planer con- 
figuration. The vaiue of the compressibility of ice, 12 * 107% cen. *kg™', 
corresponds to the strain energy 0.1 kcal/mole for stretching or com- 
pressing the O—H:--O hydrogen bonds (with length 2.76 A) by 0.09 A; 
this value presumably applies also to the N-——H---O hydrogeft bonds, 
with length 2.79 A. A bend of the N—H-:-O bond by 6° from a 
straight angle at tne hydrogen asom has been estimated to produce 
0.1 keal/moie of strain energy. . 

Two helical configurations of polypeptide chains have been found 
that satisfy the structural requirements for maximum stability cf the 
amide groups and. the N-—H-:--O bonds.'¥ One of these, called the 
y helix, is a rather large helix, with a hole along its axis. It is probably 
made unstable, relative to other structures, by its small van der Waals 
attraction energy, and it has not been recognized in nature. The other 
structure, the a helix, is a compact arrangement of the polypeptide 
chain about the helical axis. It has been verified by x-ray diffraction 
and infrared birefringence as the configuration of many synthetic poly- 
peptides and proteins, especially the fibrous proteins of the a-keratin 
class (hair, horn, fingernail, muscle). There is evidence also that the 
a helix is a principal structural feature of many globular proteins, such 
as hemoglobin. - 

The a helix is represented in Figure 12-18. Each amide group is 
attached by a hydrogen bond to the third one from it in either direction 
along the polypeptide chain. There are 3.60 amino-acid residues per 
turn of the helix. The total rise of the helix per turn—the pitch of the 
helix—is about 5.38 A, which corresponds to 1.49 A per residue. The 
amino-acid side chains extend away from the helix axis, as shown in 
Figure 12-18. | 

There are two stable arrangements of nearly completely extended 
polypeptide chains forming hydrogen bonds with neighboring chains." 
They are the parallel-chain pleated sheet (Fig. 12-19) and the anti- 
paraliel-chain pleated sheet (Fig. 12-20). The identity distance in the 
direction of the chains is found to be different for the two structures 
when the requirement that the N—H---O bonds be linear is imposed ; 


3 J, Pauling, R. B. Corey, and H. R. Branson, Proc. Nat. Acad. Sct. U.S. 
37, 205 (1951). 

4], Pauling and R. B. Corey, Proc. Nat. Acad. Sci. U.S. 37, 729 (1951); 
39, 253 (1953). 
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Fig. 12-18.—-A drawing showing two possible forms of the alpha 
helix; the one on the left is a left-handed helix, and the one on the night 
is a right-handed helix. The amino acid residues have the 1-con- 
figuration in each case. 


it is 6.5 A for the parallel-chain pleated sheet and 7.0 A for the anti- 
parallel-chain pleated sheet. Silk fibrotn and synthetic poly-Z-alanine 
have been found to have the antiparallel-chain pleated-sheet struc- 
ture.5 It is likely that the §-keratin structure (assumed by the 
a-keratin proteins when they are stretched) is that of the parallel-chain 
pleated sheet. 


us R, E. Marah, R. B. Corey, and L. Pauling, Biochim. et Biophys. Acta 16, 
1 (1955); Acta Cryst. 8, 710 (1955). 
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Fra. 12-19.—A drawing of the parallel-chain pleathd sheet. The hydrogen 
bonds are approximately at right angles to the chain direction. 
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Fie. 12-20.—A drawing of the antiparallel-chain pleated sheet. 
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Fiq, 12-21.—A drawing showing how molecules of adenine and thymine 
may form a complementary pair held together by two hydrogen bonds. 
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Fig, 12-22,—-A drawing showing how cytosine and guanine may form 
a complementary pair held together by three hydrogen bonds. 
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12-9. HYDROGEN BONDS IN NUCLEIC ACIDS 


Nucleic acids are of great interest because they are the units of 
heredity, the genes, and because they control the manufacture of pro- 
teins and the functions of the cells of living organisms. Hydrogen 
bonds play an important part in the novel structure proposed for 
deoxyribonucleic acid by Watson and Crick. ‘This structure in- 
volves a detailed complementariness of two intertwined polynucleotide 
chains, which form a doubie helix.’ The complementariness in 
structure of the two chains was attributed by Watson and Crick to the 
formation of hydrogen bonds between a pyrimidine residue in one 
chain and a purine residue in the other, for each pair of nucleotides in 
the chains. 





Fig. 12-23.—The arrangement of atoms in the crystal containing equal 
numbers of molecules of 1-methylthymine and 9-methyladenine, as deter- 
mined by Hoogsteen, The two molecules with their hydrogen bonds are 
indicated by the diagram at the right. ‘The diagram at the left shows the 
contour lines representing levels of electron density, as determined by the 
intensities of the x-ray diffraction maxima. 


The pyrimidines found in the deoxyribonucleic acids are thymine and 
cytosine, and the purines are adenine and guanine. Their structures 
have been discussed in Section 8-8. 

It is to be expected that these molecules would form with one another 
N—H-:--O hydrogen bonds with length about 2.8 A and N—H:--N 
hydrogen bonds with iength about 3.0 A. A reasonable way in which 
this might be dene!!® is shown in Figures 12-21 and 12-22. This is 


16 J, D. Watson and F. H. Crick, Nature 171, 737, 964 (1953); Cold Spring 
Harbor Symposia Quant. Biol. 18, 123 (1953). 

117 The possibility that the duplication of genes occurs by a two-stage mecha- 
nism, with molecule A serving as a template for the synthesis of the comple- 
mentary molecule A™, and then A serving 2s the template for the synthesis 
of a molecule complementary to it and identical with the original molecule A, 
was suggested by L. Pauling and M. Deibriick, Science 92, 77 (1940). 

18 TL. Pauling and R. B. Corey, Arch. Biochem. Biophys. 65, 164 (1955). 
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essentially the arrangement proposed by Watson and Crick; it differs 
only in that three hydrogen bonds are formed hetween cytosine and 
guanine, whereas Watson and Crick had suggested, on the basis of 
some chemical evidence, that only two are formed. 

A number of other types of hydrogen-bond formation between py- 
rimidines and purines have been discussed by Donohue.” 

A strong indication that an arrangement differing from that of Wat- 
son and Crick is involved in nucleic acids has been provided by the 
study by Hoogsteen!*° of the crystal structure of the 1:1 compound of 
1-methylthymine and 9-methyladenosine. In each of these nitrogen 
bases a methyl group has been attached in the position of attachment 
of the sugar (ribose or deoxyribose) in the nucleic acids. The structure 
found is shown in Figure 12-23. It is seen that one of the hydrogen 
bonds between the two molecules is not that assumed by Watson and 
Crick (Fig. 12-21): it involves the atom N;, of the five-membered ring 
of adenine, instead of N, of the six-membered ring. Wurther complete 
structure determinations of substances closely related to the nucleic 
acids may be expected to provide a deeper insight into the nature of 
these important constituents of living organisms. 


49 J, Donohue, Proc. Nat. Acad. Sct. U.S. 42, 60 (1956). 
#0 1, Hoogsteen, Acta Cryst., in presx (1959). 


CHAPTER 13 


The Sizes of Ions and the Structure 


of lonic Crystals 


Or all the different types of atomic aggregates, ionic crystals have 
been found to be most suited to simple theoretical treatment. The 
theory of the structure of ionic crystals described briefly in the follow- 
ing sections was developed about 40 years ago by Born, Haber, Landé, 
Madelung, Ewald, Fajans, and other investigators. The simplicity of 
the theory is due in part to the importance in the interionic interactions 
of the well-understood Coulomb terms and in part to the spherical 
symmetry of the electron distributions of the ions with noble-gas con- 
figurations. 


13-1. INTERIONIC FORCES AND CRYSTAL ENERGY 


The electron distribution function, as given by quantum-mechanical 
calculations, for an ion with the electronic configuration of a noble gas 
or with a completed 18 shell (such as Zn*++, with 18 outer electrons oc- 
cupying the 3s orbital, the three 3p orbitals, and the five 3d orbitals in 
pairs) is spherically symmetrical,' showing that the interaction of the 
ion with other ions is independent of direction. The nature of the elec- 
tron distribution functions for the alkali and halogenide ions is indi- 
cated by the drawings in Figure 13-1, which represent the results of 
theoretical calculations. It is seen that the successive K, L, M,--- 
shells of electrons in an ion become evident as successive regions of 
large electron density. The electron distributions of isoelectronic ions, 
such as F~- and Nat, are simiiar, and show the operation of increased 
effective nuclear charge from halogenide ion to the corresponding alkali 
ion in holding the electrons closer to the nucleus. 

_ The interaction of two ions i and 7 with electric charges z,e and ze 


2A, Unséld, Ann. Physik 82, 355 (1927). 
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Fig. 13-1.—Drawing showing the distribution of electrons 
in the alkali and halogenide ions. 


. 
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can be described in the following way. At large distances the ions at- 
tract or repel one another by Coulomb interaction of their charges, the 
potential function for this interaction being 2,2,e?/ri;, with r.; the dis- 
tance between the ions. In addition, some attraction results from the 
polarization of each ion in the field of the other; we shall neglect this 
attraction, which except at very small distances 1s negligible in com- - 
parison with the Coulomb attraction or repulsion. As the ions are 
brought closer together, so that their outer electron shellebegin to over- 
lap, an additional characteristic repulsive force becomes operative, re- 
sulting from the overlapping of the ious. It is this repulsive force that 
opposes the Coulomb attractive force between a positive and a negative 
ion and causes them to come to equilibrium at a finite value of the inter- 
nuclear distance.’ 

The characteristic repulsive potential falls off very rapidly in value 
with increase inr;;. It was suggested by Born that it be approximated 
by an inverse power of r;;, so that the mutual potential energy of two 
ions would be written as 

2,2;e%  dy;e? 


ea 


vey r3;" 





(13-1) 


The total potential energy of an ionic crystal MX with the sodium 
chloride arrangement can be obtained by summing the terms V,; over 
all the pairs of ions in the crystal, and the quotient of this quantity by 
the number of stoichiometric molecules MX in the crystal is the poten- 
tial energy of the crystal per molecule MX. Since in the crystal all of 
the interionic distances are related to the smallest interionic distance A 
by geometrical factors, the potential energy of the crystal can be writ- 


ten as 
Ae*z? , Be* (13-2) 
R R* ~ 
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The constant, A in this expression is called the Madelung constant. It 
can be evaluated by straightforward mathematical methods.* Values of 


2 Ip addition to these interactions the van der Waals interactions (dispersion 
forces) between the ions in an ionic molecule or crystal should be considered. 
This effect has been discussed by M. Born and J. HE. Mayer, Z. Phystk 75, 1 
(1932), and by J. E. Mayer, J. Chem Phys. 1, 270 (1933). Multipole polariza- 
tion of ions in alkali halegenide crystals has been discussed on the basis of a 
simple quantum-mechanical theory hy H. Lévy, thesis, Calif. Inst. Tech., 1938. 

3 P. Appell, Acta Math. 4, 313 (1884); FE. Madelung, Physik. Z. 19, 524 (1918); 
P. P. Ewald, Ann. Physik 64, 253 (1921); M. Born, Z. Physik 7, 124 (1921); 
O. Emersleben, Physik. Z. 24, 73, 79 (1923); Y. Sakamoto, J. Chem. Phys. 28, 
164 (1958). For a i:rief description of these methods see J. Sherman, Chem. 
Reva. 11, 93 (1932). Very simpie methods of evaluating Madelung constants 
have been proposed by H M. Evjen, Phys. Rev. 39, 680 (1932), and K. Hgjendahl, : 
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TaBLE 13-1.—VaLugs oF MapELUNG CONBTANTS* 
Structure Ar, As, Aa 

Sodium chloride, M*+X- 1.74756 2.20179 3.49513 
Cesium chloride, M*X- 1.76267 2.08536 2.038536 
Sphalerite, M+X- 1.68806 2.88309 3.78292 
Wurtzite, M+X- 1.64132 2.386 
Fluorite, M*+*+X~ 5.03878 7.83058 11.63656 
Cuprite, M:+X-— 4.11552 6.54364 9.50438 
Rutile, M*+*X.~ 4.816 7.70 
Anatase, M*tX,7 4.800 8.04 
Cdls, MttX.~ 4.71 6.21 
p-Quartz, Mt+tX.7 4 4394 9.5915 
Corundum, M,tttX,y~ 25.0312 45.826 . 

412. 37747 12.37747 


Perovskite, M*MttX,~ 


“ Values of Az, are such that the Coulomb energy per stoichiometric molecule 
is — Age*/Ryo with Ky the smallest anion-cation distance; those for As, and 
Aa, have similar meanings, with & the cube root of the molecular volume and ap 
the edge of the cubic unit of structure (for cubic crystals}. The parameter values 
used for structures containing parameters are those found experimentally. 


A for the more important ionic crystals are given in Table 13-1. The 
magnitudes of the A values are seen to be reasonable on comparison 
with those for finite molecules; A for an isolated molecule NatCl- is 1, 
the Coulomb energy being —1-e?/HRo, whereas for a sodium chloride 
crystal with the same interionic distance the crystal energy is about 75 
percent greater, the value of Ax, being 1.74756. 

The factor z? is introduced in the Coulomb term to permit the appli- 
cation of the equation to crystals containing multivalent ions; with 
z = lit applies to substances NatCl-, Mgt", etc., and withz = 2 to 
Mgt*0--, Tit***0.-~, ete 

At equilibrium the attractive forces and the repulsive forces are bal- 
anced. The value of & (called Ro) at which this occurs can be found 
by differentiating V of Equation 13-2 with respect to #, equating to 
zero, and solving for Ro: 





aa aamamenenemned Oe RT ED 
=a ware 








Ae*z? = nBe? ; 
Ro? Ry?t} = 
nB \ Ue) 
Ro -(= ;) (13-3) 





Kgl. Danske Videnskab. Selskab. 16, 135 (1938). Values reliable to about 1 
percent can be obtained by an expression involving the ligancies of the ions: 
D. H. Templeton, J. Chem. Phys. 21, 2097 (1953); 23, 1826 (1955). 
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With B and n known, this equation can be used to calculate Ry. Ac- 
‘tually it is Ro that can be easily determined experimentally; from its 
value the repulsive coefficient B can then be found by the equation 


Beer Az? 
apes tam (13-4) 
ray 
provided that the value of » is known. 

The Born exponent 7 can be evaluated from the resulia of experi- 
mental measurements of the compressibility of the crystal, which de- 
pends on the second derivative, d?V/dR?. It is found that for all 
crystals n lies in the neighborhood of 9. A somewhat better approxi- 
mation to the experimental values is shown in Table 13-2; for a crystal 
of mixed-ion type an average of values of this table is to be used (6 for 
Lif, for example). 


TABLE 18-2.—Va.LusEs OF THE BorwN EXPONENT n 








eA Oe Aart SAN RRR RE Oe A 


Ion Type n 





It ig convenient to introduce the symbol Up = — NV» (with N 
Avogadro’s number) to represent the crystal energy. Uo is a positive 
quantity, representing the heat of formation per mole of — from 
M+(g) and X~(g). 

The substitution in Equation 13-2 of expression 13-4 for B leads to 
the following equation for the crystal energy Uy: 


N Ae?z? 1 
Uy = R (1 _~ —) (13-5) 


0 7 





It is seen that the crystal energy is smaller in magnitude than the 
Coulomb energy (with changed sign) by the fractional amount 1/n, 
which is approximately 10 percent. With Ry = 2.814 A for sodium 
chloride and n = 8, Uo is given the value 179.2 kcal/mole by this equa- 
tion. This value, representing the heat of formation of NaCl(c) from 
Nat(g) + Cl-(g), may be considered to be uncertain by about 2 per- 
cent, that is, about 4 kcal/mole, because of uncertainty in the form of 
the energy function V. A more refined treatment,‘ involving consider- 


‘Born and Mayer, loc. cit. (2); J. EB. Mayer and L. Helmholz, Z. Physik 75, 
19 (1982). 


510 The Sizes of lons 


ation of van der Waals forces and use of an exponential repulsive po- 
tential, has been found to give the value 183.1 keal/moale, and a direct 
thermochemical measurement, mentioned below,® has provided the 
value 181.3 kcal/mole, substantiating the estinaate of 2 percent as the 
order of reliability of the Born expression. 

The Born-Haber Thermochemical Cycie. --The following eycle was 
devised by Born and Haber‘ to relate the crystal energy to other ther- 
mochemical quantities: 


U 
MX(¢) ————_- > M*(g) + X7(g) 
-@ —-I+# 


— 8S — 4D 
M(c) + $X2(g) M(g) + X(g) 


(For convenience the cycle is given for the special case of an alkali 
halide.) Here U is the crystal energy, J the ionization energy of the - 
metal M(g), # the electron affinity of X(g), S the heat of sublimation 
of the metal, D the heat of dissociation of the halogen muiecule, and Q 
the heat of formation of MX(c) from the elements M(c) and 3Xig). 
All of the quantities represent enthalpy change, —AH®, for the corre- 
sponding reactions at 25°C. The condition that the total change in 
enthalpy for the cycle is zero leads to the equation 


UC=Q4+8+1+3D-#H (13-6) 





A few years ago experimental values were available for Q, S, J, and 
D, but not for Z; the procedure adopted in testing the equation was to 
use the equation with calculated values of U» (Equation 14-5) to find 
E, and as a test of the method to examine the constancy of # for a series 
of alkali halogenides containing the same halogen. The values ob- 
tained in this way were found to be constant to within about +3 
kcal/mole. However, later experimental determinations of the values 
of the electron affinities of the halogen atoms by direct methods have 
shown that Equation 13-5 for the crystal energy is in general reliable 
only to about 2 percent. . 

Work on the direct determination of the electron affinities of halogen 
atoms was begun by Mayer,’ who, with his students, measured directly 
the equilibrium constant for dissociation of alkali halogenide gas mole- 
cules into ions or of gas halogenide ions into atoms and electrons. 
Other methods have also been used, especially some involving mass 


6 J,, Helmholz and J. E. Mayer, J. Chem. Phys. 2, 245 (1934). 
6M. Born, Verhandl. deut. physik. Ges. 21, 13 (1919); F. Haber, zbed. 750. 
7 J. E. Mayer, Z. Physik 61, 789 (1930). 
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spectrometry. The values obtained in these ways® for —AH°® of addi- 
tion of an electron to a halogen atom at 25°C are F, 83.5; Cl, 87.3; Br, 
82.0; and I, 75.7 kcal/mole. These values are good to about +1.5 
kcal/mole. 

We inay illustrate the reliahility of the Born equation by ar example. 
Wor Nal the values Q = 136.0, S = 26.0, 7 = 120.0,§D = 18.3, and 
E = 83.5 kcal/mole (all for 25°C) lead, with Equation 13-6, to 216.8 
kcal/mole for U, the crystal enthalpy at 25°C. The value of Uo calcu- 
lated by Equation 13-5 with Ro = 2.307 Aandn = 7is 215.5 kcal/mole. 
This value, with the pV correction 1.2 kcal/mole, leads to 216.7 
kcal/mole for U, in excellent agreement with the experimental value. 
The mean deviation found for the alkali halogenides is 3 kcal/mole. 

In general the results of recent investigations support the thesis that 
the forces operative in ionic crystals are those, described above, that 
underlie the Born equation for the crystal energy; and we may feel 
justified in investigating the further consequences of this postulate. 
The question of the sizes of ions is studied from this point of view in the 
following section. 


13-2. THE SIZES OF IONS: UNIVALENT RADII AND 
CRYSTAL RADII 


It is possible to make an approximate quantum-mechanical calcula- 
tion of the forces operating between ions in a crystal and to predict 
values for the equilibrium interionic distance, the crystal energy, the 
compressibility, and other properties of the crystal. This calculation 
has been made in a straightforward manner for lithium hydride (LitH-, 
with the sodium chloride structure) by Hylleraas, with results in good 
agreement with experiment.'® A thorough theoretical treatment of 


8 For F: N. I. Yonov, J. Expil. Theoret. Phys. U.S.S.R. 18, 174 (1948); G. 
Kimball and M. Metlay, J. Chem. Phys. 16, 779 (1948); J. L. Margrave, tbzd. 
22, 636 (1954); I. N. Bakulina and N. I. Yonov, Doklady Akad. Nauk S.S.8.R. 
105, 680 (1955); T. L. Bailey, J. Chem. Phys. 28, 792 (1958). For the other 
halogens: Helmholz and Mayer, loc. cit. (5); P. P. Sutton and J. E. Mayer, 
J. Chem. Phys. 3, 20 (1935); J. J. Mitchell and J. E. Mayer, tbid. 8, 282 (1940); 
K. J. McCallum and J. E. Mayer, ibid. 11, 56 (1943); P. M. Doty and J. E. 
Maver, ibid. 323; D. T. Vier and J. E. Mayer, ibid. 12, 28 (1944); J. P. Blewett, 
Phys. Rev. 49, 900 (1936); G. Glockler and M. Calvin, J. Chem. Phys. 3, 771 
(1935); 4, 492 (1936); Bakulina and Yonov, loc. czt.; Bailey, loc. cit. 

° The treatment given in this section and in some later sections of the chapter 
was published in 1927 (L. Pauling, J.A.C.S. 49, 765 [1927}). 

10 &. A. Hylleraas, Z. Physik 63, 771 (1930). The calculated value of the 
crystal energy is 219 kcal/mole, and the Born-Haber cycle value is 218 kcal/mole, 
using for the electron affinity of hydrogen the reliable quantum-mechanical 
value 16.480 kcal/mole (see Introduction to Quantum Mechanics, Sec. 29c). The 
calculated value for the lattice constant, 4.42 A, is less reliable than the value 
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ionic crystals has been carried out by Léwdin." The theoretical treat- 
ment is complex and laborious, however, and for chemical considera- 
tions it is desirable to have 2 set of empirical or semiempirical values of 
ionic radii that reproduce experimental lattice constants to within 1 or 
4 percent. 

It has been found possible to formulate a semiempirical set of ionic 
radii by using as the starting point only five experimental values of 
interionic distances, namely, the observed cation-anion distances in 
NaF, KCl, RbBr, CsI, and Li,0. The way in which this was done is 
described below. 

Since the electron distribution function for an ion extends indefi- 
finitely, it is evident that no single characteristic size can be assigned 
toit. Instead, the apparent ionic radius will depend upon the physical 
property under discussion and will differ for different properties. We 
are interested in ionic radii such that the sum of two radii (with certain 
corrections when necessary) is equal to the equilibrium distance be- 
tween the corresponding ions in contact in a crystal. It will be shown 
later that the equilibrium interionic distance for two ions is determined 
not only by the nature of the electron distributions for the ions, as 
shown in Figure 13-1, but also by the structure of the crystal and the 
ratio of radii of cation and anion. We take as our standard crystals 
those with the sodium chloride arrangement, with the ratio of radii of 
cation and anion about 0.75 and with the amount of ionic character of 
the bonds about the same as in the alkali halogenides, and calculate 
crystal radii of ions such that the sum of two radii gives the equilibrium 
interionic distance in a standard crystal. 

The crystals NaF, KCl, RbBr, and Cel, with observed intericnic dis- 
tances 2.31, 3.14, 3. 43, and 3.85 k respectively, are standard crystals— 
it will be seen inter that their radius ratios are about 0.75. (The value 
3.85 A for the Cst—I- distance in the modification of cesium iodide 
with the sodium chloride arrangement was obtained by subtracting 2.7 
percent from the observed value for the crystal with the cesium chloride 
arrangement.) The size of an ion is determined by the distribution of 
the outermost electrons, which varies in a simple way for isoelectronic 
ions, being inversely proportional to the effective nuclear charge operat- 
ive on these electrons. The effective nuclear charge is equal to the 
actual nuclear charge Ze minus the screening effect Se of the other elec- 
trons in the ion, and we write for a sequence of isoelectronic ions the 





= nee 0 Seam 





for the energy, and the poor agreement with the experimental value 4.08 A is 
not significant. 

u F.-O. Lowdin, A Theoretical Investigation into Some Properties of Ionic 
Crystals, thesis, Uppsala, 1948; Phil. Mag. Suppl. 8, 1 (1956). 
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equation 
R = 13-7 

1=3-5 (13-7) 
in which C, is a constant determined by the total quantum number of 
the outermost electrons in the ions. A complete set of values of the 
screening constant S has been obtained, partially by theoretical cal- 
culation’ and partially by the interpretation of observed values of 
mole refraction" and x-ray term values! of atoms. For ions with the 
neon structura, for example, S for the outermost electrons has the 
value 4.52, and the effective nuclear charges for Nat and F- are thus 
6.48 e and 4.48 e, respectively. By division of the Na+—F- distance 
2.31 A in the inverse ratio of these values for the effective nuclear 
charge the values 0.95 A for the erystal radius of sodium ion and 1.36 A 
for that of fluoride ion were obtained. 

In a similar way the values Kt 1.33, Cl- 1.81, Rb+ 1.48, Br- 1.95, 
Cs+ 1.69, and I~ 2.16 A were obtained. The value 0.60 A was selected 
for Lit in order to give agreement, when combined with the oxygen 
radius 1.40 A discussed below, with the observed LitO-~— distance 2.00 
Ain Li,O. 

¥or the alkali and halogenide ions these radii represent the relative 
extension in space of the outer electron shells; that is, they may be con- 
sidered to be a measure of the relative sizes of the ions; and in addition 
they have such absolute values as to cause their sums to be equal to 
interionic distances in standard crystals. By the use of Equation 13-7 
and the values for the constants C,, given by the alkali and halogenide 
ions radii were obtained for all ions with the helium, neon, argon, 
krypton, and xenon structures. These radii represent correctly the 
relative sizes of the outer electron shells of the ions, compared with 
those for the alkali and halogen ions; they do not, however, have absolute 
values such that their sums are equal to equilibrium interionic distances. 
The significance of the radii is the following: if the Coulomb attractive 
and repulsive forces in 3, standard crystal (with the sodium chloride 
arrangement) containing one of these cations, with charge --ze, and one 
of these anions, with charge --ze, were to have the magnitude corre- 
sponding to charges +e and —e, respectively (as though the ions were 
univalent), and the characteristic repulsive forces were to retain their 
actual magnitude, the equilibrium interionic distance would be equal 
to the sum of these radii. That is, these radii are the radii the multi- 
valent ions would possess if they were to retain their electron distribu- 
tions but to enter into Coulomb interaction as if they were univalent. 


13 LT. Pauling, Proc. Roy. Soc. London A114, 181 (1927). 
13, Pauling and J, Sherman, Z. Krist. 81, 1 (1932). 
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These radii are called the univalent radii of the ions. Values of uni- 
valent radii are given jin parentheses in Table 13-3. 

The crystal radit of roultivalent ions, such that the sum. of two crystal 
radii is equal to the actual equilibrium interionic Jistance in 4 crystal 
containing the ions, cin be calculated from their univalent radii hy 
raultiplication by a factor obtained from consideration of Equation 
13-3. From this equation it is seen that the equilibrium interionic 
distance in a crystal containing ions with valence 2 is 


ia nH tf{{n—-}) 
R. = ~~) 
Az? 


If the Coulomb forces were to correspond toz = 1 (univalent ions), with 
the characteristic repulsive coefficient B unchanged, the equilibrium 
interionic distance would be 


jf nk Vf/(ra—-D 
_— oe, 


From these expressions it is seen that crystal radii 2, and univalent 
radii R; are related by the equation 


R, = Ryze (13-8) 


This equation, with the values of n given by Table 13-2, has been used 
in calculating the values of the crystal radii given in Tabie 13-3. 

Values are given in the table for univalent and crystal radii of ions 
with outer 18-shells (Cut, Agt, Aut, etc.) also. These were calculated 
by using the same values for C’, as for argon, krypton, and xenonlike 
ions, respectively, with the appropriate screening constants. It might 
seem at first that the 18-shell radii should be larger than the values cal- 
culated in this way, since there are ten electrons in the outermost sub- 
shell (nd) and only six (np) for the ions of noble-gas type. However, 
the nd orbitals have their maxima somewhat nearer the nucleus (for given 
effective nuclear charge) than the corresponding np orbitals; in conse- 
quence, the density of the ten d electrons is, in the outer part of the ion, 
apout equal to that for six p electrons, and this effect permits the sim- 
ple caiculaiinn to be made without ¢orrection. 

Univalent radii and crystal radii are represented graphically in Fig- 
ure 12-2 as functions of the atomic number Z, and crystal radii are 
shown also in Figure 32-3. It is seen that there is great regularity in 
the univalent-radii seryjuences. The crystal radii deviate from the uni- 
valent radii in an understandable way, which, however, introduces 
such apparent lack of system in the crystal radii as to have prevented 
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Fia. 13-2.—The crystal radii (solid circles) and 
univalent radii (open circles) of ions. 


an early satisfactory interpretation of the empirical information on in- 


terionic distances. 

This valence effect shows up strikingly in the eocmparison of inter- 
atomic distances for isoelectronic sequences. In crystals containing 
covalent bonds the interatomic distance remains almost constant 
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Fig. 13-3.—The crystal radii of ions. 
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through an isoelectronic sequence, such as Ge—Ge, 2.44 A; Ga—As, 
2.44 A; Zn—Se, 2.45 A ; Cu—Br, 2.46 A. Here the effect of decrease 
-in nuclear charge of one atom is balanced by that of increase for the 
other. In ionic crystals, however, a decrease of about 10 percent is 
uniformly observed for the change from a crystal M*+X~ to its isoelec- 
tronic M++X-—~, as in the examples K+—Br-, 3.29; Cat*Se—~, 2.96 A; 
and Nat+—Cl-, 2.81; Mgt?—S—~, 2.54 A. This decrease is not due to 
lack of compensation of the changes in the electron distributions (the 
_ wnivalent radius sums remain nearly constant), but results instead from 
the effect of doubling the electric charges on the ions. 

With increase in valence there are corresponding great increases in 
hardness, melting poini,, and other properties of ionic crystals of an iso- 
electronic sequence. 

The comparison .of the radii with experimental values of interionic 
distances and the discussion of various corrections are treated in the 
following sections. 

The first roughly correct values assigned to ionic radii were those ob- 
tained by Landé" from the assumption that in the lithium halogenide 
crystals the halogen ions are in mutual contact (see Sec. 13-3). More 
accurate values were then given in 1923 by Wasastjerna, who divided 
the observed interionic distances in crystals in ratios determined by the 
mole refraction values of the ions, the mole refraction being roughly 
proportional to ionic volume. The following values were given by 
Wasastjerna: 


O-- 1.32A F- 1.38A Nat 1.01 A Mgt+ 0.75 A 
S-- 1.69 Cl- 1.72 K+ 1.30 Cat+ 1.02 
Se-- 1.77 Br- 1.92 Rb+ 1.50 Sr++ 1.20 
Te 1.91 I- 2.19 Cst 1.75 Batt 1.40 


These agree with the values of Table 13-3 to within about 0.10 A in gen- 
eral. 

Wasastjerna’s table of radii was then revised and greatly extended 
by Goldschmidt by the use of empirical data.“ Goldschmidt based his 
values on Wasastjerna’s values 1.33 A for F~ and 1.32 A for O--, and, 
using data obtained from crystals that he considered to be essentially 
ionic in nature, he deduced from this starting point empirical values of 
the crystal radius for over 80 ions. His values (indicated by G) ar 
compared with those from Table 13-3 in Table 13-4. 

The agreement is good in general, and would be better if Gold- 
schmidt had selected 1.40 A instead of 1.82 A for O-— as the basis for 


4A, Landé, Z. Physik 1, 191 (1920). 

16 J, A. Wasastjerna, Soc. Sci. Fenn. Comm. Phys. Math. 38, 1 (1923). 

*V, M. Goldschmidt, ‘‘Geochemische Verteilungsgesetze der Elemente,” 
Skrifter Norake Videnskaps-Akad, Oslo, I, Mat.-Naturv. Kl., 1926. 
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Tasie 13-4.—Companrison or CrysTau Rap rromM TaBue 13-3 
wirtH GOLDSCHMIDT'S VALUES 
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G 1.32 1.33 .98 73 57 .39 
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GO 474 1.8! 1.33 1.06 .§3 . 64 
Se7~ Rr- Rbt Srtt+ Yat Zrt+ 
1.98 1.95 1.48 1.13 0.93 0.80 
G 1.91 1.96 1.49 1.27 1.06 87 
Te-7 {- Cst Batt La3*+ zett 
2.21 2.16 1.69 1.35 ses Bs 1.01 
1.65 1.43 1.22 1.02 


G 2.11 2.20 
the values for bivalent ions. W. L. Bragg and his collaborators in their 
early important investigations'’ on the structure of silicates and related 
crystals select@d 1.35 A for the radius of O-~ as well as F-, this value 
having been indicated by the average O-—O distance 2.7 A observed in 
crystals showing anion contact (Sec. 13-5). 


TABLE 13-5.—EMPIRICAL CRYSTAL RapII 











Wrt 1.76A Ratt 1.40 A Acti i.18 A 
NH; 1.48 Ybr+ 1.12 Cet++ 1.114 Three 1.14 
Gat Lu Gett 0.93 Prt+tt 1.09 Pott 1.12 
Int 1.32 Snt+ 1.12 Ndtt+ 1.08 Uttt+ 1.11 
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Prttt+ 92 Butt 1.12 Eut++ 1.03 Amtt+ 1.06 
Bed ae 90 Tutt 0.76 Gdtt+ 1.02 Patt++ 0.98 
Vit .88 vit 74 Thtt+ 1.60 [Jtt+++ 97 
Cr++ 84 Crtt+ 459 Dytt++ 0.99 Npttt+ 95 
Mntt .80 Mnt+t .66 Hottt+ .97 Putttt .93 
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Cott 74 Cottt .63 Trat** 95 
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Patt 86 Vittt 60 Lut 93 
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Mn tr. .o4 
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17 W. L. Bragg and J. West, Prac. Roy. Soc. London, A114, 450 (1927); W. L. 
Bragg, The Alomic Structure of Minerals, Cornell University Press, 1937. 
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Empirical crystal radius values, based on O-- = 1.40 A and de- 
signed for application to the same standard crystals, are given in Table 
13-5. ‘These are in part obtained from Goldschmidt’s set with suitable 
smal. corrections.'§ 


13-3. THE ALKALI HALOGENIDE CRYSTALS 


The alkali halogenides all crystallize with the sodium chloride ar- 
rangement (Figs. 1-1, 13-4) except cesium chloride, bromide, and 


Fig. 13-4.—TFhe’ arrangement 
of sodium ions and chloride ions 
in the sodium chloride erystal (see 
also Fig. 1-1). 





ic. 13-5.—The arrangement of 
cesium tons and chloride ions in the 
cesium chloride crystal. 





iodide,!® which have the cesium chloride arrangement, shown in Figure 
13-5. (The chloride, bromide, and iodide of rubidium have also been 
found to assume this structure under high pressure,*® the transitions 


18 The values for the ions La* ++ to Lutt+ are froin D. H. Templeton and C. H. 
Dauben, J.A.C.S. 76, 5237 (1954). 

18 These salts have been found to have the sodium chioride arrangement 
when deposited from the vapor onto cleavage surfaces of mica or certain other 
crystals: I. G. Schulz, J. Chem. Phys. 18, 996 (i950). The observed interionic 
distances Cs*—Cl~- = 3.47, Cst—-Br- = 3.62, Cst--I- = 3.83 A. 

20 J. C. Slater, Phys. Rev. 23, 488 (1924); P. W. Bridgman, Z. Krisi. 67, 363 
(1927); L. Pauling, zbzd. 69, 35 (1928); R. B. Jacobs, Phys. Rev. 53, 930 (1938); 54, 
468 (1958). The potassium halides other than the fluoride are réported to show 
similar transitions at «about 20,6000 kg/cm?; see also P. W. Bridgman, ibid. 57, 
237 (1940). 
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occurring at about 5000 kg/em?; aad cesium chloride has a high-tem- 
perature modification with the sodium chloride arrangement, stable 
above 460°C.2" Crystals ef rubidium bromide grown from aqueous 
solution onto criented silver films have the cesium chloride arrange- 
ment,” with Rb+—Br- =: 3.53 A. The observed values of interionic 
distances for the crystals with the sodium chloride structure are com- 
pared with the radius sums in Table 13-6. 


TABLE 13-6.—INTERIONIC DISTANCES FoR ALKALI HALOGENIDE CRYSTALS 
WITH THB SoptuM CHLORIDE STRUCTURE 
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Radius sum F- 1.9¢6A 2.31A 2.69A 2.84A 3.05A 
Observed distance 2.01 2.31 2.67 2.82 3.01 
Radius sum Cl- 2.41 2.76 3.14 3.29 3.50 
Observed distance 2.57 2.81 3.14 3.29 3.47 
Radius sum Br- 2.55 2.90 3.28 3.43 3.64 
Observed distance 2:75 2.98 3.29 3.43 8.62 
Radius sum I= 2.76 3.11 3.49 3.64 3.85 
Observed distance 3.02 3.23 3.53 3.66 3.83 
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It is seen that the agreement is not very good in general, the lithium 
salts showing especially large deviations, and that no set of ionic radii 
could reproduce the experimental values satisfactorily, since these 
values do not satisfy the criterion of additivity. The difference be- 
tween the observed values for Lit—-I- and Lit—-F- is 1.01 A, and that 
between Rb?t—I- and Rb+—F* is only 0.84 A; these quantities, repre- 
senting the difference in radius of I~ and F-, should be equal. 

Anion Contact and Double Repulsion.?*—The explanations of the 
deviations from additivity are indicated by Figure 13-6, in which the 
circles have radii corresponding to the crystal radii of the ions and are 
drawn with the observed intezionic distances. It is seen that for LiCl, 
LiBr, and Lil the anions are in mutual contact, as suggested in 1920 by 
Landé.“ A simple calculation shows that if the ratio p = r,/r_ of the 
radii of cation and anion falls below 1/2 ~- 1 = 0.414 anion-anion con- 
tact will occur rather than cation-anion contact (the ions being con- 
sidered as rigid spheres). A comparison of apparent anion radii in 
these crystals and crystal radii from Table 13-3 is given in Table 13-7. 

The radius ratio for lithium fluoride is 0.44. In this crystal each 
anion is approaching contact not only with the surrounding catious but 


1 C.D. West, Z. Krist. 88, 94 (1934). 
2. G. Schulz, J. Chem. Phys. 19, 504 (1952). 
23 Pauling, loc. cit. (9). 
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&b* Cs° 





Fig. 18-6.—-The arrangement of ions in cube-face layers of alkali 
halogenide crystals with the sodium chloride structure. 


also with other anions. In consequence, the repulsive forces are larger 
than they would be for either anion-cation or anion-anion contact alone, 
and equilibrium with the attractive Coulomb forces is reached with a 
lattice constant such that the cation-anion distance is larger than the 
sum of the radii and the anion-anion distance is also larger than twice 
the anion radius. This phenomenon of double repulsion is shown by 
sodium iodide, bromide, and chloride. 

It is seen that the radius ratio is an important quantity in influencing 
the properties of ionic crystals. Its significance in the chemistry of 
ionic substances was first pointed out by Magnus™ and was emphasized 
by Goldschmidt® in the field of crystal chemistry. The effect of the ra- 
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Apparent radius in LitX- Crystal radius 
Cl- 1.82 A 1.81 A 
Br- 1.95 1.95 
bas 2.12 2.16 
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«A. Magnus, Z. anory. Chem. 124, 288 (1922). 
*% Goldschmidt, lec. ctf. (16). 
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dius ratio on the properties of ionic substances is discussed below in 
connection with a more refined treatment of the phenomena of anion 
contact and double repulsion. 

The Cesium Chloride Arrangement.— Ammonium chloride, bromide, 
and iodide crystallize with both the scdium chloride and the cesium 
chloride structures, the former being stable abeve the transition tem- 
peratures (184.3°, 187.8°, and —17.6°C., respectively), and the latter 
below these temperatures. The interionic distances for the crystals 
with the cesium chloride structure are about 2 percent greater than for 
those with sodium chloride structure, and it was inferred by Goid- 
schmidt that this 3 percent change should hold in general. Moreover, a 
simple theoretical argument can be given in support of this. Itech cat- 
ion is in contact with eight anions in the cesium chloride structure, 
but with only six in the sodium chloride structure. It seems not un- 
reasonable to place the ratio of repulsive coefficients Bosci/ Brac equal 
to 8/6; with use of Equation 13-3 we then obtain 


Reeci sf Beeci = {5 — 
Rnaci VB a Acec) 


6 1.7627 
which with n = 9 gives Rosci/Rnaci = 1.0386 and with n = 12 gives 
1.027. For this reason the Cst—J- distance used in the derivation of 
radii in Section 13-2 was taken to be 2.7 percent less than the observed 
value.?? . 

The observed interionic distances for the cesium and rubidium 
halogenides (the latter beiug at high pressure) with the cesium chloride 
structure are compared with the crystal radius sums in Table 13-8. 

The increase in interionic distance of approximately 3 percent is of 
especial interest in relation to the questior of the relative thermody- 
namic stability of the two structures. It is seen from Equation 13-5 
that if the Born postulate were valid the cesium chloride and sodium 
chloride modifications of a substance would have the same energy (and 
presumably nearly the same free energy) when the equilibrium inter- 
ionic distances have the same ratio as the Madeiung constants, that is, 
at the value Rosci/Rwact = Acsci/Anacn *= 1.0135. Actually the tran- 
sition occurs at about 1.030 fer the rubidium halogenides, and the sta- 
bility of the cesium chloride modification of the cesium halogenides 
shows that the equilibrium ratio is greater than 1.022 to 1.029 for them 











26 At still lower temperatures the substances undergo further transitions to 
formas characterized by decreased freedom of rotational motion of the ammonium 
ions. 

27 A more detailed discussion of the change in interionic distance accompanymg 
this transition for the cesium and rubidium halides has been published: Pauling, 
loc. cit. (20). 
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TABLE 13-8.—INTERIONIC DISTANCES FOR CRYSTALS WITH THE 
Crestum CHLORIDE STRUCTURE 
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Observed distance Radius sum Ratio 
CsCl 3.564 3.59 A 1.02 
CsBr 3.72 3.64 1.022 
Csi 3.96 - 3.85 1.029 
RbCl 3.444 é.29 1.036 
RbBr 3.53 3.43 1.028 
RbI 3.75! 3.64 1.030 
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¢ Calculated from the density changes reported by Bridgman ag accompanyiug 
the transitions. This value is probably a little too jarge. 
> R. B. Jacobs, Phys. Rev. 54, 468 (19388). 


also. This requires the crystal energy fcr the cesium chloride structure 
to be greater than that given by the Born equation (relative to that for 
the sodium chloride structure) by about 2 percert, which is about 
3 kcal/mole. Various suggestions have been made as to the source of 
this extra stability (van der Waals forces,”® multipolar deformation,” 
etc.), but the question must be considered as still unsettled. 

A Detailed Discussion of the Effect of Relative Ionic Sizes on the 
Properties of the Alkali Halogenides.-—A simple detailed representa- 
tion of interionic forces in terms of ionic radii has been formulated that 
leads to complete agreement with the observed values of interionic dis- 
tances for alkali halogenide crystals and provides a quantitative theory 
of the anion-contact and double-repulsion effects.** 

Let us assume that the mutual! potential energy of two ions A and B 
at the distance ran cam be expressed approximately by the equation 


zazpe? (Gra + rp)" 
Bx pBoe? —--—— 


n 
TAB TAR 








UAR = (13-9) 


in which zae and zze are the electric charges of the ions, 74 and 7” con- 
stants representing their radii (which we shali call standard radit), Bo 
is a characteristic repulsive coefficient, and Sas is a constant with the 
value 1 for univalent cation-anion interaction, 1.25 for cation-cation in- 
teraction, and 0.75 for anion-anion interaction. This form for the 


28 Born and Mayer, loc. czt. (2). 

29 Lévy, op. cit. (2). 

80 J,, Pauling, J.A.C.S. 50, 1036 (1928); Z. Krist. 67, 377 (1928). 

31 The values for San are obtained from a quantum-mechanical discussion: 
L. Pauling, Z. Krist. 67, 377 (1928). Equation 13-9 and the following equations 
differ slightly from those originally published in that (ra + rs)" replaces 
(ra + rp)". 


524 The Sizes of Lons 


repulsive term, with inclusion of the factor (ra + 73)*, is reasonable 
in that it makes the repulsive forees increase in magnitude with increase 
in the sizes of the ions. 

For a crystal with the sodium chloride structure containing univalent 
cations and anions with radii r, and r_, respectively, the total energy 
per molecule then becomes 





Ae? (ry +r) ( 2r4)e7) 
V = — ——-+ 6Bge? ——— 61 25 Bye* —— 
R + 6Beoe Re + o€ (/8 By 
+ 6-0. 75 Bee? Sf li (13-10) 
e i 0 aaa - 
(/2 R)* 


in which the first term on the right, containing the Madelung constant, 
results from summing the Coulomb terms (the first term of 13-9), & 
being the minimum cation-anion distance in the crystal, the second 
term represents the repulsion between each cation and its six anion 
neighbors, the third term the repulsion of each cation and its nearest 
cation neighbors, at the distance +/2 R, and the fourth term the repul- 
sion of anion-anion neighbors at the distance ./2 R. The repulsions of 
more distant ions are neglected. This equation can be rewritten in the 
form 





Ae®? 6Bre? 1.25(2r,)*- 
Vw St le bt 
R (r, +r) J" 


+ 0.75 a | (13-11) 


which is analogous to Equation 13-2; the equilibrium value of # is ac- 
cordingly found from Equation 13-3 to be 


Ro = (r+ + 17-)F (0), (13-12) 


in which F(p) is a function of the radius ratio p = 74/r, with the form 


F( : (yr fs n 1.25 ( 2p y 
oO NA (J2)"\p +1 


BLY YT com 


It is convenient to give By a value (nBy = 0.262) such as to make 
F(p) equal to unity for p = 0.75; this causes Ro to be equal to the sum 
of the standard radii of cation and anion for crystals with this radius 
ratio, which was selected as standard in Section 13-2 because it is ap- 
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proximated.by isoelectronic alkali and halogenide ion pairs. More- 
over, the exponent 7 is assumed to have the value 9 for all the alkali 
halogenides, for the sake of simplicity. 

The form of the correction factor /(p) as a function of p is shown in 
Figure 13-7. The broken line represents the same function for rigid 
spheres (n = ©). Jtis seen that for p less than about 0.35 anion con- 
tact is effective in determining the equilibrium interionic distances, and 
between 0.35 and 0.60 the curve for n = 9 rises above the rigid sphere 





Fig. 13-7.—The function F(p) showing the effect of radius ratio on 
equilibrium interionic distance of crystals with the sodium chloride 
arrangement. 


curve because of the operation of the phenomenon of double repulsion. 
It is interesting to note that at p = 0.28, corresponding to Lil, F(,) 
falls about 1 percent below the rigid anion contact curve; this explains 
the low value for the I-—J~ distance in this crystal (Table 13-7). 

It is possible by assigning suitable values to r, and r_ for the nine 
alkali and halogenide ions to calculate, with Equations 13-12 and 13-13, 
values of &o for the 17 alkali halogenides with the sodium chloride 
structure at room temperature that agree with the experimental values 
to within 0.001 A on the average. The comparison of calculated and 
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observed values is given in Table 13-9. The agreement is striking, 
especially when it is considered that the radius-ratio effect for lithium 
iodide amounts to 0.247 A, nearly 10 percent of Ro; and there is accord- 
ingly listle doubt that the deviations from additivity in the interionic 
distances in the alkali halogenide crystals are to be attributed to this 
effect. 

The standard radii 7: and r_ for the ions have the same values as the 
corresponding crystal radii (to within 0.008 A) except for F~ and Cst, 
which show somewhat larger deviations, —0.019 and —0.034 A, re- 


TABLY 12-9.- -CALCULATED AND OsseRVED INTERIONIC DisTANCES 
In ALKALI HALOGENIDE CRYSTALS 


eer se en Ae ANTE 5 ASLO. SS CRG A 





cere nas cape tena wane wenn a iC TATE AEA AE AER NA AC ATC A SS ATES A CRY SE at Sr a, 





F- Cl- Br~ ae 
r_=].341 1.806 1.953 2.168 
pit 2.0092 2.966 2.747 3.022 
+ =0.607 2.009 2.566 2.747 3.925 
Nat 2.303 2.814 2.980 3.233 
0.958 2.307 2.814 2.981 3.231 
Kt 2.664 3.139 3.293 3.529 
1.331 2.664 3.139 3.293 3.526 
Rbt 2.817 3.283 3.434 3.664 
1.484 2.815 3.285 3.434 3.663 
Cst* 3.005 3.451 3.598 3.823 
1.656 3.005 3.47% 3.62 3 .83° 


ee a ne a ae GE EE OT TS MCN TAS RATT IC RTT SC NT AOI 


« The upper value of each pair is calculated, the lower observea. 
6 These values are unreliable. 


spectively. It is possible that these deviations are to be attributed to 
the use of the constant value 9 for n. 


% Similar calculations with use of an exponential form for the repulsive po- 
tential have been made by M. L. Huggins and J. E. Mayer, J. Chem. Phys. 1, 
643 (1933), and M. L. Huggins, zbid. 5, 143 (1937). The problem has been 
treated also by J. A. Wasastjerna, Soc. Sci. Fenn. Comm. Phys. Math. VIII, 21 
(1935). : : 

It is possible to extend the treatment of this section, based on Equation 13-9, 
to crystals other than the alkali halogenides, with suitable choice of standard 
radii. It is found that the standard radii differ somewhat in general from the 
univalent radii of Table 13-3, because of the different choice of values of n. 
An approximate value for the standard radius of a multivalent ion can be ob- 
tained by multiplying its crystal radius by 2‘, z being the magnitude of the 
valence of the ion; this is the correction factor from crystal radius to univalent 
radius corresponding ton = 9. 
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The deviations in additivity of interionic distances in the alkali 
halogenides resulting from the radius-ratio effect may be expected to be 
associated with irregularities in other properties of the substances. For 
some properties the radius ratio is unimportant; thus the interatomic 
distance in a gaseous diatomic salt molecule is not a function of it (for 
only the radius sum enters in the equation expressing the potential 
energy of two ions), nor is the energy of formation of such a molecule 
from free ions. In order to separate the effect of the radius ratio from 
other effects let us define for each substance a corresponding hypothet- 
ical standard substance, namely, one with the same radius sum r4 + r_ 
and the same ionic properties otherwise, but with the standard radius 
ratio 9 = 0.75. ‘The properties attributed to this hypothetical sub- 
stance will be designated as corrected for the radius effect or, briefly, 
corrected. - 

The properties to be expected for the hypothetical alkali halogenides 
with p = 0.75 are the following: The equilibrium interionic distances 
would ve additive, being equal tor, -+ r_. The crystal energy, which 
is inversely proportional to the interionic distances, would show a cor- 
responding regularity. A large number of properties of salts depend 
essentially on the crystal energy-——the heat of fusion, heat of sublima- 
tion, melting point, boiling point, solubility, etc. All of these proper- 
ties would exhibit for the hypothetical alkali halogenides a regular de- 
pendence on the interionic distance, and hence the values of any one of 
these properties should vary monotonically for a sequence LiX, Nax, 
KX, RbX, CsX, or MF, MCi, MBr, MI. The properties of the actual 
alkali halogenides deviate greatly from this expected regularity, as is 
seen from Figures 13-8 and 13-9, which show on the left the experi- 
mental values of their melting points and boiling points. 

The explanation of these irregularities.is given by the radius-ratio 
effect. The crystal energy of the corrected and that of the actual 
alkali halogenide crystal can be calculated with Equation 13-5. Values 
of the difference AU, between the corrected and the actual energy ob- 
tained in this way are given in Table 13-10. This energy quantity is 
required to correct the heat of sublimation, as the energy of a gaseous 
molecule is not a function of the radius ratio. 

The heat of sublimation at room temperature is equal to the sum of 
the heat of fusion at the melting point, the heat of vaporization at the 
boiling point, and the difference between the heat capacity of the solid 
and liquid and that of the vapor, integrated from room temperature to 
the boiling point; so that the energy correction AU, is to be divided 
among these quantities. For potassium chloride the heat of fusion 
amounts to 10 percent of the heat of sublimation, the integrated heat 
capacity difference to 30 percent, and the heat of vaporization to 60 
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Fie. 13.8.—The observed melting points of the alkali halogenides 
(left) and values corrected for the radius-ratio effect (right.) 
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Fic. 13-9.—The observed boiling points of the alkali halogenides (left) 
and values corrected for the radius-ratio effect (right). 
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percent. It might be reasonable to apportion the correction AU, in 
these ratios; however, it is to be expected that the transition from crys- 
tal to liquid would destroy in some part the octahedral ccordination of 
the ionic aggregate, causing the heat of fusion to assume a larger share 
of the radius-ratio ccrrection, and that furthermore the coordination 
surviving in the liquid would decrease rapidly with increasing temper- 
ature, causing the heat content of the liquid alsc to assume more than 
its proportionate share of AUy. The following calculations were made 
by apportioning 20 percent of AU» to the heat of fusion and 40 percent 


TasBue 13-10.—Tup Errect or Rapius Ratio on Crrstau Enzrey, Borine 
Points, AND Mgutine Points or Tan ALKALI HaLOGENIDHS 





F- Cl- Br- i> 
AUg= 7.9 27 13.8 15.1 keal/mole 

Lit ATsp™ 132° 212° 230° 252° 
AT yp = 264° 424° 460° 504° 

0.4 3.3 4,2 5.4 

Nat a, 55° 70° 90° 
14° 110° 140° 180° 

— 0.6 0.1 0.5 1.2 

K+ — 10° 2° 8° 20° 
— 20° 4° 16° 40° 

— 0.5 — 0.3 —- 0.1 0.5 

Rbt — 8° -~ & — 2° 8° 
— 16° — 10° — 4° 16° 

0.5 — 0.4 —- 0.3 — 9.1 

Cat 8° See Gt —- 35° — 2° 
16° — 13° — 10° — 4° 





to the heat of vaporization, these proportions being chosen partly in or- 
der to give satisfactory results in the consideration below of melting 
points and boiling points. 

The heat of sublimation and related heat quantities are not known 
accurately enough throughout the series to permit a direct test of the 
effect. The boiling point of a substance is, however, related to its heat 
of vaporization by Trouton’s rule, according to which the entropy of 
vaporization is a constant. For the alkali halogenides this constant is 
found experimentally to be about 25 cal/mole degree. If the relation 
is assumed to hold for the corrected alkali halogenides, the boiling point 
correction, in degrees, is AT pp = 0.40AU,/0.024. If we similarly as- 
sume the entropy of fusion to be constant (Richard’s rule) with the 
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value 6.0 cal/mole degree, the melting point correction is AT me = 0.20 
AlT,/0.0060. The values calculated for ATpp and AT mp are included 
in Table 13-10. 

The observed melting points and boiling points of the alkali halogen- 
ides (Figs. 13-8 and 13-9, left side) show large irregularities; thus the 
bviling points and melting points of all the lithium salts lie below those 
of the corresponding sodium salts. It has been suggested® that these 
irregularities are due to deformation of the ions. Our calculations 
show, however, that they result mainly from the radius-ratio effect. 
The corrected melting points and boiling points vary in a regular man- 
ner throughout each sequence and correspond closely in qualitative be- 
havior to the interionic distances, except for a small deviation shown 
by the cesium salts. 

Alkali Halogenide Gas Moleécules.—-The amount of partial ionic 
character of the single bond in an alkali halogenide gas molecule is 
estimated* from the electronegativity differences to lie between 43 per- 
cent for Lil(g) and 94 percent for Csk(g). (The bonds in the crystals 
have roughly the same fraction of ionic character: the ionic structures 
are favored relative to the gas molecule by the increase in the Madelung 
constant, and the covalent structures are favored by having six or eight 
positions, rather than one; these two effects roughly counteract one an- 
other.) It might accordingly be expected that the structure and prop- 
erties of the gas molecules could be discussed with use of an equation 
analogous to Equation 13-12, and with the same values of the standard 
radii and of the repulsion coefficient Bo. 

It might be thought that this treatment would provide a poor ap- 
proximation because of the neglect of polarization of each of the two 
ions in the electric field of the other.* However, there is reason to 
think that the neglect of polarization does not introduce great error. 
First, the effect of multipole polarization as well as of the partial cova- 
lent character of the bonds is taken into account in the treatment of 
the crystals by the evaluation of the Born exponent n from the observed 
compressibility and of the repulsion factor from the observed interionic 
distance. Second, in the gas molecule, in which there is dipole polari- 
zation mainly of the anion, its effect in causing increased attraction of 
the ions may be largely neutralized by the increased repulsion caused 


33K. Fajans, Z. Krist. 61, 18 (1925). 

34 These values should be decreased by a few percent to take account of the 
structures involving a bond formed with a pair of w electrons of the h'' zenide 
ion and a 7 orbital of the alkali ion. 

35 For a treatment with consideration of polarization, see E. S. Rittner, J. 
Chem. Phys. 19, 1030 (1951); E. J. W. Verwey and J. H. deBoer, Rec. trav. chim 
59, 633 (1940). 
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by the increase in electron density of the anion on the side adjacent to 
the cation. 

During the last few years the application of the techniques of micro- 
wave spectroscopy to these gas molecules has provided muck precise 
information about their properties.2@ It has been found*’ that the ob- 
served values of the internuclear distances can be closely approximated 
by use of an equation analogous to Equation 13-12. The potential 
energy of the molecule, analogous to 13-10 for the crystal, is 


ze? As Bye*(r4 + 7r_)™ 


Tr r™ 


V=- (13-14) 
By differentiating V with respect to r and equating the derivative to 
zero, the equilibrium internuclear distance r, is found to be 


te = (ry + r-)(nBo)l-P © isetS) 


The calculated values of r, obtained by giving nB, its crystal value 
0.262, rs and r_. their crystal values (Table 13-9), and 7 the crystal- 
compressibility values of Table 13-2 agree roughly with the observed 
values. The calculation is, however, sensitive to 1; a change in n by 1 
(this is about the reliability of the values in Tabie 13-2) corresponds to 
a change in r. of about 0.050 A. We may accordingly make use of 
the 15 accurate experimental values for r. given in Table 13-11 to 
evaluate n. The values of n obtained in this way are given just below 
the experimental values of 7, in the table. They differ from those of 
Table 13-2 by an average of 1.2. They can be expressed with an 
average deviation of +0.06 as the sum of values n, and n_ for the ions, 
as shown in Table 13-11 just below the symbols of the ions. The cor- 
responding deviation for r, is +0.003 A. 

These values of 2; and n_ may be used to predict values of the equi- 
librium interionic distance for the five molecules for which experi- 
mental values have not yet been obtained. The predicted values are 
given in parentheses. 

The calculated values of the vibrational frequency and of the heat 
of formation agree well with the available experimental values. It 
seems likely that this simple model, with neglect of polarization, may 


36 This information has been summarized by 4. Honig, M. Mandel, M. L. 
Stitch, and C. H. Townes, Phys. Rev. 96, 629 (1954). Values of r, have been 
reported also for some other halogenides from high-temperature microwave 
studies by A. H. Barrett and M. Mandel, ibd. 109. 1572 (1958); GaCl, 2.2017; 
GaBr, 2.3525; Gal, 2.5747; InCl, 2.4011; InBr, 2.5432; In!, 2.754; TIF, 2.0844; 
TIC], 2.4848; T1Br, 2.6181; Ti, 2.8135. 

87 1,, Pauling, Proc. Nat. Acad. Sci. India A25, 1 (1956). The discussion in 
the text corrects some numerical errors in this paper. | 
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be used in general for the prediction of the properties of ionic molecules. 

The model has been applied** to the dimers of alkali halogenide mole- 
cules, M:X2(g). The molecule M2X, has the form of a rhombus, with 
the edge M+—X~ about 0.17 A greater than in MX(g) and with a dif- 
ference in the M+-—-M+ and X-—X~ diagonals as expected from the 
‘radii (extreme values of the difference are —0.51 A for Lil and +0.17 


TABLE 18-11.—INvERIONIC DisTaANCcES IN ALKALI 


HaLocyenivg Gas Mo.tecuies 





re terre 


F- Cl- Br- I- 

n. = 1.9 4.2 4.8 5.6 
Lit (1.520 A) (2.029 A) 2.170 A 2.392 A 

n, = 4.5 (6.4) (8.7) 9.20 10.10 
Nat (1.846 A) 2.361 A 2.502 A 2.712 A 

ny = 5.2 (7.1) 9.62 10.01 10.66 
K+ (2.189 A) 2.667 A 2.821 A 3.048 A 

n, = 65.1 (7.0) 9.30 9.87 10.69 
Rb+ (2.242 A) 2.787 A 2.945 A 3.177 A 

, = 4,9 (6.8) 9.08 9.70 10.53 
Cat 2.3845 A 2.906 A 3.072 A 3.315 A 

ny = 4.6 6.46 8.64 9.37 10.35 





A for CsF). The calculated values of —AH° for the reaction 
2MX(g) — MeX:(g) range from about 41 kcal/mole for Cs:Iz:to 59 
kcal/mole for Li,F,. They agree reasonably well with the experi- 
mental values.* 

Other complexes have also been observed :#° MM’X.2, MsXs, MiX4, 
MeX+, MsXat, M,Xs+. Similar hydroxide and water complexes 
({KOH,*]*) have also been reported.” 


388°, A. Milne and D. Cubicciotti, J. Chem. Phys. 29, 846 (1958). Similar 
calculations with polarization have also been made: C. T. O’Konski and W. I. 
Higuchi, sbid. 23, 1174 (1955). 

39 N. A. Yonov, Doklady Akad. Nauk 8.S.S.R. 59, 467 (1948); R. C. Miller 
and P. Kusch, J. Chem. Phys. 28, 860 (1956); R. F. Porter and R. C. Schoon- 
maker, ibid. 29, 1070 (1958); J. Berkowitz and W. A. Chupka, ibid. 653; P. 
Kusch, ibid. 28, 981 (1958); A. C. Pugh and R. F. Barrow, Trans. Faraday Soc. 
54, 671 (1958); S. H. Bauer, R. M. Diner, and R. F. Porter, J. Chem. Phys. a4 
991 (1958); R. C. Schoonmaker and R. F. Porter, ibid. 30, 991 (1959); M 
Kisenstadt, V. S. Rao, and G. M. Rothberg, ¢bid. 604. 

4°R, F. Porter and R. C. Schoonmaker, J. Chem. Phys. 28, 168 (1958); 
ibid, 62, 486 (1958). 

4. Porter and Schoonmaker, loc. cit. (40); W. A. Chupka, J. Chem. Phys. 30, 
458 (1959). 
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13-4. THE STRUCTURE OF OTHER SIMPLE IONIC CRYSTALS 


The Alkaline-Earth Oxides, Sulfides, Selenides, and Tellurides.— 
Ali the alkaline-earth compounds with oxygen, sulfur, selenium, and 
tellurium crystallize with the sodium chloride arrangement except 
beryllium oxide and magnesium telluride, which have the wurtzite 
structure, and beryllium sulfide, selenide, and telluride, which have the 
sphalerite structure. On comparison of observed interionic distances 
with the sums of the crystal radii, shown in Table 13-12, excellent agree- 
ment is found except for the magnesium compounds. This agreement 
provides a striking verification of the arguments used in the derivation 
of the table of crystal radii, inasmuch as the experimental values for 
these substances were in no way involved in the formulation of the 
table. 


TaBLE 13-12.—INtTERIONIC Distances IN Cr¥staLs Mtt+X-—~ wire 
yon Sopium CHLORIDE ARRANGEMENT 





Mgt+ Catt Qrtt Batt 
Radius sum pe 2.05A 2.39A 2.58A 2.75A 
Observed distance . 2.10 2.40 2.54 2.75 
Radius sum s-- 2.49 2.83 2.97 3.19 
Observed distance 2.54 2.83 3.00 3.18 
Radius sum Se-- 2.63 2.97 3.11 3.33 
Observed distance 2.72 2.96 3.11 3.31 
Radius sum Te-- 3.20 3.34 3.56 
Observed distance 3.17 3.33 3.50 


In magnesium sulfide and selenide the anions are in contact; the 
radii deduced on this assumption (1.80 A for S--, 1.93 A for Se-—) are 
slightly smaller than the crysta! radii. The ratio Rugt*+/Ro-— is 0.46, 
which lies in the region in which double repulsion is operative; this ac- 
counts for the high value observed for magnesium oxide. 

Crystals with the Rutile and the Fluorite Structures; Interionic Dis- 
tances for Substances of Unsymmetrical Valence Type.—In a crystal 
of a substance of unsymmetrical valence type, such as fluorite, CaF: 
(Fig. 13-10), the equilibrium cation-anion interionic distance cannot be 
expected necessarily to be given by the sum of the crystal radii of the bi- 
valent calcium ion and the univalent fluorideion. The sum of the uni- 
valent radii of calcium and fluoride, 2.54 A, would give the equilibrium 
interionic distance in a hypothetical crystal with attractive and re- 
pulsive forces corresponding to the sodium chloride arrangement. 
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This can now be corrected for the valence effect in the foliowing way.” 
According to Equation 13-3 the ratio of equilibrium distances for the 
two structures is 


Buc teal 


Now in fluorite there are eight cation-anion contacts per stoichiometric 
molecule, and in NaC! six; we accordingly assume the ratio Bcur,/Bnaci 


Rear, ‘fa Aneci) ~? 


Rye 





Fig. 13-10.—The structure of the cubic crystal fluorite, 
CaF, Small! circles represent calcium ions and large circles 
fluoride ions. 


to have the value . Introducing this and the values of Anaci (1.7476) 
and Acar, (5.0388) in this equation and placing m equal to 8 (the mean 
of the values of Cat+ and F-), we obtain Roar,/Rnaci = 0.894, which 
on multiplication by the sum of the univalent radii gives for Roar, the 
value 2.27 A. 

This. value is Somewhat smaller than the observed Cat+*—F- dis- 
tance for fluorite, 2.36 A. Ibis probable that the snion-anion contacts 


42 Pauling, loc. cit. (9); a more detailed discussion of methods in calculating 
interionic distances from univalent radii has been given by W. H. Zachariasen, 
Z. Krist. 80, 137 (1931). 
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in fluorite make the ratio Bcar,/ Bact: somewhat greater than $, perhaps 
about % (that is, proportional to the number of ions); this leads to a cal- 
culated value of 2.32 A. 

It is found empirically, indeed, that these complicated and unreliable 
calculations need not be made; in general even for substances of un- 
symmetrical valence type the interionic distances are very closely ap- 
proximated by the sum of the crystal radii. For fluorite this sum is 
2.35 A, which agrees very well with the observed value. The reason 
for this is apparent; in the crystal radius of Cat+ a correction for bi- 
valence of cation and anion is made, and this has nearly the same mag-. 
nitude as the correction for bivalence of cation alone made for the sum 
of the univalent radii of calcium and fluorine. 

A comparison of observed interionic distances and crystal radius 
sums for some crystals with the fluorite structure and some with the 
rutile structure is given in Table 13-13. It is seen that in general the 
agreement is excellent. Similarly good agreement is found for other 
ionic crystals of unsymmetrical valence type, the available data being 
so extensive as to prevent their reproduction here. For these crystals, 
as for those of symmetrical valence type also, greater refinement can be 
attained in the discussion of interionic distances by considering the 
effect of change of ligancy. This question is treated in the following 
section. 

It is of interest in connection with the theory of interionic forces dis- 
cussed in the preceding section to consider the rutile crystal in some- 
what greater detail. The structure of this crystal, aside from the ab- 
solute dimensions, depends on two parameters, the axial ratio co/a) and 
another parameter determining the positions of the oxygen atoms (Fig. 
3-2). This parameter can be given a value, for any value of ¢o/dap, 
such as to make the distances from the cation to the six surrounding 
anions equal, as is reasonable for an ionic crystal. The Madelung con- 
stant is then found on calculation to be given by the expression 


C 
Ar, = 4.816 — 4.11(0.721 = =~.) (13-16) 
ao 


It is seen that A nas its maximum value, corresponding to maximum 
stability of the crystal, if Ro is constant, at co/a> = 0.721. This is 
greater than the values observed, which lie near 0.66 (0.660 for MgFs, 
0.644 for TiOs, etc’). The explanation of this is seen when the F-—F- 
and O--—-O~~ distances are considered; the axial ratio 0.721 corre- 
sponds to a very small value of the minimum anion-anion distance— 
about 2.40 A, as compared with 2.72 and 2.80 A, twice the crystal 
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Taste 18-13.—Inrertonic DIsTaNcEes ror SUBSTANCES OF 
UNSYMMETRICAL VALENCE TyPn 





Radius Observed Radius Observed 
sum distance sum distance 


Crystals with the fluorite structure 





CaF, 2.35A 2.386A NaO 2.35 A 2.40A 
SrF. 2.49 2.50 K:0 2.69 2.79 
BaF, 2.71 2.68 Rb:O 2.88 2.92 
RaF; 2.76 2.76 Lis 2.44 2.47 
SrCl, 2.94 3.02 NaS 2.79 2.83 
BaCl: 3.16 8.18 K38 2.17 3.20 
CdF; 2.33 2.34 Rb 3.32 3.31 
HgFs 2.46 2.40 LisSe 2.58 2.59 
EuF; 2.48 2.51 NasSe 2.93 2.95 
PbF, 2.56 2.57 K,Se 3.31 3.32 
LaOF 2.53" 2.49 LirTe 2.81 2.82 
AcOF 2 .56* 2.57 Na:Te 3.16 3.17 
PuOF 2.45* 2.47 K.Te 3.54 3.58 
ZrO. 2.20 2.20 PaQ; 2.38 2.36 
HfO,; 2.21 2.21 U0: 2.37 2.37 
ThOs 2.42 2.42 NpOs 2.35 2.35 
CeOs 2.41 2.34 Pu: 2.33 2.34 
PrO; 2.32 2.32 AmO, 2.32 2.33 
LiO 2.00 2.00 





Crystals with the rutile structure 
2 


MegF: 2.01 2.02 TiOs 2.08 1.96 
MnF, 2.16 2.17 SnO, 2.11 2.10 
FeF's 2.12 2.14 PbO, 2.24 2.22 
CoF's 2.10 2.10 VO; 2.00 1.96 
NiF: 2.08 2.08 CrQ; 1.96 1.938 
ZnFs 2.10 2.12 MnO: 1.94 1.95 
PdF; 2.22 2.22 





* Average for the two anions. 


radius of F- and O--, respectively. It is accordingly anion-anion re- 
pulsion that increases the value of a for crystals of the rutile:'type. A 
quantitative treatment* with use of a potential function similar to that 
of Equation 13-10 leads to ¢o/ay <2 0.66, in agreement with experiment. 
The F-—F- distance then becomes about 2.60 A and the O--—O-- 
distance about 2.50 A; these values are less than twice the crystal radii 
of the anions, showing that a compromise is reached in the attempt of 
the anion-anion repulsion to decrease the axial ratio and that of the 
Madelung constant to increase it. 


#@J,. Pauling, Z. Krist. 67, 377 (1928). 


13-4 Structure of Other Simple Ionic Crystals 537 


The same phenomenon is shown also by anatase and brookite, two 
additional crystal modifications of titanium dioxide. In these crystals 
also the minimum O---——-O~-~ distances have the low value 2.50 A. A 
theoretical treatment like that described above has been carried out for 
anatase, with results in good agreement with experiment. 

It might be expected that the repulsion of cations along the c axis 
would cause the four M—X bond lengths to the shared edges to 
be greater than the other two. This effect is found“ for MgFs, 
Mg—F = 1.997(4), 1.928(2); MnF.:, Mn—F = 2.132(4), 2.102(2); 
and ZnF., Zn—F = 2.043(4), 2.015(2). It is, however, not found for 
rutile itself: Ti—O = 1.946(4), 1.984(2); the reason for this deviation 
is not clear. In SnOsz the distances are equal (2.052(4), 2.056(2)). 

Manganese ion, Mn++, with five electrons with parallel spin in 3d 
orbitals (5So), and zinc ion, Znt*, with a completed 3d subshell (4S), 
have spherical symmetry, as has also Mgt', with the argon structure 
(489). Other bipositive ions of the transition metals do not have 
spherical symmetry and might be expected to orient their 3d electrons 
in such a way as to permit stabilization of the MF; crystals by increase 
in the length of the M—F bonds to the shared edges and decrease of 
the others. This effect is shown in a pronounced way* in FeF, 
(Fe—F = 2.122(4), 1.998(2)), and also“? in CrO, (Cr—O = 1.92(4), 
1.87(2)). CoFs (2.046(4), 2.032(2)) and NiF; (2.018(4), 1.986(2)) 
show nearly the same differences as for the spherically symmetrical 
ions.“ These differences in properties may be correlated with the fact 
that octahedral symmetry can result from electrons occupying either 
a set of three d orbitals (xy, yz, and za—Chap. 5) or a set of two d or- 
bitals (the remaining two). For Fet*, with four odd d electrons, octa- 
hedral ny cannot be achieved, whereas it can be for Cot and 
Ni. 

VOz has a Pree rutile structure involving V—V bonds (Chap. 
11). 

The Effect of Ligancy on Interionic Distance.—It was pointed out 
in the preceding section that an approximate value for the ratio of in- 
terionic distances for two modifications of a substance can be obtained 
by use of the equation 


R ArBry) Ve-) 
II -{ I at (13-17) 


Ay Br 


“ W.H. Baur, Acta Cryst. 9, 515 (1956); 11, 488 (1958). 

« PD. T. Cromer and K, Herrington, J.A.C.S. 77, 4708 (1955); Baur, loc. cit. 
(44). 

46 Baur, loc. cit. (44). 

47 ©, Glemser, U. Hauschild, and F. Trupel, Z. anorg. Chem. 277, 113 (1954). 
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in which the repulsive coefficients B; and By; are assumed to be propor- 
tional to the numbers of cation-anion contacts for the two structures. 
With Boaci/Buaca = $, this equation leads to Row/Rnac: = 1.036 for 
n = 9, in approximate agreement with the experimental results. 

Goldschmidt*® emphasized the necessity of making corrections of 
this type for the effect of ligancy, and suggested the factor 1.03 for 
changing from ligancy 6 to 8, and 0.93 to 0.95 for changing from 6 to 4. 

We see from application of Equation 13-17 that the correction de- 
pends in the main on the ligancy of the cation, that is, the number of 
anions grouped about each cation. With n = -9 Equation 13-17 leads 
to the following ratios: 


Ree R Uurl , 8 1/8 
68: 5 086. a 0, (—) = 1,036; 


NaCl rutiie 








Rophalerite or wurtsite Rs- quarts 


6-4: = 0.957, ——*. — 0.960, 
Rwaci Krutite 


4\us 
(=) = 0.950. 
6 


It is seen that the changes from the standard sodium chloride and rutiie 
arrangements, with ligancy 6, to cesium chloride and fluorite, respec- 
tively, with ligancy 8, are nearly the same, as are also those to sphalerite 
or wurtzite and 8-quartz, respectively, with ligancy 4. Moreover, the 
values are nearly the same as those calculated by ignoring the differ- 
ences in Madelung constants, that is, by placing Ar:/A; = 1. 

Values of the ratio {Bu /By } Va~-l with B; equal to 6 (ligancy 6 having 
been chosen as the standard in the derivation of the table of ionic radii) 
and with By, equal to the ligancy for the second structure are given in 
Table 13-14 for various values of the exponent 7. 


TaBLE 13-14.—CorrecTion Factor ror CHANGE OF LIGANCY 
FROM THE STANDARD VALUE 6 








n = 6 7 8 9 10 11 12 
Ligancy 

i2 1.149 1.122 1.104 1.091 1.080 1.072 1.065 
9 1.085 1.070 1.060 1.052 1.046 1.041 1.038 
& 1.059 1.049 1.042 1.037 1.032 1.029 1.026 
7 1.031 1.026 1.022 1.019 1.017 1.016 1.034 
6 1.000 1.000 1.000 1.000 1.000 1.000 1.000 
5 0.964 0.970 0.974 0.978 0.980 0.982 0.984 
4 0.922 0.935 0.944 0.951 0.956 0.960 0.964 





48 Goldschmidt. loc. cit. (16). 
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TABLE 13-15.—InTERATOMIC Distancks M—X ror LIGANCY 12. 


ne Cr ce ea ER IARC ICS CS aS oe wey 




















Crystal radius Corrected Observed 
sum sum distance 
K—F 2.69 A 2.97A 2.90 A 
Rb—F 2.84 3.12 3.01 
Ca—kl 3.05 © 3.31 3.20 
K—Cl 3.14 3.43 2 .44~—3 .50 
Rb—Cl 3.29 3.57 3.50-—3 .60 
Cs—Cl ~.50 3.77 3.60-—3 .70 
K-—Br 3.23 3.56 3.34-3 .68 





——. 


As an example of the applicaticn of this table we may consider the 
Al—O distances for octahedral ens. tetrahedral coordination of oxygen 
ions about aluminum. In corundum (c-Al.O03), topaz -(AlSiQ,F)), 
diaspore (AIOQH, Fig. 12-8), and many other crystals with aluminum 
octahedra the observed values for the Al—O distances lie close to 1.90 
A, the sum of the crystal radii of the ions. The vaiue observed for 
tetrahedral coordination in crystals such as sodalite (NaAi;Sis01;Cl), 
zunyite (AlisSisO2o(OH) 18Cl), natrolite CN asAlSis019-2H20), the feld- 
spars, and other aluminosilicates is 1.78 + 0.02 A. The sum of the 
radii corrected by the appropriate factor from the table is 1.78 A, in 
good agreement with the experimental value. The Si—O distance in 
the SiO, tetrahedron has been discussed in Section 9-6. ? 

In cubic crystals M,RX.6, such as potassium fluosilicate, with the 
structure shown in Figure 5-1, each ion M is surrounded by 12 X ions. 
Many of these compounds have been studied, the observed values for 
M---X being given in Table 13-15. In general these agree well with 
the radius sums corrected to ligancy 12. It is interesting that this 
agreement is found even though in many of the substances (M2SeCle, 
MePtCle, etc.) the R—X bonds are essentially covalent; this reflects the 
fact that van der Waais radii and ionic radii are nearly equal. 

Some of the complex fluorides crystallize with a hexagonal structure, 
which has been studied by Hoard and Vincent*® for potassium hexa- 
fluogermanate and ammonium hexafluogermanate and by Gossner and 
Kraus” for the hexagonal modification of ammonium fluosilicate. The 
structure is based on hexagonal closest packing of the M and X ions 
(Sec. 13-5), with, however, considerable distortion, leading to greater 
compactness than for the cubic structure described above. Thus the 
density of hexagonal ammonium fluosilicate is 7 percent greater than 
that of the cubic form of the substance. The distortion is such as to 


49 J. L. Hoard and W. B. Vincent, J.A.C.S. 61, 2849 (1939). 
50 B. Gossner and O. Kraus, Z. Krist. 88, 223 (1934). 
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bring nine of its twelve fluorine neighbors somewhat closer to each 
univalent cation than the other three, the K—F distances in K2GeF’s 
being 2.84 A (six), 2.86 A (three), and 3.01 A (three). The value 2.85 
A predicted for the K+—-F~ distance for ligancy 9 is hence in excellent 
agreement with experiment. 

It is to be emphasized that equilibrium interionic distances are less 
well defined than covalent bond lengths; their values depend not only 
on ligancy, but also on radius ratio (anion contact, double repulsion), 
amount of covalent bond character, and other factors, and a simple dis- 
cussion of all the corrections that have been suggested and applied can- 
not be given. On the other hand, we have a reliable picture of the 
forces operating between ions, and it is usually possible to make a reli- 
able prediction about interionic distances for particular structures. 

The Effect of Radius Ratio in Determining the Relative Stability of 
Different Structures.—It is seen from Table 13-14 that the transition 
from the rutile structure, with ligancy 6 for the cations, to the fluorite 
structure, with ligancy 8, is accompanied by an increase in equilibrium 
interionic distance Rp of about 3.7 percent for n = 9. The Madelung 
constant A has for the two structures the values 4.816 and 5.039, re- 
spectively, with ratio 1.046, and accordingly (Equation 13-5) the fluo- 
rite structure will be the more stable of the two so long as the increase 
in Ry from rutile to fluorite remains less than 4.6 percent. The discus- 
sion of the radius-ratio effect in the preceding section indicates the con- 
ditions under which the rutile structure becomes stable. Let us con- 
sider a cation M+ in the center of a cube of anions X~ in the fluorite 
structure (Fig. 13-10). If the repulsive forces from cations to anions 
are stronger than those between anions, they will determine the equi- 
librium cation-anion interionic distance, which will be equal to the sum 
of the crystal radii with correction for ligancy, whereas if the anion- 
anion forces are the larger (anion contact) or of about the same mag- 
nitude (double repulsion) the value of Ry will be larger than the cor- 
rected crystal radius sum, and in consequence the structure will be un- 
stable relative to the rutile structure. The value of the radius ratio p 
at which this effect sets in can be calculated in the following way: If 
r, and r_ represent the univalent radii of the ions (the use of univalent 
radii is pertinent here because the discussion depends on the relative 
magnitudes of cation-anion and anion-anion repulsions), double repul- 
sion will be effective when 2r_ andr, + r_are in the ratio 1: +/3/2, that 
is, the ratio of edge and half body diagonal of a cube. From the equa- 
tion (r, + r_)/2r_ = V/3/2 we obtain 


= 3 — 1 = 0.782 (13-18) 
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#8 the limiting radius ratio for stability of the fluorite structure, or in 
general for structures with cubic coordination; for values of p less than 
0.732 the rutile structure is expected to occur for ionic crystals M Xz. 


TasLe 13-16.—-Rapios Ratio VaLuns ror CRYSTALS WITH RUTILE 
AND FuvoritEe STRUCTURES 


. 
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Rutile structure Fluorite structure 
p p 

MgF; 0.60 CaF; 0.87 
ZnFk; .65 Sr F; .97 
TiO, .55 Bak’: 1.12 
GeO, 43 CdF 0.84 
Sn0; ° 55 HgF; 92 
PbO; .60 SrCl, 73 

ZrO-e .62 

CeO, ia 


PS 


The comparison with experiment is shown in Table 13-16; it is seen 
that with two exceptions (ZrO2 and CeOs) the conditions p < 0.73 and 
p > 0.73 for stability of the rutile and fluorite structures, respectively, 
are satisfied. 


TasLy 138-17.—Rapius Ratio VALUES ror CRYSTALS WITH 
OcTAHBDRAL AND TETRAHEDRAL COORDINATION 


Eee eee ar a TT 








Octahedral coordination Tetrahedral coordination 

p p 
PbOs 0.60 GeO; 0.43 
SnO0-; 65 SiOs of 
GeO; 43 Bek: a ¥2 
MgF; .60 





Asimilar calculation leads to the limiting valuep = 2 — 1 = 0.414 
for transition from octahedral to tetrahedral coordination. The ex- 
tent to which this is verified by experiment is shown in Table 13-17. 

It is interesting that GeOe, with p = 0.43, crystallizes with both the 
rutile and the quartz structure. 

The discussion of the relation between radius ratio and ligancy is 
continued in Section 13-6. 


13-5. THE CLOSEST PACKING OF LARGE IONS IN IONIC CRYSTALS 


In many of the structures that are assumed by crystals of ionic sub- 
stances the large ions are arranged in closest packing (Sec. 11-5). As 
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pointed out by Landé in 1920, this is the case for the sodium chloride 
structure; in the lithium halogenides it is the closest-packed anion lat- 
tices that essentially determine the values of the lattice constant. 
This observation about the sodium chloride arrangement should, in- 
deed, be attributed to Barlow, who in 1898, in discussing this structure 
for spheres with radius ratio 0.414, as shown in Figure 1-1 (taken from 
his paper), pointed out that the large spheres arc in cubic closest pack- 
ing. 

The sphalerite, wurtzite, antifluorite (Li.S), cadmium iodide, cad- 
mium chloride, and many other arrangements also involve closest pack- 
ing of the large ions. 


Fig. 13-11.—The structure of the 
cubic crystal KMgF;. Potassium 
ions are represented by large 
shaded circles. ‘They are at the 
corners of the unit cube. The 
fluoride ions, represented by large 
open circles, are at the face-cen- 
tered positions, and the magnesium 
ions, represented by small circles, 
are at the center of the cubes. 
This structure is often called the 
perovskite structure; perovskite is 
the mineral CaTiQ,. 





It was pointed out by Bragg and West®! in 1927 that in many silicate 
crystals and other minerals the volume per oxygen atom Hes between 
14 and 20 Ae indicating that in these crystals oxygen ions (with volume 
ner ion 15.5 A® for crystal radius 1.40 A) are in closest packing, the 
small metal ions being inserted in the interstices. This idea was of 
great use to Bragg and his coworkers in their successful attack on the 
structures of many silicate minerals. 

Double hexagonal closest packing (Sec. 11-5) was first found® for the 
oxygen ions in brookite, the orthorhombic form of titanium dioxide, and 
for the oxygen and fluoride ions in topaz." Al,SiO.Fs. It has since been 
reported for the halogens in one modification of cadmium iodide,** in 
mercuric bromide, and in mercuric chloride®* and for chloride and 


| Bragg and West, loc. cit. (17). 

‘2 LL. Pauling and J. H. Sturdivant, Z. Krist. 68, 239 (1928). 
* L. Pauling, Proc. Nat. Acad. Sci. U.S. 14, 603 (1928). 

4 QO. Hassel, Z. physik. Chem. B22, 333 (1933). 

* H. J. Verweel and J. M. Bijvoet, Z. Krist. 77, 122 (1931). 
6 HT. Braekken and L. Harang, Z. Krist. 68, 123 (1928). 
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hydroxide in CdOHCL.5” It has been found, moreover, that modifica- 
tions of cadmium bromide and nickel bromide exist for which the se- 
quence of layers A, B, and C of bromine atoms is largely a random 
one.®8 

It often occurs that in crystals containing the larger cations (t+, 
Rbt, Cs*, Batt, NH,t, etc.) these large cations and the anions to- 
gether form a closest-packed array. An example of this is the KMgF; 
arraugement (the so-called perovskite structure), showr in Figure 
13-11. It is seen that Kt, with radius 1.33 A, and 3F-, with radius 
1.36 A, together are in cubic closest packing, with the small ions Mg++ 
in the centers of fluoride octahedra. A similar arrangement of alkali 
and halogenide ions is also shown by the potassium chlorostannate 
structure (Fig. 5-1), and by the structures reported for Cs;Tl.Cls, 
Cs3AseCly, and similar substances.*® 


13-6. THE PRINCIPLES DETERMINING THE STRUCTURE OF 
COMPLEX IONIC CRYSTALS 


Simple ionic substances, such as the alkali halogenides, have little 
choice of structure; only a very few relatively stable ionic arrangements 
corresponding to the formula M+X-~ exist, and the various factors that 
influence the stability of the crystal are pitted against one another, 
with no one factor necessarily finding clear expression in the decision 
between the sodium chloride and the cesium chloride arrangement. 
For a complex substance, such as mica, KA],Si;010(O0H)s, or aunyite, 
AlisSisO20(0H):sCl, on the other hand, many conceivable structures 
differing only slightly in nature and stability can be suggested, and it 
might be expected that the most stable of these possible structures, the 
one actually assumed by the substance, will reflect in its various fea- 
tures the different factors that are of significance in determining the 
structure of ionic crystals. It has been found possible to formulate a. 
set of rules about the stability of complex ionic erystals, as described in 
the following paragraphs. These rules were obtained® in part by in- 
duction from the structures known in 1928 and in part by deduction 
from the equations for crystal energy. They are not rigorous in their 
derivation or universal in their application, but they have been found 
useful as a criterion for the probable correctness of reported structures 
for complex crystals and as an aid in the x-ray investigation of crystals 


87 J. L. Hoard and J. D. Grenko, 2. Xrist. 87, 110 (1934). 

8 J. M. Bijvoet and W. Nieuwenkamp, Z. Krist. 86, 466 (1933); J. A. A. 
Ketelaar, ibid. 88, 26 (1934). 

6° J. L. Hoard and L. Goldstein, J. Chem. Phys. 3, 117, 199 (1935). 

6). Pauling, in Sommerfeld Festschrift, S. Hirzel, Liepzig, 1928; J.A.C.S. 51, 
1010 (1929). 
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by making possible the suggestion of reasonable structures for experi- 
mental test. The rules sre, moreover, of some significance for mole- 
cules and complex ions. 

The substances to which the rules apply are those in which the bonds 
are largely ionic in character rather than largely covalent, and in which 
all or most of the cations are small (with radius less than 0.8 A) and 
multivalent, the anions being large (greater than 1.35 Ain radius) and 
univalent or bivalent. The anions that are most important are those 
of oxygen and fluorine. 

The differentiation between cations and anions in regard to size and 
charge is reflected in the rules; markedly different roles are attributed 
to cations and anions in a crystal. The rules are based upon the con- 
cept of the coordination of anions at the corners of a tetrahedron, octa- 
hedron, or other polyhedron about each cation, as assumed in the early 
work of W. L. Bragg on the silicate minerals, and they relate to the 
nature and interrelations of these polyhedra. 

The Nature of the Coordinated Polyhedra.—The first rule, relating 
to the nature of the coordinated polyhedron of anions about a cation, 
is the following: A coordinated polyhedron of anions is formed about each 
cation, the cation-anion distance being determined dy the radius sum and 
the igancy of the cation by the radius ratio. 

In crystals containing highly charged cations the most important 
terms in the expression for the crystal energy are those representing 
the interaction of each cation and the adjacent anions. The negative 
Coulomb energy of the cation-anion interactions causes each cation to 
attract a number of anions, which approach to the equilibrium distance 
from it. This distance is given with some accuracy by the sum of the 
crystal radii of cation and anion, as discussed in earlier sections of this 
chapter. 

If too many anions are grouped around one cation, the anion-anion 
repulsion becomes strong enough to prevent the anions from approach- 
ing this closely to the cation. The increase in Coulomb energy result- 
ing from increase in the cation-anion distance then makes the structure 
less stable than another structure with fewer anions about each cation. 
This phenomenon has been discussed in Section 13-4, where it was 
shown that the transition from cubic to octahedral coordination would 
occur at about the value 0.732 for p, the ratio of univalent radii of anion 
and cation, and that the transition from octahedral to tetrahedral co- 
ordination would occur at about p = 0.414. It may be mentioned 
also that the square antiprism, the polyhedron with 16 equal edges 
shown in Figure 13-12, is a more satisfactory ionic coordination poly- 
hedron than the cube, and that the transition from the antiprism to the 
octahedron would occur at about p = 0,645" (Table 13-18). 


The coordination described in Chap. 5 for the [Mo(CN)s}]~~~~ ion corre- 


13-6 Structure of Complex Ionic Crystals 545 





Fia. 13-12.—The square antiprism. 


TABLE 13-18.—VaLUES OF THE Minimum Raprus Ratio ror SraBILITY 
or Various CoorRDINATION POLYHEDRA 
————ee—E—E—eEeEmemmqeq_qqaqQqqQqmnae eee a en On onaneaene 
Minimum radius 





Polyhedron Ligancy ae 
oS a a ee 

Cubo-octahedron 12 1.000 

ge 0.732 

Cube 8 732 
Square antiprism 8 .645 

7 .5§92 

Octahedron 6 .414 
Tetrahedron 4 225 


se Lg he Nt eee 
¢ This polyhedron, with 18 equal edges, is obtained by adding three atoms at 
the centers of the vertical faces of a right triangular prism. 
> ‘This polyhedron is obtained by adding an atom at the center of a face of an 


octahedron. 


Values of the radius ratio for various cations relative to oxygen are 
given in Table 13-19, together with the predicted ligancies, from Table 


Benen aeerniteial 








S esiemancaamaite 


sponds to a polyhedron with 12 triangular faces (not equilateral). Transition 
from it to the cube would ocour at about p = 0.667. This polyhedron is found 
for ZrOs groups in sircon, ZrSiQy. 
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13-18. The observed ligancies that are given in the fourth column of 
Table 13-19 are seen to lie close to the predicted values. The values 
in boldface type are those usually found for the cation. The other 
values are observed only in a few crystals. In the cases where the ob- 
served ligancy deviates greatly from the expected value, such as 12 for 
K+ in crystals such as mica, KA}3:8i;010(OH)2, it is probable that the 
other ions present play the most important part in determining the con- 
figuration.’ Tetrahedral coordination has been observed about Sift in 


TABLE 13-19.—VaLuEs oF THE LIGANCY FOR CATIONS WITH OxyYGEN ION 
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I Radius Predicted Observed Strength of 
on : : 
ratio ligaacy ligancy bond 

Bet 0.20 3 or 4 3,4 1 or 2? 
Bett 25 4 4 4 
Lit 34 4 4 + 
Sitt .37 4 4,6 1 
Als+ 41 4 or6 4, 5,6 or} 
Ge't .43 4or6 4,6 1 or # 
Mgtt 47 6 6 4 
Nat 54 6 6,8 4 
Titt .55 6 6 4 
Sct .60 6 6 4 
frét .62 6 or 8 : 6,8 4 or } 
Catr .67 8S 7, 8,9 + 
Cett 72 8 8 4 
Kt 75 § 6, 7, 8, 9, 10, 12 + 
Cast 96 12 12 ty 


scores of crystals, and octahedral coordination in only one, SiP:0; 
(which does not occur in nature); it is clear that this crystal is to be 
considered as exceptional. 

The ions with transition values of the radius ratio are especially in- 
teresting. Boron is tricoordinate in HsBO;, Be2,BO;0H (hambergite), 
CaB.0O,, and many other crystals and tetracoordinate in CaB,Si.Os 
(danburite) and duodecitungstoboric acid; in KHsB,O12 and several 
other complex borates some boron atoms are tetracoordinate and some 
are tricoordinate. Aluminum ion forms oxygen tetrahedra in many 
aluminosilicates and octahedra in others; it has ligancies 4 and 6 in silli- 
manite, 5 and 6 in andalusite, and 6 alone in cyanite, all three stable 
minerals having the composition Al,SiO;. Germanium dioxide is di- 
morphous, showing both a quartzlike (ligancy 4) and a rutilelike medi- 


13-6 Structure of Complex Tonic Crystals 547 


fication (liganey 6). Zirconium is octahedrally coordinated in several 
crystals, but bas ligancy 8 in zircon, 4rsiOy.” 

The caicite-aragonite transition may be discussed as an illustration 
of the significance of the radius ratio in determining the chdice among 
alternative structures fur a substance.@ Caicium carbonate crystal- 
lizes with the well-known rhombohedral calcite structure, in which cal- 
cium ion has ligancy 6, and with the pseudo-hexagonal orthorhombic 
aragonite structure, in which calcium ion has ligancy 9. The choice of 
these structures by univalent nitrates, bivalent carbonates, and ter- 
valent borates is shown in Table 13-20, together with the ratios of uni- 
valent radii of the cations and oxygen. 


"TABLE 138-20.—VaLUEs OF Rapivus Ravrto ror NITRATES 
3 
CARBGNATES, 4ND BoRATES 
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p p p 
Calcite structure LINO; 0.54 MgCO; 0.47 ScBO; 0.60 
NaNO; 2e4 PnCOs .50 InBO; .59 
CdCO; 65 YBO, .68 
CaCO; “ 67 
Aragonite structure K NOs; 0.76 CaCO; 0.67 LaBO, 90.79 
srCQ; 15 
BaCoOs 87 
RbNO, structures RbNO, 0.84 
CaNO; .96 
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It is seen that the transition occurs at about p = 0.67, and that this 
is the value of p for the dimorphous substance calcium carbonate. At 
p & 0.85 transition occurs to other structures, shown by rubidium ni- 
trate and cesium nitrate, in which the univalent cation probably has 
ligancy twelve. | 

The Number of Polyhedra with a Common Corner: The Electrostatic 
Valence Rule.—Jn silica crystals, SiO., each silicon ion is surrounded 
by four oxygen ions® at tetrahedron corners. In order for the stoichio- 


‘ @ The relation of radius ratio to the formulas of oxygen acids has been dis- 
cussed by L. Pauling, J.A.C.S. 55, 1895 (1933); see also Hi. Zintl and W. Mora- 
wietz, Z. anorg. Chem. 236, 372 (1938). 

eV. M. Goldschmidt, loc. cit. (163; V. M. Goldschmidt and H. Hauptmann, 
Nachr. Ges. Wiss. Géttingen, 1932, 53. 

¢ Here, as elsewhere in this chapter, the use of the word ion is to be interpreted 
a8 meaning that the bouds are largely ionic but not necessarily of the extreme 
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metric ratio 18i:20 to be retained it is accordingly necessary that on 
the average each oxygen ion act as a corner of two tetrahedra. This 
might be achieved by having alternate oxygen ions serve as corners of 
one tetrahedron and three tetrahedra, or in other such way; the follow- 
ing electrostatic valence rule requires, however, that each oxygen ion 
serve as a corner of two tetrahedra: Let ze be the electric charge of a 
cation and » its coordination number; we then-define the strength of the 
electrostatic bond to each coordinated anion as 


and make the postulate that in a stable tonic structure the valence of each 
anion, with changed sign, 1s exacily or nearly equal to the sum of the 
strengths of the electrostatic bonds to tt from the adjacent cations; that is, 
that 


ee a= > —) (13-19) ° 
tM 
in which — ¢e is the electric charge of the anion and the summation is 
taken over the cations at the centers of all the polyhedra of which the 
anion forms a corner. 

In justification of the rule it may be pointed out that it leads to sta- 
bility of the crystal by placing the anions with large negative charges 
in positions with large positive potentials, inasmuch as the bond 
strength for a cation is an approximate measure of the contribution of 
the cation t the positive potential at the polyhedron corner (the factor 
1/» corresponding to the larger cation-anion distance and the greater 
number of adjacent anions in the case of cations with larger coordina- 
tion number). It has been shown by Bragg® that the rule can be given 
a simple interpretation and justification in terms of lines of force. 
Lines’ of force start from cations in numbers proportional to their va- 
lence, and end on anions. We divide these lines of force for each cation 
equally among the bonds to the corners of its coordinated polyhedron; 
the rule then states that each anion receives from the cations to which 
it is coordinated enough lines of force to satisfy its valence. It is not 


ionic type. The bonds.in these orystals may have a large amount (50 percent 
or even more) of covalent character. If the bonds resonate among the alterna- 
tive positions, the valence of the metal atom will tend to be divided equally 
among the bonds to the coordinated atoms, and a rule equivalent to the electro- 
static valence rule would express the satisfaction of the valences of the nonmetal 
atoms. 

* W.L. Bragg, Z. Krist. 74, 237 (1930); op. ctt. (17). 
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necessary for lines of force to connect distant ions, and in consequence 
the crystal is stable. 

This simple rule restricts greatly the acceptable structures for a sub- 
stance, and it has been found useful in the determination of the struc- 
tures of complex ionic crystals, including especially the silicate miner- 
als. The rule is satisfied nearly completely by most of the structures 
that have been reported for the silicate minerals, deviations by as much 
as +}beingrare. Somewhat larger deviations from vhe rule are occa- 
sionally found for substances prepared in the laboratory, for which sta- 
bility as great as for minerals is not expected. 

Values of electrostatic bond strengths are given in Table 13-19. It 
is seen that an oxygen ion ({ = 2) may be satisfied by two silicon bonds, 
one silicon bond plus two octehedral aluminum bonds, one silicon bond 
plus three octahedral magnesium bonds, four octahedral aluminum 
bonds, three titanium bonds, and in various other ways. These are 
exemplified by many crystals: 281 in the various forms of silica and 
in the disilicates, metasilicates, and other silicates in which silicon 
tetrahedra share corners; Si + 2A1(6) in topaz (Al,SiO,F:), muscovite 
(KAISis010(OH)2), cyanite (Al,SiO;), etc.; Si + 3Mg in phlogopite 
(KMgeAlS8is0.9(0H)2), olivine (Mg.Si0,), etc.; 4A1(6) in corundum 
(Al,03), cyanite, etc.; 3Ti in rutile, anatase, and brookite (TiO,); 
Si + 2Be in phenacite (Be,SiO,); Si + Al(6) + 2Ca(8) in garnet 
(Ca;Al,Sis01:); Si + 2Zr(8) in zircon (ZrSiO,); Si 4- Al(6) -+ Be(4) 
in bery! (BesAl-SisO1). | 

Fluoride and hydroxide ions are saturated by bends of total strength 
1, This is achieved by two aluminum octahedral bonds, as in hydrar- 
gillite (Al(OH)3), with the structure shown in Figure 13-17, topaz 
(ALSiO.F:), zunyite, described below, and xaany other crystals, and 
also by three magnesium octahedra in brucite, Mg(OH):, and other 
crystals, 

Many aluminosilicates are based on a complete framework of linked 
tetrahedra similar to those of the various forms of silica, but involving 
aluminum ions with coordination number 4 as well as siliconions. The 
oxygen ions common to an aluminum and 8 silicon tetrahedron are then 
reached by bonds of total strength 7, and require a bond of strength 4 
for saturation. Such a bond is not provided by a cation with large 
charge and small radius; it is therefore necessary that large univalent 
or bivalent cations, namely, alkali or alkaline-earth ions, be present to 
the extent of one alkali ion or one-half an alkaline-earth ion for every 
quadricoordinate aluminum ion. This requirement of the eleetro- 
static valence rule is thoroughly substantiated by the formulas of the 


6&6 See Bragg, op. cit. (17). 
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zeolites, feldspars, and other aluminosilicates with tetrahedral frame- 
works, as is shown by the following small list: 


Orthoclase, KAISROs Ediugtonite, Ba AbSisOig: 4H,0 
Celsian, BaAhSizO, Chabazite, Na AlSi20,-3H,0 
Albite, NaAlSi;O¢ Marialite, Na,AlLSisO.,Cl 
Anorthite, CaAhSirOs Meionite, CasAlsSigQ24 (S01, CO3) 
Analcite, NaAlSizO¢-H,O Nepheline, Na, KALSiOie 
Natrolite, Na, AbSisOi0-2H,O Kaliophilite, KAISiO,g 

Scolecite, CaAlSisO10-3H2O Leucite, K AISi2O¢ 

Thomsonite, NaCazA1.Si,02.-6H20 Sodalite, Na ALSirO0nCi 


In all of these crystals the ratio of number of oxygen atoms to num- 
ber of aluminum atoms and silicon atoms is 2:1, as required for a com- 
plete tetrahedral framework, and the number of alkali and alkaline- 
earth atoms is that required by the argument given above. (In a few 
cases, such as sodalite, described below, more alkali ion is present, bal- 
anced by halogenide ion or a similar anion.) 

Two adjacent aluminum tetrahedra, sharing a corner, contribute 
two bonds of strength 3 to the shared oxygen atom. ‘The total of % 
(which might be increased by a small amount by bonds from alkali or 
alkaline-earth ions) represents a deviation from the electrostatic va- 
lence rule such that in general in aluminosilicates of the tetrahedral 
framework type the Al/Si ratio does not excced 1, and when it equals 1 
there is good ordering, with alternation of the aluminum and silicon 
tetrahedra. | 

The tetrahedral framework crystals have interesting properties. It 
is sometimes possible for the alkali and alkaline-earth ions to be inter- 
changed with others in solution; this property permits the zeolites to 
be used for softening water. ‘The water molecules also can be removed 
and replaced by other molecules without the destruction of the crvstal. 
The presence of definite available positions for occupancy by large cat- 
ions or water molecules is clearly indicated by the formulas of such iso- 
morphous pairs as natrolite and scolecite, differing in the replacement 
of 2Nat + 2H:20 by Cat+ + 3H.0. 

The structure of sodalite, NasAl3Sis01.CI, a representative crystal of 
the framework class, is shown in Figure 13-13. It is interesting that 
the same framework is present in ultramarine (lapis lazuli).°7 In the 
ultramarines sulfur complexes, S,-~, to which the blue color is at- 
tributed, are present in place of chlorine. The selenium and tellurium 
analogues are blood-red and yellow, respectively. 

The feldspars, such as albite, NaAISisO3, have a compact aluminosili- 


87 F. M. Jaeger, Spatial Arrangements of Atomic Systems and Optical Activity, 
etc., McGraw-Hill Book Co., New York, 1930; Is. Podschus, U. Hofmann, ani 
K. Leschewski, Z. anorg. Chem. 228, 305 (1936). 
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Fra. 13-13.—A model showing the structure of the cubic crys- 
tal sodalite, Na,AlsSisO12Cl. SiO,and AlO, tetrahedra alternate, 
with shared corners. The large spheres represent chloride ions. 
The sodium ions are not shown. 
cate tetrahedral framework with the alkali and alkaline-earth ions in 
the interstices. *® 
The mineral zunyite, Al:sSisO20(O0H) :1sCl, may be described as an ex- 
ample of a complex silicate.** Of the thirteen aluminum ions twelve. 
show octahedral coordination, the twelve octahedra forming the group 


66 W.H. Taylor, Z. Krist. 85, 425 (1933); W. H. Taylor, J. A. Darbyshire, and 
H. Strunz, ibid. 87, 464 (1934); F. Laves and U. Chaisson, J. Geol. 58, 584 
(1950); J. R. Goldsmith and F. Laves, Geochim. et Cosmochim. Acia 6, 100 (1954); 
S. W. Bailey and W. H. Taylor, Acta Cryst. 8, 621 (1955); R. B. Ferguson, R. J. 
Traill, and W. H. Taylor, zbid. 11, 331 (1958). 

69 T., Pauling, Z. Krist. 84, 442 (1933); B. Kamb, Acta Cryst. 12, in press (1959). 
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Fig. 13-14.—The group of 12 aluminum octahedra 
in zunyite. Groups of this type are attached to one 
another by corners B and 8’, to silicon tetrahedra by 
corners A, and to the aluminum tetrahedron by the 
shared corner C. 





Fig. 13-15.—The group of five silicon tetrahedra in zunyite. 
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shown in Figure 13-14. The five silicon ions are present as the tetra- 
hedral complex SisOx (Fig. 13-15). These two complexes are combined 
together, slong with an aluminum tetrahedron, in the way shown in 
Figure 13-16. Of the anions in the formula 4 O-- are held by two 
silicon tetrahedra, 12 O-~ by a silicon tetrahedron and two aluminum 
octahedra, and 18 OH- by two aluminum octahedra; these all satisfy 
the electrostatic valence rule. The four remaining oxygen ions are 
common to an aluminum tetrahedron and three aluminum octahedra, 
with total bond strength 2}. The chloride ion is introduced to balance 
this excess of bond strength. 

The clay minerals, micas, and chlorites make an interesting group.”° 
In hydrargillite,“ Al(OH)s, there are pseudo-hexagonal layers of octa- 
hedra, as shown in Figure 13-17, and linked tetrahedral layers with al- 
most the same dimensions occur as part of the framework of tridymite 
and cristobalite (Fig. 13-18). If all of the tetrahedra of such a layer 
are turned in the same direction their unshared hydroxide ions can be 
condensed with three-fourths of the hydroxide ions on one side of the 
hydrargillite layer, with elimination of water. This gives a double 
layer, as shown on the right of Figure 13-19; it represents a layer of 
kaolin, with formula AlsSi,O;(OH),. The complete crystal contains 
these neutral layers loosely piled together; the layers are easily sepa- 
rated, making the substance soft and giving it pronounced basal cleav- 
age. The modifications of kaolin (kaolinite, dickite, and nacrite) differ 
in the way in which the layers are superimposed.”?_ In halloysite the 
very thin crystal layers occur as minute cylinders; the curving of the 
layers might be expected from the lack of equivalence of the two sides. 

If layers of silicon tetrahedra are condensed on both sides of a 
hydrargillite layer, a substance is obtained having the composition 
AlSi,010(OH)s.. Thisis the clay mineral pyrophyllite. The substance 
Mg:8i,010(OH):s obtained similarly from a brucite layer (Fig. 7-10) is 
the mineral talc. Both of these substances, involving the loose super- 
position of neutral layers, are very soft, with extreme basal cleavage.” — 

By the replacement of one-fourth of the silicon ions in a tale or pyro- 
phyllite layer by aluminum ions a layer is obtained with a negative elec- 


7° L. Pauling, Proc. Nat. Acad, Sci. U.S. 16, 123, 578 (1930). 

1 H. D. Megaw, Z. Krist. 87, 185 (1934). 

7 J. W. Gruner, Z. Krist. 83, 75, 394 (1932); 85, 345 (1933); 8. B. Hendricks, 
Nature 142, 38 (1938); Am. Mineralogist 23, 295 (1938); Z. Krist. 100, 509 
(1989); G. W. Brindley and K. Robinson, Mineral Mag. 27, 242 (1946); 28, 393 
(1948), ; 

% The structures have been described in detail by J. W. Gruner, Z. Krist. 
88, 412 (1934); see also 8. B. Hendricks, ibid. 99, 264 (1938), who has reported 
that there is com’ randomness of superposition of the layers, and B.. B. Zvjagin 
and Z. G. Pinsker, Doklady Akad. Nauk S.S.S.R. 68, 505 (1949). 
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Fig, 13-16.---The structure of the eubie crystal aunvite, AlisSisOo9 
(OH):sCl, showing the arrangement of aluminum octahedra and alumi« 


num and silicon tetrahedra. The large spheres represent the chloride 
ions, 





Fra. 13-17.—Layers of aluminum octahedra with 
shared edges as in hydrargillite, Al(OH)s. 
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tric charge, corresponding to the composition [Mg;AISi;010(OH).2]- or 
[AleAISis016(OH)2y7. A neutral crystal can be built up by alternating 
these layers with layers of potassium ions or other alkali ions, which fit 
into the pockets formed by rings of six oxygen ions of each of the ad- 
jacent layers (Figs. 13-18 and 13-19). The mica crystals obtained in 
this way have the composition KMg;AlSis0i0e(OH)e (phlogopite) and 
KALAISi;01:0(0H)2 (muscovite). The general formula of the mica 
yainerals can be writteu as (IS, Na) X,AIS#BO.(OH, Fle, with X = Als, 
Mg, Fet+, Fett, Mn*+, Mntt, Ti, Lit (ions with ligancy 6) and n 
lying between 2 and 3. It is interesting that in lithium micas (lepido- 
lite, zinnwaldite) the lithium ions are in the octahedral layers and not 
in the positions occupied by potassium ion. 

In the margarites or brittle micas the potassium ions are largely re- 
placed by calcium ions, the ideal composition of margarite being 
CaX,AlSizO1.(OH)2, In tale and pyrophyllite the layers are elec- 
trically neutral and are held together only by van der Waals forces; 
these crystals are therefore very soft and feel soapy to the touch. To 
separate the layers in mica it is necessary to break the electrostatic 
bonds of the univalent potassium ions, so that the micas are not so soft, 
and thin plates are sufficiently elastic to straighten out after being bent. 
Separation of layers in the brittle micas involves breaking bonds of 
bipositive calcium ions; these minerals are hence harder and are brittle, 
but still show perfect basal cleavage. The sequence of hardness of the 
minerals on the Mohs scale is the following: tale and pyrophyllite, 1 to 
2: the micas, 2 to 3, the brittle micas, 33 to 5. 

By replacement of one-third of the magnesium ions in a brucite layer 
by aluminum ions a positively charged octahedral layer of composition 
[MgeAl(OH).|* is obtained. Layers of this type can be alternated 
with negatively charged mica layers to give substances with the struc- 
ture shown in Figure 13-20. Their general formula is X,,Y.O10(OH)s, 
with m between 4 and 6; X represents cations with octahedral coordina- 
tion and Y cations (Al** and Si‘+) with tetrahedral coordination. These 
are called the chlorite minerals” (chlorite, penninite, clinochlore, ame- 
site, etc.). 

‘There are many ways in which the electrostatic valence rule can be 
used other than those relating directly to the structure of crystals. 
Some of these sre discussed in the follewing paragraphs. | 

Although the metasilicates, disilicates, and other silicates in which 
tetrahedron corners are shared are very stable, the corresponding com- 
pounds of phosphorus and sulfur are unstable. The explanation of 


7 Pauling, loc. cit. (70), 578. The methods of superpositien of layers in the 
micas end chlorites have been discussed by W. W. Jackson and J. West, Z. 
Krist. 96, 211 (1931), and by R. C. McMurchy, zbid. 88, 420 (1934). 
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Fig, 13-18.—The fundamental layers of the clays, micas, and chlorites. 
(a) A hydrargillite layer of octahedra. The light circles indicate oxygen 
atoms, the heavier ones hydroxide ions in mica. (b) A tetrahedral layer 
from f-cristobalite or B-tridymite. A silicon (continued on opposite page) 


this is as follows: An oxygen ion shared by two silicon tetrahedra sa- 
tisfies the electrostatic valence rule, whereas there is an infraction by 4 
for the common corner of two phosphorus tetrahedra and by 1 for two 
sulfur tetrahedra. In consequence, the pyrophosphates and meta- 
phosphates are unstable—they do not occur at all as minerals and in 
solution they hydrolyze easily to orthophosphates—and the pyrosul- 
fates are exceedingly unstable. For the same.reason silicon dioxide 
is stable but phosphorus pentoxide and sulfur trioxide combine with 
water with great avidity. 

The electrostatic valence rule can be satisfied for sulfuric acid by the 
formation of OHO hydrogen bonds between molecules, the strength of 
the electrostatic bond of a shared proton being taken as}. This situa- 
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atom is located at the center of each tetraliedron and an oxygen atom at 
each corner. (c) A tetrahedral layer in which all the tetrahedra poiht in 
the same direction. (d) A complete layer of octahedra (brucite layer). 


tion occurs in many crystals, in which for each of two adjacent oxygen 
ions, presumably bonded together by a proton, the sum of bond 
strengths from other cations is}. It has been mentioned in Chapter 12 
that the proton between two oxygen ions is usually closer to one than 
to the other; it seems wise” in some cases to divide the total bond 
strength unequally, in about the ratio 5/6:1/6. 

The acid strengths in the sequence Si(OH),, PO(OH);, SO0.(OH)s, 
ClO;(OH) can be discussed qualitatively in a simple way. The bonds 
from the central atoms have the strengths 1, $, $, and 4, respectively, 
leaving each oxygen atom with further bonding power of 1, $, 4, and 3, 
respectively, ror hydrogen. In consequence, silicic acid is a very weak 
acid, phosphoric acid is a weak acid, sulfuric acid is a strong acid, and 


% C, A. Beevers and C. M. Sehwarts, Z. Krist. 91, 157 (1935). 
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perchloric acid is a very strong acid.” (This argument is valid even 
for molecules containing single and double covalent bonds provided 
that there is nearly complete resonance of the covalent bonds among 
all the coordinated oxygen atoms; it is not valid for acids of such atoms 
as molybdenum, which are able to form double covalent bonds with 
some of the adjacent oxygen atoms and single bonds with others.) 

In hydrargillite and similar structures involving aluminum octahedra 






BRUCITE 


O XK’ 
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Fig. 13-19.-—The structures of mica, brucite, and kaolinite, showing 
the sequence of layers normal to the cleavage planes. Large circles 
represent O-~ or OH~ (or Kt when so marked), small ones Sit or 
Al*+ at tetrahedron centers and Mgt* or Al** at oetahedron centers. 


with shared hydroxide ions the electrostatic valence rule is satisfied as 
for silicic acid; Al(OH); is hence expected to be about as strong an acid 
as Si(OH),. An aluminum tetrahedron with corners shared with sili- 
con tetrahedra is, however, similar to the perchlorate ion, and the acid 
obtained by replacing the potassium ion of mica by hydrogen ion 


76 See A. Kossiakoff and D. Harker, J.A.C.S. 60, 2047 (1938). 
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should be very strong. This has been veri- 
fied by experiment for the acid obtained 
from clays by replacement of their alkali 
ions by hydrogen ion. The alkali alumi- 
nates MAIO, are salts of acids obtained by 
the polymerization of tetrahedral Al(OH), 
groups.” 

The Sharing of Polyhedron Corners, 
Edges, and Faces.—Characteristic features 
of the structure of complex ionic crystals 
other than those included within the field 
of application of the electrostatic valence 
rule can be summarized in further rules 
dealing with the sharing of polyhedron cor- 
ners, edges, and faces. The electrostatic 
valence rule indicates the number of poly- 
hedra with a common corner, but makes no 
prediction as to the number of corners com- 
mon to two polyhedra, that is, as to whether 
they share one corner only, two corners de- 
fining an edge, or three or more corners de- 
fining a face. In rutile, brookite, and ana- 
tase, for example, each oxygen ion is 
common to three titanium octahedra, but 
the number of edges shared by each octa- 
hedron with adjoining octahedra is two in 
rutile, three in brookite, and four in anatase. 
The significance of this difference in struc- 
ture is contained in the following rule: The 
presence of shared edges and especially of 
shared faces in a coordinated structure de- 
creases its stability; this effect is large for 
cations with large valence and small ligancy. 

The decrease in stability arises from the 
cation-cation Coulomb terms. The sharing 
of an edge between two regular tetrahedra 
brings the cations at their centers to a dis- 
tance from each other only 0.58 times that 
obtaining when the tetrahedra share a cor- 
ner only; and the sharing of a face decreases 
this distance to 0.33 times that for a shared 
corner (Fig. 13-21). The corresponding 


7 T. F.W. Barth, J. Chem. Phys. 3, 323 (1935). 





CHLORITE 


Fie. 13-20.—The . se- 
quence of layers normal to 
the cleavage plane of the 
chlorite minerals, showing 
the alternation of mica 
layers such as [Mg,AlSiz- 
Oi(OH)2}- with charged 
brucitelike layers [Mg,Al- 
(OH),]+. 
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positive Coulomb terms cause a large increase in crystal energy and 
decrease in stability of the crystal to accompany the sharing of edges 
and faces, especially for highiy charged cations. The effect is less for 
octahedra than for tetrahedra, the interatomic distance ratios’? being 
0.71 and 0.58 in place of 0.58 and 0.33. 

In agreement with this rule, it is observed that silicon tetrahedra 
tend to share only corners with other silicon tetrahedra or other poly- 
hedra. No crystal is known in which two silicon tetrahedra share an 
edge or a face, and in most of the silicate structures only corners are 
shared between silicate tetrahedra and other polyhedra also. This rule 





Fia. 13-21.—-The sharing of a corner, an edge, and a face by a 
pair of tetrahedra and by a pair of octahedra. 


leads to the formation of framework structures such as that shown in 
Figure 13-13, rather than the more compact structures that could be 
built by the sharing of edges and faces. It requires that metasilicates 
(and also metaphosphates and related substances) contain rings of three 
or more tetrahedra with shared corners ([SisO,]* in benitoite,7® 
BaTiSi,Oy, {SigQ1s |?2- in beryl, % BesAlSisOis, etc.) or infinite chains, 
as in diopside,“ CaMg(SiO;)2, rather than [SisO.|* groups formed by 
the sharing of an edge by two tetrahedra. 

This rule, like the others mentioned in this chapter, can be used as a 
criterion for the largely ionic character of the bonds in a substance. 
The rule is obeyed by all of the forms of silica, in which the bonds 
have as much ionic character as covalent character. In SiS, on the 


78 ‘These values are for undistorted polyhedra. Some compensating distortion 
always occurs, as discussed in a Inter paragraph. 

70 W. H. Zachariasen, Z. Krist. 74, 139 (1930). 

so W. L. Bragg and J. West, Proc. Roy. Sec. London A111, 691 (1926). 

 B, E. Warren and W. L. Bragg, Z. Krist. 69, 168 (1928). 
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other hand, the SiS, tetrahedra share edges with one another, forming 
S 
Yn, / Ps 4 ae 


infinite strings, ---Si (Hig. 11-20); this sub- 
a ea * a x a NS 


stantiates the idea that the sis bonds are largely covalent. 

It is interesting that rutile, with only two shared edges per octa- 
hedron, is reported to be more stable than brookite and anatase, and, 
moreover, that many substances MX, bave the rutile structure, here: 
a8 only titanium dioxide has been reported to have the brookite and 
anatase structures. 

Another rule relating to the sharing of corners, edges, and faces is the 
following: In a crystal containing different cations those with large va- 
lence and small coordination number tend not to share polyhedron elements 
unth each other. ‘This rule expresses the fact that cations with large 
electric charges tend to be as far apart from each other as possible in 
order to reduce their contridiation ta the Coulomb energy of the crystal. 

The rule requires that in silicates the silicon tetrahedra share no ele- 
ments with eack other if the oxygen-silicon ratio is equal to or greater 
than four. This is found to be irue in general (topaz, zircon, olivine, 
other orthosilicates}, Most of the few exceptional substances now 
known contain extra oxygen atoms in the form of hydroxide ions. 
These include the clay rainerals, micas, and chlorites, discussed above, 
and also the mineral hemimorphite, Zn,8i:0;(OH),-H20, in which 
there is a disilicnte group. There is one crystal, danburite, 
CaB,8i.0s, that contains a framework of silicon and boron tetrahedra 
in which the silico tatrahedra do not alternate with the boron tetra- 
hedra, as indicated by the rule, but instead occur in Si,0, pairs. 

When coordinated polyhedra about cations with large charge do 
share edges or faces with one another, it is to be expected that the re- 
pulsion of the cations will lead to such « deformation of the polyhedra 
as to increase the calion-cation distance. This can occur without 
change in cation-anion distance by decrease in length of the shared 
edges: It will continue until the effect of the cation-cation repulsion is 
balanced by the characteristic repulsion of the anions defining the 
shared edges. Theoretical calculations for ratile and anatase, de- 
scribed in Section 13-4, have shown that this effect for edges shared be- 
tween titanium octahedra leads to au oxygen-oxygan distance of 2.50 
A, in place of the normsl distance 2.80 A. The edges bounding the 
face shared between tw alursimim octahedra in corundum, AlsOg, are 


= T. Ito and J. Wost, 2. Krisi. 83, 1 (1932). 
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also 2.50 A long, and the same edge length has been found for edges 
shared by aluminum octahedra in other crystals (diaspore, hydrargil- 
lite) and for edges shared by other polyhedra. 

The shortening of shared edges can be used ag another test of the 
amount of ionic character of the bends in a substance. In essentially 
covalent crystals such as niccolite, NiAs, and marcasite, FeS2, MX, 
octahedra that share faces occur; the edges bounding these faces are, 
however, longer than unshared edges, instead of shorter, as required by 
the rule for essentially ionic crystals. In the gas molecules Al.Clk, 
Al,Brg, and Alels the edge shared by the two ALX, tetrahedra is shorter 
than the oiher edges;®* this shows that the Al—X bonds have appreci- 
able ionic character. 

Minerals, including the silicate minerals, many of which have been 
thoroughly investigated by x-ray methods, provide excellent illustra- 
tions for the rules given in the preceding paragraphs. The sulfide min- 
erals, on the other hand, show general lack of agreement with the rules; 
their bonding is largely covalent (Sec. 11-16). 


% K. J. Palmer and N. Elliott, J.A.C.S. 60, 1852 (1938). 


CHAPTER 14 


A Summarizing Discussion of Resonance 


and Its Significance for Chemistry 


14-1. THE NATURE OF RESONANCE 


N OW that we have considered some of the ways-in which the idea 
of resonance has brought clarity and unity into modern structural 
chemistry, has led to the solution of many problems of valence theory, 
and has assisted in the correlation of the chemical properties of sub- 
stances with the information obtained about the structure of their 
molecules by physical methods, we may well inquire again into the 
nature of the phenomenon cf resonance.! 

The goal of a structural investigation of a system is the description of 
the system in terms of simpler entities. This description may be di- 
vided into two parts, the first reiating to the material particles or bodies 
of which the system is considered to be composed, and the second to the 
ways in which these particles or bodies are interrelated, that is, to their 
interactions and interconnections. In describing a system it is usually 
convenient to resolve it first into the next simpler parts, rather than 
into its ultimate constituents, and then to carry the resolution further 
and gurther in steps. Weare thoroughly accustomed to this way of de- 
scribing the material constitution of substances. The use of the con- 
cept of resonance permits the extension of the procedure to include the 
discussion not only of the next simpler constituent bodies but also of 
their interactions. Thus the material description of the benzene mole- 
cule as containing carbon and hydrogen atoms, which themselves con- 
tain electrons and nuclei, is amplified by use of the resonance concept 
in the following way: The structure of the normal benzene molecule 
corresponds to resorance between the two Kekulé structures, with 


1 A thorough discussion of this question is given by G. W. Wheland, Resonance 
in Organic Chemisty, John Wiley and Sons, New York, 1955. 
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smaller contributions by other valence-beud structures, and the mole- 
cule is stabilized and ite other properties are shanged somewhat by this 
resonance from those expected for sither Kekuié structure alone; each 
Kekuilé structure consists of a certain distribution of single and double 
bonds, with essentially the properties associated with these bonds in 
other molecules; each bond represents a type of interaction between 
atoms that can be discussed in terms of the resonance between atruc- 
tures differing in the interchange of electrons between atomic orbitals. 

It was pointed out in Section 1-3 and again in Section 9-5 that the 
selection of the primary structures for the discussion of any particular 
case of quantum-mechanical resonance is arbitrary, but that this ar- 
bitrariness (which has an analogue in the classical reasuance phenom- 
enon) does not impair the value of the concept of resonance: 


14-2. THE RELATION BETWEEN RESONANCE AND TAUTOMBRISM 


No sharp distinction can be made between tautomerism and reso- 
nance; but it is convenient in practice to make a distinction between the 
two that is applicable to all except the borderline cases. 

Tautcomers are defined as isomers that are readily interconvertible. 
It is clear that the distinction between tautomerism and ordinary iso- 
merism is very vague indeed, and that it depends on the interpretation 
of the adverb “readily.” It is customary to designate as tautomers 
those isomers whose half-lives (with respect to interconversian) are, 
under ordinary circumstances, less than the time required for tab- 
oratory operations to be carried out (some minutes or bours), so that 
the separation of the isomers from the equilibrium mixtures is difficult. 
The distinction between tautomers and ordinery isomers has no molec- 
ular significance whatever, since it is dependent on the accidectal rate 
of ordinary human activity. 

It is possible, on the other hand, to define tautomerism and clec-~ 
tronic resonance in a way that gives structural significance to them in- 
dividually. 

Let us consider as a definite example a benzene molecule, which may 
have different substituent groupe in the 1, 2,---, 6 positions. The 
nuclei of the molecule vibrate relative to one another in a manner de- 
termined by the electronic energy function for nuclear configuraticns.? 
For most molecules this electronic energy function is such that there is 
one most stable nuclear configuration, about which the nuclei.carry out 
small vibrations, with amplitudes of about 0.1 A. If the molecule can 
be assigned a single valence-bond structure, the nature of this equilib- 
rium configuration can be predicted by the rules of stereochemistry. 
Thus for tetramethylethylene the expected configuration is 
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CH; CH; 
ae / 
a a 
a ‘S 
CH; CH; 


with the angle a equal to about 110° (close to the tetrahedral angle 
109°28’). This has been verified experimentally. We may describe 
benzene, however, as involving resonance between the two valence- 


va \ 
bond structures | || (I) and | y (II). This resonance is so rapid 


that its frequency® (the resonance energy divided by Planck’s constant 
h) is a thousandfold greater than the frequency of nuclear vibration, so 
that resonance between the Kekulé structures occurs in the time re- 
quired for the nuclei to move an inappreciable distance (0.0001 A). 
Hence the effective electronic energy function determining the nuclear 
configuration is not that for either Kekulé structure, but instead that 
corresponding to the Kekulé resonance. Since the predicted stable 
configurations for the two Kekulé structures do not differ greatly, 
there is an intermediate configuration that is the stable equilibrium 
configuration for the actual resonating molecule. This is the hexag- 
onal planar configuration with 120° bond angies. 

The magnitude of the resonance integral, which determines the 
resonance energy and the resonance frequency, depends on the nature 
of the structures involved. In benzene it is large (about 36 kcal/mole), 
but it might have been much smaller. Let us consider what the ben- 
zene molecule would be like if the value of the resonance integral were 
very small, so that the resonance frequency would be less than the fre- 
quency of nuclear oscillation. For each nuclear configuration there 
would be more or less electronic resonance of the Kekulé type. We 
may discuss three nuclear configurations, a, b, and c. 


a b ¢c 


* An effort to determine the resonance frequency greatly disturbs the mole- 
cule, in such a way that after the experiment has been carried out the molecule 
may not be in its original state. Hence some care must be used in the inter- 
pretation of the expression resonance frequency. The argument in the text 
can be carried out by quantum-mechanical methods without use of this ex- 
pression. 
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In a and c the bond angles to the substituent groups approach 110° and 
125° in alternate pairs, corresponding to the tetrahedral model for alter- 
nating single and double bonds in the ring, and in b the bond angles are 
all 120°. Now for configuration a the valence-bond structure I is 
stable, whereas structure IJ is unstable because of the strain involved 
in the bond angles. Since the resonance integral is assumed to be 
small in value, this energy difference would cause structure II to be 
unimportant. The normal electronic state of the molecule would be 
represented for this nuclear configuration essentially by Kekulé struc- 
ture I alone, with only a negligible amount of resonance with structure 
II. 

Similarly, for configuration c structure II alone would be of signifi- 
cance. 

The intermediate configuration 6 would involve complete resonance 
between I and II. Since the resonance energy is assumed to be very 
small, and this configuration corresponds to bond-angle strain for both 
I and II, the configuration would be less stable than a or c. 

This hypothetical benzene molecule would accordingly oscillate for 
some time about the configuration a, with essentially the valence-bond 
structure I; it might then pass through the configuration b, with reso- 
nance to structure II becoming complete, and then oscillate for some 
time about configuration c, with essentially the valence-bond structure 
IT. 

The chemical properties of this hypothetical benzene would be just 
those expected for the valence-bond structures I and IJ, and, indeed, 
the substance would be correctly described as a mixture of these two 
isomers or tautomers. 

It is evident that we may define tautomerism and resonance in the 
following reasonable way: When the magnitudes of the electronic reso- 
nance integral (or integrals) and of the other factors determining the elec- 
tronic energy function of a molecule are such that there are two or more 
well-defined stable nuclear equilibrium configurations, we refer to the 
molecule as capable of existing in tautomeric forms; when there ts only one 
well-defined stable nuclear equilibrium configuration, and the electronic 
state is not satisfactorily represented by a single valence-bond structure, 
we refer to the molecule as a resonating molecule. 

This may be expressed somewhat more loosely by saying that, 
whereas a tautomeric substance is a mixture of two types of molecules, 
differing in configuration, in general the molecules of a substance 
showing electronic resonance are all alike in configuration and structure. 

Each of the tautomeric forms of a substance may show electronic 
resonance; tautomerism and resonance are not mutually exclusive. 
Let us discuss 5-methylpyrazole as an example. This substance exists 
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in two tautomeric forms, A and B, differing in the position of the N- 
hydrogen atom. 


( { 
oN 
H—C C—CH; HO” C—CH; 
sINA= tN NN 
| 
i i 
A 3B 


Each of these tautomers in its normal state is represented, not by the 
conventional valence-bond structure shown above, but by a resonance 
hybrid of this structure and others. For tautomer A, with the hydro- 
gen atom attached to the nitrogen atom 1, the principal resonance is 
between structures A I and A II, with A I the more important; smaller 
contributions are made also by other structures such as A III. Similar 
resonance occurs for tautomer B. Thus for both tautomers the prin- 
cipal resonance 


\ Va 
CG. ay : a) 


| oe | 
H 


A | A II A lll’ 


\ Jn 
is between valence-bond structures I F and II . ; with T 


more important for A and II for B; but it is not correct (according to 
our conventional nomenclature for electronic resonance) to say that 
methylpyrazole resonates between the structures 


CH CH 
of Soon, and of Noon, 
hoes HN——_N 


14-3. THE REALITY OF THE CONSTITUENT STRUCTURES OF A 
_ RESONATING SYSTEM 


It is often asked whether or not the constituent structures of a reso- 
nating system, such as the Kekulé structures for the benzene molecule, 
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are to be considered as having reality. There is one sense in which this 
question mnay be answered in the affirmative, but the answer is defi- 
nitely negative if the usual chemical significance is attributed to the 
structures. A substance showing resonance between two or more valence- 
bond structures does not contain molecules with the configurations and 
properives usually associated with these siructures. The constituent 
structures of the resonance hybrid do not have reality in this sense. 

The question may also be discussed in a different way. The stable 
equilibrium configuration of the nuclei of a benzene molecule is not 
that appropriate to either of the two Kekulé structures, but is the in- 
termediate hexagonal configuration. ‘The valence-bond structures I 
and IT are hence to be interpreted as being 


O: Qs 


somewhat different from those for nonresonating molecules. They 
mean that the electronic motion is that corresponding to alternating 
single and double bonds, but with the equilibrium internuclear dis-. 
tances constant (1.40 A), rather than alternating between 1.54 A and 
1.334. The electronic wavefunction for the normal benzene molecule 
can be composed of terms corresponding to the Kekulé structures I and 
II, plus some additional terms; hence, according to the fundamental 
ideas of quantum mechanics, if it were possible to carry out an experi- 
mental test of the electronéc structure that would identify structure I or 
structure IT, each structure would be found for the molecule to the extent 
determined by the wave function. The difficulty for benzene and for 
other molecules showing electronic resonance is to devise an experi- 
mental test that could be carried out quickly enough and that would 
distinguish among the structures under discussion. In benzene the 
frequency of Kekulé resonance is only a little less than the frequency of 
the bonding resonance of electron pairs, so that the time required for 
the experiment is closely limited. 

Most methods of testing bond type involve the motion of nuclei. 
The chemical method, such as substitution at positions adjacent to a 
hydroxyl group in testing for double-bond character as used in the 
Mills-Nixon studies, is one of these. This method gives only the re- 
sultant bond type over the period required for the reaction to take 
place. Since this period is much longer than that of ordinary elec- 
tronic resonance, the chemical method cannot be used in general to 
identify the constituent structures of a resonating molecule. Only if 
the resonance frequency is very small (less than the frequencies of 
nuclear vibration) can the usual methods be applied to identify the 
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constituent structures; and in this case the boundary between reso- 
nance and tautomerism is approached or passed. 

The foregoing statement is not to be construed as meaning that 
chemical methods, as well as physical methods, cannot be used as the 
basis for inference about the nature of resonating structures. This in- 
ference is based on the resultant bond type, and not on the direct iden- 
tification of individual structures. 


14-4. THE FUTURE DEVELOPMENT AND APPLICATION OF THE 
CONCEPT OF RESONANCE 


When we compere our present knowledge of structural chemistry 
with that of 30 years ago and become cognizant of the extent to which 
clarity has been brought into this field of knowledge by the extensive 
application of the concept of resonance, we are tempted to speculate 
about the future development of this concept and the nature of the 
further applications of it that may be made. 

The applications of the idea of resonance that have been made dur- 
ing the last thirty years are in the main qualitative in nature. This 
represents only the first step, which should be followed by more refined 
treatments with quantitative significance. Some rough quantitative 
considerations, such as those about interatomic distances, the partial 
ionic eharacter of bonds, and the energy of resonance of molecules 
among several valence-bond structures, have been described in the pre- 
ceding chapters of this book; these, however, deal with only small por- 
tions of the broad field of structural chemistry. The ultimate goal, a 
theory permitting the quantitative prediction of the structure and 
properties of molecules, is still far away. 

In this book the discussion has been restricted almost entirely to the 
structure of the normal states of molecules, with little reference to the 
great part of chemistry dealing with the mechanisms and rates of chem- 
ical reactions. It seems probable that the concept of resonance can be 
applied very effectively in this field. The ‘activated complexes” that 
represent intermediate stages in chemical reactions are, almost without 
exception, unstable molecules that can be described as resonating 
among several valence-bond structures. Thus, according to the theory 
of Lewis, Olson, and Polanyi, Walden inversion occurs in the hydrolysis 
of an alkyl halogenide by the following mechanism: 


H H 
HO- + RO—I — Ho—b_1 ——> HO—OZR, + I- 
/ oN 
Rs Ry Re Rez 


The activated complex can be described as involving resonance of the 
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fourth bond of carbon between the hydroxide and iodide ions. Some 
very interesting quantum-mechanical calculations bearing on the 
_ theory of chemical reactions have been made by Eyring and Polanyi 
and their collaborators and by other investigators. It is to be hoped 
that the quantitative treatments can be made more precise and more 
reliable; but before this can be done effectively, an extensive develop- 
ment of the qualitative theory of chemical reactions must take place, 
probably in terms of resonance. 

Among the most interesting problems of science are those of the 
structure and properties of substances of biological importance. I 
have little doubt that in this field resonance and the hydrogen bond are 
of great significance, and that these two structural features will be 
found to play an important part in such physiological phenomena as 
the contraction of muscle and the transmission of impulses along nerves 
and in the brain. A conjugated system provides the only way of trans- 
mitting an effect from one end to another of a long molecule; and the 
hydrogen bond is the only strong and directed intermolecular interac- 
tion which can come into operation quickly. It will be many years 
before our understanding of molecular structure becomes great enough 
to encompass in detail such substances as the proteins, with highly 
specific properties (such as those shown by antibodies) which must be 
attributed to their possession of well-defined and complex molecular 
structures; but the attack on these substances by the methods of mod- 
ern structural chemistry can be begun now, and it is my belief that this 
attack will ultimately be successful. 

The foregoing paragraph has been reproduced without change from 
the first edition of this book (1939). The discoveries about the struc- 
ture of polypeptide chains in proteins and polynucleotide chains in 
nucleic acids that have been made during the last decade have been 
largely based on considerations of resonance (planarity of the amide 
group, purines, pyrimidines) and hydrogen-bond formation. We may 
ask what the next step in the search for an understanding of the ‘nature 
of life will be. I think that it will be the elucidation of the nature of 
the electromagnetic phenomena involved in mental activity in relation 
to the molecular structure of brain tissue. I believe that thinking, both 
conscious and unconscious, and short-term memory involve electro- 
magnetic phenomena in the brain, interacting with the molecular (ma- 
terial) patterns of the long-term memory, obtained from inheritance or 
experience. What is the nature of the electromagnetic phenomena? 
What is the nature of the molecular patterns? What is the mechanism 
of their interaction? These are problems of structural chemistry that 
we may now strive to solve. 
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APPENDIX 1 


Values of Physical Constants 


(Chemists’ Scaie) 


Velocity of light ¢ 

Electronic charge ¢ 

Mass of electron m 

Mass of proton M, 

Mass of neutron M, 

Planck’s constant h 

Avogadro’s number V 

Faraday F 

Boltzmann’s constant k 

Gas constant 2 

Bohr magneton ys 

Ratio of physical to chemical 
atomic weights 

Energy of 1 ev 

Energy of 1 ev 

Wave length of l-ev quantum 

Wave number of l-ev quantum 

Energy of 1 g of mass 
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= 2.99793 x 10-'° cm/sec 
== 4,80286 < 107)? statcoulomb 
= 9.1083 XK 107g 

= 1.672389 X 10-“g 

=x 1.67470 X 10-*g 

= §.62517 XK 107?’ erg sec 

= 0.60232 X 10% mole 

= 96,495.7 coulomb/mole 

= 1.38044 « 10-” erg/deg 
== 1.9872 cal deg-! mole? 

= 0.92731 K 10-*° erg/gauss 


= 1.000272 

= 1.60206 « 10-" erg 
= 23.063 keal/mole 

= 12,397.67 

= 8,066.03 cm™! 

= 5.6100 *& 10** ev 
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The Bohr Atom 


In his first paper on atomic structure Niels Bohr! discussed quantized 
circular orbits of the electron (mass m, charge—e) about the nucleus in 
the hydrogen atom and hydrogenlike ions (mass M, charge +Ze). A 
possible state of motion of the electron is in a circular orbit. Accord- 
ing to classical mechanics, the orbit might have any radius. Bohr de- 
rived a set of quantized orbits by making the assumption that the 
angular momentum of the atom should be an integral multiple of h/2z, 
where / is Planck’s constant. 

The relation between the speed v of the electron in a circular orbit 
about the nucleus and the radius r of the orbit can be derived by use of 
Newton’s laws of motion. A geometrical construction shows that the 
acceleration of the electron toward the center of the orbit is v?/r, and 
hence the force required to produce this acceleration is my?/r. This 
force is the force of attraction Ze?/r? of the electron and the nucleus; 
hence we write the equation | 


mv*/r = Ze/r? 


or, multiplying by r, 
my? = Ze*/r (II-1) 


_ It may be noted that this equation corresponds to the virial theorem 
(Sec. 1-4). Theterm on the left is twice the kinetic energy, and that on 
the right is the potential energy with changed sign. 

The angular momentum for the electron in its orbit is mrv. Bohr’s 
postulate for quantizing the circular orbits is represented by the equa- 
tion 


mrv = nh/2n (II-2) 
1N. Bohr, Phil. Mag. 26, 1 (1913). 
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In this equation n is the quantum number for the hydrogen atom, as- 
sumed to have the values 1 (for the normal state of the atom), 2 (for 
the first excited state), 3, 4, 5, and so on. 

These two equations are easily solved. It is found that the radius of 
the circular Bohr orbit for quantum number n is equal to n*h?/4x*Zme?. 
This can be written as n?ao/Z, in which ay has the value 0.530 A. The 
speed of the electron in its orbit is found to be v = 24Ze?/nh. For 
the normal hydrogen atom, with Z = 1 and n = 1, this speed is 
2.18 & 108 cm/sec, about 0.7 percent that of the speed of light. 

The energy of the atom, the sum of the kinetic energy and the poten- 
tial energy, is 


E, = — 21°Z*e'm/n*h? (I1-3) 


In the above calculation the system has been treated as though the 
nucleus were stationary and the electron moved in a circular orbit about 
the nucleus. The correct application of Newton’s laws of motion to 
the problem of two particles with inverse-square force of attraction 
leads to the result that both particles move about their center of mass. 
The center of mass is the point on the line between the centers of the 
two particles such that the two radii are inversely proportional to the 
masses of the two particles. The equations for the Bohr orbits with 
consideration of motion of the nucleus are the same as those given 
above, except that the mass of the electron, m, is to be replaced by 
the reduced mass of the two particles, », defined by the expression 
1/u = 1/m + 1/M, where M is the mass of the nucleus. 
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Hydrogenlike Orbitals 


THE wave functions for a state of a hydrogenlike atom described by 
the quantum numbers n (total quantum number), / (azimuthal quantum 
number), and m (magnetic quantum number) are usually expressed in 
terms of the polar coordinates r, 8, arid ¢. The orbital wave function 
is a product of three functions, each depending on one of the coordi- 


nates: 
Vawm(7, 0, >) = Rar(r)Om(8) Pn($) 
In this equation the functions ®, 6, and RF have the forms 


1 
$n(¢) = ie ems 


(2+ 10 — | mY se 


6 1n(0) al 3+ ]m)! P, (cos 8) 





and 
2Z\> (n — 1 — 1) V8 gps i _ stay 
Rai) = —[() een ee 
in which 
22 
p=——F 
Nay 
and 
h? 
a 4x*pe? 


(ITI-1) 


(IIiI-2) 


(III-3) 


(III-4) 


(III-5) 


(ITTE-6) 
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Tass ITI-1.—Tas Funcrions ®n(¢) 











1 1 
2 (¢) /2e 6 ; or Dd; eal?) le COs 


#4(¢) = 7 ae ce ule = ‘ine 


%3(¢) = ae ef or 3 con(¢) = = cos 2¢ 


bs(¢) = e et or @s oin(o) = = sin 2¢ 





TasBxB [II-2.—Tam Wave FUNCTIONS 0m (8) 





i = 0, s orbitals: 
@o0(@) = “ 
t= 1, p orbitals: 


@10(0) = be cos 6 


C14:(0) = 8 sin 6 
1 = 2, d orbitals: | 


Ose(6) = ” (3 cos? 6 — 1) 


@341(8) = pin 6 008 4 


Gs42(0) = x ain’ 6 
i = 3, f orbitals: 


@s0(6) = sv (+ cos! § — cos 0) 


6341(8) = vs sin 6(5 cos? @ — 1) 
, @s4:(6) = Mint 8 cos 0 


@343(0) = chi sin? @ 
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cn ee oan: 


n = 1, K shell: 


l= 0, Is 
n = 2, L shell: 


[ = 0, 2s 


l= 1, 2p 


n = 3, M shell: 


L = 0, 38 


i=tI1, 3p 


I = 2, 3d 


2 = 4, N shell: 


l = 0, 4s 
l= 1, 4p 
[ = 2, 4d 


i= 3, 4f 
n = 5, O shell: 
l = 0, 5s 


1 = 1, Sp 
l= 2, 5d 
I = 3, 5f 


l = 4, 5g 


n = 6, P shell: 
= 0), 6s 


i= 1, 6p 


Rio(r) = 
Rao(r) = oe 
Ra(r) = ee 
Rao(r) = ee 
Re(r) = seat a3 
Ra(r) = aha 
Bal) = See 
Ra(r) = aT 
Reo(r) = aE 
Z 
Ball) = aS 
Z /ao)*/? 
Bale) = a 
Z /ao)* 
ne 0 a 
Ru(r) = oe 
Z 
Reo(r) = a oC 
Ralr) = 2/20 


TABLE JiJ-3.—Tuwe HypgsoGen RapraL WavE FUNCTIONS 


Appendices 


(Z/ao) 3/2. Qe-P/2 


= (8 — 


432,/210 


(2 — p)e-?/? 


pe?! 2 


(6 — 6p + p?)e*/# 


(4 — p)pe~?/? 


p? eP/2 


Mp — 12p? — p3)e-P! 


——— (24 - 
(20 — 10p + p*)pe~?!? 


(6 — p)p%e-#"? 


te~P/2 


(120 — 240p + 120p* — 20p? + p‘e-*/? 
(120 — 90p + 18? — p*)pe-?/2 

(42 — 14p + p*)pte~#/2 

p)pteP/2 


4e—P/2 


(720 — 18000 + 1200p? — 300p* 4- 30p4 — p*)e/2 


(840 — 8409 + 252p® — 283 + p")pe7?/? 
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The quantity @o is interpreted in the Bohr theory as the radius of the 
smallest orbit in the hydrogen atom; its value is 0.530 A. 

The functions P!™! (cos 6) are the associated Legendre functions, and 
the functions L2*"(p) are the associated Laguerre polynomials. 

The wave functions are normalized, so that 


ad " Qr : 
J J J Pnin(t, 8, d)Wnim(r, 8, ¢)r? sin 6dedédr = 1 (III-7) 
0 0 0 


y* is the complex conjugate of y. The functions in r, 6, and: are 
separately normalized to unity: 


Qe 

f °($)Fn(d)dd = 1 (III-8) 
0 

f {©im(8)}? sin 6d0 = 1 (III-9) 
t] 

f {Ralr)}2r2dr = 1 (III-10) 
0 


In Tables III-1, III-2, and IJI-3 there are given the expressions for 
the three component parts of the hydrogenlike wave functions for all 
values of the quantum numbers that relate to the normal states of 
atoms. The expressions for ®,,(@) are given in both the complex form 
and the real form. 
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Russell-Saunders States of Atoms Allowed 


by the Pauli Exclusion Principle 


IN Section 2-7 it waa pointed out that the allowed Russell-Saunders 
states of an atom with two electrons with different total quantum num- 
bers can be found by combining the electron spins to produce a result- 
ant spin, corresponding to the total spin quantum number S (in this 
case 0 and 1), combining the orbital angular momenta of the electrons 
to produce the values of the total angular momentum quantum number 
L that are permitted by the magnitudes of the individual orbital angu- 
lar momenta of the electrons, and then combining the total spin angular 
momentum vector and the total orbital angular momentum vector in 
all of the ways permitted by the magnitudes of the vectors that corre- 
spond to the total angular momentum quantum number J, with J hav- 
ing integral values when S is integral (an even number of electron 
spins) and half-integral values (4, $,---) when S has half-integral 
values (corresponding to an odd number of electrons). Then, in Sec- 
tion 2-8, it was mentioned that the Pauli exclusion principle introduces 
a restriction in case that the two electrons have the same value of the 
total quantum number. In particular, the normal state of the helfum 
atom corresponds to the electron configuration 1s?, with each electron 
having n = 1, 1 = 0, m, = 0, and, of course, s = 4; the Pauli exclu- 
sion principle requires that one of the electrons have m, = +4 and the 
other have m, = —4, so that the resultant spin angular momentum is 
zero, and ‘the state must be a singlet state, 4So. The corresponding 
triplet state, #S,, is excluded by the exclusion principle, and in fact does 
not exist. 

The application of the Pauli exclusion principle is necessary for the 
understanding of the normal states of atoms. There is a simple way of 
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determining the allowed Russeli-Saunders states for an atom with two 
or more electrons in the same subgroup (same values of n and ly. 

Sometimes the allowed states can be discovered by «& simple argu- 
ment. For example, let us discuss the normal state of the nitrogen 
atom. The nitrogen atom, with seven electrons, has 1872s°2p? as its 
most stable electron coniiguration. By the argument given above, the 
two 1s electrons contribute nothing to the spin angular momentum or 
the orbital angular momentum of the atom, as do also the two 2s elec- 
trons. The values of the quantum numbers S, L, and J for the normal 
state of the atom can accordingly be found by consideration of the 
_ three 2p electrons. The three electrons might Zive rise to one or more 
quartet states, with the spin quantum number S = $, and doublet 
states, with the spi quantum number S = 4. By Hund’s first rule, 
the quartet states will be more stable than the doublet states, and ac- 
cordingly we inay discuss the quartet states, in the search for the nor- 
mal state. Each of the two p electrons has ] = 1, and the possible 
values of the resultant angular momentum quantum number are hence 
L=0, 1, 2, and 3. The quartet state might accordingly be 4S, ‘P, 
‘D, or ‘F. In order to obtain a quartet state, with S = #, the spins of 
the three 2p electrons must be parailel. These three electrons have uc-- 
cordingly the same values of the quantum numbers n, l, $, and m,, equal 
respectively to 2, 1, 3, and +4 (for orientation of the resultant spins 
in the positive direction). The Pauli exclusion principle requires that. 
they differ from one another; accordingly the remaining quantum num- 
ber, m1, must have the values +1, 0, and —1 for the three electrons, 
respectively, and hence the resultant orbital angular momentum must 
be zero (L = 0). Accordingly the one quartet state allowed by the 
exclusion principle for the configuration 2p? is 4832. The normal state 
of the nitrogen atom is thus found, in agreement with experiment, to 

be 18*2s72p* 4832, as given in Table 2-6. 
_ A somewhat more extended argument is needed to show that the al- 
lowed doublet states for this configuration are *Dar, *Diy, and S42. 
The method used to reach this conclusion will be illustrated by applica- 
tion. to a simpler case, that of two equivalent p electrons (two electrons 
with the same value of n and with? = 1). 

The Zeeman Effect.—It was discovered by the Dutch physicist 
P, Zeeman that spectral lines may be split into two or more components 
when a magnetic field is applied to the atoms that are emitting or ab- 
sorbing the radiation. This effect is called the Zeeman effect. The 
splitting of the spectral lines is due to a splitting of the energy levels 
into two or more compcnents as a result, of the interaction of the mag- 
netic moments associated with the spin of the electrons and their or- 
bital motion with the magnetic field. 
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We may use the configuration 2p3p as an example. The Russell- 
Saunders states corresponding to this configuration, beginning with the 
most stable one, are *D,, *De, 8Ds, ?Po, #11, Pe, 381, De, UP, and So. 
There are accordingly ten energy levels. However, when a magnetic 
field is applied, all of these levels except those corresponding to J = 0 
are split into several levels by the interaction of the magnetic moments 
with the magnetic field. For example, the states with / = 1 are split 
into three levels, corresponding to the total magnetic quantum number 
M,; = —1,0, and +1, and those with J = 2 are split into five levels, 





Fria. [V-1-—A diagram showing the orientation in a vertical magnetic 
field of the total angular momentum vector corresponding to the value 1 for 
the angular Iinomentum quantum number J, and also to the value 2 for this 
quantum number. For J = 1 there are three orientations, corresponding 
to the values —1, 0, and +-1 for the total magnetic quantum number M,, 
and for J = 2 there are five orientations. This diagram also represents the 
orientation of the total spin angular momentum and the total orbital angular 
momentum for the Paschen-Back effect for the *D states, with quantum 
numbers S = land L = 2. The diagram at the left represents the orienta- 
tion of the spin vector and that at the right the independent orientation of 
the orbital vector in the vertical magnetic field. 


corresponding to My; = --2, —1,0, +1, and +2 (Fig. IV-1).. In gen- 
eral a state with given value of J is split into 2J + 1 levels. No fur- 
ther splitting can be obtained. The energy level in the absence of the 
magnetic field is said to be degenerate, the degeneracy of the state being 
2J + 1; the Russell-Saunders state *D, is in fact three states, which in. 
the absence of a magnetic field happen to coincide in energy. The ap- 
plication of the magnetic field is said to remove the degeneracy. | 

By adding the values of 2/7 + 1 for the ten Russell-Saunders states 
listed above we see that, there are in fact 36 states based upon the con- 
hguration 2p3p and that application of a magnetic field gives rise to 36 
energy levels. 
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The change in energy due to the magnetic field is equal to 
AH = MsgupH (IV-1) 


In this equation Ay is the total magnetic usantura number, g is a factor 
that will be discussed later, uy is the Bohr magneton equal to eh/4ame, 
and H is the strength of the magnetic field. The splitting of energy 
levels into equally separated components is illustrated in igure IV-2. 

The Paschen-Back Effect.—-It was discovered by Paschen and Back! 
that when the magnetic field becomes so strong that the Zeeman split- 
ting of the energy levels of a Russell-Saunders state bccomes approxi- 
mately as great as the separation of the states with different values of 
J, such as *D;, *De, and *D,, the nature of the pattern of energy levels 





Mg poe «6 t 2 
+1 +1 
‘oO —— 0 
or | ~4 
J=i J=2 =2 


Fia@. [V-2.—Energy levels for states with total angu- 
lar. momentum quantum number J = 1 (left) and 2 
(right) in the Zeeman effect. The degenerate energy 
level is split into three or five components by the mag- 
netic field, corresponding to different values of the mag- 
netic quantum number ™,. 


changes. In a strong magnetic ficld the coupling between the orbital 
angular momentum and the spin angular momentum to give a result- 
ant angular momentum represented by J is broken; instead, the orbital 
angular momentum, represented by ZL, and the spin angular momen- 
tum, represented by S, orient independently in the magnetic field, in 
the ways determined by the orbital magnetic quantum number AM, 
and the spin magnetic quantum number Msg. This situation is illus- 
trated for the multiplet #D,, *De, and 4D; in Figure 1V-1. In this figure 
the spin angular momentum is shown to be oriented in three ways in 
the magnetic field, corresponding to Ms = —1, 0, and +1, and the 
orbital angular momentum in five ways, corresponding to My, = --2, 
—1, 0, +1, and +2. The orientations of the spin and the orbital 
angular momenta are independent of one another, and accordingly 15 
quantum states are represented. Similarly, the Paschen-Back effect 
for *Po, *P1, and *P2 gives rise to nine quantum states; the other Russell- 
Saunders states, with either S = 0 or P = 0, do not show a Paschen- 


1 F. Paschen and E. Back, Physica 1, 261 (1921). 
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Back effect; they correspond to a total of 12 quantum states, so that 
the total forthe configuration remains 36, as discussed for the Zeeman 
case, above. The application of a magnetic Held of gradually increas- 
ing strength cannot lead to the destruction of quantum states or the 
formation of new ones, but only to the change in their energy values. 

The Extreme Paschen-Back Effect.—If the magnetic field is very 
strong, the interactions that cause the spins of the electrons to combine 
to a resultant spin and the orbital moments to combine to a resultant 
orbital moment are broken. Then each electron orients its spin inde- 
pendently in the magnetic field, having two possible values, +4 and 
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Fie. [V-3.—Diagram representing orientations of the spin vectors of the 
two electrons and the orbital angular momentum vectors of the two electrons 
in the extreme Paschen-Back effect for an atom with two 29 electrons. The 
- two spins orient themselves separately in the vertical magnetic field, as do 
also the two orbital angular momentum vectors. Each electron spin can 
assume orientations such that the component of angular momentum along 
the field direction is represented by the quantum number m, = +4 or —4, 
and each orbital angular momentum may orient itaelf in such a way that the 
component of the orbital angular momentum along the field direction is 
represented by the quantum number m; = +1, 0, or —1. 


—4. Similarly, each orbital moment orients itself independently in the 
magnetic field, there being only one orientation (m; = 0) for an s elec- 
tron, three (m: = ~—1,0, +1) fora pelectron, and soon.. Foz the con- 
hguration 2p3p there are two orientations of the spin for each electron 
and three orientations for the orbital moment, as shown in Figure IV-3. 
These orientations are independent of one another; accordingly 
the extreme Paschen-Back effect for this configuration gives rise to 
2X2X3 X 3 = 36 quantum states. These quantum states are 
equal in number to those for the ten Russell-Saunders states listed 
above, and also to those for the Paschen-Back states. 

Two Equivalent p Electrons.—If the two electrons do not have dif- 
ferent values of the total quantum numbers, then some of the extreme 
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Paschen-Back states indicated in Figure IV-3 are excluded by the 
exciusion principle. For example, the electrons cannot both have 
m, = -+-$ and m, = +1; this is an excluded state. The allowed 
states for two equivalent p electrons are seen by inspection to be 15 in 
number; they are listed in Table IV-i.. Note that these allowed states 
require that the quantum numbers m,, and m., for the first electron be 
not identical with m,, and mj, for the second electron; moreover, two 
assignments of quantum numbers that differ only in the interchange of 
the two electrons are not counted as two states, but only as one. 


TABLE IV-1.—-ALLownEp Sratses ror Two EQUIVALENT 
p ELDCTRONS 
a 





Mer Meo M1 Mis Msg = ma + mes Mr, = mn + mi 
ne 
+ 1/2 + 1/2>- + 1 ' 0 +1 +1 
+1 1 +1 0 
0 1 +1 — J] 
+ 1/2 —~1/2 +1 +1 0 +2 
| +1 0 0 +1 
+1 — | 0 0 
0 “+4 0 +1 
0 0 0 0 
0 —1 0 —] 
—1 +1 0 0 
—- |] 6 0 —] 
—1 — i 0 —2 
— 1/2 — 1/2 + I 0 —] +1 
+ 1] _ — J] 0 
0 =] — 1 — | 


— 








The correlation of the extreme Paschen-Back states with Russell- 
Saunders states can be made by considering the Paschen-Back effect. 
By adding the electron magnetic spin quantum numbers and electron 
magnetic orbital quantum numbers values of the resultant spin and 
orbital quantum numbers Mg and M, are obtained. These may be 
interpreted at once in terms of Russell-Saunders states. The presence 
of Ms = +1 and —-1 (as well as 0) requires that there be some triplet 
states, with S = 1. The values Ms = +1 or —1 are correlated with 
M, = +1,0, and —1, but not +2 or — 2; hence there are no °D states, 
but only *P. When the nine values of Mg and M, corresponding to *P 
are crossed out, there remain only the values Ms = 0 together with 
M, = +2, +1, 0,0, —1, and —2; it is seen that these correspond to 
the states 'D and 4S. Accordingly the Russell-Saunders states *Po, 
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3P,, 3Po, 'De, and 1S» are allowed for two equivalent p electrons. 

In Table IV-2 are listed the allowed Russell-Saunders states for 
equivalent s, p, d, and some cases of f electrons. 

The Landé g-Factor._-The magnetic moment of an atom can be ex- 
pressed in a simple way in terms of its angular momentum. The Bohr 
unit of angular momentum is h/2z, and the Bohr unit of magnetic mo- 
ment (the Bohr magneton) ishe/4armec. An electron moving in an orbit 
with x units of angular momentum has orbital magnetic moment equal 
to « Bohr magnctons. 

However, the magnetic moment of electron spin bears a different 
relation to the spin angular momentum; it is approximately twice as 
great. This can be expressed by saying that the Landé g-factor for 
orbital motion of the electron is 1 and that for spin of the electron is 2. 


TABLE IV-2 


ee cere ee esis ee enetneetnt nen cu fee a A A ne A NE St tn ENG TY HS A SAR SA NI 





ee GN EE SRN Si 


Equivalent s Electrons 


a te te RA LN Nt a A eh 





s —?7S 
3? — ig 


Equivalent p Electrons 


verte are en A 2S A Mey senenecrennssinrn el raeartY tr tS ER CS CDSE tN AD 





pi — 2p 

p? —18 iD 3p 

p —_ 2pP 22 4S 
pi — 18 : ip 3 P 

p> — 2p 

p® atiet © b 


eces eee epee ep ores A ee ON NT Ne ONY ce tees serene: onemerelecceee NR ARI OD GE SAGO SS AS LE I 


Fiquivalent d Electrons— 


di 2D 

d? — 1(SDG) 3(PF) 

ds — 22 2(PDFGH) (PF) 

di — 1(SDG) PF) ‘(SDFGI) “PDFGH) *D 

ds — 2D 2(PDFGH) (PF) ““SDFGI) “DG) 8s 
d’ — 1(SDQ) (PF) \(SDFGI) *(PDFGH) §D : 

d? — 2p 2(PDFGH) ‘(PPF) 

d® — 1(SDG) 3(PP) 

qd? — 22 

qd} eases 1S 


Equivalent f Electrons 


a eee a a a tn A GR RY 





f} 2 
ti 1(0SDGI) §(PFH) 
Ji 1SDGI) 3(PFH) 
fi3 2p 


fis 1S. 


anne a eo ee et NE RL TANTS Ae Rete 






























































IV. Russell-Saunders States of Atoms 587 
TasLe IV-3.—Tue Lanp& g-Factor ror RussEei- 
SAUNDERS CouPLING 
Singlets, S = 0. 
J = 0 1 2 3 4 5 
AB EO in Sioa dO ide anhcte ct 0/0 
ip Lee Sth aa enan te tnte ete ee 7 1 
iD Dees aad anlar eh eee Nae ie 1 
1F Beet toad hava eetca tas - 1 
1G 7 Re ee ee moe ee eee he 1 
iT L SR aa eo eel pay Bae m 1 
Doublets, S = 1/2 
J = 1/2 3/2 5/2 7/2 9/2 11/2 
BSc Ti man iho cast are enh rate tats Bs 
ap Dee Bodine ee ete alas 2/3 4/3 
2D De da. eee ine Benne une a 4/5 6/5 
5 eos sasbs coe tclees aon Reus th eee cs ae : a 6/7 8/7 
2G Da ie aadiee ieee: sexes a ca 8/9 10/9 
2H | ee ne Panne eee ney: oe 10/11 12/11 
Triplets, S = 1 
hae 0 1 2 3 4 5 6 
ie Ark pepe aun a eee Zz 2 
a WA Se hie te ae 0/0 3/2 3/2 
3D Dice ei edey eee es e 1/2 7/6 4/3 
3° Berean Pete ces on Bosra sd - 2/3 18/12 5/4 
3G 7 Nn adn ee - 3/4 21/20 6/5 
3H Brit, be hiden attatats . oe 4/5 31/30 7/6 
Quartets, S = 3/2 
J= 1/2 3/2 5/2 7/2 9/2 11/2 13/2 
OS. Wee Oy ak oad nate Meta tos es me 2 
4p Tes pcan (ec utdee 8/3 26/15 8/5 
‘D Ore ne eee 0 6/5 48/35 10/7 
‘Fr ROE anid eon 2/5 36/35 26/21 4/3 
‘G Wo gies eniaks Selb ECE Ea ie 4/7 62/63 116/99 14/11 
+H Bh tc eaiistsa beak es 2/3 32/33 162/143 16/13 
Quintets, S = 2 
J = 0 1 2 3 4 5 6 7 
6B L=0............ re 2 
5p seer Seaton e 5/2 11/6 5/3 
5D inne een ae 01/0 3/2 3/2 3/2 3/2 
ay Wi bat emaeude _ 0 1 5/4 27/20 7/5 
8G er ee ig 1/3 11/12 23/20 19/15 4/3 
HT ee eee ete as 1/2 9/10 11/10 17/14 9/7 
Sextets, S = 5/2 - 
J = 1/2 3/2 5/2 7/2 9/2 11/2 13/2 = 15/2 
SS. Gb se Oe View eu eae ok = 2 
sp Di ioratean Sena is 12/5 66/35 12/7 
sD > eee eee 10/3 28/15 58/35 100/63 14/9 
6F Bit cian cree ot —2/3 16/15 46/35 88/63 142/99 16/11 
a 7 en eer ea 0 6/7 8/7 14/11 192/143 18/13 , 
6H nee aie ee 2/7 652/63 106/99 172/143 50/39 4/3 
Septets, S = 3 
J= 0 1 2 3 4 5 6 7 8 
" L=0..... a 2 
™P Di cece 3 7/3 23/12 7/4 
7D ae . 3 2 7/4 33/20 8/5 
77 3. 0/0 3/2 3/2 3/2 3/2 3/2 3/2 
1G becke, .. 1/2 6/6 7/6 13/10 41/80 59/42 10/7 
7H Benes Fe 0 3/4 21/20 6/5 9/7 75/56 11/8 
Qoteta, S = 7/2 
J = 1/2 3/2 5/2 7/2 9/2 11/2 13/2 15/2 17/2 
S LeQ..... sing : ne 2 
sp are ; 3 16/7 122/63 16/9 
sD ee a 14/5 72/35 38/21 56/33 18/11 
sp 3. 4 _ 12/7 = 84/21 52/33 222/142 = 20/13 
8G 4..... —4/3 14/J5 44/85 | 86/63 140/99 206/143 284/195 22/15 
8H 5 ~ 2/8 24/35 22/21 40/83 186/143 88/65 118/65 24/17 
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The Landé g-factor for an atom is the ratio of the magnetic moment of 
the atom in Bohr magnetons and the angular momentum of the atom 
in Bohr units h/2z7. | 

It is possible to calculate the g-factor for an atom in a Russell- 
Saunders state by considering the angles between the vectors S and L 
and the vector J. The total angular momentum, in units A/2r, is 
VJI(J +1). The magnetic moment in the direction of the angular 
momentum vector (the component perpendicular to the angular mo- 
mentum vector cancels out) is equal to the components of the magnetic 
moment along S and that along L in the direction of J. The value can 
be calculated by trigonometry, the magnitudes of the vectors S and L 
being taken to be proportionally equal to V/S(S + 1) and. /L(Z + 1), 
respectively. The equation obtained in this way is 
= BSU(J +1)+S8(8 +1) — O06 +1) 


ee ane aeatl 


I(T +1) 


Values of the Landé g-factor calculated with this equation are givens 
in Table IV-3. | 


g(J) 


APPENDIX V 
Resonance Energy 


A DETAILED discussion of resonance energy can be found in books 
on quantum mechanics. A simple problem, the dependence of the 
energy resonance between two structures on the difference in energy of 
the structures, is discussed in the following paragraphs. 

The value of the energy of a system corresponding to a wave function 
¥ (normalized to unity) is 


E = fi {y*Hivdr (V-1) 


Here 7 represents the coordinates for the system (z, y, z for each elec- 
tron and each nucleus) and H is the Hamiltonian operator correspond- 
ing to the total energy of the sygtem. The integral is taken over the 
whole of configuration space for the system. y* is the complex conju- 
gate of y. 

Let us now consider a normalized function ¥; corresponding to », rea- 
sonable structure for the system. The corresponding value of the 
energy, a8 given by Equation V-1, is Hy, defined by the equation 


= f WtHwxdr (V-2) 


Similarly, the energy for another function yy, corresponding to another 
structure for the system, is Ady 3. 

Now let us consider resonance between the two structures. We may 
write for the resonance structure the wave function 


v = a + by (V-3) 


In order for this function to be normalized (f¥*dr = 1) the coeffi- 
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cients must satisfy the condition 
a? -+- ZabA; Il + b2 = ] (V-4) 


(Note that Ay; = A; y if the functions are real, as we shall assume.) 
Here A is the overlap integral 


dy = f vitvde (V-5) 


The variation principle of quantum mechanics states that the true 
wave function for the normal state of a system is the one that minimizes 
the energy. We may accordingly find the best function y by finding 
the ratio a/b that minimizes FE (Equation V-1). 

A simple way of achieving this end is by application of Lagrange’s 
method of undetermined multipliers. Let us consider the function F, 
such that ) 


F= 7 Y*Hydr — x f a (V-6) 


The second integral is constant, and hence for any value of X the func- 
tion F has its minimum at the same place as E. 
The expression for F is 


F= a? Ay -- 2abhy II + btAyy = (a? + 2abAy IZ + 5?) (V-7) 


Here and in the following equations H; is written for Hy; and Hy for 
Hyun. To find the minimum we differentiate F with respect to a and 
to b and equate to zero: 


F P 
— = 2a(H; — d) + 20(Ain — AArn) = 0 
, V-8 
oF (V-8) 
“ab = 2a( Hy 1 AAy 0) + 2bAn = () 


These are two homogeneous linear equations in the two unknowns a 
and b; they have a solution only if the determinant formed by their co- 
efficients vanishes: 


Hy —> Myy — AArn 


= ( (V-9) 
Ayn — d\Ar uy Hy — x 


This equation can be solved for the two values of A that satisfy it. 
Each of them may then be substituted in Equations V-8 and V-4 to 
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evaluate a and b. When this is done it is found that the quantity » 
is equal to the energy LE. 

Often the approximation of neglecting the overlap integral A; 1 is 
made. Equation V-9, which is called the secular equation, then be- 
comes 


Hy ~ & Ary 


= 0 V-10 
Mu Hy — E 


The roots of this equation are 
EB = (Hi + Ay)/2 + {H%1n + (An — Hy)2/4} 


The lower of these roots (with the negative sign) lies below Hy nu, the 
energy of the more stable structure, by the amount 
Effective resonance energy = 


— (An — Hy)/2 + {Hin + (An — Wy)?/4}¥? — (V-11) 


The effective resonance energy, given in this equation, is the amount 
of stabilization of the normal state of the system relative to the more 
stable of the two structures, structure I. It is shown in Figure 1-6, as 
a function of the difference in energy of the two structures, Hy, — Hy. 

The secular equation minimizing the energy for a more general wave 
function can easily be set up in the same way. Let the assumed wave 

function be 


Y = crs + Coe + + + CnYm | (V-12) 


Application of the Lagrange method, used above, leads to the following 
set of homogeneous simultaneous linear equations as the condition for 
minimum energy: 


D> ce(Hnze — AnH) = 0, n=1,2,---m (V-13) 


; oy | 
The condition that the set have a solution is 
Ay — Ay Ay — Ap +++ Him — Aime 
Hoy — AnE Hw — Anl’ - ++ Hen — Aomi =0 (V-14) 
Ami — Am Hye a Ane en Hy sis a AmmH 


The lowest root of this equation gives the best approximation to the 
value of the energy EF provided by the wave functions of the assumed 
form V-12. The values of the coefficients c, can then be found by use 
of Equations V-13 with this value of E inserted. 


APPENDIX. Vi 


Wave Functions for Valence- 


Bond Structures 


In bie valuable paper “Molecular Energy Levels and Valence Boands’’ 
Slater developed a method of formulating approximate wave functions 
for molecules and constructing the corresponding secular equations.’ 
Let a, b, + -- represent atomic orbitals, each occupied by one valence 
electron, and @ and @ represent the electron spin functions for spin | 
orientation +4} and —}4, respectively. Slater showed that the follow- 
ing function corresponds to a valence-bond structure with bonds 
a——b, c———d, and so forth: 


<b (-R{ 


Qnl2 R 





I aneenenanet 
(Gn) 
E (=1)Fa(1)A(}b2)a(2)el@)s(B)aAaCA) + \ (VE-1) 


Here 1, 2, - +: represent the electrons. P is the operation of permut- 
ing the electrons among the spin-orbit functions, for example, inter- 
changing 1 and 2 between af and be. There are (27)! of these opera- 
tions in the permutation group; 2n is the number of electrons for n 
bonds. The symbol (—1)? is 1 if P involves an even number of inter- 
changes of pairs of electrons and —1 if it involves an odd number. The 
function in the brackets satisfies the Pauli exclusion principle. & rep- 
resents the 2* operations of interchanging the spin functions @ and 6 
for orbitals (such as a and b) that are bonded together. 

The Slater valence-bond function leads to an energy expression that 
contains the single exchange integrals between bonded orbitals, such as 
a and b, with the coefficient +1. These integrals are usually negative, 


1 J. C. Slater, Phys. Rev. 38, 1190 (1931). 
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and hence, with coefficient +1, stabilize the system, corresponding to 
attraction and bond formation. The single exchange integrals be- 
tween orbitels not bonded to one another, sich as a andsc, occur with 
the coefficient — 4%, which corresponds to repiision. 

A simple graphical method of formulating the independent valence-’ 
bond structures for a molecule was discovered by Rumer.? This 
method has been extended to permit the secular equation for a set of 
resonating valence-bond structures to be written without difficulty.® 
Quantum-mechanical treatments of aromatic and conjugated mole- 
cules have been carried out by many investigators. The subject of 
molecular quantum mechanics is too extensive to be reviewed in this 
book. 


4G. Rumer, Nachr. Ges. Wiss. GUitingen 1932, 337. 
7L. Pauling, J. Chem. Phys. 1, 280 (1933). 
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Molecular Spectroscopy 


A GREAT deal of information about the structure of molecules has 
been obtained by analysis of their spectra, which are called molecular 
spectra or band spectra. The spectrum of a molecule can be interpreted 
in terms of an energy-level diagram, similar to those described for 
atoms in Chapter 2. The transition from one energy level to another 
is associated with the emission or absorption of a quantum of light, 
with frequency related to the energy difference of the two energy levels 
by the Bohr frequency rule; that is, the energy hv of the absorbed or 
emitted light quantum is equal to the difference in energy of the two 
states. 

It has been found that the total energy of a molecule in its various 
quantized states can be represented approximately as the sum of three 
terms, the electronic energy, the vibrational energy, and the rotational 
energy: 


W total = W erectronio = Wyipration oF W rotation (VIT-1) 


The values of each of the three terms are determined by quantum num- 
bers, called the electronic quantum numbers, the vibrational quantum 
numbers, and the rotational quantum numbers, respectively. Usually 
the different electronic states of molecules differ by a large amount in 
energy, so that transition from one electronic state to another involves 
emission or absorption of a light quantum with frequency in the visible 
or ultraviolet range; sometimes electronic transitions occur with much 
smaller frequencies, corresponding to the infrared or microwave range. 
The vibrational energy levels usually lie moderately close together, so 
that transitions between them correspond to absorption or emission of 
radiation in the near infrared region. Usually the rotational energy 
levels for one electronic and vibrational state lie very close to one an- 
other. For molecules containing light atoms the transition from one 
rotational state to another corresponds to radiation in the far infrared, 
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and for molecules containing heavier atoms to radiation in the micro- 
wave region. ; 
Electronic Energy Curves; The Morse Function._Born and Oppen- 
heimer! carried out a quantum-mechanical treatment of molecules, 
making use of the fact that the nuclei in a molecule are several thou- 





Internuclear distance — 


Fie. VII-1.—A curve representing the electronic energy of a diatomic 
molecule as a function of the distance between the nuclei. The zero for 
energy is the energy of the separated atoms. The minimum of the curve 
corresponds to the equilibrium value of the internuclear distance. The 
curve shown, which approximates closely the observed electronic energy 
curves for many states of diatomic molecules, corresponds to the Morse 
function. 


sand times heavier than the electrons, and were able to show that an ap- 
proximate solution of the wave equation for a molecule can be obtained 
by solving the wave equation for the electrons alone, with the nuclei 
held in a fixed configuration. The energy values obtained in this way, 
as a function of the configuration of the nuclei, can then be used as the 
potential energy function determining the modes of vibration of the 
nuclei. For a diatomic molecule, for example, the electronic energy of 
the molecule (including the energy of repulsion of the two nuclei) is 
found on approximate solution of the wave equation to be a curve with 
the general shape shown in Figure VIJ-1. At large distances between 
the two nuclei the energy has a value equal to the sum of the energies 


1M. Born and J. R. Oppenheimer, Ann. Phystk 84, 457 (1927). 
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of the two atoms. As the atoms approach one another there is attrac- 
tion and the energy curve falls below the value 0, corresponding to 
separated atoms. At a certain internuclear distance, usually repre- 
sented by the symbol r., the curve has a minimum; that is, atr = the 
electronic energy of the molecule is a minimum. With further de- 
crease in the value of r the energy rises rapidly. 

A. simple function that gives a close approximation to the electronic 
energy curve for many states of diatomic molecules is the Morse func- 
tion.2 This function is 


U(r) = D.{1 — eee }3 (VII-2) 


In this equation U(r) is the electronic energy of the molecule (the total 
energy except for that associated with vibration or rotation), D, is 
the difference in energy of the minimum of the curve and the value 
for separated atoms, and a is a constant, which determines the curva- 
ture of the function near its minimum. The relation between the con- 
stants of the Morse function and the vibrational frequency of the mole- 
cule will be given below. 

The Morse function and other functidns somewhat similar to it have 
been found to be useful in the interpretation of molecular spectra and. 
the discussion of molecular structure. Some examples are mentioned 
in Chapter 3. 

The Vibration and Rotation of Molecules.—The nature of the vibra- 
tional motion and the values of the vibrational energy levels of a mole- 
cule are determined by the electronic energy: function, such as that 
shown in Figure VII-1. The simplest discussion of the vibrational’ 
motion of a diatomic molecule is based upon the approximation of the 
energy curve in the neighborhood of its minimum by a parabola; that 
is, it is assumed that the force between the atoms of the molecule is 
proportional to the displacement of the internuclear distance from its 
equilibrium value r.. This corresponds to the approximate potential 
function 


U(r) = $k(r — 1.)? (VII-3) 


A potential energy function of this type is called a Hooke’ oe poten- 
tial energy function. 

Solution of the Schrédinger \ wave equation for the motion of the 
nuclei for this potential energy function leads to the following expres- 
sion for the vibrational energy of the molecule: 


Wripration = (v + +)hy, (VII-4) 


2 P. M. Morse, Phys. Rev. 34, 57 (1929). 
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In this equation v, the vibrational quantum number, may assume the 
values 0, 1, 2,---. The frequency », is the classical frequency of 
motion corresponding to this potential function; it is related to the 
Hooke’s-law constant k by the equation 


Ve = dk] (VII-5) 


Here yu is the reduced mass of the two nuclei, related to the masses m1 
and ye of the nuclei by the equation 


L/p = k/ui + 1/me (VIT-6) 
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Fia. VII-2Z—Some vibrational energy levels for an idealized diatomic 
molecule. ‘The electronic energy curve has been approximated by a pa- 
rabola, corresponding to a Hooke’s-law interaction between the two atoms. 
The first five vibrational states are represented. They are separated by the 
energy difference hy. The lowest vibrational state, with » = 0, has the 
zero-point vibrational energy thr. 


It is seen that the vibrational energy levels are equally spaced, being 
separated by the energy value hy.. The vibrational energy of the low- 
est vibrational state, with v = 0, is }h».; even in the lowest state the 
molecule has this amount of vibrational energy. This quantity is 
called the zero-point vibrational energy of the molecule (Fig. VII-2). 

Many molecules are found by experiment to have vibrational energy 
levels that get closer together as the quantum number v increases. 
This behavior is represented by the Morse function, Equation VII-2. 

The vibrational energy corresponding to the Morse function is given 


4 
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by the expression 


h2y,” 


Wyivration = (¥ L)hy. — (v BY 2s 
brat (vy + 4)hy (v + 3) a 





(VII-7) 
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Solution of the wave equation for rotation of a rigid diatomic mole- 
cule leads to the following expression for rotational energy: 


(VII-9) 
Bat, 





W rotation = K(K + 1) 


Here K is the rotational quantum number, with values 0, 1, 2,---. 
I. is the moment of inertia of the molecule, equal to ur. 

An energy-level diagram of the rotational states for the lowest elec- 
tronic and vibrational quantum numbers of a molecule is shown in 
Figure VII-3. It is seen that the rotational energy levels are not 
equally spaced, but show increasingly larger separations. rom the ex- 
perimental values of the energy levels the moment of inertia of the mole- 
cule can be calculated by the use of Equation VII-9. Because the 
molecule is not rigid the value of the moment of inertia, and accordingly 
of the average internuclear distance, depends somewhat on the vibra- 
tional quantum number », and also on the rotational state given by the 
rotational quantum number K, as well as, of course, the electronic 
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state. The symbol 7 is usually used to represent the average inter- 
nuclear oe for the lowest state of the molecule, that is, for v = 0 
and K = 0. Usually it differs by no more than about 0.001 a from fr, 
the distance corresponding to the minimum of the electronic energy. 

Similarly, the symbol Dp is used for the difference in energy of the 
lowest state, with v = 0 and K = 0, and the separated atoms; it is 
called the dissociation energy of the molecule. It is smaller than D. 
by the amount $hyo, the zero-point vibrational energy. 

Microwave Spectroscopy.—Since 1945 a great deal of information 
about the structure of molecules has been obtained by the methods of 
microwave spectroscopy. Apparatus has been developed for the con- 
venient generation and study of microwaves with wavelengths in the 
range from 1mmto3cm. Whereas only the simplest molecules, with 
hydrogen as one of the two atoms, have moments of :.ertia small 
enough to permit the pure rotation spectrum to be studied by the 
methods of infrared spectroscopy, many others have pure rotational 
transitions corresponding to frequencies in the microwave region. For 
example, values of internuclear distance in many gas molecules of 
alkali halogenides, such as NaCl, have been measured by microwave 
spectroscopy with an accuracy of 0.0001 A. Values of the electric di- 
pole moment and other properties of the molecules can also be obtained 
by the microwave technique.’ 

As an example of the determination of interatomic distances by study 
of the microwave spectrum we may refer to the investigation of chloro- 
acetylene. This molecule is a linear molecule, H--C==H—Cl, and its 
moment of inertia depends upon three parameters, which may be taken 
as the interatomic distances H—C, C==C, and C—Cl. Microwaves 
with wavelengths about 0.76 cm are found to be strongly absorbed by 
the gas. This absorption corresponds to the transition from the rota- 
tional state K = 1 to the state K = 2. The frequency of the line is 
22736.97 megacycles, that is, 2.273697 sec-!. The expression for the 
energy levels of a rigid rotator given in Equation VII-9 can be used to 
obtain the value, of the moment of inertia of the molecule. This value 
alone does not permit the evaluation of the three interatomic distances. 
The frequency given above is, however, for the isotopic molecular 
species HCCCI*; the species HCCCI*’ absorbs the frequency 22289.51 
mc, DCCCI® absorbs the frequency 20748.05 mc, and DCCCI* ab- 
sorbs the frequency 20336.94 mc. Any three of these values can be 


3 For a discussion of the methods of microwave spectroscopy and 2 summary 
of the results during the last few years see the book by C. H. Townes and A. L. 
Schawlow, Microwave Spectroscopy, McGraw-Hill Book’ Co., New York, 1955. 

«A. A. Westenberg, J..H. Goldstein, and E. B. Wileon, Jr., J, Chem. Phys. 
17, 1319 (1949). 


600 Appendices 


used to calculate the three interatomic distances on the assump- 
tion that they are constant for the molecules. I+ is found that the 
four values are consistent with this assumption, and the values ob- 
tained are H—C = 1.052 + 0.001 A, C==C = 1.211 + 0.001 A, and 
C—Ol = 1.632 + 0.001 A. 

Electronic Molecular Spectra.—In general the absorption and emis- 
sion spectra of molecules involve change in the electronic quantum 
numbers as well as in the vibrational and rotational quantum numbers. 
These molecular spectra are complex, and their interpretation is diffi- 
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cult. Much of the information that has been gathered about the prop- 
erties of diatomic molecules and the simpler polyatomic raolecules has 
been obtained by analysis of molecular spectra. Details of the meth- 
ods are given in books dealing with the subject. 

A part of the energy-level diagram for carbon monoxide is shown in 
Figure VII-4. The energy levels have been obtained by analysis of the 
observed frequencies of the lines in the emission and absorption spectra 
of the molecule. 


3G. Herzberg, Molecular Spectra and Molecular Structure. 1. Diatomic Mole- 
cules, Prentice-Hall, New York, 1939; Infrared and Raman Spectra of Polyatemte 
Molecules, D. Van Nostrand Co., New. York, 1945; E. B. Wilson, Jr., J. C. 
Decius, and P. C. Cross, Molecular Vibrations; The Theory of Infrared and 
Raman Vibrational Spectra, McGra-v-Hill Book Co., New York, 1955. 
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The reference point for energy in the energy scale is the minimum of 
the electronic energy curve for the lowest electronic state. 

The first 13 vibrational states (v = Oto» = 12) for the lowest elec- 
tronic state are represented by the 13 levels at the lower left corner of 
the diagram. Ten rotational states (for K = 0to K = 9) are shown 
to the right, with a changed energy scale. 

The other energy levels, from about 50,000 cm~' up, represent some 
of the excited electronic states of the molecule. For each electronic 
state only the level withe = 0 and K = Qis shown. 

The lowest electronic state has the symbol X y+, X is commonly 
used to designate the normal electronic state, and other letters are used 
for other states. The left superscript 1 means that the molecule is in a 
singlet state, with no unpaired electrons (S = 0). The superscript 3 
means that there are two unpaired electrons (electron-spin quantum 
number S = 1). This part of the term symbol is the same as in the 
Russell-Saunders symbols for atoms. The sy mbols D, 0, A, and 20 
forth are used to designate the component of total orbital angular mo- 
mentum of the electrone along the line passing through the two nuclei. 
They correspond to the values 8, 1, 2,- +, respectively. A molecule 
in the state 'S haa accordiagly neither spin nor orbital angular mo- 
mentum of the electrons. 

Raman Specira.-~A valuable method of spectroscopic investigation 
was discovered by Raman and Krishnan and independently by Lands- 
berg and Mandelstam. The method involves an effect, called the 
Raman effect, that occurs when light is scattered by gases, liquids, or 
solids. It was discovered by these investigators that when mono- 
‘chromatic light, with definite wavelength, is scattered by a substance, 
some of the scattered light has the same frequency as the incident light, 
but some of it has a changed frequency, either larger or smaller than 
the frequency of the incident light. The pattern of lines produced by a 
substance by this effect is called the Raman spectrum of the substance. 
It is found that the difference in energy of the scattered quantum and 
the incident quantum is equal to the difference in energy of two quan- 
tized states of the molecule involved in the scattering process. For 
example, a scattered line shifted by 2886.0 cm? from the incident line 
has been observed on scattering by hydrogen chloride; this shift agrees 
excellently with the center of the fundamental vibrational band in the 
infrared, which is at 2885.9 cm='. A great deal of information about 
vibrational energy levels and about the symmetry of molecules has been 
obtained by the study of Raman apectra.® 


¢ See the books rentioned in the preceding footndte. 
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Lhe Boltzmann Distribution Law 


In the discussion of many properties of substances: it is necessary to 
know the distribution of atoms or molecules among their various quan- 
tum states. An example is the theory of the dielectric constant of a 
gas of molecules with permanent electric dipole moments, as discussed 
in Appendix IX. The theory of this distributio:. constitutes the sub- 
ject of statistical mechanics, which is presented 'n many good books.? 
In the following paragraphs a brief statement is made about the Boltz- 
mann distribution law, which is a basic theorem in statistical mechan- 
ics. 

It is convenient and useful to express the Boltzmann distribution law 
in two forms: a quantum form and a classical form. The quantum 
form of the law, in its application to atoms and molecules, may be ex- 
pressed as follows: The relative probabilities of various quantum states 
of a system in equilibrium with its’environment at absolute temper- 
ature 7’, each state being represented by a compiete set of values of the 
quantum numbers, are proportional to the Boltzmann factor e~¥"/*7, 
in which n represents the set of quantum numbers, W, is the energy of 
the quantized state, and k is the Boltzmann constant, with value 
1.3804 X 10-'* erg deg-!. The Boltzmann constant k is the gas-law 
constant R&R divided by Avogadro’s number; that is, it is the gas-law 
constant per molecule. 

We see that the Boltzmann factor has the value e—!, which is equal to 
0.368, when W, is equalto kT. Hence when two states differ in energy 


1 J. Mayer and M. Maver, Statistical Mechanics, John Wiley and Sons, New 
York, 1944; R. C. Tolman, Princtples of Statistical Mechanics, Oxford University 
Press, 1938; R. H. Fowler, Statistical Mechanics, Cambridge University Press, 
1936; T. L. Hill, Statistical Mechanics, McGraw-Hill Book Co., New York, 
1956. 
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by kT, the probability of the state with higher energy is less than that 
of the state with lower energy, as given by the factor 0.368. 

As an example, let us calculate the relative number of molecules of 
hydrogen chioride with rotational quantum number K = Oand K = J 
in hydrogen chloride gas in thermal equilibrium at 25°C. We may 
take the energy of the normal state of the molecule, with K = 0 (also 
»y = O, as for the other states that we shall consider), as 0; the nature of 
the Boltzmann factor is such as to permit the zero point for euergy to 
be chosen arbitrarily. The energy for K = | is found, by use of the 
equation for rotational energy of the molecule (Equation VII-9) and 
the value 1.275 A for the internuclear distance, to be 4.20 & 10-"* erg. 
At 25°C the value of kT is 4.12 X 10-“ erg. The ratio of these values 
is 0.102; accordingly the Boltzmann factor for K = 1 has the value 
e—°-102, which is 0.905, the Boltzmann factor for K = 0 being 1.000. 
We must remember, however, that the rotational level K = 1 consists 
of three states, corresponding to the three orientations of the angular 
momentum in space, the quantum number Mx having the values ~1, 
0,and +1. The relative total weight of the three states with K = ] 
is accordingly 3 X 0.905 = 2.72, that for the state K = 0, which is a 
nondegenerate state (Mx having only the single value 0), being 1. 

The center of the first vibration-rotation band for hydrogen chloride 
lies at 3.467 (34,670 A), which corresponds to the wave number 2886 
em—}. Hence the first excited vibrational level, with v = 1 and 
K = 0, lies 2886 cm! above the normal state, with vy = 0 and K = 0. 
Both of these levels are nondegenerate. At room temperature, 25°C, 
the ratio of molecules of HCI in this first vibrational excited state to 
the number in the normal state is found by use of the Boltzmann factor 
to be only 1 K 10-*. Note that, because of the close approximation of 
the total vibration-rotation energy to the sum of the vibrational! energy 
and the rotational energy, the latter being essentially the same, for 
given K, for the normal vibrational state and the first excited vibra- 
tional state, this value of the Boltzmann factor gives the ratio of all of 
the molecules with » = 1 and various values of K to all of those with 
y = 0 and various values of K. | 

The Boltzmann Distribution Law in Classical Mechanics.—The 
Boltzmann distribution law in classical mechanics involves the Boltz- 
mann factor e~¥/*" in the same way as that for quantum mechanics. 
In classical mechanics the state of a system can be described by giving 
the values of the coordinates and the momenta, for example, for a sin- 
gle particle the values of the three coordinates z, y, and z, and of the 
three linear momenta p., py, and p,, which are equal to the mass of the 
particle multiplied by the components of velocity in the x, y, and z di- 
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rections, respectively. The probability that the particle has coordi- 
nates between x and x + dx, y and y + dy, and z and z + dz and mo- 
menta betercen ps and p, + dp., p, and p, + dv, and p, and p, + dp, 
is given by the expression 


e-WikTdrdydzdpapyap, 


In case that the energy can be expressed es the sum of two terms, 
one depending only on the cbordinates (the potential energy) and the 
other only on the momenta ‘(the kinetic energy), the Boltzmann dis- 
tribution law for coordinates can be discussed separately from that for 
momenta, because the Boltzmann factor can be split into the product 
of two exponential terms, one involving only the coordinates and the 
other only the momenta. 

For example, for a single particle, which may be subject to the action 
of forces corresponding to the potential energy V(x, y, z), the total 
energy is the sum of the potential energy and the kinetic energy 
(p2 + pi + p?)/2m, where m is the mass of the particle. The prob- 
ability that the particle will have momenta lying between p, and 
ps + dps, py and py + dpy, p.and p, + dp, ise" dpap,ip,. Here 
the kinetic energy (p? + p? + p?)/2m has been replaced by the equal 
quantity mv?/2, where v is the velocity of the particle. The probability 
that the particle will have velocities lying between v and » + dv can be 
found by integrating over a spherical shell in momentum space; it is 
found to be e~™*/2*?y2dp, 

This expression is the Maxwell distribution law for velocities. 


APPENDIX IX 


Electric Polarizabilities and Electric 
Dipole Moments of Atoms, Ions, 


and Malswiilen 


A GREAT deal of information has been obtained about the structure 
of molecules by the study of the electric properties of substances. A 
sample of a substance placed in an electric field undergoes a change in 
structure that is described as electric polarization. In general this 
change in structure involves motion of the electrons relative to the ad- 
jacent atomic nuclei, and also motion of the atomic nuclei relative to 
one another. Theoretical treatments have been developed that permit 
the observed polarization to be related to the properties of the atoms, 
ions, or molecules that compose the substance. 

Electric Polarization and Dielectric Constant.—Under the influence 
of an electric field £ acting upon a gas, liquid, or cubic crystal (the re- 
striction to cubic crystals is made because of the complication intro- 
duced for other crystals by the dependence of their properties upon 
direction relative to the crystal axes), the positively “and negatively 
charged particles that make up the substance undergo some relative 
motion, producing an induced average electric moment. Let P be the 
induced average electric moment per unit volume. The electric mo- 
ment is defined as the product of the charge, positive and negative, by 
the distance of separation, for example, the electric moment of a pair of 
ions, with charge +-e and —e, the distance d apart being de. In electro- 
magnetic theory the electric induction D is defined as 


D=E+4eP (TX-1) 
and the dielectric constant ¢ is defined as 
e= D/E = 1+4eP/E (IX-2) 
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The dielectric constant of a substance may be measured by deter- 
mining the ratio of the capacity of a condenser filled with the substance 
and the capacity of the empty condenser. The electrical apparatus 
involves the condenser whose capacity is to be determined in parallel 
with a calibrated variable condenser, in a tuned resonant circuit: the 
determination is made by adjusting the variable condenser to keep the 
resonance frequency constant, and this requires that the sum of the 
capacities of the two condensers be constant.! 

Let us first consider the dielectric constant of a gas. We assume 
that the molecules are far encugh apart for them to contribute inde- 
pendently to the polarization and that the electric field E induces an 
electric dipole moment aH in each molecule. The quantity ais called 
the electric polarizability of the molecule. The number of moles per 
unit volume of gas is the density p divided by the molecular weight M, 
and the number of molecules in unit volume is this ratio multiplied by 
Avogadro’s number NV. Hence the polarization of the gas (the in- 
duced dipole moment per unit volume) is given by the following equa- 
tion: 


p 
P= N—ak TX-3 
u? (IX-3) 
Combining this equation with Equation IX-2, we obtain 


x M : 
(«e -~1)— = 41rNa (IX-4) 
p 


This equation is not valid for liquids or crystals, but only for sub- 
stances for which the dielectric constant is very close to unity, as for 
gases. For other substances an equation derived by consideration of 
the effect of the induced moments of neighboring molecules upon the 
molecule undergoing polarization must be considered. In a polarized 
medium each molecule is affected by the electric field in the region 
occupied by the molecule, called the local field.. For many substances 
the local field is satisfactorily represented by the Clausius-Mossotti 
expression, derived in 1850. Each molecule is considered to occupy a 
spherical cavity. The part of:the substance outside the spherical 
cavity undergoes polarization in the applied field. A simple calcula- 


1 For discussion of experimental methods and more detailed discussion of the 
theory see C. P. Smyth, Dielectric Constant and Molecular Structure, McGraw- 
Hill Book Co., New York, 1955; or J. W. Smith, Electric Dipole Moments, 
Butterworths, London, 1955. A more detailed theoretical treatment is given 
by J. H. Van Vleck, The Theory of Electric and Magnetic Susceptibilities, Oxford 
University Press, 1932. 
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tion shows that the shift of positive charges and negative charges corre- 
sponding to the polarization P produces inside the cavity the field 
(4r/3)P, in addition to the applied field FE; hence the local field is given 
by the equation 


4 
Evout = E+ - P (IX-5) 


The polarization in unit volume is accordingly given by the expres- — 
sion 


p a Ar 
Pl= Nk— ak too = No—(E —- P IX-6 
£2 aoa = ( +2 ) (IX-6) 


This equation, together with the definition of the dielectric constant 
(Equation IX-2), leads at once to the equation 





—= -— Ne (IX-7) 


This equation, called the Lorenz-Lorentz equation, was derived in 1880 
by combining the Clausius-Mossotti expression for the local field with 
the idea of molecular polarizability. 

The principal interaction of an electromagnetic wave, such as visible 
light, with a substance is that of the electric field of the wave and the 
electric charges of the substance. The dielectric constant of the sub- 
stance determines the magnitude of this interaction; in fact, it is equal 
to the square of the dielectric constant: 


e= 7? (IX-8) 


The amount of polarization of the medium by the electric field of the 
electromagnetic wave is a function of the frequency; for example, the 
dielectric constant of water is 81 when the frequency is very low or 
zero (static field) and falls to 1.78 for visible light. The reason for the 
difference is that in a static electric field or the field of an electro- 
magnetic wave with very low frequency the molecules of water, which 
have a permanent electric dipole moment, are able to orient themselves 
in the field, and thus to produce a great increase in polarization of the 
liquid; whereas in the electric field of high frequency of visible light the 
molecular orientation cannot occur, and the only polarization that 
contributes to the dielectric constant is electronic polarization. A de- 
tailed discussion of the contribution of orientation of permanent mo- 
lecular electric dipoles to the dielectric constant is given in a following 
section. 
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The Lorenz-Lorentz equation for the index of refraction is 





—— = — Na (iX~9) 


The quantity R is called the mole refraction. 

Electronic Polarizability—When an atom is placed in an electric 
field the charge distribution is changed to some extent as the electro- 
static forces caused by the field operate in one direction on the nucleus 
and in the opposite direction on the electrons. A dipole moment is 
induced in the atom, with magnitude 


p= af (TX-10) 


The dimensions of the polarizability a are those of volume. The 
polarizability of a metallic sphere is equal to the volume of the sphere, 
and we may anticipate that the polarizabilities of atoms and ions will 
be roughly equal to the atomic or molecular volumes. The polariza- 
bility of the normal hydrogen atom is found by an accurate quantum- 
mechanical calculation to be 4.5 a,*, that is, very nearly the volume of a 
sphere with radius equal to the Bohr-orbit radius a» (4.19 a*). 

The Debye Equation for Dielectric Constant.—The Debye equation 
for the dielectric constant of a gas whose molecules have a permanent 
electric moment po is 


2 
e—1 M'4xN / uo 
patiMeN en 

ota p 3 \Ber 7%) pase? 





This equation can be derived from Equation [X-4 by including in the 
expression for the polarization the contribution due to preferential 
orientation of the permanent dipole moments wo in the field direction. 
The component of the dipole moment of a molecule in the field direc- 
tion is zo cos 6, where @ is the polar angle between the dipole-moment 
vector and the field direction, and the energy of interaction is — pol 
cos 6. The relative probability of orientation in volume element 
sin @d§d¢ (in polar coordinates) is given by the Boltzmann principle 
as eMaHoostikr sin Pdédd. The average value of the component is hence 
given by the expression 


ar © 
: f jig COB GeroF 008 O/kT Sin Odbdd 
6 0 


ar cg 
f i evo® cos O/kT gin Oded 
0 0 


(The integral in the denominator normalizes the probability.) The 
integrals are easily evaluated by expanding the exponential functions 


(IX-12) 
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and retaining the first nonvanishing term: 


2 * 
2. f f cos? @ sin 6déd¢ 
aac Ma — (IX-13) 
kr 4x 








The integral (with the divisor 4) is just the mean value of cos? 6 over 
the surface of a sphere. Its value is 4. (The same value is found in 
quantum mechanics, as the average of Mj/J(J + 1), with M; = J, 
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Fie. [X-1.—Values of the ratio of polarization P to 
field strength E for hydrogen chloride gas, as a function 
of the reciprocal of the absolute temperature. The 
slope of the line is a measure of the permanent electric 
dipole moment of the molecules, and the intercept of the 
line is a measure of the temperature-independent polar- 
izability of the molecules. 


J —1,:-:+ —J, for J either integral or half-integral.) Hence we ob- 
tain a = .2H/3kr. This expression for the contribution of the perma- 


nent dipole moments of the molecule leads to the first term on the right 
in Equation IX-11. The second term, a, includes the electronic polar- 
izability of the molecule and also the so-called atom polarization, the 
small change in relative positions of the nuclei caused by the field. 
This term is independent of the temperature. 

Hydrogen chloride, for example, has dielectric constant that de- 
creases from 1.0055 at 200°K to 1.0028 at 500°K, for constant density, 
corresponding to 1 atm at 0°C. Values of the polarization P (propor- 
tional to e — 1) are shown plotted against 1/7 in Figure IX-1. The 


610 Appendices 


slope Jeads to the value 1.03 D for uo, as given in Chapter 3. (The 
unit 1 D, 1 debye, is equal to 1 & 107% statcoulomb centimeter.) 
The intercept of the extrapolated straight line cn the P axis gives the 
value of the temperature-independent polarizability. 

An extensive table of values of dipole moments for gases and solute 
molecules has been published.2?, During recent years some very accur- 
ate values have been determined by microwave spectroscopy and mo- 
lecular-beam techniques. 


27,. G. Wesson, Tables of Electric Dipole Moments, The Technology Press, 
Maas. Inst. Tech., 1948. 


APPENDIX X 


The Magnetic Properties of Substances 


Tue principal types of interaction of a substance with a magnetic 
field are called diamagnetism, paramagnetism, ferromagnetism, anti- 
ferromagnetism, and ferrimagnetism. They are useful in providing in- 
formation about the electronic structures of the substances, especially 
as discussed in Chapters 5 and 11. 

Diamagnetism.—It was discovered by Faraday that most substances 
when placed in a magnetic field develop a magnetic moment opposed to 
the field. Such a substance is said to be diamagnetic. (Substances 
that develop a moment parallel to the field are called paramagnetic 
substances. )! 

A sample of a diamagnetic substance placed in an inhomogeneous 
magnetic field is acted on by a force that tends to push it away from 
the strongfield region. This force is proportional to the diamagnetic 
susceptibility of the substance, which is defined as the ratio of the in- 
duced moment, y, to the field strength, H: 


w= xH (X-1) 


The common methods of determining the magnetic susceptibility in- 
volve measuring this force.? 

Let us consider a metal wire in the form of a circle. If a magnetic 
field is applied perpendicularly to the plane of the circle a current is in- 
duced in the wire. Corresponding to this current there is a magnetic 
field, resembling that of a magnetic dipole with orientation opposed to 
the field (Lenz’s law). 


1 There is a common misapprehension that a bar of a paramagnetic substance 
in a uniform magnetic field sets itself parallel to the lines of force of the field 
and that a bar of diamagnetic substance sets itself perpendicular to the lines 
of force; in fact, a bar of substance either paramagnetic or diamagnetic sets itself 
parallel to the lines of force in a uniform field. 

* For a description of these methods see the books in the following footnote. 
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The effect of the application of a magnetic field to an atom or 
monatomic ion is to cause the electrons to assume an added rotation 
about an axis parallel to the field direction and passing through the 
nucleus. This rotation, called the Larmor precession, has the angular 
velocity eH /2me. The angular momentum of an electron with cylin- 
drical radius p about the field axis and the angular velocity eH /2mce is 
eH p?/2c, and its magnetic moment is related to its angular momentum 
by the factor —e/2me and therefore has the value —e’p?H/4mc’. 
Hence the molar diamagnetic susceptibility is 





Xmolar = ™ 


x p? (X-2) 
Here p? is the average value of p? for the ith electron, and the sum is to 
be taken over all the electronsin the atom. For spherically symmetri- 
cal atoms, with p? = 2? + y? and r? = x? + y* + 2’, where r is the 
distance of the electron from the nucleus, p? = 4 r?, and hence we may 
write 





Xmolar = — 


r;? (X-3) 


Measured values of the diamagnetic susceptibility of the noble gases 
correspond to reasonable values of Zr?. For polyatomic molecules the 
interpretation of the diamagnetic susceptibility in terms of structural 
features is in general uncertain, and this property has not been found to 
be valuable in structural chemistry. 

Some diamagnetic crystals (graphite, bismuth, naphthalene and 
other aromatic substances) show pronounced diamagnetic anisotropy. 
The observed anisotropy of crystals of benzene derivatives correspond 
to the molar diamagnetic susceptibility —54 * 10-* with the field di- 
rection perpendicular to the plane of the benzene ring and —37 X 10-* 
with it in the plane. This molecular anisotropy has been found to be 
of some use in determining the orientation of the planes of aromatic 
molecules in crystals.* 

Diamagnetic susceptibility (per mole or per gram) is in general inde- 
pendent of the temperature. 

Paramagnetism.—It is customary to restrict the use of the word 
paramagnetism to substances that in a magnetic field of ordinary 
strength develop a magnetic moment in the field direction that is pro- 


3 The diamagnetism of aromatic molecules has been discussed by L. Pauling, 
J. Chem. Phys. 4, 673 (1936); K. Lonsdale, Proc. Roy. Soc. London A159, 149 
(1937); J. Chem. Soc. 1938, 364; F. London, Compt. rend. 205, 28 (1937); J. 
whys. radium 8, 397 (1937). 
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portional to the strength of the field. (This usage excludes ferromag- 
netic substances.) Most paramagnetic substances have susceptibili- 
ties a hundred or a thousand times as great as the customary diamag- 
netic susceptibilities, and with opposite sign (mass susceptibility 
{per g] +10~ or 10-%, as compared with about — 1 X 10~* for diamag- 
netic substances). They also have, of course, a diamagnetic contribu- 
tion to the total susceptibility. 

It was shown by Pierre Curie in 1895 that paramagnetic susceptibil- 
ity is strongly dependent on temperature, and for many substances is 
inversely proportional to the absolute temperature. The equation 


Cece 
Xmolar = ~ 





+ D (X~-4) 


is called Curie’s law, and the constant Cmots called the molar Curie 
constant. D represents the diamagnetic contribution (it is negative). 

Weber in 1854 had attributed paramagnetism to the orientation of 
little permanent magnets in the substance (and diamagnetism to in- 
duced currents, as discussed above). A quantitative treatment was 
developed by Paul Langevin in 1895, by application of the Boltzmann 
principle. The theory is the same as for the orientation of electric 
dipoles (see App. [X). It leads to the equation 


Ny? 
3k 
in which yu is the value of the magnetic dipole moment per atom or 
molecule. 
The value of the Bohr magneton is 0.927 X 10-*° erg gauss!. The 


magnetic moment u is hence related to the molar Curie constant by the 
equation 





(X-5) 


Oris lar = 


ry 


» (in Bohr magnetons) = 2. 824C voter (X-6) 

Curie’s equation applies to gases, solutions, and some crystals. For 

other crystals a more general equation, the Weiss equation, may be 

used (derived by P. Weiss in 1907). Weiss assumed that the local 

magnetic field orienting the dipoles is equal to the applied field plus an 
added field proportional to the magnetic volume polarization M: 


Hic = H+ aM - (X-7) 
Application of the Boltzmann distribution law leads to the equation 
Nou? 
= —_ (H + aM) (X-8) 
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in which p is the density and W the molecular weight. The molar 
susceptibility is defined as 


Xmolar = WM /pH (X-9) 
These equations lead to the Weiss equation: 
Xmotal = Cmoiat/(T — ©) (X-10) 
with @, the Curie temperature, given by the expression 
© = Nop?a/3kw (X-11) 


and Cmoiar by Equation X-5. 
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Fig. X-1.—Curves showing the reciprocal of molar magnetic susceptibility 
of compounds of cobalt(II) as a function of the absolute temperature. 


In a graph of 1/xmoter against 7, the points lie on a straight line if the 
Weiss equation is valid. Measurements for three salts of cobalt (IT) 
are shown in Figure X-1. It is seen that the curves are straight lines 
except at very low temperatures. Their slopes are the same; the slope 
is the reciprocal of the Curie constant, and accordingly the cobalt(IT) 
atom has the same magnetic moment in the three substances. 

Ferromagnetism.— Ferromagnetic substances assume & large mag- 
netic polarization in weak fields, approaching a constant value (satura- 
tion) as the field strength increases. Many of them, including steel 
and magnetite (FesO,), retain their magnetization after the field is 
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removed. The substances consist of domains, about 0.01 mm in di- 
ameter, that have their atomic moments parallel. In the absence of 
an external field different domains orient their moments in different 
directions (these directions are along cube edges for iron and along 
cube body diagonals for nickel). On application of a magnetic field 
the atomic moments of a domain reorient themselves. For a single 
crystal of pure iron saturation (magnetic moment 2.2 magnetons per 
atom) is achieved for an applied field of about 20 oersteds along a cube 
edge. With the field of 20 oersteds along a face diagonal of the cube 
the saturation moment is 2.2//2; it increases to 2.2 as the field is in- 
creased to about 400 oersteds (the domain is then oriented in the face- 
diagonal direction). . 

Values of the low-temperature saturation magnetic moment of ferro- 
magnetic substances represent the maximum component of the atomic 
magnetic moment in the field direction; for example, for spin alone the 
value in Bohr magnetons is 2S, whereas the magnetic moment obtained 
from the paramagnetic susceptibility is 2\/S(S + 1). 

At higher temperatures thermal agitation diorients some of the 
atomic moments; at the ferromagnetic Curie temperature the sub- 
stance becomes paramagnetic. The paramagnetic susceptibilities of 
nickel, palladium, and platinum are shown in Figure X-2. For all 
three substances the magnetic moment, as given by the slope of the 
lines, has approximately the value expected from the saturation mo- 
ment for nickel in its ferromagnetic range, below 680° A (Chap. 11). 
Palladium and platinum are not ferromagnetic. 

The nature of the local field in the ferromagnetic metals is probably 
that proposed by Zener. It can be described as involving the inter- 
action between the unpaired spins of atomic electrons and those of some 
electrons involved in forming one-electron bonds between the metal 
atoms. 

Antiferromagnetism.—Antiferromagnetic substances are paramag- 
netic substances with a characteristic temperature at which the mag- 
netic susceptibility shows a pronounced maximum. This temperature 
is called the antiferromagnetic transition temperature or Néel tempera- 
ture (after Néel,®5 who first discussed the phenomenon). Above the 
Néel temperature the susceptibility depends on temperature In ac- 
cordance with the Weiss equation (Equation X-10) with a negative 
value of the Curie temperature ©. Below the Néel temperature the 
susceptibility decreases toward zero with decreasing temperature. 

All of these properties can be accounted for by the assumption 





4C. Zener, Phys. Rev. 81, 440 (1951); L. Pauling, Proc. Nat. Acad. Sci. US. 
39, 551 (1953). 
5 1, Néel, Ann. phys. 18, 5 (1932); 5, 232 (1936). 
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(made first by Néel) that the magnetic moments of adjacent atoms are 
related by a resonance integral such that maximum stability is associ- 
ated with alternating orientations of the moments, T1 T1T---, 
rather than parallel orientation, T T T fT T ---:,asin ferromagnetic 
substances. ‘This interaction would make the Curie temperature e) 
negative, rather than positive. Moreover, at low temperatures the 
interaction could become cooperative, in such a way that nearly all the 
atomic magnetic moments would be held in the regular antiparallel 


8000 

Pt 
6000 

V/Xmolar Gp 
4000 
2000 
Ni 
0 
°° 200° 400° 600° 800° 1000° 
Teor 


Fic, X-2.—Curves showing the reciprocal of molar paramagnetic sus- 
ceptibility of nickel, palladium, and platinum as a function of the absolute 
temperature. 


arrangement, and the susceptibility would decrease rapidly toward 
Zero. 

It is possible to determine the arrangement of positive and negative 
spins in an antiferromagnetic crystal by neutron diffraction; their 
interaction with the magnetic moment of the neutron causes their 
scattering powers to be different. For exemple, in MnFs, which has 
the rutile structure (Fig. 3-2), the moments of the manganese atoms in 
a string of octahedra with shared edges have positive orientation, and 
‘those in the adjacent strings have negative orientation. The Néel 
transition temperature for MnF; is 72°K, and the Curie temperature 
@ is —113°. 
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Ferrimagnetism.—Ferrimagnetic substances® are substances in which 
there is an interaction between atomic magnetic moments such as to 
cause them to align themselves in antiparallel orientations, as in anti- 
ferromagnetic substances, but with a difference in the total moments 
in the two directions, so that the resultant moment is not zero. The 
properties of ferrimagnetic substances are similar qualitatively to those 
of ferromagnetic substances: there is a Curie transition temperature, 
above which the substance is paramagnetic and below which it is 
ferromagnetic. However, the total magnetic moment indicated in the 
paramagnetic region is much greater than that given by saturation in 
the ferromagnetic region. 

For example, magnetite, the first ferromagnetic substance dis- 
covered, is in fact ferrimagnetic. The crystal has composition FesQO,, 
with 8 iron atoms in one set of equivalent positions in the unit cube and 
16 iron atoms in another set. The observed paramagnetic suscepti- 
bility above the Curie temperature is compatible with the magnetic 
moments 5.2 for iron(II) and 5.9 for iron(ITI), as found in hy.poligated 
complexes (Tables 5-2 and 5-3). The sum of the maximum compo- 
nents for one iron(II) moment and two iron({III) moments is 14 Bohr 
magnetons (spin moment only). The observed value of the ferromag- 
netic saturation moment is however, only 4.2 Bohr magnetons per 
Fe,0?. Néel has interpreted this fact as showing that 8Fe(II) plus 
8 Fe(III) moments align themselves in parallel fashion and that the 
other 8Fe(III) moments in the unit cube have antiparallel orientation. 
The saturation moment of MnFe,O,, in which iron(II) is replaced by 
manganese(II), is 5.0 Bohr magnetons per MnFe;,Q,, and that of 
NiFesO, is 2.2 per NiFe.0,; these are the values expected for ferrimag- 
netism such that the iron(II) and iron(IJI) moments cancel. Substi- 
tuted magnetites (spinels) of this sort, especially those with some zinc 
as well as manganese or nickel replacing iron(II), have great practical 
value in magnetic tape and other applications. They are called 
ferrites.? 


‘LL. Néel, Ann. phys. 3, 1387 (1948). 

7 For reference books on magnetism see C. Kittel, Solid State Physics, John 
Wiley and Sons, New York, 1956; P. W. Selwood, Magnetochemisiry, Inter- 
science Publishers, New York, 1956. 


APPENDIX XI 


The Strengths of the 
Hydrohalogenic Acids 


Ir might be thought that hydrofiuoric acid, which contains the most 
strongly electronegative element, would be a stronger acid than the 
other hydrohalogenic acids. In fact, the ionization constant of hydro- 
fluoric acid is only 6.7 < 10-4, whereas those of the other hydrohalo- 
genic acids are greater than unity. 

The strength of an acid in aqueous solution depends upon the differ- 
ence in free energies of the hydrated ions and the undissociated mole- 
cules. Each of these free-energy terms is affected by the electronega- 
tivity of the halogen atom, and analysis of the problem shows that it is 
not unreasonable for hydrofluoric acid to be weaker than the other 
hydrohalogenic acids.? 

The second column of Table XI-1 gives values of the free energy of 
formation from H.(g) and X2(g) of hydrogen ion, H*, and halogenide 
ion, X—, in aqueous solution at unit activity. These values have been 
obtained from those given by Latimer? by correction from the standard 
state to the gaseous state of the halogen. 

The values of the free energy of formation of the negative halogenide 
ions (plus hydrogen ion) in aqueous solution might be expected to de- 
pend in a simple way on the electronegativity of the atoms. It is 
found (Fig. XI-1) that there is a linear relation, represented by the 
equation 

AF? = — 34.7(z — 2.1) kcal/mole (XT-1) 

1 L. Pauling, J. Chem. Ed. 33, 16 (1956). A similar discussion has been pub- 

lished by J. C. McCoubrey, Trans. Faraday Soc. 51, 743 (1955). 


2 W. M. Latimer, Oxidation Potentials, 2nd edition, Prentice Hall, Tnc., New 
York, 1952. 
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TasLe XI-1.—StanpDarp Fran Eneraius or FoRMATION AT 25°C or HypRoGun 
Ions pLus HaLogenipu Ions anp or HrpROGEN HALOGENIDE 
Mo.Lecu.es In Aqusous SOLUTION 


enc NS 














AF°(H+ + X-) AF°(HX) 
Hydrogen fluoride — 66.08 kcal/mole — 70.41 keal/mole 
Hydrogen chloride — 31.35 — 22.8 
Hydrogen bromide — 24.95 — 13.1 
Hydrogen iodide — 14.67 = 2.0 





rn 


The third column of the table gives values of the free energy of for- . 
mation of the hydrogen halogenide molecules, HF, HCl, HBr, and HI, 
in aqueous solution. The value for hydrogen fluoride is an experimen- 
tal one.? The values for the other three hydrogen halogenides are the 
values of the free energy of formation of the gaseous molecules with an 
estimated correction for the free energy of solution of the molecules. 
It seems likely that the correction for the free energy of solution of 
hydrogen chloride, hydrogen bromide, and hydrogen iodide to form the 
unionized molecules in aqueous solution is very close to zero. The 
standard free energy of solution of phosphine is 2.6 kcal/mole and that 
of hydrogen sulfide is 1.4 kcal/mole; these values may be extrapolated 
to a value close to zero for hydrogen chloride. Similarly, the free 





2.0 2.5 3.0 3.5 4.0 
Electronegativity of halogen ———» 


Fie, XI-1.—The standard free-energy change for the reaction of 
gaseous hydrogen and halogen molecules to form hydrogen halogenide 
molecules in aqueous solution (open circles) and hydrogen ion plus 
halogenide ion in aqueous solution (filled circles). 


620 Appendices 


energies of solution of arsine and hydrogen selenide are 2.8 and 1.4 
kcal/mole, respectively, and also suggest extrapolation to the value 
zero for hydrogen bromide. The value for stibine is 2.8, the same as 
that for arsine, and we accordingly accept zero for hydrogen iodide 
also. 

It is seen that the values for hydrogen iodide, hydrogen bromide, and 
‘hydrogen chloride lie above those for the corresponding ions, whereas 
that for hydrogen fluoride lies below the value for the ions. This 
means that the ions in aqueous solution are more stable than the un- 
dissociated molecules for the heavier halogenides, and less stable for 
hydrogen fluoride. 

An expression that approximates roughly the values of the free en- 
ergy of the undissociated molecules is the quadratic expression 


AF° = — 23(x — 2.1)? kcal/mole (XI-2) 


The value 2.1 that appears subtracted from z, the electronegativity 
of the halogen, is the electronegativity of hydrogen. This equation is 
similar to Equation 3-12 in Chapter 3, and it represents the expected 
dependence of the free energy of formation of the hydrogen halogenides 
in relation to the electronegativity of the halogen atoms. 

It is thus possible to understand why hydrofluoric acid is a weaker 
acid than the other hydrohalogenic acids. The stabilization energy of 
the halogenide ions is 2 linear function of the difference of the electro- 
negativity from that of hydrogen, and these ions become more stable 
as the electronegativity of the halogen increases in difference from that 
of hydrogen. In consequence, the standard free energy of formation 
of hydrogen ion and fluoride ion in aqueous solution is about twice 
that of hydrogen ion and chloride ion. On the other hand, the free 
energy of formation of a hydrogen halogenide molecule is approximately 
a quadratic function of the difference in the electronegativity of the 
halogen and hydrogen. When this difference is small the free energy 
of formation of the molecule is very small, and it increases rapidly with 
increase in the difference. We would expect that the standard free 
energy of formation of undissociated hydrogen fluoride would be ap- 
proximately four times that of chloride, and it is in fact over three 
times as great. In consequence, there is a reversal in the relative sta- 
bilities of the ions and undissociated molecules between hydrogen 
chloride and hydrogen fluoride. The undissociated hydrogen chloride 
molecule is stabilized by its partial ionic character to a smaller amount 
than the chloride ion is stabilized by its electron affinity, heat of hy- 
dration, and the like, whereas the undissociated hydrogen fluoride 
molecule is stabilized by its partial ionic character to a greater amount 
than the fluoride ion is stabilized by its electron affinity, and the like. 
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From the values given in the table the equilibrium constants of the 
hydrogen halogenides can be calculated by use of the equation AF° 
= —HTInK. The calculated values are somewhat uncertain because 
of uncertainty in the estimate of the standard free energy of solution 
of the dissociated molecules. The values obtained in this way are 
2 X 106% for HCl, 5 K 10° for HBr, and 2 < 10° for HI. These acids 
are accordingly very strong acids. 

It is not surprising that the acid strengths increase rapidly in the 
sequence HF, HCl], HBr, HI. The same increase is observed also for 
the sequence H,0, H2S, HSe, and H2Te. If the activity of water is 
taken as its molal conventration its first acid constant is 2 * 107%6 
The first acid constants of HS, H.Se, and H.Te are 1.1 X 1077, 
1.7 X 10-*, and 2.3 X 10-*, respectively. Thus these four very weak 
acids have a total span of their first acid constants of 10". Similarly, 
the hydrogen halogenides have a span of 10", hydrogen iodide being 
10* times as strong as hydrogen fluoride. The intermediate acids in - 
each series occupy similar positions. 

The energy of stabilization of covalent bonds by partial ionic char- 
acter is accordingly so great for the bonds between hydrogen and the 
most electronegative atoms, fluorine and oxygen, as to overcome the 
anion-forming tendency of these atoms and to cause hydrogen fluoride 
and water to be much weaker acids than the hydrogen compounds of 
their heavier congeners. 


APPENDIX XII 


Bond Energy and Bond-Dissociation 


Energy 


In Chapter 3 ana other chapters of this book much use is made of 
bond-energy values. These values are chosen in such a way that their 
sum over all of the bonds of a molecule which can be satisfactorily rep- 
resented by a single valence-bond structure is equal to the enthalpy of 
formation of the molecule from its constituent atoms in their normal 
states. For example, the value of the O—H bond energy, 110 keal 
/mole, is one-half the enthalpy of formation of H.O(g) from 2H(g) 
and O{g). | | 

Another quantity of much interest is the bond-dissociation energy.' 
The bond-dissociation energy of a bond in a molecule is the energy re- 
quired to break that bond alone, that is, to split the molecule into the 
two parts that were previously connected by the bond under considera- 
tion. 

The bond energy and bond-dissociation energy are the same for the 
bond in a diatomic molecule but are different for a bond in a polyatomic 
molecule. For example, the bond-dissociation energy for the O—H 
bond in the water molecule (splitting H.O into H + OH) is 119.9 
keal/mole and that for the O—H bond in the OH radical is 101.2 
keal/mole. Their average, 110.6 kcal/mole, is the O—H bond energy. 

The difference between the O--H bond-dissociation energies for 
A220 and OH can be ascribed to the stabilization energy of the normal 
state, °F, of the oxygen atom. When one O—-Hf bond is broken in the 
water molecule there is produced, in addition to a hydrogen atom, an 


OH radical, with structure ;O—H. The radical has an unpaired elec- 


1 See the discussion by M. Szware and M. G. Evans, J. Chem. Phys. 18, 618 
(1950). 
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tron on the oxygen atom, which interacts only with electron pairs. 
When the second O—-H bond is broken, however, an oxyuen atom, 


:0; , With two unpaired electrons, configuration 1s'Zs?23p4, is produced. 
» iS p 


There are three Russell-Seunders states correspouding to this con- 
figuration: 4S,'1D, and #P. The normal state, *?, involves a consider- 
able amount of atabilization, resulting from the resonance energy of 
the two odd electrons (Hund’s first rule); the stablazation energy has 
been estimated? to be 17.1 keal/mole. thence the bond-dissociation 
energy of OH to an oxygen atom in its valence state, rather than the 
more stable *P state, would be 118.3 kcal/mole, essentially equal to the 
O-—H bond-dissociation energy of the first O-—H bond in H.O. 

Many of the differences between values of bond-dissoviation energy 
and bond energy are to be attributed to this effect, the resonance 
stabilization of Russell-Saunders atomic states with high multiplicity. 
In addition, the energy of resonance among two or more valence-bond 
structures ales an important contribution in many cases. For exam- 
ple, the C—-H bond-dissociation energy is about 101 kcal/mole for 
methane, ethane, and other alkanes, but is only 77 kcal/mole for 
toluene, as determined by Szwarc’ from its rate of pyrolysis and by 
Schissler and Stevenson‘ by electron impact. The difference, 24 
kcal/mole, can be attributed to the resonance stabilization of the 
benzyl radical that is produced by removing one hydrogen atom from 
the methyl group of toluene; this radical resonates among the several 
structures 


HC. HAC —_— me HG a 
rn 
(. a A. { y, and oy {ses Sec. 6-4). 
My) (Uy SZ wy 


About the same value, 25 kcal/mole, is found for the resonance energy 
of the ally! radical ;* the resonance energy stabilizing the product is that 


for the structures H.C-—-CH—CH, and HeC— CH=+0 Ge. 


11, Pauling, Proc. Nat. Acad. Sci. U. 8. 35, 229 (1949). 

* M. Sazware, J. Chem. Phys. 16, 128 (1948). 

‘ 1). O. Schissler and D. P. Stevenson, J. Chem. Phys. 22, 151 (1954). 

® A. H. Sehon and M. Sawarc, Proc. Ray. Soc. London A202, 263 (1950), 


Author Index 


Abletsova, T. A., 354 

Abrehams, 8. C., 351, 352 

Adam, J., 425 

Adams, E. Q., 361 

Adrian, F. J., 213 

Albrecht, G. A., 261, 451 

Allen, H. C., Jr.,.110, 140, 226, 230, 
268, 

Allen, P. W., 70, 221 

Amble, E., 272 

Amr El-Sayed, M. F., 333 

Amstutz, E. D., 460 

Amy, J. W., 132, 139 

Andersen, J. 8., 334 

Anderssen, G., 438 

Andrychuk, D., 225 

Appell, P., 507 

Arndt, F., 184, 187 

Arnold, R. T., 202, 279 

Artmann, K., 129 

Ashiey, M., 466 

Atoji, M., 379, 380, 462 

Ayerst, E. M., 139 


f 
Back, E., 583 
Bacon, G. E., 70, 321, 322, 481 
Badger, G. M., 449 
Badger, R. M., 141, 231, 461, 489, 493 
Baeyer, A., 137, 362 
Bailey, 8. W., 551 
Bailey, T. O., 511 
Bak, B., 300, 303 
Baker, J. W., 309 
Baker, W., 202, 460, 479 
Bakulina, I. N., 511 
Balmer, J. J., 33 _ 
Banes, F, W., 478 
Banks, A. A., 182 
Banks, C. B., 485. 


Bannister, F. A., 170, 253 

Barieau, R. E., 468 

Barker, E. F., 226, 230, 267, 271 

Barlow, W., 7, 4064 

Barres, W, H., 464 

Barrett, A. H., 531 

Barrett, C. 8., «11, 412 

Barrow, R. F., 532 

Bartell, L. §., 140, 222, 223, 226, 23€ 

Barth, T. F. W., 559 

Bartindale, G. W. R., 338 

Bartlett, P. D., 214 

Bartram, K., 293 

Basinski, Z. §., 427 

Bastiansen, ©., 233, 234, 268, 294 

Baudisch, O., 161 

Bauer, 8. H., 141, 179, 302, 319, o65, 
380, 381, 461, 489, 493, 532 

Baughan, E. C., 76, 86 

Baumann, W., 110 

Baur, W. H., 537 

Beach, J. Y., 133, 177, 227, 232, 288, 

+ 290, 461 

Beard, C. 1., 274 

Becker, F., 309 

Beevers, C. A., 321, 323, 452, 557 

Beli, R. P., 368 

Benedict, W. 8., 110 

Bengelsdorf, I. §., 216 

Bennett, G. M., 349 | 

Bensey, F. N., Jr., 179, 180, 181, 252 

Bent, H. E., 214 

Bergman, G., 427 

Berkowitz, J., 532 

Bernal, J. D., 466, 472 

Berndt, A. F., 223, 386, 391 

Bernstein, H. J., 134 

Bertaut, F., 426 

Bertinotti, F., 300 


625 


626 


Bethe, EI., 174 

Bezzi, 8., 160 

Bianco, D. R., 135 

Bichowsky, F. R., 105 

Bijvoet, J. M., 542, 543 

Bilicke, C., 259 

Biltz, W., 166 

Bird, G. R., 266 

Birtles, R. H., 296 

Bisivas, A. B., 139 

Blackman, M., 466 

Blaine, L. R., 268 

Blevins, G. S., 110 

Blewett, J. P., 511 

Bloch, F., 394 

Blum, P., 436 

Boeker, G. F., 359 

Boer, J. H. de, 530 

Boersch, H., 141 

Bohimann, F., 293 

Bohr, N., 30, 574 

Bokii, G. B., 338 

Bommer, H., 419 

Bond, W. L., 160 

Bonham, R. A., 140, 222, 226, 230 

Booth, A. D., 284 

Born, M., 15, 507, 509, 510, 523, 595 

Bos, J. G., 171 

Bose, D. M., 166 

Bottei, R., 370 

Bowen, H. J. M., 227 

Bower, J. G., 324 

Boyd, D. R. J., 226 

Braekken, H., 542 

Bragg, J. K., 288, 290 

Bragg, W. H., 464 

Bragg, W. L., 224, 283, 518, 542, 548 
549, 560 

Branch, G. E. K., 479 

Brand, J. C. D., 349 

Branson, H. R., 499 

Brasseur, H., 155 

Bratoz, S., 489 

Braude, E. A., 298 

Braune, H., 243 

Brewer, L., 86 

Brickatock, A., 212 

Bridgman, P. W., 519 

Brill, R. F., 464 

Brillouin, L., 430 

Brindley, G. W., 553 

Broadley, J. 8., 349 

Brockway, L. O., 124, 177, 222, 223, 
228, 232, 233, 261, 268, 270, 271, 
272, 284, 288, 289, 290, 311, 314, 
315, 317, 332, 334, 385, 444, 477 

Broomhead, J. M., 304 

Brosset, C., 437, 439 

Brown, C. J., 299 

Brown, D. A., 386 

Brown, W. E., 322 


J 


Author Index 


Brown, W. G., 298, 309 

Bua, E., 160 

Buerger, M. J., 438 

Bunge, W., 213 

Burawoy, A., 156 

Burbank, R. D., 134, 179, 180, 181 
182, 225 

Burg, A. B., 367 

Burgess, W. M., 333 

Burnham, J., 466 

Burns, J. H., 452 

Burrau, @., 18, 23 

Burrus, C. A., 266 

Burrus, C. A., Jr., 110 

Burton, H., 211 

Burwell, J. T., 134, 225 

Bury, C. R., 361 

Busing, W. R., 123, 134, 484 

Biigsem, W., 443 

Butlerov, A. M., 4 


Cady, G. H., 462 
Cagnasso, A., 169 
Calvin, M., 339, 511 
Cambi, L., 168, 169 
Carpenter, B. B., 321 
Carpenter, D. C., 261 
Carpenter, G. B., 141 
Carpenter, G. D., 466 
Carr, H. Y., 469 
Carter, G. F., 351 
Cartledge, G. H., 166 
Cashin, W. M., 319 
Cass, R. C., 296 
Castner, T., 355 
Cavell, H. J., 168 
Chaisson, U., 551 
Chaplin, H. O., 460 
Chessick, J. J., 460 
Choinoky, L., 292 
Christi, C. L., 285 
Christensen, M. T., 226, 230 
Christian, J. W., 427 
Christofferson, G. D., 181 
Chrobak, ., 159 
Chupka, W. A., 532 
Claesson, S., 349 
Clark, BE. S., 155 
Clark, H. C., 166 
Clark, H. K., 365 
Clark, J. R., 285 
Claussen, W. F., 469 
Clews, C. J. B., 304 
Coates, G. E., 189 
Coburn, W. C., Jr., 475 
Cochran, W., 304, 478 
Coffin, K. P., 319 
Coffinberry, A. S., 434 
Cohen, 8S. G., 214 
Cohn, H., 284 

Cole, R. H., 458 


Author Index 


Cole, T., 390 . 

Collin, R. L., 136, 482 

Colton, R., 177 

Condon, &. U., 23 

Coolidge, A. 5., 26, 477 

Coop, I. E., 296 

Copley, M. J., 459 

Corbridge, D. E. C., 823 

Corey, R. B., 138, 140, 261, 281, 282, 
286, 304, 451, 453, 498, 499, 500, 503 

Cornwall, C. D., 320 

Corruccini, R. J., 296 

Coryell, C. D., 163, 166 

Costain, C. C., 189, 230, 290, 299, 300 

Cotton, F. A., 334, 391 

Coulson, C. A., 10, 118, 138, 240, 290, 
449 

Coulter, L. V., 468 

Couper, A. S., 3 

Coursen, D. L., 318 

Cox, A. P., 391 

Cox, B., 166 

Cox, E. G., 155, 158, 160, 161, 253, 
4756, 479 

Crable, G. F., 329 

Craig, D. P., 151 

Craine, G. D., 299 

Crawford, B. L., Jr., 110, 333, 367, 380 

Crick, F. H., 503 

Cromer, D. T., 424, 537 

Cross, P. C., 110, 332, 333, 466, 600 

Cruickshank, D. W. J., 238, 475 

Cubicciotti, D., 532 

Cunningham, B. B., 412 

Curie, P., 613 

Cuthbert, J., 129 


Daane, A. H., 412 

Dagg, I. R., 226 

Dahl, L. F., 441 

Dailey, B. P., 97, 100, 132, 139, 186, 
272, 274 

Danford, M. D., 230, 269,.270 

Darbyshire, J. A., 551 

Darling, B. T., 110 

Dasent, W. E., 179 

Dauben, C. H., 412, 519 

Davidson, W. L., 468 

Davies, D. R., 323 

Davies, M., 460, 489 

Davies, T. E., 460 

Davis, T. L., 288 

Davy, H., 469 

Deasy, C. L., 309 

Deciua, J. C., 600 

De Decker, H. C. J., 329 

Delbeca, C. J., 355 

Delbriick, M., 503 

Deming, L. 8,, 330, 485, 490 

Dennison, D. M., 110, 142, 142, 267, 
464 


627 


Diekens, P. G., 129 

Dickerson, R. E., 375, 376 

Dickinson, B. N., 18, 153, 180 

Dickinson, R. G., 153, 159, 175, 253 
259, 324 

Dijkema, K. M., i71 

Diithey, W., 368 

Diner, R. M., 632 

Dirac, P. A. M., 45, 55 

Donohue, J., 134, 135, 1389, 225, 227, 
282, 283, 286, 349, 449, 504 

Doty, P. M., 511 

Dougill, M. W., 293, 479 

Douglas, A. E., 223. 271 

Dousmanis, G. C., 344 

Drew, H. D. K., 4793 

Dubinin, B. M., 216 

Duffey, G. H., 175, 179 

Duke, J. R. ©., 139 

Dulmage, W. J., 344, 370, 459 

Dunitz, J. D., 160, 223, 323, 356, 385, 
386, 480 

Dunn, T. M., 174 

Dyatkina, M. E., 10 


Eagle, D. F., 346 

Easter, J. W., 333 

Eaton, D. R., 226 
Eberhardt, W. H., 367, 380 
Ebers, H. §., 214 

Eekart, C., 394 

Edgell, W. F., 182, 139, 334 
Edwards, L. J., 378 

Egii, H., 277 

Ehrlich, P., 351 

Kinstein, A., 31 

Fisenstadt, M., 532 
Eistert, B., 187 

Elderfield, R. C., 288 
Ellinger, F. H., 412 


- Elliott, N., 125, 155, 156, 168, 169, 


180, 252, 254, 283, 439, 562 
Ellis, J. W., 354 
El Ridi, M. S., 292 
Emeléus, H. J., 182 
Emersleben, O., 507 
Eriks, K., 283, 349, 375 
Erlandsson, G., 289 
Errera, J., 493 
Kuler, H. von, 349 
Evans, H. T., Jr., 285 
Evans, M. G., 76, 622 
Evans, W. H., 85 
Everard, K. B., 296 
Evjen, H. M., 507 
Ewald, P. P., 507 
Ewenus, R. V. G., 178, 334, 335, 441 
Ewing, I. J., 430, 482 
Byring, H., 130 
Eyster, E. H., 232, 272 


628 


Fajans, K., 219, 530 
Faraday, M., 469 
Farag, M. §., 293 
Felsenfeld, G., 161 
Ferguson, R. B., 551 
Fermi, ., 55 
Fernandez Alonso, J. I., 177 
Fetcher, E. 8, Jr., 359 
Feynman, R. P., Z1 
Fieser, L. F., 201, 202 
Figgis, B. N., 166, 438 
Finkelnburg, W., 354 
Finkelstein, B. N., 18 
Finlay, G. R., 319 
Fischer, E. O., 385, 386 
Fischer, H., 443 

Fock, V., 55 

Foner, S. N., 189 
Forestier, H., 135 
Fowler, R. H., 466, 472, 602 
Fox, J. H. P., 459, 460 
France. H., 298 
Frank, N. H., 394 
Frankland, E., 3 
Frazer, J. H., 345 
Fredenhagen, K., 461 
Freidlina, R. K., 216 
Frenkel, J., 394 
Frevel, L. K., 271, 463 
Friedel, R. A., 334 
Friend, J. P., 139 
Frisch, P., 355 
Fristrom, R. M., 328 
Frohlich, H., 394 
Frondel, C., 442 
Fruhbuss, H., 469 
Fuchs, K., 414 


Gailor, N., 110 

Gall, H., 348 

Gallagher, K. J., 449 
Gallaway, W.S., 226, 230 
Gallup, G., 334 

Gaskell, T. F., 170, 253 
Geller, S., 160, 319 

Gerd, L., 266 

Giacomello, G., 140, 300 
Giacometti, G., 333 


Author Index 


Glauber, R., 244 

Giemser, O., 537 

tdockler, G., 511 

Ga, Y., 135 

Goddard, D. R., 349 

Godycki, L. E., 253, 485 

Goldschmidt, V. M., 224, 617, 521, 
538, 547 

Goldsmith, J. R., 551 

Goldstein, J. H., 230, 290, 599 

Galdstein, L., 543 

Gonikberg, G., 216 

Goodhue, E. A., 324 

Goodwin, T. H., 475 

Gordon, W. E., 349 

Gordy, W., 93, 95, 96, 97, 110, 223, 
253, 269 

Gossner, B., 539 

Gotzen, O., 469 

“‘Goudsmit, S., 42 

Graf, P., 412 

Granick, 8., 359, 360, 362, 363 

Grant, D. M., 97 

Grdenié, D., 177 

Green, B. A., 226 

Grenko, J. D., 251, 543 

Griffith, J. 8., 163, 174 

Grifith, W. P., 347, 348 

Grilly, E. R., 129 

Grison, E., 283, 349 

Groves, L. G., 296. 

Gruner, E., 443 

Gruner, J. W., 553 

Grunwald, E., 475 

Gutowsky, H.8., 97, 177 

Gwinn, W. D., 133, 139 


Haber, F., 510 

Hadzi, D., 489 

Hage,.G., 435 

Haissinsky, M., 95 

Hall, G. G., 137 
Hamburger, G., 181 
Hamilton, W. C., 367, 386 
Hampson, G. C., 156, 179, 296, 330 
Hansen, L., 300, 303 
Harang, L., 542 
Hardgrove, G. L., 385, 386 


Giauque, W. F., 345, 458, 466, 468 Hardy, W. A., 268 


Gibson, C. S., 156 
Giguére, P. A., 136, 228 
Gilbert, E. C., 296 
Gilinskaya, E. A., 338 
Gill, N. 8., 174 

Gillam, A. &., 292 
Gilles, P. W., 86 
Gillespie, R. B., 324 
Gilman, H., 158, 294 
Gingrich, N. 8., 225, 227 
Ginsberg, #., 213 
Giasstone, 5., 459 


Harker, D., 158, 372, 464, 558 

Hartley, G. 5., 294, 296 

Hartree, D. R., 55 

Hassel, O., 542 

Hauptmann, H., 547 

Hauschild, U., 637 

Hecht, K. T., 142 

Hedberg,-K., 222, 320, 349, 350, 356, 
367, 368, 370, 374, 375, 379, 380, 
386, 388, 389 

Heisenberg, W., 12, 45 

Heitler, W., 23 


Author Index 


Hellmann, H., 21 

Helm, A., 352 

Helmholz, L., 160, 161, 181, 452, 461, 
462, 481, 509, 510, 511 

Hendricks, 5S. B., 159, 225, 26!, 271, 
430, 479, 481, 485, 490, 553 

Hendrie, J. M., 86 

Henne, A. L., 315 

Herman, R. C., 477 

Herrington, K., 537 

Herrmann, K. W., 412 

Herschbach, D. R., 131, 1383, 141 

Herzberg, G., 70, 86, 110, 226, 230, 
233, 266, 341, 600 

Hey, M. H., 170 

Hieber, W., 334, 347 

Higuchi, W. I., 532 

Hilbert, G. E., 485 

Hildebrand, J. H., 105, 461 

Hill, A..G., 268 

Hill, T. L., 602 

Hillesund, S., 464 

Himel, C. M., 213, 214 

Tlirshfeld, F. L., 375 

Hoard, J. L., 125, 148, 176, 179, 180, 
251, 253, 300, 319, 363, 365, 539, 543 

Hoff, J. H. van’t, 4 

Hoffman, C. J., 97, 177 

Hofmann, U., 550 

Hofstadter, R., 477 

H¢gjendahl, K., 507 

Hollenberg, J. L., 133 

Holm, C. H., 389, 390 

Honig, A., 531 

Hoogsteen, K., 504 

Horing, D. F., 462 

Horowtiz, G. %&., 18 

Horwitz, W., 333 

Hospel, P. A. M., 135 

Hough, W. V., 378 

Houston, W. V., 394 

Howell, P. A., 376 

Hoyer, H., 449 

Hrostowski, H. J., 370 

Huang, T. C., 430 

Hiickel, E., 137, 184, 204, 206, 211, 220 

Hudson, R. | OFA 189 

Huggins, C. M., 459 

Huggins, M. L., 95, 135, 170, 224, 246, 
253, 254, 261, 450, 526 

Hughes, E. D., 349 

Hughes, E. W., 139, 141, 272, 300, 
493, 475, 485 

Hnghes, R. B., 363 

Hugill, J. A. C., 290 

Hultgren, R., 151, 175, 225, 434, 445 

Hume-Rothery, W., 413, 429 

Humphrey, F. B., 461 

Hund, F., 52 

Hunsberger, I. M., 216, 460 

Hunter, L., 460 


629 


Hvoslef, J., 475 . 
Hylleraas, E. A., 18, 511 


Ibers, J. A., 123 

Tezkowski, R. P., 356 

jJdo, D. J. W., 437 

Irgham, C. K., 296 

Ingold, C. K., 12, 184, 265, 2d, 220, 
284, 296, d4y 

ingold, EB. H., 384, 22¢ 

Inhoffen, AL. 8., 293 

Ishishi, E. E., 441 

Ito, T., 561 

Itoh, T., 132 

Ivash, EK. V., 132 


Jache, A. W., 110 

Jack, K. H., 174 

Jacxson, W. W., 555 

Jacobi, H., 169 

Jacobs, R. B., 519 

Jaeger, F. M., 411, 550 

Jafié, G., 18 

Jae, 1., 85 

James, H. M., 26 

Jameson, A. Y., 184 

Janes, R. B., 169 

veffrey, G. A., 293, 479 

Jenkins, F. A., 86 

Jensen, K. A., 155 

Jetter, L. K., 412 

Jira, R., 386 

Johnson, C. H., 167 

Johnson, R. D., 133, 139 

Johnston, H. L., 344, 345 

Jones, BK. J., 499 

Jones, . R. H., 298 

Jones, H., 394, 430 

Jones, L. H., 141, 273 

Jones, M. E., 320, 370, 374, 375, 379, 
380 

Jones, R. N., 298 

Judson, C. M., 278 


Kabachnik, M. I., 216 
Kalnajs, J., 351, 352 
amb, B., 364, 367, 368, 371, 386, 551 
Kanzig, W., 355 
Kaplan, J. F., 213, 214 
Karle, I. L., 184, 288 
Karle, J., 134, 288, 477 
Karplus, M., 10, 97 
Kasper, J. 8., 372 
Kassatochkin, W., 351 
Katz, H., 356, 359 
Kaverzneva, E. D., 216 
Kaylor, H. M., 226 
Kazarnovsku, I. A., 354 
Kealy, T. J., 385 
Keggin, J. F., 168 
Keidel, F. A., 179 


630 


Kekulé, F. A., 3 

Kelvin, Lord, 404 

Kemp, J. D., 130, 466 

Kendall, C. E., 460 

Kessler, M., 269, 270 

Ketelaar, J. A. A., 141, 290, 345, 543 

Kharasch, M. 8., 349 

Kilb, R. W., 132, 139, 142 

Kilpatrick, M., 278, 284 

Kimball, G. E., 151, 204, 511 

Kimura, K., 132 

Kinsey, P. A., 139 

Kirkwood, J. G., 458 

Kistiakowsky, G. B., 86, 130, 131, 193, 
291 

Kittel, C., 617 

Kivelson, D., 329 

Kleinberg, J., 354 

Klemm, W., 169, 351, 352, 419 

Klickstein, H. §., 4 

Klinkenberg, L. J., 345 

Knaggs, I. E., 141, 272, 300 

Kneser, H. O., 354 

Knight, H. T., 86 

Koch, H. P., 298 

Kolbe, A. W. F., 3 

Konig, H., 465 

Koo, C. H., 139 

Kossel, W., 5, 73 

Kossiakoff, A., 558 

Kotera, A., 322 

Kotow, W., 351 

Koyama, H., 160, 253 

Kraus, O., 539 

Kreevoy, M. M., 134 

Krisher, L. C., 141, 142 

Krishnan, K. 8., 171 

Kronberg, M. L., 464 

Kruh, R. F., 161 

Krumholz, P., 334 

Krutter, H. M., 414 

Ksanda, C. J., 158 

Kubo, M.,.132 

Kuck, J. A., 359 

Kuhn, H., 153, 175 

Kuhn, R., 359 

Kumler, W. D., 296 

Kunzler, J. E., 468 

Kurland, R. J., 139, 281 

Kuroya, H., 160, 253 

, Kursanov, D. N., 216 

Kusch, P., 532 

Kuss, E., 379 

Kyhl, R. L., 268 

Kynch, G. J., 86 


Lacher, J. R., 130, 131 
Lambert, J. D., 459, 460 
Lambot, H., 155 

Landé, A., 58, 224, 517 
Lange, J. J. de, 293 


Author Index 


Langevin, P., 613 

Langmuir, I., 5, 7, 9, 62, 273, 335 

Larson, A. C., 424 

Lassettre, BE. N., 449, 450 

Laszlo, H. de, 290 

Latimer, W. M., 149, 450, 618 

Latter, A. L., 416 

Latter, R., 55 

Laubengayer, A. W., 319, 370 

Laue, M. von, 70 

Laurie, V. W., 115 

Laves, F., 551 

Lavine, L. R., 375 

Lawson, A. W., 411 

Le Bel, J. A., 4 

Lee, C. C., 383 

Lee, F. 8., 321 

Lehr, J. R., 322 

Leicester, H. M., 4 

Leighton, P. A., 466 

Lenard, P., 30 

Lennard-Jones, J. E., 129, 137, 290 

Lerner, R. G., 139 

Leschewski, K., 550 

Lester, G. R., 118 

Levine, 8., 85 

Levy, H. A., 123, 124, 134, 159, 253, 
317, 452, 461, 466, 468, 484, 485, 
507, 523 

Lewis, D. N., 382 

Lewis, G. N., 4, 5, 7, 23, 65, 161, 298, 
310, 353, 367, 450 

Lewis, J., 347, 348 

Lichtenwalter, M., 158 

Liddel, U., 485, 490 

Lide, D. R., Jr., 112, 132, 133, 139, 141, 
328 

Lifschitz, I., 171 

Lin, C. C., 1389, 142 

Lindeman, L. P., 226 

Linevsky, M. J., 380 

Linnett, J. W., 122, 129, 269, 386 

Lippert, E, L., Jr., 375 

Lips, E., 345 

Lipscomb, W. N., 136, 344, 367, 370, 
371, 374, 375, 376, 378, 379, 380, 
385, 459, 462, 473, 482 

Liquori, A. M., 140, 3006 

Lisgarten, N. D., 466 

Lister, M. W., 178, 334, 335 

Liu, I. D., 136 

Livingston, R. L., 230, 268, 269, 270 

Llewellyn, F. J., 139, 271, 275, 284, 475 

Lofthus, A., 309 

London, F., 23, 65, 258, 454, 612 

Long, B., 139 

Long, E. A., 466 

Long, L. H., 216 

Long, N. O., 345 

Longuet-Higgins, H. C., 368, 380 

Lonsdale, K., 261, 293, 612 


Author Index 631 


Loemis, C. C., 110 
Loosen, K., 443 

Lord, R. C., 179 
Lorentz, H. A., 58, 393 
Lothrop, W. C., 201, 202 
Léwdin, P.-O., 129, 512 
Lowry, fT. M., 9, 184 
Lu, C.8., 184, 225 
Lucas, H. J., 184, 219, 300, 384 
Lucht, C. M., 372 
Lynch, M. A., 179 


Maas Reddy, J. van der, 379 

MacArthur, D. M., 323 

McCall, D. W., 97. 

McCallum, K, I, 511 

McClellan, A. L., 449, 486 

Maccoll, A. 151. 

McConnell, H. M., 215, 389, 390 

McCoubrey, J.C., 618 

McCoy, R. E., 365 

McCullough, J. D., 134, 181, 225, 250 

Meklroy, A. B., 378 

McGarvey, B. R., 97, 160 

MacGillavry, C. H., 329, 349 

McHargue, C. J., 412 

Machatschki, F., ’ 448 

McIntosh, A. O., 298 

Mack, E., Jr., 262 

Mackle, H., 268 

MacLennan, G., 321 

McLeod, D. B., 459 

MacMillan, D. P., 473 

McMillan, W. G., 416 

MeMurchy, R. C., 555 

MeNeight, 8S. A., 459 

Madelung, E., 507 

Madison, T. C., 288 

Magat, M., 449 

Magee, C., 334 

Magnéli, A., 437 

Magnus, A., 521 

Magnuson, D. W., 141, 181, 345, 346 

Maitland, R., 174, 

Majorana, E., 343 

Maki, A. H., 160 

Malin, M. E., 86 

Manchot, W., 348 

Mandel, M., 531 

Mann, D. E., 112, 139, 141, 380 

Margrave, J. ‘ 356, Bll 

Mark, H., 476. 

Markey, P., 139 

- Marsh, R. E., 115, 134, 139, 225, 233, 
261, 451, 469, 500 

Martell, A. E., 339 

Martin, R. L., 438 

Martin, W. J., 180 

Marvel, C. §., 213, 214, 459 

Mason, E. A., 134, 356 

Massey, J. T., 135 


Mathews, F. S., 385 

Mathing, W., 378 

Matkovié, B., 177 

Maxwell, L. R., 225, 284, 330 

Mayer, J. E.., 507, 509, 510, 511, 523, 
526, 602 

Mayer, M., 602 

Mazur, R. H., 383 

Mecke, R., 110 

Megaw, H. D., 464, 553 

Meinhold, W., "469 

Menzel, W. , 855 

Metlay, M.. 511 

Meyer, K. H., 135 

Meyer, L. H., 97 

Meyers, E. A. 136, 344 

Michaelis, L., 358, 359, 360 362, 363 

Midgley, T., Jr., 315 

Miles, F. D., 168 

Millen, D. J. 275, 349 

Miller, R. C., 532 

Miller, S. A., 385 

Mills, R. L., 129 

Mills, W. H., 201, 202 

Milne, T. A,, 532 

Mitchell, J. J., 511 

Mizushima, M., 344 

Mockler, R. C., 266 

Moffitt, W. E., 322, 386 

Mgller, C. K., ‘271 

Mollet, P., 493 

Mookherji, A., 171 

Mooney, R. C. L., 181 

Moore, C. E., 57 

Moore, G. E., , 141, 349 

Moore, T. S., 450 

Morawietz, W., 547 

Morgan, G. T., 479 

Morimoto, N., 285 

Morrison, J. D., 480 

Morse, P. M., 596 

Morton, J. R., 139, 299, 300 

Moseley, V. M., 225, 284 

Moser, P. M., 139 

Moser, P, W.. 110 

Mott, N. F., 304 

Mueller, M. 'B., 213, 214 

Miller, KE, 213 

Muller, G. B., 132 

Muller, N., 260 

Miiller-Rodloff, I., 213 

Mulliken, R. S 95, 111, 118, 142, 309, 
316 

Murphy, E. J., 468 

Myers, R. J., 133, 139, 370 


Nachtwey, F., 184 

Nast, R., 347 

Naylor, R. E., Jr., 133 
Néel, L., 615, 617 
Nethercot, A. H., Jr., 266 


632 


Neuberger, M. C., 411 
Neuman, K. W., 351, 448 
Neumann, F., 365 

Nevell, T. P., 383 
Newinan, R., 461 
Niekerk, J. N. van, 433 
Nielsen, A. HY., 226 
Nieuwenkamp, W., 543 
Nikokkii, G. P., 354 
Nishikawa, T., 132, 139 
Nitta, I., £39, 321, 475 
Nixon, 1. G., 201, 202 
Nordman, C. E., 374 
Nordsieck, H. H., 1786, 253 
Nowacki, W., 222 

Nyburg, S. C., 298 
Nyholm, R. S., 151, 166, 174, 335 ~ 


Oakley, M. B., 204 

Offner, F., 254 

O’Gorman, J. M., 276 
Ghiberg, S. M., 178 

O’Konski, C. T., 532 
Olovsson, I., 476 

Onsager, L., 467 

Oppenheimer, J. R., 15, 595 
Orgel, L. E., 151, 160, 385, 386 
Oriani, R. A., 78 
Osberg, W. E., 462 
O’Shaughnessy, M. T., 
Oster, G., 458 
Ovenend, J., 233 


298 


Pabst, A., 321 

Pake, G. E., 360 

Palache, C., 442 

Palm, A., 284 

Palmer, K. J., 133, 141, 289, 299, 329, 
345, 562 

Paneth, F., 455 

Parry, G. 8., 304 

Parry, R. W., 124 

Parson, A. L., 5 

Paschen, F., 583 

Paul, D. E., 360 

Pauli, W., 47 

Pauli, W.. Jr., 393 

Pauling, P., 169, 74, 473 

Pauson, P. , 385 

Peacock, ' D. 177 

Pease, Kk. S., 321, 322, 481 

Pekeris, U. [.. 26 

Penney, W. G., 86, 134, 137, 174, 237, 
290 

Pertinotti, F., 140 

Perutz, M. F., 155 

Peterson, E. W., 485 

Peterson, 8. W., 159, 253, 461, 466, 468 

Pfab, W. P., 385 

Pfeiffer, P., 450 

Phillips, R. F., 156 


Author Index 


Phragmén, G., 429 

Pickett, L. W., 298 

Pientenpol, W. J., 141, 345 

Pierce, L., 122 

Pierce, W. C., 473 

Pietuchovsky, J., 469 

Pimentel, G. C C., 370, 449, £59, 486, 489 

Pinkard, FW. , 155 

Pinnow, P., 243 

Pinsker, Z. G., 853 

Piper, T. 8., 391 

Pitzer, K. 8., 95, 105, 130, 131, 138, 

142, 322, 368, 461, 468,, 474 

Planck, M., 30 

Plyler, E. x. 110, 140, 226, 280, 267, 
. 268, 271 

Podschus, F., 559 

Pod, A. J., 122, 129 

Pohland, E., 476 

Polanyi, M., 76 

Polo, S. R., 226 

Pommer, H., 293 

Poole, H. G., 284, 349 

Pople, J. A., 129, 212 

Porter, C. W., 296 

Porter, R. F., 532 

Porterfield, W. M., 390 

Posener, D. W., 110 

Posnjak, E., 158 . 

Powell, H. M., 155, 156, 338, 441, 471 

Powling, J., 134 

Poynter, R. L., 289 

Price, W. C., 368, 380, 381 

Prilezhaeva, E. N., 216 

Prins, J. A., 185 

Pritchard, D. E., 269 

Pritchard, H. O., 237 

Prosen, R. J., 321 

Pugh, A. C., 532 


Racah, G., 176 

Ramsay, W., 5 

Ransom, W. W., 131 

Rao, C. N., 268 

Rao, V. &., 532 

Rassenfosse, A. de, 155 
Rastrup-Andersen, J., 300, 303 
Rayner, J. H., 155 

Reagen, H., 298 

Reber, R. K., 359 

Redemann, C. E., 300 

Reed, R. I., 86, 349 

Rich, A., 385, 386 

Rich, J. B., 425 

Richardson, R. W., 298 
Rieger, W. H., 213, 214 
Rieke, C. A., 309 

Riesz, P., 471 
Ring, H., 269 
Rittner, E. §., 
Ritz, W., 32 


530 


Author Index 


Rix, H. D., 268 

Roberts, J. D., 333 

Roberts, M. de V., 380 

Roberts-Austen, W. C., 434 

Robertson, J. M., 261, 293, 298, 349, 
475, 480 

Robertson, R. FE, 396 

Robinson, G. W., 139 

Nobinsou, K., 553 

Robinson, R., 184, 205, 300 

Rodebush, W. H., 298, 450 

Rogers, J. D., 141, 345 

Rogers, M. T., 181, 225, 452, 461, 462 

Rollett, J. S., 323 

Rosenbium, B., 266 

Rosenblum, M., 386, 387 

Rosenstein, L., 361 

Rossini, F. D., 85 

Rossman, K., 116 

Rothberg, G. M., 532 

Rouault, M., 177, 178 

Rowlinson, J. &., 469 

Roy, M. F., 213 

Ruben, H., 412 

Rubin, T. R., 468 

Ruehrwein, R. A., 458 

Ruff, 0., 356 

Ruhoff, J. R., 193, 291 

Rumer, G., 593 

Rummert, G., 293 


Rundle, R. E., 253, 363, 381, 382, 384, 


421, 441, 485 
Russell, H. N., 44 
Rutherford, E., 30 
Ryan, M. J., 214 
Rydberg, J. R., 32 


Saika, A., 97 

Saito, Y., 160, 253 

Sakamoto, Y., 507 

Saksena, B, D., 226, 230 

Sakurai, K., 321 

Salas, E. de, 383 

Salow, H., 354 

Sands, D. E., 179, 363 

Sass, R. L., 283 

Saunders, F. A., 44 

Saunders, W. H., Jr., 383 

Schaeffer, R., 379 

Schawlow, A. L., 70, 100, 599 

Schenk, J., 135 

Schiavinato, G., 160 

Schissler, D. O., 623 

Schlapp, R.,.174 

Schlesinger, H. I., 367, 379 

Schmid, R., 266. — 

Schmidt, G. M. J., 298 

Schoening, F. R. L., 438 

Scholz, E., 184 

Schomaker, V., 123, 133, 135, 177, 181, 
222, 223, 225, 227, 228 230, 233, 244, 


633 


271, 276, 291, 303, 320, 349, 363, 
368, 370, 374, 375, 379, 380, 464 
Schon, K., 359 
Schoonmaker, R. C., 532 
Schrédinger, H., 39 
Schuvert, M. P., 288, 359, 360, 363 
Seaneb, A. b., 129, 451, 419 
Sehuls, L. G., 319, 520 
Schulze, G. BE. R., 32k 
Schumacher, H. J., 355 
Schumb, W. C., 179 
Schwertz, C. M., 557 
Echwarzenbach, G., 277, 359 
Schwendeman, R. H., 223 
Scott, R. L., 179 
Seaborg, G. T., 298 
Sehon, A. H., 623 
Seibold, E. A., 386 
Svkino, §., 139 
Sulwoad, P. W., 166, 617 
Femenow, DL A. 383 
Sevact’ yanov, N. G., 3865 
Shakxbparanov, M.J., 216 
Shaiicross, F. V., 466 
Shand, W., 276 
Sharbaugh, A. H., 288 
Sharma, D., 226 
Sharpe, A. G., 166, 182 
Sheline, R. K., 333 
Shepp, A., 365 
Sheppard, N., 489 
Sheridan, J., 230, 253, 269, 391 
Sherman, J., 76, 83, 110, 118, 195, 204, 
290, 291, 463, 507, 513 
Sherrard, E. [., 230, 269 
Shimoda, K., 132 
Shiono, R., 475 
Shoemaker, D. P., 430 
Shoolery, J. N., $7, 273, 459 
Shore, 8. G., 124 
Short, L. N., 335 
Shuffler, 8. L., 334 
Shugam, E. A., 125, 160, 253 
Shuil, C. G., 468 
Shull, H., 27, 129, 380 
Shulman, R. G., 186, 273 
Sidgwick, N. V., 3, 65, 71, 161, 202, 
262, 261, 367, 450, 460 
Siegel, S., 141 
Silver, M. S., 383 
Silvey, G., 268 
Simons, J. H., 461 
Simpson, J. H., 469 


. Sinnott, K. M., 275 


Sirvetz, M. H., 329 

Skinner, H. A., 95, 437 

Sater, J. C., 79, 111, 119, 184, 394, 
519, 592 

Slichter, C. .P., 97 

Slowinski, E. F., 179 

Sly, W. G., 293, 441 


634 


Smaller, B., 355 

Smedt, J. de, 476 

Smith, A. L., 344 

Smith, D. F., 182 

Smith, D. W., 349, 350 

Smith, H. A., 193, 291 

Smith, H. G., 384 

Smith, J. P., 322 

Smith, J. V., 321 

Smith, J. W., 296, 606 

Smith, M. E., 180 

Smith, W. V., 329 

Smyth, C. P., 78, 290, 296, 459, 606 

Snedden, W., 86 

Snow, A. I., 382 

Snyder, C. P., 32 

Sodomann, H., 351 

Sohncke, L., 404 

Sokolov, N. D., 216, 449 

Sommerfeld, A., 394 

Sondheimer, F., 298 

Sparks, R. A., 181, 324 

Spedding, H., 296, 412 

Spencer, M., 304 

Spinks, J. W. T., 230, 349 

Springal!l, H. D., 202, 296, 299 

Sprung, J., 279 

Spurr, R., 271 

Spurrell, W. J., 460 

Stackelberg, M. von, 365, 469 

Stammreich, H., 334 

Stanbaugh, C. K., 424 

Stark, J., 5 

Steeman, J. W. M., 349 

Steiner, W., 354 

Sternberg, H. W., 334 

Stettiner, H. M. A., 334 

Stevenson, D. P., 133, 181, 225, 227, 
228, 623 

Stitch, M. L., 531 

Stitt, F., 130, 163, 166, 368 

Stock, A., 367, 378, 379 

Stoicheff, B. P., 115, 226, 233, 234, 299 

Stosick, A. J., 330, 331, 379 

Stout, J. W., 466 

Straley, J. W., 110 

Strandberg, M. W. P., 110, 268 

Strunz, H., 551 

Sturdivant, J. H., 300, 381, 382, 411, 
419, 440, 542 

Sugden, S., 154, 168, 296 

Sugiura, Y., 23 

Sumner, F. H., 237 

Sutherland, G. B. B. M., 134, 489 

Sutton, L. 'E., 70, 112, 115, 151, 179, 
189, 201, 202, 209, 221, 222, 268, 
275, 289, 290, 296, 299, 312, 316, 
386, 411, 437 

Sutton, P. P., 511 

Swalen, J. D., 115, 133, 142 

Swick, D. A., 134 


Auihor Index 


Syrkin, Y. K., 10 
Szegé, L., 168, 169 
Szwarc, M., 212, 622, 623 


Takei, W. J., 485 

Tang, T.-Y., 411, 419 

Tannenbaum, E., 133, 139 

Tatevskii, V. N., 216 

Tauer, K. J., 473 

Taylor, M. D., 477 

Taylor, N. W., 213 

Taylor, W. H., 551 

Tebboth, J. A., 385 

Templeton, D. H., 351, 385, 386, 412 
476, 508, 519 

Thewlis, J., 414 

Thiele, J., 184 

Thomas, C. D., 225 

Thomas, J. R., 133 

Thomas, L. F., 230, 269 - 

Thomas, L. H., 55 

Thomas, W. J. O., 93, 95, 96 

Thompson, H. W., 226, 230, 233, 269, . 
299 

Thomson, G., 298 

Thomson, J. J., 5 

Tilk, W., 169 

Tolman, R. C., 602 

Tomiie, Y., 139, 321 

Toogood, J. B., 298 

Townes, C. H., 70, 97, 100, 186, 266, 
531, 599 

Townsend, J., 360 

Traill, R. J., 561 

Trambarulo, R., 139, 269 

Trefonas, L., 380 

Tremaine, J. F., 385 

Tremolada, E., 169 

Trifan, D., 383 

Trillat, J. J., 185 

Trotman-Dickenson, A. S., 452 

Trotter, J., 238  . 

Trueblood, K. N., 321, 324 

Trupel, F., 537 

Tunell, G., 158, 448 

Turkevich, A., 1383, 290 

Tuttle, T. R., Jr., 360 

Tyler, J. K., 391 


Ubbelohde, A. R., 449, 475 
Ueda, Y., 322 

Uhlenbeck, G. E., 42 
Unsdld, A., 128, 505 

Urry, G., 379 


Vainstein, B. I., 160 

Vand, V., 298 

Vanderslice, J. T., 356 

Van Rysselberghe, P., 129 

Van Vieck, J. H., 111, 165, 174, 606 
Vaughan, P. A., 286, 439, 440 


Author Index 


Vaughan, W. E., 193, 291 
Vegard, L., 354 
Venkateswariu, P., 223 
Verweel, H. J., 542 
Yerwey, Ef. J. W., 530 
Vidale, R., 283 

Vier, D. T., 511 
Vincent, W. B., 539 
Voge, H. H., £11, 119 
Voter, R. C., 485 

Vries, J, L. de, 283, 349 


Waddington, T. C., 460 

Wagman, D. D., 85 

Wagner, R.S., 132 

Wall, F. T., 76, 311, 478 

Wallmann, J. C., 412 

Walter, G. F., 298 

Wang, &. C., 25 

Wardiaw, W., 155, 161 

Warren, B. E., 134. 225, 560 

Wartik, T., 379, 386 

Wasastjerna, J. A., 224, 517, 526 

Waser, J., 232, 437 

Watanabe, T., 321, 475 

Watson, J. D., 503 

Watson, W. H., Jr., 437 

Waugh, J. L. T., 427 

Waugh, J. S., 461 

Weatherly, T. L., 346 

Weaver, J. R., 124 

Webster, K. C., 155, 158, 160, 161, 
253 

Weinbaum, S., 26, 343, 366, 445 

Weiss, E., 385 

Weiss, M. T., 110 

Weiss, P., 613 

Weissman, 8S. I., 360 

Weisz, O., 155 

Wells, A. F., 157, 160, 161, 178, 253, 
322 : 

Welo, L. A., 161 

Weltner, W., Jr., 474 

Wender, I., 334 

Wentink, T., Jr., 268 

Wentorf, R. H., Jr., 248 

Werner, A.. 4, 147, 153 

Wessel, G. 7., 437 

Wesson, ©. G., 610 

West, C. D., 520 

West, J., 481, 515, 542, 555, 560, 561 

Westenberg, A. A., 280, 290, 599 

Westgren, A. F., 429 

Westheimer, F. H., 349 

Westrik, R., 329 

Westrum, BE. F., Jr., 461 

Whaley, T. P., 354 

Wheatley, P. J., 139, 140, 300, 376, 380 

Wheland, G. W., 10, 45, 184, 204, 205, 
206, 211, 214, 216, 221, 305, 353, 
563 


635 

White, J. U., 86 

White, W. N., 383 

Whiting, M. C., 386, 387 

Whitmore, F. E., 139, 271 

Whitney, J. F., 180 

Wierl, R., 233 

Wilkinson, G. R., 177, 226, 334, 347, 
348, 386, 391 

Williams, D., 141, 345 

Williams, G., 349 

Williams, H., 346 

Williams, M. B., 179, 180 

Wilson, A. H., 394 

Wilson, C. L., 383 

Wilson, E. B., Jr., 10, 131, 132, 133, 
139, 141, 142, 230, 281, 290, 599, 600 

Wilson, F. J., 459 

Wilson, I. A., 352 

Wilson, J. N., 139 

Wilson, M. K., 226 

Winmill, T. F., 450 

Winsor, R. V., 462 

Winstein, S., 383, 384 

Wirtz, K., 277 

Witacher, O., 469 

Wollam, E. O., 468 

Wong, C., 223 

Woodward, I., 293 

Woodward, R. B., 386, 387 

Woolf, A. A., 182 

Wulf, O. R., 354, 485, 490 

Wyckoff, R. W. G., 70, 172, 222, 286 


Yabroff, D. L., 479 
Yakel, H. L., Jr., 189, 412 
Yamasaki, K., 322 
Yamazaki, M., 367 
Yokoi, M., 322 

Yonov, N. I., 511, 532 
Yost, D. M., 79, 273, 461 
Yuster, P. H., 355 


Zachariasen, W. H., 179, 284, 286, 324, 
412, 481, 534, 560 

Zalkin, A., 179 

Zanstra, J. E., 411 

Zaromb, 8., 464 

Zaugg, H. E., 202 

Zechmeister, L., 292 

Zeeman, P., 58, 581 

Zelihoefer, G. F.; 459 

Zener, C., 397, 615 

Zhdanov, G. §., 125, 351, 365 

Ziegler, G. E., 284 

Zimamerman, H. K., Jr., 129° 

“intl, A., 443 

Aintl, B., 547 

Zumwait, L. R., 493 

Zvjagin, B. B., 583 

avonkova, 4. V., 351 


Subject Index 


Acetaldehyde, 142 
Acetamide hemihydrochloride, 485 
Acetic acid, 327, 477 
Acetone, 459 
Acetyl chloride, 459 
Acetylene, 230 
Acid strength, 276, 557 
Adenine, 304, 305, 308, 562, 503 
hydrochloride hemihydrate, 305 
Adipic acid, 480 
Adjacent-charge rule, 270ff 
Alabandite, 443 
Albite, 550° 
Alcohols, 473ff 
Alkali aluminates, 559 
atoms, 37if 
hydride molecules, 82 
metals, 102 
Alkali halogenides, boiling points of, 
528 
crystals, 519ff 
' gas molecules, 76, 530ff 
melting points of, 528 
Alkaline-earth compounds, 533 
metals, 102 
Allene, 233 
y-Alloys, 429f 
Allyl radical, 623 
Aluminum boride, 436 
borohydride, 381 
fluoride, 71, 463 
Americium, 412 
Amesite, 555 
Amides, 281f 
Amino acids, 282, 498 
4-A mino-2,6-dichloropyrimidine, 304 
Ammonia, 475 
Ammonia-borane, 124 
Ammonium azide, 463 


N 
\ 


hydrogen difluoride, 462 
trihydrogen paraperivdate, 481 
Ammonium ion, 9, 10} 
Anaicite, 550 
Anatase, 537, 549, 559, 561. 
Andalusite, 546 
Aniline, 280, 296, 487 


Anion contact, 520f 


Anorthite, 550 

Anthracene, 199, 237 

Antiferromagnetism, 615f 

Antimony compiexes, 439 

Argon, 129 

Argonite, 547 

Aromatic hydrocarbons, 236ff 

Aromatic molecules, 198ff 
orientation of substituents in, 205ff 
resonance in, 203 

Atomic arrangement, 69ff 

Atomic orbitals, 1O8ff 
overlapping of, 108 

Azide ion, 271 

Azimuthal quantum number, 34 

Azobenzene, 294 


Balmer series of spectral lines, 29, 33 

Base strengths, 286. 

Benitoite, 560 

Bent single bonds, 137 

Benzaldehyde, 208 

1:14-Benzbisanthrene, 238 

Benzene, 183ff, 187, 193, 217, 232, 564, 
568 

Benzcoic acid, 478 

p-Benzoquinone, 357 

Benzyl chloride, 288 

Benzylmethylglyoxime, 154 

Benzyi radical, 623 

Beryl, 549, 560 


636 


Subject Index 637 


Beryllium atom, 44, 46 
Beryllium borohydride, 380 
Bicovalent complexes, 125 
Binnite, 447 
Biotite, 439 
Biphenyl, 291, 295, 2¢8 
Bismuth, 612 
Bohr atom, 35, 57 4f 
Bohr frequency priaciple, 30; 31f 
Bohr magneton, 59, 613 
Bohr orbit, 35, 36 
Bohr theory, 14 
Boltzmann distribution law, 602ff 
Bond, electron-pair, 23ff 
Bond angles, LOSff, 112, 115, 123, 1386ff 
Bond character, 105ff 
Bond-dissociation energy, 84, 622f 
Bond energy, 79ff, 83f, 622f 
values, 82 
Bond involving d orbitals, 145f 
Bond oumber, 255 
Bond orbitals, 108 
complex, 145ff 
concentration of, 126ff 
Bond order, 239 
Bond strengths, 1O08ff 
Bond type, 69ff 
change in, 66f 
magnetic criterion for, 145ff, 161f 
Boranes, 367ff 
Borates, complex, 284 
Borax, 285 
Borazole, 302 
Boric acid, 284, 481 
Born equation, 507 
Born exponent, 509 
Born-Haber thermochemical 
510f 
Boron, 363, 364 
halogenides, 317ff 
trimethyl, 124, 317 
Boron-metal compounds, 435f 
Bragg equation, 70 
Braggite, 170 
Brillouin polyhedra, 429f 
Bromine, 316 
pentafluoride, 180 
trifluoride, 181 
5-Bromo-4,6-diarminopyrimidine, 305 
Bromodiborane, 319, 379 
Brookite, 537, 542, 549, 559, 561 
‘‘Brown-ring”’ test, 347 
Brucite, 549, 558 
1,3-Butadiene, 233, 290 
Butatriene, 233 


cycle, 


Cadmium, 411 
chloride, 259 


iodide, 251, 259, 260, 542 
Calcite, 547 
Calcium carbonate, 547 
hexaboride, 366 
metaborate, 284 
Carbazole, 304, 487 
Carbides, 435 
Carbonate ion, 283 
Carbon atom, 52, 113 
quadrivalent, 115ff 
tetrahedral, 11iff 
Carbon dioxide, 267f 
disulfide, 268 
monosulfide, 265f 
monoxide, 194, 265f, 600 
oxyselenide, 268 
oxysulfide, 268 
suboxide, 268 
Carbonic acid, 282, 327 
Carbonium ions, 383f 
Carbonyl complexes, 334 
Carboxylate ion, 275 
Carboxyl group, 274 
Carboxylic acids, 477ff 
Carotenoids, 292 
Catechol, 490, 494 
Celsian, 550 
Cementite, 421, 435 
Cerium, 412 
Cesium aurous auric chloride, 439 
Cesium chloride, 76, 519 
arrangement, 522 
Cesium nitrate, 547 
Chabazite, 550 
Chalcopyrite, 444 
Chelation, 478 
Chemical bond, definition of, 6 
types of, 5 
Chemical ‘thermody namic properties, 
84f 
Chlorate ion, 323f 
Chlorine, 316 
dioxide, 356 
hydrate, 469, 470 
molecule, 73 
Chlorite, 555, 559 
Chloroacetylene, 230, 599 
Chlorobenzene, 210, 288 
1,2-Chlorobromoethane, 133 
Chloroethylenes, 288 
Chloroform, 459 
o-Chlorophenol, 492, 493 
Circular orbit, 35 
Cis-azobenzene, 293, 294 
Clathrate compounds, 469ff 
Clausius-Mossotti local field, 607 
Clays, 556 
Clinochlore, 355 


638 


Closest packing, of large ions, 541f 
of spheres, 404ff 
Cobalt(II), magnetic susceptibility of 
compounds of, 614 
Cobalt complexes, 338 
Cobalt(IIT) hexammoniate ion, 172 
Colemanite, 285 
Color, 105ff 
complementary, 105, 106 _ 
of inorganic complexes, 438 
Complex bond orbitals, 145ff 
Complexes, 108ff 
Conjugated systems, 290ff 
involving tripie bonds, 299f 
Cooperite, 170 
Coordinated polyhedra, 544ff 
Coordinate link, 9 
Coordination number, 63 
Copper, 414 
acetylacetonate, 158 
benzoylacetonate, 158 
disalicylaldoxime, 158 
Copper(II) bis-acetylacetonate, 160 
dimethylglyoxime, 160 
Corundum, 539, 549 
Covalent bond, 7ff 
directed, 108ff 
formal ruies for formation of, 61ff 
normal, 80 
with partial ionic character, 67 
Covalent octahedral complexes, 148 
Covalent radii, 221ff, 224, 227 
Crystal energy, 505ff, 509, 529 
Crystal radii, 511ff, 516 
Cubanite, 438 
Cubic body-centered arrangement, 414 
Cubic closest packing, 406 
Cupric acetate hydrate, 438 
Cupric chloride, 256 
dihydrate, 158 
Cupric ion, 107 
Cuprite, 254 
Curie constant, 613 
Curie’s equation, 613 
Cyamelurate ion, 300, 301 
Cyameiuric tricyanamide ion, 301 
Cyanates, 273f 
Cyanide complexes, 336ff 
Cyanite, 546, 549 
Cyanoacetylene, 299 
Cyanogen, 299 
Cyanuric triazide, 272, 300 
tricyanamide ion, 300, 301 
Cyclobutane, 223 
Cyclohexene, 216 
Cyclopentadiene, 291 
Cyclopentadienyl manganese tricar- 
bonyl, 391 
nickel nitrosyl, 391 


Subject Index 


thallium, 391 
Cytosine, 307, 308, 502, 503 


Danburite, 546 
Decaborane, 372, 373 
Deformation, 25f 
Diacetylene, 299 © 
dicarboxylic acid, 299 
Diamagnetic anisotropy, 612 
Diamagnetism, 61lf 
Diaminodurene, 362 
Diamond, 244 
Di-p-anisy] nitric oxide, 356 
Diaspore, 452, 482, 483, 484, 562 
Dibenzenechromium, 385 
3, 4-5,6-Dibenzophenanthrene, 298 
Dibenzyl, 293 
Dibenzylphosphoric acid, 323 
Diborane, 368 
Dibromacetylene, 290 
2,3-Dibromobutane, 133 
3,6-Dibromo-2,5-dihydroxydiethyl 
terephthalate, 497 
1,2-Dibromoethane, 133 
Dichloroacetylene, 290 
1,2-Dichloroethane, 133 
Dickite, 553 
Dicyclopentadienyl iron, 385 
Dielectric constants, 457, 458, 605ff 
Debye equation for, 608f 
Diethylmonobromogold, 156 
Dihydropentaborane, 375 
1,8-Dihydroxyanthraquinone, 496 
n-Dihydroxybenzene, 475 
p-Dihydroxybenzene, 471 
2,6-Dihydroxybenzoic acid, 479 
Dijodacetyiene, 290 
Ditododicthylirisulfide, 135 
Di-iron enneacarbonyl, 441 
Diketopiperazine, 262, 264 
Dimethy] beryliium, 382 
1,1-Dimethyldiborane, 379 
Dimethylether-boron trifluoride, 319 
Dimethyloxalate, 293 
2,6-Dimethylphenol, 490 
Dimethyl! trisulfide, 135 
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Di-p-xylylene, 299 
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Ferrimagnetism, 617 

Ferrites, 617 

Ferrocene, 385ff 

Ferrocyanide ion, 162, 337 
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Nitrosyl cation, 345 
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Oxides of the heavier elements, 329ff 
Oxygen atom, 53 
Oxygen fluoride, 184 
Oxygen molecule, 351ff 
Ozone, 87 
Ozonide ion, 354 


Palladium, 615 

paramagnetic susceptibility of, 616 
Palladium dimethylglyoxime, 169 
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band, 28f, 594 
emission, 28 


> 


643 


Sphalerite, 244, 245, 442 
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